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PREFACE. 

THE present Manual has been written primarily for the 
use of the students of the Imperial Forest College, Dehra 
Dun, but if it should prove of some slight use to others the 
writer will feel more than satisfied. 

The only work on Indian Forest Utilization which has 
hitherto appeared is Fernandez' Notes on the Utilization of 
Forests y published in 1891: this book has served its purpose 
well, but with the rapid advance of Forestry in India it has of 
late years been getting more and more out of date, and the 
production of an entirely new work on Forest Utilization is 
now urgently called for. The general arrangement of the 
present Manual is based m6re or less on that of Gayer's 
Forstbenutzung, but the details follow as much as possible the 
practice and experience of Indian Forestry. 

The compilation of a Manual of this kind would not have 
been possible without a large amount of assistance from others, 
and first and foremost the writer desires to express his deep 
indebtedness to the Officers of the Indian Forest Department, 
. of all ranks, for the generous assistance which they have ren- 
dered in furnishing him with much valuable information. 

Among the principal works which have been consulted in 
the preparation of this Manual are Gamble's Manual of Indian 
Tinkers, Schlich's Manual of Forestry^ Vol. V, {Forest Utili- 
zation, by W. R. Fisher), and Watt's Dictionary of the Econo- 
mic Products of India, while much useful information has 
been obtained from the pages of the Indian Forester , and from 
the various Indian Forest Bulletins and other publications, 
particularly E. M. Coventry's Bulletin on Ficus dastica. 

In conclusion, the writer wishes to acknowledge the help 
received from Mr. Moyle, Director of Railway Construction in 
India, in the form of a most useful note on railway sleepers, 
and the assistance given by Rai Sahib Upendranath Kanjilal, 
Instructor at the Imperial Forest College, in conducting mucli 
of the correspondence connected with the collection of informa- 
tion for this Manual. 

I2th April 1907. 
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INTRODUCTION. 



TjlOREST UTILIZATION is that branch of Forestry which 

-^ deals with the most advantageous and suitable methods 

of collecting, converting, and disposing of forest produce, which 

can conveniently be divided into two main classes, majcr 

forest produce, comprising timber and firewood, and minor 

forest produce, which includes all other produce of the forest. 

The subject matter of this Manual is dealt with under 
four separate heads: — 

I. — Harvesting and Conversion of Wood, or Major Forest 
Produce* 
II. — Utilization of Minor Forest Produce. 
III. — Organization of Labour, and Modes of Sale artd Disposal 

of Wood and other Forest Produce. 
IV. — Special Forest Industries. 
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PARTI. 

HARVESTING AND CONVERSION OF WOOD. 

It is of the utmost advantage to the forester to be able 
to convert and classify his wood in such a manner that the 
demands of the market may be satisfied, while at the same time 
the best value may be obtained for the material disposed 
of : hence the necessity for an accurate knowledge of the 
various properties and uses of woods, as well as the best 
methods of felling trees, converting them into timber and 
firewood, and bringing the material to the market. These 
considerations lead to the division of Part I into five chap- 
ters: — 

I. — Technical Properties of Wood. 

II. — IndvMrial Uses of Wood. 

f 

III. — Felling and Conversion of Timber. 
rV. — Transport of Wood. 
V. — Wood Depots. 
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CHAPTER I. 

TECHNICAL PROPERTIES OF WOOD. 

There are few materials which vary more in texture, 
appearance, and utility for various purposes, than wood. 
Not only do the different species of woods vary greatly, but 
even woods of the same species grown under different con- 
ditions may possess widely diverse characteristics. The 
differences in the value of woods, and their suitability for 
various uses, depend on certain technical properties, of which 
the following are the most important : — 

1. Anatomical structure. 

2. Shape and size of trees. 

3. Specific gravity. 

4. Hardness. 

5. Flexibility. 

6. Elasticity. 

7. Fissibility. 

8. Strength. 

9. Seasoning power, and liability to be affected by 

moisture. 

10. Durability. 

11. Combustibility and heating power. 

12. Colour, grain, and other properties. 

13. Freedom or otherwise from defects or tmsoundness. 

Section I. — ^Anatomical Structure op Wood. 

1. Dicotyledons and Gymnosperms. 

If the sawn end of a log of timber be examined, it will be seen 
that the wood is marked with certain definite marks. In the 
centre will be found a small soft mass of tissue known as the 
pith, round which are numbers of concentric^ rings, some- j 

times called annual rings. These concentric"^ rings, which 
usually represent the wood produced during one growing 
season, vary greatly in width, being broad in fast-grown and 
narrow in slow-grown timber : in many timbers they are not 
clearly visible. Radiating from the centre outwards are 
numbers of fine lines, known as medullary rays, which vary 
in distinctness according to the species of timber. Outside 
the wood is the cortex (popularly termed * * bark ' * ), while 
between the wood and the cortex is the cambium^ a thm layer 
of soft tissue which, as it grows, produces wood to the inside 
and cortex to the outside. If the log be split open it will be 



found that the concentric rings which have abeady been 
seen in cross section are really concentric hollow cylinders of 
wood laid on one above the other, and which in longitudinal 
section produce the * 'grain" of the wood. Further it is 
seen that the medullary rays are in reality vertical plates 
running through the concentric layers of wood, and varying 
in length, depth, and width. These medullary rays produce 
the shiny appearance known as "sUver grain," a quaUty 
which renders some woods valuable in the eyes of the cabinet- 
maker. 

The medullary rays differ much in different species. Thus 
m teak and sundri {Heritiera minor) they are moderately 
broad and uniform ; in the oaks. Rhododendron arhoreum, 
and Dillenia indica they are of two kinds, a few broad and at 
irregular intervals, separated by numerous fine ones ; in 
Dalbergia Sissoo, Buxus sempermrem, and conifers they 
are fine to very fine and usually numerous. 

In most species the wood in the inside is darker, harder, 
and somewhat drier than that of the outer layers ; this dark 
inner wood is called heartioood, and the lighter-coloured 
outer wood is called sajnvood. 

Heartwood is formed by the deposition of colouring mat- 
ters and other substances in the cells or on the walls of the cells 
and other tissues of the wood, whereby the walls get thicker 
and lignified, and the wood thus becomes denser and heavier. 
Some trees have no distinct heartwood, for instance Mangifera 
indica, Adina cordifdia, Bombax rnalaharicumf Ficus hengalensiSf 
Terminalia bderica, Cochlospermum Gossypium, JEgle Marmelos, 
Zizyphus Jujuba, Butea frondosa, Erythrina spp., Pongamia 
spp.. Gardenia spp., etc. 

Wood is made up of three chief kinds of component ele- 
ments, wood-vessels, tuood-fibres, and wood-cells. These, how- 
ever, do not all occur in every kind of wood. 

Wood'Vessels. — If the transverse section of a piece of teak- 
wood be examined, it will be foimd that the annual rings 
are sharply defined by one or more lines of pores, which can 
be distinctly seen with the naked eye. These pores, which 
are known as vessels, are seen on a longitudinal section to be 
tubes running longitudinally through the wood. Between 
the rings of pores will be foimd a quantity of denser 
wood which may contain scattered pores. That part of the 
annual ring whi&i contains these p^res in large Sumbers is 
known as spnng-wood, having been formed at the beginmng 
of the growing season, whereas the denser tissue filling up 
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the remainder of the annual ring is called summer-ivood or 
autumn-ioood. 

Although these vessels are fairly large and evenly dis- 
tributed in teak- wood it does not follow that they can be so 
easily seen in all woods. The arrangement and size of the 
vessels in fact vary so much in different species, that woods 
can to a certain extent be classified according to the arrange- 
ment of their vessels. Thus the vessels pre large and fairly 
evenly distributed in Bombax malabaricum, Xylia dolabri- 
formisy and Ficics bengalensis ; large, numerous, and unequally 
distributed in Terminalia tomentosa, Ced/rda Toona, and 
Acacia arabica ; small and evenly distributed in the maples, 
the willows, JEgle Marmdos^ Cfdoroxyhn Swietenia, Adina 
eordifolia, and Holarrhena antidysenterica ; and extremely small 
and evenly distributed in boxwood. In some woods the 
pores occur in groups or in chains, as for instance in Mesua 
ferrea, Mdia indica^ Anogeissus latifolia, Lagerstroemia parm- 
flora, Ba^sia la^ifolia, and the oaks. The arrangement 
of the vessels often determines the distinctness or otherwise 
of the concentric rings in timber. Apart from the fact that 
each concentric ring in some species does not represent 
exactly one year's growth, the even distribution of the vessels 
through spring-wood and autumn-wood alike frequently 
make the accurate counting of annual rings an impossibility, 
even if the vessels themselves are large enough to be clearly 
visible. In coniferous timber vessels are, except immediately 
round the pith, entirely absent, but the concentric rings, 
which are normally always annual, are distinct, owing to 
the dense structure of the autumn- wood as compared with 
the spring- wood. 

Wood-fibres are the principal elements of wood. They 
are elongated structures with closed pointed ends, and with 
their walls more or less thickened, sometimes to such an 
extent that their lumina, or internal spaces, are much con- 
tracted. Fibres vary in form, some kinds containing proto- 
plasm and starch, and others containing none of these substances. 

Coniferous wood is almost entirely composed of elements 
resembling fibres and known as tracheids. These are charac- 
terized by the presence of large bordered pits on their walls. 
In the spring- wood the tracheids have thin walls and large 
lamina, whereas in the autumn- wood they are much com- 
pressed, having thick walls and smaller lumina. This com- 
pression of the tracheids in the autumn-wood results in that 
wood being much harder, and usually darker in colour, than 



the spring-wood, rendering the annual ring£( distinct, althougk 
the structure of coniferous wood :s more regular than that 
of broad-leaved species. 

Wood-cells form the rather thin-walled soft tissue known 
as 'parenchyma. These cells are not so conspicuously elong- 
ated as vessels and fibres, and they frequently contain starch, 
being the storehouses of reserve material. Wood-cells are 
usually absent in coniferous wood, except in medullary rays 
and round resin-duds. These resin-ducts are spaces sur- 
rounded by resin-forming ceUs; they nm both longitudin- 
ally up the tree and radially along the medullary rays« 

2. Monocotyledons. 

The structure of monocotyledonous wood is totally differ- 
ent from that of dicotyledons or gynmosperms. One 
great difference is the absence of medullary rays. The stems 
are generally full of parenchymatous tissue of a more or less 
loose texture. This tissue is traversed by what are known 
as ftbrO'Vascular bundles^ that is, rather thick strands of harder 
tissue consisting of vessels and fibres connected together 
into bundles. In the palms these bundles follow a wavy 
course up the stem, while in the bamboos and canes they 
run parallel to each other up the internodes. 

Another peculiarity of monocotyledons is that there is 
no heartwood. The centre of the stem is either hollow or 
full of soft parenchymatous tissue, which is often very rich 
in starch, and is the least Ugnified part of the stem, whereas 
the outermost wood is the most compact and the hardest. 

The growth in thickness of monocotyledons is different 
to that of dicotyledons. We have seen that dicotyledons 
increase in thickness by laying on concentric rings of wood 
from the Uyer of growi/g XLown as the oambiL, which 
is situated between the wood and the cortex. In monocoty- 
ledons, however, the growth in thickness takes place at certain 
points within the stem and we thus find no annual rings. 
In monocotyledonous trees, such as palms and bamboos, 
the stems reach their maximum thickness at an early stage 
in their height growth, and do not continue growing in thick 
ness throughout their life as do the stems of dicotyledons. 

Section II.— Shape and Size of Trees. 

The three main parts of a tree from which wood is obtained 
are the stem, the branches, and the roots. Of these the 
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wood of the stem is the most important, as it]is from the stem 
that wood fit for timber is almost invariably obtained. 
It is therefore the aim of the forester in most cases to produce 
trees having the maximum proportion of stem-wood. The 
chief factors which influence the shape and dimensions of 
trees, as well as the proportion of stem- wood, branch- wood, 
and root- wood, are (1) the species ^ (2) the density of the 
crop^ (3) the age of the tree, (4) the soU and locality, (6) the 
sylvicfuUwral system adopted. These will be dealt with in turn. 

(1) Specebs. 

When grown in isolated positions different species of trees 
differ greatly in their mode of growth, particularly as regards 
the relative size of bole and branches. 

Certain trees, of which the firs and some other conifers 
are the best examples, produce tall straight stems with 
definite leaders and numerous but relatively small side 
branches. Among broad-leaved species Stercvlia alaJta is 
somewhat similar in type. Bombaao malaha/ricam is also of this 
type, but its whorled branches are usually massive. Compara- 
tively long clean boles are frequently produced in the open 
by pines, many "palms, Casuarinay and certain species of 
Dipteroca/rpus, Eucalyptus^ etc. On the other hand there are 
many species which usually produce short boles and large 
low crowns when grown in the open ; of these the mango, 
the oaks, Cedrda Toona, Mesua ferrea, ScMeichera trijuga, 
Eugenia Jambolana, Cassia Fistula, Lagerstrcemia Flos-Regince, 
and AWizzia Lebbek, are examples. 

Certain trees tend to branch low down even when grown 
in moderately dense forest, as for example Taacus baccata, 
Ba^sia latifolia, Ficus glomerata. Rhododendron a/rboreum, 
Careya arborea and ScMeichera trijuga. Of trees which pro- 
duce a large proportion of root-wood the best examples are 
those species of Ficus which send out large aerial roots. 

(2) Density op the Crop. 

It is a well-known fact that trees grown in a dense crop 
produce long clean boles and small crowns. Thus the pro- 
portion of stem- wood in such trees is much greater than that 
of similar trees grown in the open. This applies especially to 
those trees which have a natural tendency to branch low 
down when grown in the open. 
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(3) AoB OF THE Trees. 

Actual measurements in Europe show that in trees grown 
in canopied forest the amount of branch- wood in early youth 
exceeds that of stem-wood fit for use. As the tree reaches 
middle age the proportion of stem-wood predominates, and 
increases as the tree grows older, when the proportion of 
branch- wood may eventually fall to as little as 10 per cent. 
Although similar accurate measurements are not yet avail- 
able in India, general observations lead to the same conclusions, 
although the actual proportion of wood from the several 
parts of the tree will no doubt vary under different conditions. 
The actual quantity of wood in the roots as a rule increases 
as a tree grows up towards maturity, but the proportion of 
root-wood to stem-wood probably varies according to the 
proportion of branch- wood to stem-wood. 

(4) Soil and Locality. 

As a general rule the more favourable the locality the 
greater the proportion of stem- wood in a tree and the larger 
the quantity produced. The extent of root development, 
however, is as a rule the converse of this, particularly in 
localities which are unfavourable owing to lack of moisture in 
the soil, in which case the roots spread far and wide in search 
of water. The abnormal development of the root system of trees 
as an adaptation to peculiar conditions of soil and locality 
is strikingly exemplified in Prosopis spicigera and Heritiera 
minor. The former tree, which grows in the arid regions of the 
Punjab, Sind, Rajputana, and elsewhere, in its search for 
moisture in the subsoil produces an abnormally long tap-root, 
one specimen of which has been measured to be 86 feet in 
length. HerUiefa minor, the Sundri of the Sunderbans, grows 
in tidal regions occasionally inundated by salt water. It 
adapts itself to the peculiar circumstances of the locality by 
producing roots which spread laterally near the surface of the 
^ound, sending up per^ndicular bUnd shoots a foot or more 
in height above the ground; these shoots, which resemble 
inverted tent-pegs, possibly act as breathing organs when the 
ground is flooded. The Mangroves, also, which grow in muddy 
tidal forests, have a largely developed root system, the steins 
being supported by buttressed roots standing out of the mud. 

(5) Sylvioultural System. 

The various sylvicultural systems known to European 
Forestry have not yet been practised in India to such an extent 
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as to enable us to judge accurately of the merits of each for the 
production of large-sized and well-shaped timber. Briefly 
stated, the following may be said to be the conclusions arrived 
at on a comparison of the chief sylvicultural systems, based 
almost entirely on European experience and statistics : — 

A. — High Forest. 

(a) The dea/r (mtting system. — The quality of the timber 
produced, as far as shape, length, and cleanness of bole are 
concerned, is equal to or better than that of any other high 
forest system, especially if the crop has been created by planting. 
The quantity of timber produced per acre compares favourably 
with the quantity produced under other systems. In India 
doubts are frequently expressed, particularly with regard to 
teak, as to whether plantation grown timber will be equal in 
technical properties to natural timber. Exhaustive tests of 
plantation timber grown under different conditions will be 
necessary when our plantations approach maturity.* 

(6) The uniform method {system of successive feUings). — The 
quantity of timber produced is probably equal to that produced 
under the clear-cutting system, while in cleanness and straight- 
ness the high quality of the timber produced is, like that of 
the clear-cutting system, characteristic of even-aged woods, 
and superior to that produced in uneven-aged woods. Under 
the uniform method those trees left for the final felling have a 
chance of attaining a large diameter owing to their open position 
during the later portion of their life. 

(c) The group system. — The timber produced imder this 
system probably approaches but hardly equals that produced 
under the last system. Statistics, however, are wanting. 

(d) The selection system. — ^Accurate comparative figures 
as to volume are not available. Under this system less clean, 
shorter, and more tapering boles are produced than under the 
system of successive fellings. 

* In 1904 three pieces of teak timber were sent from Burma to Professor Everett to 
be te8ted~-(a) a piece from the Prome plantation of 1861, (6) a piece from the Prome 
plantation of 1860, (c) a piece of naturally grown teak. The following figures give the 
breaking load of each in tons ( average of 10 specimens 10' x 5'' x 6" ) : — 

(a) 63*65 tons. 

(5) 63-80 „ 

(c) 76-68 „ 

In this cafle the natural teak is shown to be stronger than the plantation teak. On 
the other hand a test made with Nilambur plantation teak about 1876 showed that in 
that case the plantation teak held its own against naturally grown timber. It is 
impossible, however, to generalize on one or two trials^ though similar tests of timber 
grown under diverse conditions will no doubt produce interesting results. 



11 

r 

{e) Two-storied high forest. — This system is well suited for 
the production of large-sized as weU as straight clean timber, 
the iees in each storfy being even-aged. 

B. — Coppice Systems. 

(a) Coppice. — This system is suitable for the production of 
fuel and small sized timber, but not for large timber. 

(6) Coppice with standards. — The trees produced in the over- 
wood compare unfavourably with those produced under the 
high forest systems, as the boles are shorter and less clean. 

The sylvicultural systems have here been dealt with entirely 
from the point of view of the quantity and quality of the 
timber produced, irrespective of other co^iderations. 

Before leaving the subject of the shape and size of the trees 
we may define what is meant by the ideal timber tree from an 
economic point of view. The bole of such a tree should have 
four chief qualities-cleamiess. straightness. cylindrical shape, 
and suitable dimensions. Sylviculture teaches us how trees 
possessing these qualities are produced. Stated briefly, the 
first three are obtained by growing the young crops in a crowded 
state, and afterwards judiciously thinning the woods so that the 
stems may increase in girth to the desired size. The time when 
the woods should be opened out depends largely on the species 
and the local conditions, but for the production of long 
clean boles no severe interruption of the leaf canopy should 
take place until the trees have approached their fuU height 
growth. The dimensions to be attained will depend on the 
purpose for which the wood is required and on the demands of 
the market. 

SECTION III. — Specific Gravity. 

1. General. 

By the specific gravity of a wood we mean the ratio which 
the weight of a certain volume of the wood bears to the weight 
of an equal volume of cold water. As one cubic foot of cold 
water weighs 1,000 ounces or 62jlbs., the actual weight of a 
cubic foot of any wood is obtained by multiplying 62j lbs. by the 
specific gravity oi the wood ; and conversely the specific gravity 
of any^wood may be found by dividing the weight of a cubic 
foot by 62J lbs. 

Determination of specific gravity. — The following are two 
practical methods of finding the specific gravity of a given 
piece of wood : — 

(1) Let W be the weight of the wood in pounds as 
found in the balance, and V its volume in cubic 
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feet: then the specific gravity =y^^. The volume 

is found by means of the xylometer, a cylindrical 
vessel partly fiUed with water, and having a 
vertical scale on one side showing the volume 
of water displaced when the wood is immersed. 
(2) (a) If the wood sinks in water ^ find its weight in air, W, 
in the ordinary way, and its weight, W, under 
water ; then since the loss of weight due to its 
immersion in water equals the weight of the same 
volume of water, the specific gravity=^. To 

find the weight of the wood under water suspend 
it by a thread attached to the middle of the under 
side of one of the scale-pans of the balance and 
allow it to hang immersed in a vessel of water 
underneath the ^cale-pan. A fine thread should 
be employed, so that the volume of water dis- 
placed by the thread may be negligible. 
(6) // the wood floats on water a weight or sinker should 
be attached to the wood to make it sink. Let 
S be the weight of the sinker under water : then the 
specific gravity of the wood = ^^^_,^, i where W 
is the weight of the wood in air and W is the 
weight of the wood and sinker together under 
water. 

The weights of various woods are frequently expressed 
in pounds per cubic foot, those which float on water weigh- 
ing less, and those which sink weighing more than 62^ lbs. per 
cubic foot. 

Specific gravity 'as a property of wood is only of second- 
ary importance when compared with certain other proper- 
ties such as strength, durability, and soundness, but at the 
same time it deserves careful consideration owing to its close 
connection with other properties such as hardness, combusti- 
bility and heating power, seasoning power, and durability. 
Specific gravity also comes into consideration where great 
weight is a disadvantage, for example in timber for roofing, 
frames of carriages, masts and spars of ships, light packing- 
cases, etc. Again in the case of heavy woods the cost of trans- 
port may be considerably higher than for light woods, while 
extraction may be rendered quite impossible where the only 
export routes are small floating streams where there is no 
room to buoy up heavy timber by attaching it to boats or 
to lighter logs. 
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2. Factors causing Differences in the Specific Gravity 

of Woods- 

The researches of Sachs and B. Hartig have shown that 
the actual substance of wood, that is, the cellulose of the 
cell-wall, differs little in specific gravity for different species 
of woods, being about half as heavy again as water. It is 
evident, therefore, that there must be certain factors which 
account for the great differences in the specific gravity of 
different woods. The chief factors are (1) anatomical struc- 
ture of the wood, (2) soil and locality, (3) age of the tree, (4) 
amount of moisture in the wood, (6) amount of resin and other 
substances, (6) different parts of the tree. 

(1) Anatoiooal Stbuoture. 

The specific gravity of a wood depends mainly on the 
quantity of woody substance in its tissues, that is, the thicker 
the cell- walls and the smaller the lumina, the higher the 
specific gravity of the wood. According to Hartig, the broad- 
leaved species of Europe have from 25 to 30 per cent, more 
woody substance in their tissues than conifers, and in India 
it would be reasonable to suppose that the difference between 
some of the heaviest and some of the lightest woods in this 
respect is even greater. In many species the tissues of the 
autumn-wood are denser and therefore heavier than those 
of the spring-wood, which are porous. This is exemplified 
particularly in conifers. If we examine a piece of slow-grown 
coniferous wood we find that the rings of dense dark-coloured 
autumn- wood are separated by narrow zones of porous spring- 
wood : if the wood be fast-grown these zones of denser autumn- 
wood, which remain fairly constant in width, are widely 
separated by broad zones of porous spring wood. Thus in coni- 
fers as a general rule slow-grown wood is heavier than fast- 
grown wood. In broad-leaved species containing large pores 
in the spring-wood and denser tissues in the autumn-wood 
the opposite is usually the case, the fast-grown wood, in which 
the porous zones of spring-wood are widely separated by 
denser autumn-wood, being heavier than slow-grown wood 
where the porous zones are close together. This is true, how- 
ever, only within certain limits, and provided the growth is 
not too fast ; the rule also admits of exceptions. In the case 
of broad-leaved species having the pores more or less evenly 
distributed throagh the spring and autumn-wood no definil^ 
rule can be laid down. 
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(2) Soil and Locality. 

The main conditions which tend to increase the weight 
of wood are sufficient nourishment and moisture in the soil 
and the necessary amount of warmth and sunKght. Excess 
of moisture in the soU often renders wood soft and spongy, 
decreasing its specific gravity, while the same condition may 
be brought about by insufficient sunlight. Experiments some- 
times . show that woods from certain localities are heavier 
than woods of the same species from other localities. Thus 
Ckir (Pinus longifolia) wood from Sikkim is somewhat 
heavier, harder, and stronger than that of the North- West 
Himalayas : Bombax malaharicum is lighter in Bengal and 
Assam than in the Central Provinces, while the ironwood 
{Xylia dolahriformis) of Burma is usually heavier than that 
of Central and Southern India. The factors which cause these 
differences may not, however, be the same in each case. 

(3) Age of the Tree. 

The actual woody substance formed by young trees is 
usually heavier than that formed by old trees. On the other 
hand the formation of heavy heartwood during middle age 
may render the average specific gravity of the wood of old 
trees considerably higher than that of young trees: hence 
no definite rule can be laid down as to the effect of the age 
of a tree on the specific gravity of the wood, particularly 
in the case of trees which form a distinct heartwood. 

(4) Amount op Moistube in the Wood. 

Hitherto the amount of water in the wood has not been 
considered; it exercises, however, a great influence in in- 
creasing the specific gravity of woods of one and the same 
species. In practice we distinguish between (t) Green, or freshly 
felled wood, which contains on an average 45 per cent, 
of water, (ii) ForesUseasoned wood, that is, wood which has 
become partly seasoned by lying in the forest for some time, 
and (Hi) Completely seasoned wood, which has lain in an airy 
shed until it has lost all the moisture which it can part with 
under ordinary atmospheric conditions ; in this case the amount 
of water in the wood may be as low as 2\ per cent, (see 
page 27). In resinous trees the amount of moisture is usually 
inversely proportional to the amount of resin, while in green 
wood of all kinds there is more moisture in sapwood than 
in heartwood, and more in the younger branch-wood than 
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in the wood of the stem. The difference in specific gravily 
between green and dry timber may become a matter of great 
importance where capacity for floating is concerned. Thus 
in Burma, where the extraction of teak is ahnost entirely 
carried out by floating, it is necessary to kill the teak trees 
by girdling and allow them to dry for three years before fell- 
ing, so that they may become light enough to float easily. 

(5) Amount of Resin and Other Substances. 

The dry weight of wood is increased by the amount of 
resin or oU contained in it. Thus in conifers the narrow 
ringed resinous wood of the branches is heavier and harder 
than the wood of the stem, while the wood at the base of the 
tree and in the larger roots, being highly impregnated with 
resin, is considerably heavier than the stem-wood. Among 
other substances which tend to increase the specific gravity 
of wood may be mentioned the colouring matter deposited in 
the tissues of the heartwood of many species, for example in 
ebony, where the black colour is due to deposits of black colour- 
ing matter within the cells, and not to any change in the cell- 
waJls. The influence of reserve nutrient material (proteids, 
starch, etc.) on the specific gravity of wood is, according to 
Th. Hartig, considerable, but the researches of R. Hartig have 
thrown serious doubt on this opinion. Wood injected with 
creosote or metallic salts increases in specific gravity. 

(6) DiFFEBBNT PaBTS OF THE TbEE. 

In the case of air-dried wood the following general rules 
hold good in the majority of cases : — 

(a) Branch-wood is usually heavier and root- wood 
lighto th«> rt»M-woii. Ex^ptions to thiB ml. 
occur in the case of (t) slow-grown branches of 
trees which have large pores in the spring-wood, 
(m) the thick ends of the roots where they join 
the stem ; these are sometimes heavier than the 
stem-wood, (iii) roots of conifers which are rich 
in resin, and whose specific gravity is sometimes 
greater than that of water. According to Nord- 
Unger the specific gravity of the smaller roots of 
a tree is less than that of the larger roots. 

(6) Heartwood is usually heavier than sapwood where 
a distinct heartwood exists. Where there is no 
distinct heartwood the inner zones of wood have 
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often the same specific gravity as the outer zones, 
and may even be lighter. In the case of palms 
the outer part of the stem is heavier than the 
inside. The following figures, compiled from the 
results of experiments recorded in Gamble's 
Manual of Indian Timbers, illustrate to some 
extent the difierence in specific gravity between 
heartwood and sapwood : — 



HlABIWOODu 



(lbs. per Qubio foot) 



Tamarindofi indioa 
Odina Wodier 

Bauhinia purpurea 
Albizzia procera . 
Albizzia lebbekoides 
Salyadora oleoides 



77*7 (average of speoimens) 
48 (average of many speoi- 
mens). 
48 (average of 6 speoimens) 
46 (average of 16 speoimens) 
44 (average of 2 specimens) 
54 (one specimen, inoludiiig 
both heartwood and 
sapwood). 



Sapwood. 



(lbs. per oabio foot) 



61 "8 (average of 4 specimens). 
36 (one Specimen). 

36 ( ditto ). 
26 ( ditto ). 

37 ( ditto ). 

38 (one specimen, sapwood 

only). 



(c) Where growth becomes slower with advancing age, 

the difference in breadth of the annual rings 
causes a difference in the specific gravity of the 
wood, the outer layers in conifers being heavier 
and those of species with large pores in the 
spring.wood being Ughter than the inner parts of 
the stem. In young stems, where the growth is 
normally regular, no such difference usually exists. 

(d) As a rule the specific gravity of the lower part of 

the stem is greater than that of the upper part. 

(e) Burrs, knots, wavy wood, and sound wood growing 

over wounds, are usually heavier than ordinary 
wood ; decayed wood, on the other hand, is lighter. 

3. Classification of Woods according to their Weight in 

Pounds per Cubic Foot. 

The following is a list of some of the principal Indian woods, 
arranged in classes according to their average air-dried weight 
in pounds per cubic foot (heartwood being understood in the 
case of trees which produce a distinct heartwood) : — 

(») Extremely heavy. — 70 lbs. and over. — Ha/rdwickia 
binata, Tanmindus indica^ Pterocarpus santalinuSf 
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Soymida fehnfuga^ Diospyros Ebenum, Mesua 
ferrea. 

(n) Very heavy. — 60 lbs. and over^ and under 70 U)s. — 
Pterocarjms indicuSy Schleichera trijuga^ Heritiera 
minor {Sundri)^ Acacia Catechu^ Xylia dclabri- 
formisj Quercus dilaiataj Q. incana^ Anogeissus 
latifdia, Bassia latifoUa^ Santalum aUmm^ Termi- 
nalia tomentosa, Shorea obtusa. 

(iH) Heavy. — 50 lbs. and ovety amd under 60 lbs. — Pteroca/r- 
pus macrocarpuSf Cassia Fistula, Prosopis 
spidgera^ CUoroxyhn Stmeteniay DcJhergia latifdiay 
Mdmorrhoea usilatay Buxus sempervirens, Dijh 
terocarpus tuberculaiusy Pterocarpus Ma/rsupiunif 
Shorea robusta. Acacia leucopKUBa, Ougeinia 
dalbergioideSf Acacia arabica, Terminalia Chdndaj 
Qufifc/us semecarpifoliaf Lagerstroemia parviflora, 
Wdia indica, AJhizzia Leiibek, Dalbergia Sissoo, 
Odina Wodief, Carey a a/rboreay Chickrassia tabidariSj 
Greuna tilicB folia. 

(iv) Moderately heavy.^^0 Ws. and over, and under 
50 lbs. — Hopea odoratay Dipterocarpus twrbinaiuSy 
Zizyphus Jujuha, Pterocarpus dalbergioides 
(Andamans Padauk), Terminalia belerica, Eugenia 
Jambolanay Dipterocarpus alatuSy Lagerstroemia 
Fhs-RegincBy Tectona grandisy Adina cordifolia, 
DiUenia indicay Mgle MarmdoSy Pinus longifdiay 
Taxus baccata, Schima WaUichiiy Jugkms regia, 
Sterculia urenSy Ma/ngifera indica, Anthocephalus 
Cadambay Artocarpus integrifoliay A. Lakoocha. 

(v) Light. — 30 Ws. and ovety and under 40 lbs. — Butea 
frondosay Cupressus torulosay Michdia Cham/pacay 
Semeca/rpus Anacardiumy Cedrela Toona, Grndina 
arborea, Ficus bengalensisy BosweUia serraiay 
Kydia calycinay Pinus eoccdsay Cedrus Deodara, 
Msculus indicay Michdia excdsay Artocarpus 
Chaplashay Bucha/nania latifoliay Sterculia dUUay 
Picea Morinday Abies PindroWy Ficus ghmeraia. 

{vi) Very light. — Under 30 Ws. — Trewia nudifiora^ 
Populus cUiatay Duabanga sonneratioideSy Spondias 
ma/ngiferay Bombo/x malabaricumy Ailanthus excdsay 
Sterculia coloratay Tetrameles nudifloray Erythrina 
suberosay Moringa pterygospermay Sterculia villosay 
Cochhspermum Gossypium. • 
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In each of the above classes the separate woods have been 
arranged as nearly as possible in order of their specific gravity, 
beginning with the heaviest and ending with the lightest. 

Section IV. — Hardness. 

1. Oeneral. 

By the hardness of a wood is understood the resistance which 
it ofEers to penetration by another body, and to wear and tear 
in general. It is a desirable quality in woods employed for 
many purposes, for example sugar and oil mills, cart wheels and 
axles, tent-pegs, engraving blocks, tool-handles, runners of 
sledges, etc. Soft wood, on the other hand, is required for 
rough packing-cases, matches, wood-pulp, etc. The resistance 
offered to any cutting or other instrument depends on whether 
the instrument is applied in the direction of the fibres, at right 
angles to them, or obliquely to them ; it also depends on the 
kind of instrument used. Apart from the action of different 
tools, which will be considered separately in Chapter III, the 
hardness of a wood generally depends on one or more of the 
following five factors : — 

(1) Anatomical Stkuotube. 

Hardness depends on the degree of cohesion of the fibres, 
and on the amount of ligneous matter contained in the tissues 
of the wood : thus heartwood is harder than sapwood. Wavy 
or anastomosed fibres usually increase hardness, while shortness 
of fibres diminishes it. 

(2) Specific Gravity. 

In the case of dry wood as a general rule the factors which 
tend to increase specific gravity also tend to increase hardness. 
Thus, for example, slow-grown coniferous wood is harder than 
fast-grown wood of the same species. 

(3) Amount op Moistube. 

Dry wood is harder than green wood, partly because in 
most wood the quantity of solid matter occupies more space 
than the same quantity of solid matter in dry wood. For this 
reason green wood is often used for conversion in preference to 
seasoned wood where there is no danger of warping or splitting 
during the subsequent drying. Thus dugouts are made of the 
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green wood of Duabanga sonneratioides, which dries without 
warping or splitting ; so the green wood of Xylia ddabriformis 
is nsnaUy preferred to dry wood for sawing in Burma, owing to 
the excessive hardness of the latter. Steaming or boiling wood 
softens it, but reduces its strength. 

(4) Amottnt of Resin. 

The hardness of wood is increased by the presence of resin, 
particidarly when the resin is dry and contains little oil. Thus 
old dry resinous stumps of deodar are very hard, as are the 
reainoils close-ringed knots found in coniferous wood 

(6) SOXTNDNESS. 

Decay softens wood by disintegrating and destroying the 
tissues. 

2. Classification of Woods according to Hardness. 

The following is a list of some of the Indian woods 
arranged in classes according to relative hardness : -- 

I. — Extremely ha/rd. — Mesua ferrea, Hardwickia hinata^ 
Xylia dolabriformiSf Pterooarptis santalintis, Dal- 
bergia Uuifcliay Soymida febrifuga. 

II. — Very hard. — Diospyros Ebenum, Acacia CatechUy 
Heritiera minor ^ MdanorrhoBa tmtata, CUoroocylon 
Suneteniay SMeichera trijuga^ Shorea obtusa^ 
Dalbergia Sissoo, Pterocarjms Marsu/pium^ Murray a 
exotica^ Cassia Fistula^ Prosopis spidgera, 
Terminalia Chdmla, Anogeissus latifolia, 
Lagerstrodmia parcifloray Ca^swmna equisetifoHa, 
Quereus inca/na^ Q. dilatata, Q. semecarpifolia. 
III. — Hard. — Bassia latifoHa, Buxus sempervirens, Tama- 
rindfis indica, lAzgerstrcsmia Flos-Regincdj Santa- 
lum album^ Dipterocarpus tuberoulatfM, Hopea 
odorata, Shorea robusta^ ^gle MarmeloSf Mdia 
indica^ Chichrassia tabularis^ Zizyphus Jujuba^ 
Ougeinia dalbergioideSf Pterocarpus indicus^ 
P. macTocarpuSf Aca^yia a/rahicay A. leucophiosa^ 
AUnzzia Lebbek, Termvnalia bderica, T. tomentosa, 
Taxus baccata, Artocarpus Lahoocha^ Borasstis 
flabeUifer (outer wood). 

IV. — Moderately hard. — Pteroca/rpus daHhergioideSy Teetona 
grandisp DUlenia indica, Schima WaUichiif 

02 
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Dipterocarpus turbinatuSf D. alatus^ Pl£fospefmum 
aeerifoliumf Adina cordifdia, Careya a/rborea^ 
Eugenia Jambolanaf Ga/ruga pinnata, BwJumania 
Idtifdia, Odina Wodier^ Gedrus Deodara, Pmu8 
excdsa, P. longifolia, Gupressus Umdosa^ Julians 
regia^ Artocarpus integrifcliay A. Chaplasha^ 
Ficus bengcdensiSf BosweUia serrata-. 

V. — Soft. — Michdia excdsa^ M. Champacaj Cedrda 
Toona, MsmLus indica^ Kydia calydna, Bonibcuc 
malabaricum, Steraulia (data, Serfieca/rpus Anacar- 
diuniy Spondias mangifera, Bvtea frondosa, 
Diuiba/nga sonneratioides, Anthocephalus Cadanibaf 
Gmdina a/rhoreaj Trewia nudifloraf Ficus 
glomerata, Salix tetrasperma, Populus cdiata. 

VI. — Very soft. — Moringa pterygosperma, Cochlospermum 
Gossypium, Sterculia mUosa, S. wrens, S. coloratay 
Erythrina spp., Wightia gigantea. 

.Section V. — Flexibility. 

Flexibility in a wood means its capacity for being bent 
out of shape without breaking, whereas a wood which can- 
not be bent without breaking is said to be brittle. Flexi- 
bility is a property required by woods used for sieve-frames, 
basket-work, bent-wood furniture, planks for the curved 
sides of ships, etc., the thinner the pieces used the greater 
being their flexibility. The maximum amount of flexi- 
bility is obtained in woods with long straight fibres and free 
from knots, waviness, and decay. Soft Ught woods are more 
flexible than hard heavy woods, because their loose structure 
allows the fibres to play one upon the other ; hence soft root- 
v«rood is more flexible than stem-wood, and sapwood than 
heartwood. Moisture also increases flexibility, while dry- 
ness decreases it. Flexibility is temporarily increased by 
boiling or steaming, but after the wood has dried again it loses 
its flexibility and becomes more brittle than it was originally. 
Steaming is resorted to in the manufacture of bent-wood 
furniture and in the preparation of flexible planks for the^ 
sides of ships, which are nailed on while hot and damp. The 
injection of antiseptic substances renders wood brittle, while 
the presence of natural resin in more or less fluid form increarses 
its flexibility, as in the young resinous branches of Pintts excdsa^ 
which are readily bent. 

Young trees are more flexible than old ones, young coppice 
shoots being usually more flexible than seedlings: climbers 
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are the most flexible of woody plants owing to their long 
straight loose fibres. Frost reduces flexibiUty, rendering wood 
brittle. Examples of flexibility are to be found in canes 
and bamboos, the twigs and coppice shoots of willows, Indigofera^ 
Vitex, Cdtisj and many other plants, as well as most climbers. 

Section VI. — Elasticity. 

Elasticity resembles flexibility to a certain extent in that 
it implies a capacity for being bent out of the original shape ; 
in addition to this, however, it means the power of springing 
hack to the migirud sha^, whereas flexibility impUes no such 
power. Thus whereas a flexible wood need not possess elasti- 
city, an elastic wood must possess a certain amount of flexi- 
bility. Elasticity is a property required by woods used for 
carriage-shafts, bows, shoulder-poles, spear-shafts, masts of 
ships, etc. 

Elasticity, like flexibility, is increased by length and 
straightness of fibre, and freedom from knots, waviness and 
unsoundness, while it is diminished by frost. In most other 
cases, however, the factors which increase the flexibility of a 
wood tend to diminish its elasticity. Thus dryness increases 
elasticity provided it is not excessive, while moisture decreases 
it ; for this reason green heartwood is more elastic than green 
sapwood. The presence of resin in small quantity increases 
elasticity, while much fluid resin diminishes it, and much dry 
resin tends to make wood brittle. Elasticity as a rule increases 
with specific gravity : thus the heavier wood of the stem is 
more elastic than the hghter wood of the roots, heartwood is 
more elastic than sapwood, while slow-grown coniferous wood 
is more elastic than fast-grown wood. Elas^city is increased 
by slow seasoning. 

The following are examples of some of the more elastic 
Indian woods : — 

I. — Very elastic. — Bamboos, some canes, Grewia spp., 
Hardmckia hinata^ Bornssus flabeUifer, Anogeissus 
Uuifdiaj Areca Catechu (the betel nut palm), 
Mesua ferrea. 

II. — Elastic. — Mimusops Elengi, CMoroxylon Stoietenia, 
Acacia Catechu^ Casiumna equisetifolia^ Hopea 
odoToia^ Shorea rdbusta^ Pteroca/rpus santalinus^ 
Xylia dclabriformisy Artocurpus LakoocJuiy Acacia 
a/rabicay Murraya exotica, Albizzia Lebbeky DaUbergia 
latifolia, LHospyros spp., Dalhergia Sissoo^ Ptero- 
carpus dalbergoidies. 
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m. — Moderabdy dastic. — DiUenia indicaj Ma/ngifera 
indioa, Lagerstrosmia Flos-RegincBf Tecbma gram," 
diSf Mtchdia excdsck^ Mdia indica, Cedrus 
Deodwra, Adina cordifclia^ Dtpterocarjms alatuSy 
Cedrda Toona, Chichrassia tabuUmSj Eugenia 
JamboUma, Omdina a/rborea. 

Section VII, — Fissibility. 

Pissibility in a wood means the capacity for being split 
in the direction of the fibres. This splitting being usually 
effected by means of a wedge or similar implement, Fissi- 
bility is an important property on which various industries 
depend, for example the conversion of split fuel, the manufac- 
ture of wheel spokes, matches, oars, carriage shafts, basket- 
work, and matting, etc. The ease with which a wood may be 
split depends on the following considerations : — 

(1) Structure op the Wood. 

Long straight parallel fibres and homogeneous structure 
render fission easy, while wavy or anastomosed fibres, the 
presence of knots, dormant buds, and branches increase the 
diflBiculty of splitting. Thus the wood of trees grown in close 
canopy, and so having straight clean boles, is better adapted 
for splitting than that of branchy trees grown in the open. 
Trees with fissile wood can usually be recognized by the straight 
parallel grain of their bark, as opposed to trees with bark 
running spirally or irregularly. Branch-wood and root-wood, 
owing to their twisted grain, are more difficult to split than 
the wood of the stem : the wood of the stump, however, is 
usually the most difficult of all to split, owing to the irregular 
grain where the roots meet the stem. 

The degree of coherence of the fibres themselves influences 
the fissibiUty of wood; the closest coherence of the fibres, 
however, will often not prevent a wood from splitting com- 
paratively easily in a radial direction owing to the presence 
of the medullary rays, which are natural lines of cleavage. 
Owing to these meduUary rays wood is easier to split radially 
than tangentially, especially in the case of woods having large 
medullary rays. 

(2) Elasticity op the Wood. 

When a wedge is driven into an elastic wood, the wood 
on either side of the crack pressing on the wedge tends to 
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foice the fibres apart some distance in front of it, thus 
facilitating the work of splitting. In a wood which is not 
elastic the fibres are forced apart only by immediate contact 
with the point of the wedge, or, in the case of a brittle wood, 
are actually broken asunder by it. Hence as a general rule 
what tends to increase the elasticity of a wood also tends to 
increase its fissibility, other conditions being equal; thus 
frost, in diminishing elasticity and making the wood brittle, 
alBo diminishes its fissibiUty. 



(3) Amount op Moisture. 

As a rule green wood splits more easily than dry wood 
owing to the slighter degree of cohesion between the fibres. 
Dry wood, however, splits more easily than half-dry wood, 
owing to its greater elasticity. 

The following is a list of woods arranged in order of fissi- 
bility, as nearly as can be ascertained : — 

I. — Very easy to split. — Bamboos and canes, 

II. — Easy to split. — Picea Morinda, Abies PinArow^ 
Cedrus Deoda/ra, Pinus longifoHa, P. excelsa, 
Grewia tUicefdia, Evodia meHcefolia, Tetramdes 
niidifloraf Tectona grandts, Ced/rda Toona, Hdar- 
rhena cmtidysentericaf Wrightia tomentosa. Bom- 
box maiabaricumf Odina Wodiett Gwruga pinnata^ 
Ficus bengalensiSf F. rdigiosaf BuGhmama lati- 
folia, Spondias mangifera, PhyUanthus EnMica, 
Gmelina arborecu 

III. — Moderatdy difficuU to split. — Mangifera indica, 
AcoAyia Catechu^ Ficus Cunia, Lagerstrosmia pa/rvi- 
flora, Terminalia bderica, Eugenia Jawholana, 
DaJhergia Sissoo, Rhododendron a/rboreum, Pieris 
ovalifolia, Adina cordifolia, Albizza procera, A. 
Ldjbekf A. odoratissima. 

IV. — Difficult to split. — ScJdeichera trijuga, Stereosper- 
mum suaveolens, Ougeinia dalbergioideSf Miliusa 
vdutina, Anogeissus latifolia, Terminalia Vkdnda, 
Ca/reya arborea, Shorea robusta. Acacia arabica, 
Quercus spp., Terminalia tomentosa, Butea 
frondosa, Boswdlia serrata, Bauhinia racemosa. 
Cassia Fistula^ Lim/onia addissima, Tanutrindus 
indica, Zizyphus jujuba. 



^ 



Section VIII, — Strength, 

By the strength of a wood is undeTstood its resistance to 
(1) tension^ (2) crushing, (3) shearing, (4) torsion, and (5) trans- 
verse strain. A description of the methods of toting the vari- 
ous kinds of strength in timber belongs to the province of 
Applied Mechanics, and cannot be undertaken here: we are 
concerned rather with the properties of timber which influence 
its strength, and the uses to which woods possessing one or 
other form of strength are put. In all cases the strength of 
timber is directly proportional to its soundness, and the fol- 
lowing remarks on the various kinds of strength refer to 
sound timber only : — 

(1) Resirtance to Tension. 

The strength of a wood in resisting tensile strains, that is, 
forces acting in opposite directions and tending to pull the 
fibres of the wood apart, is called its tenacity. This tenacity 
is greatest in the diiection of the grain, and in woods whose 
fibres are long and straight. It is diminished by steaming or 
boiling, and by continued moisture, but not by temporary 
wetting. Tenacity across the grain is much less in conifers 
and other soft woods than in harder woods. In actual 
practice wood is seldom called on to exert its greatest strength 
in resisting tensile strains, except in certain special cases, as 
in' suspension bridges where the ropes are made of twigs ; 
for example in the Punjab Himalayas bridges are made of 
the tough twigs of Parrotia Jacque^Myntiana twisted together 
into thick ropes. Tensile strength is a property required by 
aU fibres used in rope-making. 

(2) Resistance to Crushing. 

This is the opposite of resistance to tension ; it is greatest 
in the direction of the fibres, depends largely on the lateral 
adhesion of the fibres, and is therefore reduced by moisture. 
Crushing across the grain takes place with a kind of shearing 
or sliding. Crushing strength is required in timber used for 
posts and piles supporting great weight, wheel-spokes, etc., 
but in actual practice it is seldom called into account, 
because in such cases as a post supporting a heavy weight 
the post usually bends and breaks before it is crushed by 
the weight. Resistance to crushing generally varies with the 
hardness of the wood ; thus the crushing strength of Mesua 
ferrea and Pterocarpus santalinus is twice that of teak and 



26 

about four times that of Bombax malabaricum. The crushing 
strength of dry timber varies from J to f of its tenacity. 

(3) Resistance to Shearing. 

This means the strength which resists the separation of 
the fibres by sliding away from each other, and is exemplified 
in woods used for purposes where they are subjected to much 
hammering or other wear and tear, for example piles, tent 
pegs, chisel handles, mallets, etc. It is greatest in the direc- 
tion of the fibres, depends on the cohesion of the fibres, and 
varies largely, but not entirely, with the hardness of the 
wood. 

(4) Resistance to Torsion. 

This is the resistance offered by a piece of wood to 
a couple of forces tending to twist the wood in opposite 
directions, as for example in capstans, windlasses, oil and 
sugar rollers, cart-axles, etc. ; it is of little practical importance 
as the dimensions of the pieces of wood used can generally 
be made such that resistance to torsion need not fail. 

(5) Resistance to Transverse Strain. 

This resistance, usually known as transverse strength, is 
the most important form of strength in timber, being the 
strength required by beams, rafters, steps of ladders, axle- 
trees, cart-yokes and for many other purposes where wood 
is subjected to a transverse force which tends to break it. 
Transverse strength is increased by length and straightness 
of fibre and by uniformity of structure : thus the presence 
of knots and other flaws in timber reduces its strength. 
A superabundance of resin weakens timber. Generally what- 
ever tends to increase the elasticity of a wood also tends to 
increase its strength. Wood which has been slowly seasoned 
is stronger than quickly-seasoned wood ; hence the wood of a 
tree killed by girdling is weaker than that of a tree which 
has been felled green and slowly seasoned. 

As woods of one and the same species frequently differ 
very greatly in transverse strength, some specimens having 
more than double the strength of others of the same species, 
any list of timbers in order of strength can only be approxi- 
mately correct. For example in sal timber the value of 
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P * varies from 300 to 900 ; variation to such an extent is, 
however, imusual. Again, locality has considerable influence 
on the transverse strength of wood : thus the value of 
P for Xylia dolahriformis from Burma varies from 955 to 
1,191, while for Indian wood it varies from 402 to 836 in the 
same species. 

The following list gives some of the principal Indian 
woods arranged in classes according to the average value 
of P:— 

{%) P=^1/)00 and over. — Pterocofpus indiouSf Xylia 

dotabriformis (Burmese), Mesua ferrea. 
(ii) P=900 to l,OuO. — Pterocarpus santaliivus, Heritiera 

minor\f Dalbergia latifdiaj Hardwichia binata. 
(iii) P=800 to 900. — ScMeichera trijiiga^ Acacia 
arabicay Bora^sus fiaheUifery Acacia Catechu^ 
Ougeinia dalbergioides^ Soymida febrifugdy 
Pterocarpiis dalhergioides^f Berrya AmmoniUalfj 
Dalbergia Sissoo^ CMoroxylon Stvietenia, 
Terminalia tomentosaf. 
(iv) P=^700 to 800. — Alhizzia Lebbek1[y Anogeissus 
Uuifdia, Hopea odoraia, Quercus semecarpifoliaf 
Dipterocarpus tuhercvlatiis, D. alatuSj Shorea 
obtusa, LagerstroBtnia Flos-Regince^ Cassia Fistula, 
{v) P=600 to 700. — Artocarpus integri folia, DiUenia 
indica, Pterocarpus Marsupium^ Pinus longi- 
folia, Grewia tilicBfolia, Xylia dolabriformis 
(Indian), Chickra^sia tabukms, Lagerstroemia 
parviflora, Bomhax malaharicum, Michdia 
Champaca, Shorea robusta, Mangifera indica, 
Eugenia Ja/niholana. 
(vi) P:=500to600. — Adina cordifdia, Schima WaUichiili, 
Odina Wodier\, Tectona grandis, MeUmorrhoea 
usitata, Gmdina arborea. 
(vit) P=under GOO. — Stercfulia urens, Cedrela Toona, 
Spondias mangifera, Cedrus Deodara. 

From the above list it will be seen that as a general though 
not an invariable rule the heaviest woods are also the strongest ; 



*P is the coefficient of traasverse strength, obtained from the formula 

W X Li 

P=r^ - where W is the smallest weight in lbs., which, placed on the middle 

of a bar of wood supported at either end, causes it to break, L is the length of the 
bar between supports, in feet, B is the breadth of the bar in inches, and D its 
thickness in inches. 

t P yarioB by more than 300 in recorded tests. 
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another noteworthy feature is the large proportion of 
woods of the natural order LeguminoacB among those possessing 
great transverse strength* 

Section IX. — Seasoning Power, and Liability to be 

Affected by Moisture. 

1. Seasoning. 

(1) Percentage of Water in Wood. 

Before it can be used for most purposes, wood requires to 
be made thoroughly air-dry : when in this condition it is said 
to be seasoned. Even well-seasoned wood contains a certain 
proportion of water which can be expeUed only by artificial 
drying in hot air; the percentage of water in seasoned 
wood depends largely on the species and on the humidity of 
the atmosphere for the time-bemg. Experiments have shown 
the percentages of moisture in various air-dried woods to 
be as follows : — 

Lagerstrcsmia parvifloraf 10*95% ; Eugenia Jambolana^ 
7*26%; Albizzia procera^ 6 '84%; Qtiercus 
semecarpifolia^ 6%; Q. dilatata^ 5 '55%; Q. 
incana, 4*75%; Pimts longifoliaj 4*15%; P. 
excelsa, 2*55%. In the case of the two conifers 
the small percentage of moisture is no doubt 
explained by the presence of resin. The figures 
given here are below the average usually 
quoted for. the proportion of water in air- 
dried wood, which is 10 to 20%. In green 
timber there is on an average about 46% 
of water, but the actual percentage depends 
largely on (a) the season of felling^ there being 
more water present during the season of 
rest than during the season of vegetative 
activity, (6) the portion of the tree^ sap- 
wood containing more water than heartwood 
and young branch-wood more than stem-wood, 
(c) the quantity of resin, much resin diminish- 
ing the amount of water, {d) the species of tree. 

(2) Rapidity of Seasoning. 

The rate of drying does not always take place uniformly 
throughout a log. Usually wood dries most quickly just 
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after being cut, subsequent drying taking place more slowly. 
The rapidity with which a wood dries depends on several 
circumstances, of which the following are the most 
important : — 

(a) Structure and nature of the wood. — Porous woods 
season more quickly than close-grained woods. 
Sapwood dries more quickly than heartwood. 

(6) Wood surface exposed. — The greater the extent of 
wood surface exposed in proportion to the volume 
of the wood, the quicker will the seasoning be : 
thus seasoning is hastened by sawing wood into 
thin planks. For the same reason a log which 
has been barked seasons more quickly than a log 
with the bark on. Wood seasons most rapidly 
on a transverse section and least rapidly on a 
longitudinal tangential section. It stands to 
reason that a large log or piece of wood will 
take longer to season than a small one. 

(c) Condition of the air and locality. — Seasoning is 

slow in a damp cool atmosphere, in a place 
closed to free access of air, and where the wood 
is placed on damp ground, whereas it is rapid 
in a dry warm atmosphere with a free current 
of air, and where the wood is raised off the 
ground. Seasoning is quicker under cover than 
in the open, provided there is free circulation 
of air. 

(d) Method of seasoning. — There are various methods, 

described below, of hastening the seasoning of 
wood. Steaming or boiling followed by drying 
: ; causes rapid seasoning; impregnation with anti- 

septic substances, however, is said to retard it. 
Timber which has been floated and then dried 
seasons more rapidly than timber which has not 
been placed in water, while seasoned wood when 
placed in water and afterwards again dried, 
takes a shorter time to dry again than green 
wood which has been similarly, dealt with. 

(e) Species of timber. — Some woods sefison completely in 

a year, but others take ma;iy years. Sdly for 

example, may not be completely seasoned 

'. after 10 years ; it dries quickly on the outside, 

but the inside remains moist for a long 
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time. Examples of Indian woods with various 
seasoning qualities are given below. 

2. Moisture in Rdation to Wood. 

(1) General Account. 

The rate of absorption of moisture by seasoned wood 
depends generally on the same circumstances as the rapidity 
of seasoning : that is, the longer a wood takes to season the 
more slowly does it afterwards absorb moisture. The 
absorption of moisture becomes an important matter in 
cases where a wood requires to be as watertight as possible, 
for example wood required for wine-cask staves. In Europe 
these are made of oak, and it has been found by experience 
that the timber should be felled in winter, that is, in the season 
of rest, and not in spring, when the wood is more porous, 
and considerable loss of wine is liable to occur through leakage. 
In floating operations, also, the rapid absorption of water 
may become a serious obstacle, floating timber becoming 
saturated, or, as it is usually termed, *' waterlogged," and 
sinking. In the Himalayas the floating of spruce, silver 
fir, Ah,U8 nitida, and Juglana regia for long distances is for 
this reason impossible: deodar and Pinus eoccdsa, on the 
other hand, do not easily become waterlogged. Unsound 
wood absorbs moisture quickly. 

(2) Shrinking and Swelling. 

During seasoning wood loses volume and shrinks, while 
if it is placed in water or in a moist atmosphere it swells by 
the absorption of water. Shrinkage is greater the larger 
the quantity of moisture originally in the green wood ; thus 
wood of the younger parts of a tree, as well as root-wood, 
shrinks more than stem-wood, while sapwood shrinks more 
than heartwood. There is least shrinkage in the direction 
of the fibres, that is longitudinally, and most in a tangential 
direction ; hence the advisabiUty of cutting planks in a radial 
rather than in a tangential direction. 

Shrinkage is greatest in a dry warm atmosphere. 

^3) Warping. 

When shrinkage of wood takes place more in some parts 
than in others, and not evenly throughout, the wood bends 
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or *' warps/' The extent of warping depends chiefly on 
the following considerations : — 

(a) Grain of the wood. — Woods with even grain, and 
with tissues regularly distributed, warp less 
than uneven-grained wood : for this reason 
planks cut in a radial direction warp less than 
planks cut in a tangential direction, as in the 
former case the annual rings are regularly 
distributed along the plank, and do not tra- 
verse it at various angles. The wood of trees 
grown in the open, and thus having irregularly 
shaped boles, warps more than that of straight 
clean forest-grown trees. The timber of trees 
with twisted fibres is apt to warp badly. 

(6) Part of the tree. — Planks cut near the centre of 
a log warp less than those cut some distance 
from the centre. Sapwood warps more than 
heartwood, young wood more than old wood, 
and branch- wood more than the drier parts. 

(c) Swedes of tree. — ^Different woods vary greatly 

in the extent to which they warp, some seasoning 
well without any tendency to warp and others 
warping in spite of aU precauLns. Some 
examples of each class are given below. 

(d) Atmospheric infliiences. — Wood subjected to severe 

extremes of humidity and temperature is more 
liable to warp than wood kept under more 
equable conditions. Thus the wood of external 
plank walls exposed alternately to rain and 
to severe sim on the outside, while the inside 
remains more or less protected, is very liable 
to warp. Similarly, boards lying on damp 
ground, and exposed to sun and dry air above, 
warp and bend up at the ends. 

Prevention of warping. — ^Where warping is feared, timber 
should be seasoned well before cutting it into scantlings, 
and the scantlings should be allowed to season further before 
use; they should be stacked flat one upon another on a per- 
fectly level site and weighted on the top to keep them flat. 
Equal drying tends to prevent warping: hence the advis- 
ability of having all sides of the timber equally exposed 
to the air, turning it over from time to time if necessary. 
If required for fine work the scantlings may be stacked 
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vertically, by standing them on end, and kept moist for two or 
three months by frequently pouring water on them from above. 
English shipwrights cut their seasoned logs into scantlings 
of the required size and shape and leave them to further 
season for a year before using. Warping may be min im ized 
by steaming or by soaking in or impregnating with oil. 
The warping of tables, doors, lids of boxes, etc., is prevented 
by constructing them of more than one piece of wood, the 
pieces being joined so that the grain of the wood should not 
lie entirely in one direction. 

(4) Cracking and Sputtino. 

While wood dries it is frequently apt to crack and split 
through shrinkage. The extent of this cracking depends 
on a variety of circumstances, of which the principal are 
as follows : — 

(a) Extent of shrinkage. — ^Woods which shrink much 

are usually most apt to crack and split. 

(b) Rapidity of seasoning. — Rapid seasoning increases 

liability to crack and split. Hence wood felled 
in the dry season is more apt to spUt than wood 
felled in the rains : the removal of bark before 
seasoning also increases the danger of splitting. 

(c) Size and shape of logs. — The tendency to split and 

crack increases with the size of the log and 
the thickness and breadth of scantling. Bound 
timber splits more readily than timber which 
has been roughly squared. 

(d) Structure of wood. — ^Want of imiformity of structure 

increases the liability to split. Cracks occur 
most in the radial direction, while in scantlings 
sawn through the heart cracks in the direction 
of the annual rings are often found near the pith. 

(e) Species. — Some species are more liable to crack 

and split than others : examples are given below. 

Preoention of cracking and splitting. — Generally speaking, 
whatever tends to lessen the rapidity of seasoning also 
tends to prevent cracking; hence a good safeguaxd in the case 
of wood felled in the dry season is to keep it covered 
with damp straw until the rains, when the danger of spUtting 
is less. Another preventive, particularly in the case of 
scantlings and sleepers, is to cover them with sawdust. 
Large cracks are prevented by rough squaring logs and leaving 
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a strip of bark at each comer. Too rapid evaporation at 
the ends of logs or scantlings, which results in the formation of 
cracks, may be prevented by smearing the ends with crude 
earth-oil, or with a thick layer of cowdung, or with tar over 
which a sheet of tough brown paper is pressed. Other 
special methods of preventing the formation of cracks are to 
bore a fair-sized hole up the centre of the log, or to saw 
it through longitudinally along one radius from the peri- 
phery to the centre, as is done with billets of boxwood in 
Jaunsar, or to nail S-shaped clamps on the ends of the log 
where cracks are feared. Steaming followed by slow drying 
prevents the formation of large cracks. 

3. Methods of Seasoning Wood. 

There are various methods of seasoning timber, of which 
the following are the principal : — 

(1) Natural seasoning. 

(2) Water seasoning — 

{a) In fresh water. 
(6) In salt water. 

(3) Artificial seasoning. 

The artificial methods of seasoning are of little importance 
in India, and need be only briefly described. The natural 
method is the one most generally employed, though in the case 
of timber floated for some distance seasoning is assisted by 
the immersion in water. 

(1) Natural Seasoning. 

This consists of exposing the wood to the drying action 
of the atmosphere without employing any artificial means 
of extracting the moisture from it. Timber should be allowed 
to season evenly and not too rapidly, and should therefore be 
placed in an airy situation, raised above the damp ground, 
and not exposed to sun and rain. In actual practice logs 
are frequently left lying in the forest for some time, and 
become partly seasoned there ; in this case exposure to strong 
sun and rain alternately should be avoided as much as possible 
by placing the logs in a shady place, and the logs should be 
turned over occasionally. 

Scantlings should be sawn from seasoned or partly 
seasoned logs and should themselves be left to season further 
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before use. The barking of logs hastens seasoning, but may 
induce cracks; it is, however, a necessary precaution where 
unbarked logs are liable to insect attacks, especially if the logs 
have to be left lying in the forest for some time. In Burma 
teak trees are killed by girdling three years before felling, 
in order to render the timber light enough to float ; in these 
three years the timber thus becomes fairly well seasoned 
before the tree is felled. Firewood should be seasoned 
as rapidly as possible, and should therefore be cut and stacked 
in the dry weather* Further details on the stacking of timber 
and firewood for seasoning purposes will be found in Chapter 
m. Section IX. 

(2) Water Seasoning. 

(a) Fresh water. — The method of water seasoning is a 
common one, its chief advantages being that it shortens 
the time required for subsequent drying and promotes more 
even seasoning. For this puipose green timber is entirely 
immersed in fresh water for a period of time which may vary 
from 2 weeks to 6 months ; it is then taken out of the water 
and subjected to the process of natural seasoning already 
described, the time required for seasoning being shortened by 
the immersion in water, which should be complete and not 
partial. The water should, if possible, be nmning water, 
stagnant, pools being avoided. Green scantlings may be im- 
mersed in running water for two weeks and then dried quickly 
by stacking them vertically in an airy place : they will then be 
ready for use in about a month. The scantlings should be 
completely immersed in the water, being tied down or weighted 
if need be. Teak, SdL^ DaJhergia kUifolia and Terminalia 
bderica are said to improve by lying in water. 

(6) Salt water. — Seasoning in sea water has been practised 
from time to time, but opinions differ as regards its efficacy : 
it is certain, however, that the hygroscopic nature of the 
salt which impregnates the timber during immersion renders 
it objectionable for many purposes. Timber for ship-building 
is sometimes so treated before use, but such timber is said 
never to become perfectly dry, while it corrodes iron bolts 
driven into it. Nevertheless if a ship has had its timber well 
soaked in salt water it is allowed an extra year's duration 
in its class when registered at Lloyd's, on the ground that 
timber so treated is more durable than ordinary timber. 
It is perhaps unnecessary to mention the danger attending 
1771 1. Q. P. p 
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the storage of timber in salt water infested with the JLereAo 
and other boring animals. A Japanese method of seasoning 
timber in salt water is to store it in ponds artificially made 
near the mouths of streams in such a way that salt and fresh 
water can both be admitted, in the proportion of 6 parts of 
the former to 4 of the latter, the admission of the fresh water 
preventing the attacks of marine borers. 



(3) Abtifioial Seasoning. ^ 

There are many methods of artificially causing the rapid 
seasoning of wood, but they are of little importance in India 
and often have little to recommend them ; a detailed description 
of them is therefore unnecessary. The chief of these methods 
are (a) drying in a current of hot dry air, (6) extraction of sap 
by means of a vacuum, (c) boiling or steaming followed by 
drying, (d) drying over a smoky fire, (e) charring the outside 
of logs by fire, (/) packing wood in common salt, which, 
being highly hygroscopic, extracts the moisture from the wood ; 
this is employed chiefly for finer woods, {g) seasoning by 
electricity, a somewhat recent French invention whereby 
the moisture is rapidly driven out of wood by electricity, 
tis place being taken by an antiseptic substance. 

4. The Seasoning Properties of varums Woods. 

The seasoning properties of woods vary greatly according 
to species : in thiis connection the following remarks apply to 
Indian woods : - 

(1) Woods which season well. — ^Many of the better 

Indian timbers season fairly quickly and with 
comparatively little warping and splitting, for 
example teak, mango, Chickrassia tabularis^ Gedrda 
Toona, Dalbergia Sissoo, PteroccMrpm dalbergioides^ 
P. Ma/rsupium, Acacia Catechu^ Omdina arhoreay 
Albizzia Ldbek, Pinus Umgifoliay P. excelsa, 
Cedrus Deoda/ra, Duaha/nga sonneratioides. 

(2) Woods which take long to season. — Shorea rdbu^, 

Careya a/rborea, Dipterocarpus tubercvlattis, Taxus 
haccata. 

(3) Woods liable to wa/rp and split. — DiUenia peniagyna^ 

Shorea robustay Rhododendron arhoreum, Bischofia 
javamca^ Camarina equisetifdia, Querous spp.^ 
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Adina oordifdia^ Anogeisstis latifolia, Terminalia 
tomentosa, Mesua ferreay Sckima WaUichiu 
('±f Woods liable to tva/rp. — Eugenia Jambokma, Diptero- 
carpus tuberculaiuSf Miliusa vdutina. 

(5) Woods liable to split. — Hardunckia hinata, Terminalia 

Arjuna, Mimusops hexandra, Xylia dolabriformis 
(if converted green). 

(6) Woods liable to shrink. — Heritiera minor, Schima 

WaUichiif Quercus spp. 

(7) Woods liable to discoloration. — The woods of Bombax 

fn4jlabajricum and Butea frondosa should be 
converted green in order to obtain white planks ; 
if allowed to season in the log the wood becomes 
discoloured. 

Section X.— Durability, 
1. General Account. 

By durability is understood the power of a wood to withstand 
decay and the attacks of insects and other forms of animal 
Hfe; it is usually measured by the length of time a piece of 
wood will remain immune from attack. 

Decay or rot in timber is caused by certain fungi gaining 
admittance by means of spores which germinate and send 
out minute thread-like hyphcB ; these hyphse, which become 
massed together into a felt-like mycelium, eat into the wood, 
breaking down the cell-walls and disintegrating the tissues, 
the wood becoming, in popular language, decayed or rotten. 
The term dry rot is appUed to the rot caused in timber by 
certain species of fungi, of which the most important is Merulius 
Uiorymans. Dry rot is recognized by a change in the colour 
of the wood a dull sound when the wood is struck, decrease 
of specific gravity owing to loss of substance, the peculiar 
oduer of decaying wood, cracking and warping of the timber 
due to the shnnkmg of the tissues attacked ; the wood becomes 
soft, being easily cut with a knife when wet, and when dry 
being friable and easily crushed to powder in the fingers ; 
fitiafly, the mycelium of the fungus can be detected within 
the wood and possibly the sporophores will be found on the 
outside. 

Insects and other animals. — We are concerned here only 
with insects which affect the durability of timber, and need 
not therefore consider insects which bore into living trees 
or fresh- felled wood; these may be regarded rather as one 
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of the causes of defects in timber, and will be dealt with in 
Chapter I, Section XIII. 

The insects which test the durability of timber most 
severely in the tropics are undoubtedly the termites, or so- 
called white-ants, which destroy all but the most durable 
timbers. Much damage is also done by beetles chiefly belonging 
to the bostrichid and scolytid families, which bore into many 
of the less durable woods employed in interior work. Bamboos 
are also subject to their attacks, the familiar "shot-borers" 
being represented in India by many species, some of the principal 
being Dinoderus pUifronSf D. minvlus^ Bostrichm fo/raUduSy 
and Sivtoxyhn analcy all bostrichid beetles. The anobiid 
beetles, so destructive in Europe, have not been observed 
to any extent in India. 

Among marine animals the most destructive is the moUusk 
Teredo navalis, which bores into timber employed for harbour- 
works, ship-building, and other purposes where the wood 
is in contact with salt water. There are few woods which 
can resist the attacks of these creatures, which do incalculable 
damage, completely destroying all timber structures within 
their reach in a short space of time, which may vary from 
a few months to a few W This animal is Jmmonest in 
warm climates, but extends into cold latitudes. Fcigrcea 
fragrans and Acacia Catechu are capable of withstanding 
the teredo; CMoroxylon Stuietenia (Satinwood) is also said 
to resist it, but it is recorded that some years ago the piles of 
the jetties in Colombo harbour, Ceylon, which were chiefly 
composed of this timber, were so riddled by the teredo that 
they had to be renewed within twelve months. Among other 
woods said to be proof against the animal are Artocarpus 
Lakoocha and Bassia longifdia. Teak is slightly attacked, 
and other woods which are capable of resisting white-ants 
are not proof against the teredo. The only certain preventive 
of teredo boring is to coat the timber with copper sheets 
wherever it is in contact with the sea water. Where timber 
is stored in sea-ports it should not be kept in salt water ; if 
it is desirable to keep it in water at all fresh water should 
be admitted into the storage tanks until the salinity of the 
water has been reduced sufficiently to prevent the teredo 
from living in it. 

Amonfi; other marine animals destructive to timber may 
be mentioned various other species of Teredo, and certaii 
small crustaceans. In Burma teak timber stored in brackish 
t^idal water is liable to be attc^ked by the boring moUusk 
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Marteaia fiuminalis, which, however, has not been observed 
to burrow more than about one inch deep, though this is 
sufficient to destroy the utility of the outer layers of the 
timber ; the storage of teak timber in brackish water, therefore, 
is not advisable. 

2. Factors on which Durability depends. 

The durability of timber, assuming it to be sound when 
felled, depends on a variety of circumstances, as follows: — 

(1) Thb Nature of thk Wood. 

(a) Presence of sap. — ^The presence of sap and nutritive 
material reduces the durability of wood : hence sapwood is less 
durable than heartwood. The seasoning of wood, thus getting 
rid of the sap, greatly increases its durability. A tree usually 
contains least nutriment in its wood just when its new flush 
of leaves is sent out ; the most suitable time to fell trees, 
therefore, with a view to obtaining the most durable timber, 
and apart from all other considerations, would be the beginning 
of the growing season. 

(6) Specific gravity and hardness. — ^Although many of the 
heavier and harder woods are very durable, it does not follow, 
in the case of different species, that the durability of a 
wood is proportional to its specific gravity or hardness ; in 
one and the same species, however, this does hold, the 
harder and heavier the wood is the greater being its durability. 
The harder portions of a piece of wood are the most durable : 
thus we find the more hgnified fibres of many timbers left 
untouched by white-ants, the softer intervening tissues being 
destroyed. In conifers the hard autumn- wood is more durable 
than the soft spring-wood, while in palms the hard outer 
wood lasts a long time after the soft interior has become 
decayed or destroyed by white-ants. In the case of one and 
the same species a dark heartwood usually signifies greater 
durability than a lighter heartwood, provided the colour is not 
caused by decay. 

(c) Presence of resin, oUs, etc. — Woods are rendered 
durable by the presence of resin in quantity. The durability 
of the wood of Artocarpiis Lakoocha, which resists white-ants 
and probably also teredo, is due to a resinous substance in 
the wood. Some species, notably teak and deodar, are 
naturally impregnated with an antiseptic oil which renders 
them among the most durable of woods. Certain woods contain 
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acrid or bitter salts which prevent them from being attacked 
by white-ants, for example Capparis aphyUa, Michdia 
Champdca, Mdia indica, and Salvadora spp. 

(d) Age of tree. — The wood of middle-aged trees is usually 
more durable than that of over-mature trees, which frequently 
has incipient decay in it before the trees are felled. 

(2) Treatment of the Wood after Felling. 

Wood left lying on the ground for some time in the forest, 
and exposed to alternate sun and rain, is far more liable to 
decay than if it is taken at once to a dry shed and seasoned 
in the proper way. 

(3) Use to wmoH the Wood is Pxrr. 

(a) Wood used in a dry place. — ^Wood always kept in a 
comparatively dry place, as for example in the interiors of 
houses in dry climates, and away from damp masonry, is 
not subject to decay, but is nevertheless liable to the attacks 
of white-ants and boring insects. Moisture encourages 
decay, the ends of beams let into damp masonry being 
particularly subject to dry rot. 

(6) Under water. — ^Most woods last for a long time when 
completely immersed in water, provided the water is not 
flowing with such rapidity as to wear away the wood. Many 
of our woods which have little durability when exposed to 
the air last fairly well under water, for example Bulea frondosa, 
Terminalia bdericay PhyUanthus EmhUca, and some species of 
Ficus. 

(c) Alternations of damp and dryness. — ^Decay is greatly 
favoured by alternations of damp and dryness, particularly 
in warm climates. 

(d) In or on the ground. — Wood embedded in the ground 
decays rapidly. In porous soils, where air is easily admitted 
and alternations of moisture and dryness take place readily, 
decay is more rapid than in stiff soils. The presence of organic 
matter greatly encourages decay. Timber buried deep in the 
ground lasts longer than that buried near the surface, where 
white-ants are most prevalent and rot is better able to 
attack the wood. In mines, cellars, and other damp places 
with little ventilation, wood is particularly liable to decay. 
In timber partly in the ground and partly out of it, most decay 
usually takes place at the ground level, where there is much 
alternation of wetting and drying. Similarly, wood lying on 
the ground is very liable to decay: thus wood for railway 
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most other purposes, especially when the sleepers are embedded 
in badly-drained or dirty ballast. 

3. Methods of Increasing the Durability of Timber. 

Assuming that timber is sound when feUed, and this 
depends largely on suitable sylvicultural methods, its durability 
can be greatly enhanced if certain precautions be taken: 
these are as follows: — 

(a) Only heartwood should be used where durabihty 
is desired, sapwood being removed, 

(6) Only thoroughly seasoned wood should be employed ; 
there is nothing more conducive to dry rot 
than the employment of unseasoned timber. 

(c) The ends of beams should not be embedded in 
damp masonry. When beams have to come 
in contact with masonry there should be a space 
for complete circulation of air round their ends, 
or the ends of the beam should have metal 
coverings. The hme used in the masonry 
should be thoroughly slaked, as quicklime injures 
the timber. 

{d) Timber infected with dry rot should never be 
stored near sound timber ; the affected portions 
should be cut out and burnt. 

(e) There are various artificial methods of increasing 
the durability of timber, such as impregnation 
with antiseptic substances or treatment by 
Haskin's process; these methods will be de- 
scribed in Part IV. Tarring, coating with paint, 
or charring by fire are to a certain extent useful, 
but are not to be relied on; charring to be 
efifective should be deep, and this weakens the 
timber. To preserve bamboos from attack by 
boring beetles they should be placed in water 
as soon after cutting as possible to prevent 
the ingress of the beetles; to preserve them 
more permanently they should be soaked in 
water for 5 days and then dried for several days 
under cover, after which they should be 
immersed in crude Rangoon oil for 48 hours. 
If bamboo-work on houses be well smeared with 
crude Rangoon oil every year, it lasts longer 
than bamboo-work not so treated. 
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4. Classification of Woods in Order of Durability. 

As the durability of different woods varies much accord- 
ing to the uses to which they may be put, it is impossible 
to classify woods in a manner which will fulfil all conditions : 
the following classification is therefore only an approximate 
one: — 

(t) Extremely durable. — Tectona gra/ndis. Acacia Catechu^ 
Hardwichia binataf Xylia dolahriformis^ Fagrcsa 
fragram,Sy Mesua ferrea. 

(ii) Very durMe. — Shorea robusta, S. obtusa, Cedrus 
Deoda/ra, Cupressus torulosaj Michdia Champaca^ 
M. excdsa^ Hopea odoraia, Pentacme suavis, 
Soymida febrifuga^ Chloroxylon Swietenia^ Berry a 
AmmoniUa^ Heritiera minor^ Dalbergia Sissoo, D. 
kUifolia^ Pterocarpus dalbergioides^ P. Ma/rsupium^ 
Lagerstroemia Flos-ReginoB^ Artocarpus Lakoocha. 

(Hi) Durable. — Dipterocarpus tuberculatuSj Mdia indioa^ 
Cassia Fistula, Schima WaUichii, Ougeinia 
dalbergioideSf Albizzia Lebbekj A. procera, Eugenia 
JarnboUma, Cedrela Toona, MUiusa veLutina, 
Ca/reya a/rhorea, Pinus excdsa, Gmdina arboreal 
Terminalia tomentosa. 

(iv) Fairly durable. — Quercus spp., Terminalia bderica, 
T. Chebula, Anogeissus latifdiaj Pinus longifolia, 
Mangifera indica, DiUenia pentagyruif Diptero- 
carpus twrbinaiusj D. aiatus, ScUeicliefa trijuga, 
Odina Wodier^ Acacia arabica. 

(v) Slightly durable. — Bombax rnalaboAicurny Butea 
frondosa, Erythrina suberosa, Boswdlia serrata^ 
Trewia nudiflora, Ficus spp., Spondias mangifera. 

{vi) Perishable. — Moringa pterygosperma, CocUospermum 
Gossypium, Dalbergia paniculata^ Sterculia spp. 

Section XI. — Combustibility and Heating Power. 

1. General Account. 

By the combustibility of a wood is meant the readiness 
with which it catches fire, and having caught fire continues 
to burn until only ash remains. The heating power of a wood 
is the quantity of heat emitted by a given weight of wood 
during the process of combustion. When a wood bums its 
carbon and hydrogen unite with the oxygen pf the air and 
pass off as carbon dioxide and water vapour, whilst the 
inorganic elements present in the wood remain behind as 
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incombustible ash. The conditions which affect the combusti- 
bility of a wood do not always afiect its heating power in the 
same way, but the two properties may nevertheless be con- 
sidered together and compared or contrasted as the case may 
be : the chief of these conditions are as follows : — 

(1) Dryness of the wood. — Moist wood ignites with more 

difficulty and gives out less heat than dry wood, 
because much of the heat produced is absorbed 
in converting the water into vapour. 

(2) Anatomical structure. — Porous wood ignites more 

readily and bums more rapidly than wood of 
dense structure, owing to the free admission of 
oxygen in porous woods. A steady heat is 
given out for a longer period by woods of dense 
structure than by porous woods. 

(3) Soundness. — Unsound wood gives out less heat than 

sound wood, as loss of carbon and hydrogen is 
occasioned by the disintegration of the tissues. 
Decayed wood takes fire readily and burns 
slowly and without flame. 

(4) Presence of resin, oils, etc. — The presence of resin, 

inflammable oil, and other similar substances 
increases the combustibility and heating power 
of wood : thus the small branches of many coni- 
fers bum readily when freshly cut and covered 
with needles. The resinous wood of the stumps 
of deodar and other conifers is used as torch- 
wood on account of its inflammable nature; 
in the Khasia Hills the wood of Pirn^ Khasya, 
naturally very resinous, is artificially made 
more so for kmdling purposes by cutting a hole 
in the lower part of the stem and removing the 
bark and a little wood just above it; the wood 
above the hole, which gets saturated with resin, 
is then cut out and used for kindling. 

(5) Size of the pieces of wood. — The smaller the pieces of 

wood used the quicker the combustion and the 
greater the heat given out in a short space of 
time, owing to the fact that oxygen can obtain 
ready access to the burning pieces of wood. 
If the fragments of wood are too small, however, 
combustion is retarded: thus sawdust burns 
with difficulty, merely smouldering and giving 
out little heat. 
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2. Methods of Ddermining the Heating Power of 

Woods. 

Various methods have been employed to determine the 
heating (or calorific) power of woods, but the figures obtained 
thereby are often misleading and are of little practical value. 
The methods employed may be either chemical or physical. 
The chemical method consists in ascertaining chemically 
the amount of oxygen required during combustion to convert 
the carbon and hydrogen of a given quantity of wood into 
carbon dioxide and water vapour. Among physical methods 
one of the commonest is to find the quantity of water at 0°C., 
which is evaporated by one pound of the wood at a given tem- 
perature and pressure; the water, instead of being at 0°C. 
may be at boiling point when the experiment starts, the quan- 
tity of water evaporated by 1 lb. of the wood being then deter- 
mined. For the sake of accurate comparison of different 
woods the wood should first be artificially dried imtil it has 
parted with all its moisture. The following figures have been 
compiled from the results of the experiments of Messrs. Leather 
and Collins with different woods : — 
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1. Pinus longifolia 


97-85 


14-78 


2. PinuB excelsa . 






96-92 


14-56 


3. Querciis semecarpifolia 






93 


• • 


4. QuerciiR dilatata 






91 
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5. Quercus incana 






90-8 


• • 


6. Albizzia procera 






86-9 


1304 


7. Eugenia Jambolana . 






85-4 


12-81 


8. Terminalia tomentosa 






84-9 


12-73 


9. Lagerstroemia parviflora . 






83-5 


12-34 



3. Value of Woods as Fuel. 

The value of a wood as fuel by no means depends always 
on its calorific power, there being many other properties to 
take into consideration. Thus, although the calorific power 
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of Pirms longifdia is exceptionally high it is not a good fuel 
for ordinary purposes owing to the manner in which it crackles 
and throws out sparks; the wood of Diospyros tomefUosa 
has a similar habit of throwing out sparks while burning. 
The wood of Tamarix articulata and Kydia ccUydna give an 
offensive smell when burning; that of Rhododendron cinna- 
barinum emits a smoke which causes irritation to the face and 
eyes. The wood of Rhododendron arboreum is apt to smoulder 
instead of burning with a flame, while that of Bostoellia serraia 
bums readily in small pieces, but slowly and with much 
smoke in large billets. Teak-wood is not a suitable fuel for 
cooking purposes owing to its smokiness, though for heating 
purposes it is considered a good fuel. 

Although it is not always easy to find a reason for differ- 
ences in the quality of woods as fuel, persons who are in the 
habit of burning wood, whether for domestic or for industrial 
purposes, can soon determine which woods are suitable and 
which are unsuitable for their requirements. Among woods 
which are considered bad as fuel may be mentioned Michdia 
excdsaj Garuga pinnata, Dalbergia cuUraia, D. paniculata, 
Pieris ovalifdiaj Salvadora spp., as well as those above men- 
tioned. Local custom sometimes regards fuel woods from 
different points of view: thus ScMeichera trijuga is considered 
a good fuel in some parts, but in others it is not. Acacia 
arahica, too, although it is a good fuel and is largely used on 
railways, is sometimes objected to on the ground (which may 
or may not be correct) that it injures the boilers in burning. 
The same objection is raised to Moras indica. 

Fuel woods require different properties according to the 
uses to which they are put : for warming a room a steady con- 
tinuous heat is desirable, whereas for bakers' ovens and brick- 
kilns an intense heat is required for a short time. Certain 
fragrant woods are burnt as incense, for example Cupressas 
tortdosaf Junipetus reourva, and Taxus haccata. 

Section XII.— Colour, Grain, and Other 

Properties. 

The value of a wood for furniture, panelling, carving, 
turning, etc., depends largely on its colour, grain, and texture ; 
these and other properties, such as scent, may therefore be of 
considerable importance in affecting the demand for and the 
market price of various woods. We may conveniently deal 
with these properties separately under the heads of (1) Colour, 
(2) Grain and texture^ (3) Odour and other properties. 
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1. Colour. 

There is an immense variety in the colours of the various 
Indian woods, but by far the majority are some shade of red, 
yellow, brown, or grey, while many are whitish. The sapwood 
is usually pale in colour and of little interest ; it is the heartwood 
which generally supplies the woods sought after for their 
Tiandsome colouring. Most woods darken with age, so that a 
wood which may be yellowish or pale brown when freshly 
felled often turns a rich brown on exposure to the air for a 
time; this is the case with teak, Artocarpus Chaplaaha and 
Lakoocha, and many other woods. 

The Andamans padauk {Pterocarpus dalbergioidea) owes its 
value as a decorative wood to its rich red colour ; this colour, 
however, fades on exposure to the air unless the wood be 
treated by French polishing or some other process which will 
protect the surface. This loss of colour is noticeable in other 
woods besides padauk. 

Some woods, instead of being uniform in colour, are streaked 
or mottled with darker or lighter markings : some of the most 
striking woods in this respect are to be found among the varie- 
gated ebonies, for example the woods known as the ^' Marble- 
wood " of the Andamans (Diospyros Kurzii) and the " Cala- 
mander-wood" of Ceylon (Z). qucBsita)^ in which bands or 
streaks of black are intermingled with a groundwork of greyish 
colour. Other, though less striking, examples are the 
following : — 



Spaoies. 




Colour of groundwork. 


Colour of streaks. 


Rhus CotintiB . . . . 




Dark yellow 


Brown. 


Pifltaoia integerrima 
Mangifera indioa (old treee) 




Yellowish brown . 


Yellow and dark brown. 




Dark brown 


Black. 


Ball^gia Siasoo 




Brown 


Dark brown. 


,f oultrata . 




Black .... 


Dark purple. 


„ Oliveri . 




Red ... . 


Dark red. 


„ latifolia . 




Dark purple 


Black. 


Pterocarpus ICaraupium . 
Uardwickia binata . 




Yellowish brown 


Brown. 




Dark red or purplish . 


Black. 


Albizzia Lebbek 




Dark brown , 


Darker brown or light 
brown. 


Terminalia tomentoea 




Ditto . 


Darker brown. 


Juglans regia . 




Greyish brown . 


Ditto. 



As the colour often varies much in different specimens 
of one and the same species, it is not possible to classify woods 
strictly according to colour : in the following list will be found 
a few examples of the commoner Indian woods arranged 
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as nearly as possible according to their nsoal colours (heartwood 
being understood if it exists) : — 

{%) White, yeUounsh'White, or greyish-white. — Holarrhena 
antidysenterica, Bombax nudabaricumy Sterculia 
alata, Erythrina spp., Wrightia tinctorial Murraya 
exotica y Mgle MarmdoSy Gardenia spp., Buxus 
sempervirens, Spondias mangifera, Gmdina arborea. 

(ii) Pale pink. — MscuLus indica, Woodfordia ftoribunda, 
Rhododendron arboreum (sometimes reddish- 
brown), Betfda utilis. 

(Hi) Yellaw {often turning brown). — Berberis spp,, 
CUoroTcylon Sioieteniay Sarcocephalus cordatuSy 
Adina cordif cilia y Moms spp., Artocarpus integri- 
fcliay A. chaplashay A. Lakoochay CcBsalpinia 
Sappan (orange-yellow). 

(iv) Orey. — Kydia calydna, Mangifera indica (young 
wood), Diuibanga sonneraiioideSy Dioapyros 
morUana^ Stereospermum chelofioides, Ficua 
bengalensis. 

{v) Red of various shadeSy including reddish-grey. — 
DiUenia indica y Mesua ferrea (dark red), Schima 
Wallichiiy Heritiera minor (dark red), Melia indicay 
Cedrda Toona, Pterocarpus dalbergioideSy P. 
santalinus (dark red), Acacia CatechUy Careya 
arborea (dull red), Lagerstroemia Flos-RegincBy 
DiUenia pentagyna (greyish-red), Eugenia Jambo- 
lana (greyish-red), Pinus excdsa (pale red). 

(vi) Y eUowish'brown or dive-broum. — Chickrassia tabularis, 
Pterocarpus Marsupiumy Tectona grandis (turns 
dark brown), SantcUum albumy Cedrus Deodara, 
Michdia eoccdsa, M. Champaca. 
(vii) Reddish'broum. — Garuga pinnatay Soymida fdmfuga 
(dark), Schleicher a trijuga (light), Ougeinia daJhef- 
gioideSy Xylia dolabriformiSy Acacia arabica (pink 
when fresh cut), Bassia latifdiay Querct^ incana. 
(viii) Brown or greyish-hroum. — Shorea robustay S. obtusay 
Dalhergia SissoOy AUnzzia Lehbeky Terminalia 
tomentosay Cupressus torulosay Lagerstroemia parvi- 
floray Juglans regia. 

(ix) Purplish. — Dalbergia latifdia (dark), D. cuUrata (very 
dark), Hardunckia binaJta (dark), Prosopis spicigera 
(purplish-brown), Terminalia Chebulay Anogeissus 
latifdia (purplish-brown). 
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(x) Black— Diaapffros Ebenum, D. tomentom, D. Mdan- 
oxylon, Boraams flabellifer (outer hard wood). 

2. Grain and Texture. 

As has already been seen, the grain and texture of a wood 
influence its hardness, weight, strength, fissibility, and other 
properties; here, however, we are concerned rather with the 
ornamental effects of grain and texture and with their effect 
on the working qualities of woods. Certain woods have such 
a cross-grained structure that it is difficult to get a plane 
sharp enough to plane them smooth, for example Shorea 
robusta, Soymida febrifuga^ Chickrassia tabularis, Hardvnckia 
hvnata^ and Xylia dolabriformis. A wavy grain often tends 
to make wood ornamental when cut longitudinally, by exposing 
alternate layers of fibres running in different directions on the 
cut surface. 

Exaggerated waviness of fibre, or the presence of numerous 
dormant buds, may greatly increase the value of a wood for 
ornamental purposes ; thus the " burrs " of AJbizzia Lebbek and 
Juglans regia are very valuable, fetching a much higher price 
than the plain wood. The ornamental "bird's-eye" maple 
receives its markings from dormant buds, round which the 
fibres twist in various directions. 

The capacity pf a wood for taking a good polish depends 
largely on its grain and texture, loose-textured soft or rough 
woods being inferior in this respect to more compact finer 
grained woods. Among common examples of rough woods may 
be mentioned DUlenia pentagyrujt, Sckima WaUichii, Mangifera 
indicay and Eugenia Janibclana. 

For ornamental purposes one of the most important require- 
ments of a wood is a good silver-grain, which is exposed on a 
radial section, the medullary rays being cut lengthwise. Some 
woods possess no conspicuous sfiver-grain, but others, particu- 
larly those with large or medium-sized medullary rays, show it 
to great advantage : handsome woods, however, are frequently 
spoiled through faulty conversion, for it is often forgotten 
that to display the silver-grain the wood must be cut on a 
radial section or as nearly so as possible. Among woods 
conspicuous for their handsome silver-grain are CaraUia 
integerrimay Rhizophora mucronaia, Prunus Puddum, Cordia 
vestitay Ilex spp., ^cer spp., Qwercws spp., and several of the 
MeliacecB, particularly Soymida febrifuga^ Chickrassia tabularis, 
and Chloroxylon Sunetenia. 
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3. Odour and other Properties. 

Odour may affect the value of a wood favourably or 
adversely, according to its fragrance or disagreeableness. 
The most important of the fragrant woods of India is 
Santalum dlhum, the Sandalwood of Southern India. Another 
fragrant wood is the Burmese ^'Ealamet," recently named 
Mar^onid Gagei. AquUaria AgaUochiy a tree of North-East 
India and Tenasserim, gives the fragrant "Eaglewood" of 
commerce, found as masses of harder and darker-coloured wood 
in the interior of old trees. Among other woods possessing 
a certain fragrance may be mentioned Gordia fragrantissimay 
Alangium LanuMrckiiy Premna integrifdiay Mdia indica, 
Cupresstis tonilosa, and Cinnamomum spp., including the well- 
known camphor- wood of Japan {Cinnamomum Camphora). 

Many woods have a more or less disagreeable odour, 
common examples being Sterculia urens^ Cedrda serrata^ 
and Oreuna oppositifoUay particularly when fresh cut. Some 
woods have other noxious properties; for example that of 
Sem£carpu8 Anacardium contains an acrid juice, and timber 
cutters dislike cutting it owing to the irritation and swell- 
ing which the juice causes ; similarly Hdigama Hdferiy also 
belonging to the AnacardiacecB, has a black acrid juice which 
raises blisters. 

Section XIII. — Freedom or otherwise prom Defects or 

Unsoundness. 

Under defects and unsoundness in wood are included 
all abnormal conditions of the wood which permanently re- 
duce its utility. Unsoundness, being due to one particular 
cause, namely, the attacks of fungi, will be considered separ- 
ately; under defects may be included various abnormalities 
which will be dealt with first. 

1. Defects. 

Defects may be broadly divided into four classes, (1) 
Defects due to rupture of the tissues, (2) Defects due to manner 
of growth, (3) Defects due to the presence of healed wounds, (4) 
Defects due to the attacks of it^ects or parasitic plants. 

(1) Defects due to Rupture of the Tissues. 

Such defects, which are technically known as shakes, are 
caused by the separation of the fibres along one or more lines. 
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which may be comparatively short or may extend throughout 
the length of the tree. Shakes are of three kinds, (a) 
Heart-shake, (b) Radial-shake^ (c) Cup-shake. 

(a) Heart-shake. — Heart-shake consists of a crack starting 
from the pith and extending outwards more or less radially. 
When there is only one crack, which may extend right across 
the pith, it is termed simple heart-shake {vide plate I, fig. 1), but 
when there are several cracks radiating out from the centre 
it is termed compound heart-shake or star-shake {vide plate I, 
fig. 2). Heart-shakes occur chiefly near the base of a tree, 
but may extend right up. They are caused usually by 
shrinkage of the inner tissues as the wood in the centre dries ; 
hence old trees, whose interior tissues have dried to some 
extent, and trees growing on unfavourable soils, are most 
liable to them. Heart-shakes in trees may also be caused by 
shock, whether by another tree in falling, or by the action 
of the wind, or when the tree itself is felled. After a heart- 
shaken tree is felled the heart-shake tends to spread further 
during the drying of the timber : to prevent this as much 
as possible the wood should be slowly seasoned, while the 
driving in of thin wedges of wood just in front of the cracks 
and across their path helps to arrest their extension. A heart- 
shake consisting of only one crack may not reduce the value 
of a log much for sawing purposes, particularly if the crack 
be a straight one, but if there are many cracks radiating 
the log is of little use as timber. 

{b) Radial-shake {vide plate I, fig. 3). — Radial-shakes are 
cracks commencing from the outside of the stem and extending 
radially inwards : they are caused by the contraction of the 
outer tissues, this contraction being most commonly due 
to the action of frost, in which case the defect is known 
as frost-crack. Radial-shakes may also be caused by sudden 
and excessive heat, such as a hot sun after a cold night, 
blasts of hot wind, or forest fires; these cracks may be 
aggravated by strong winds, causing the tree to bend and 
the cracks to extend further up the stem. Radial-shakes may 
close up shortly after being formed, but in the case of 
annual severe frosts or fires the crack may be kept open year 
after year, and a ridge is formed up the side of the stem 
owing to the more rapid growth of the tissues along the crack, 
where the pressure of the cortex is removed : in the case of 
frost-cracks these ridges are called frost-ribs. Trees which 
split easily are most subject to radial-shakes. 

(c) Cuf -shake. — ^A cup-shake is formed when the crack 
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follows the direction of the annual rings {vide plate I, fig. 4) ; 
it may extend for a distance varying from a few inches to 
the whole way round, in which case it is termed ring-shake. 
Cup-shake may be caused in various ways, for example by 
the shrinkage of the central tissues owing to the loss of 
moisture, by the action of frost, fire, or other forms of 
injury to the cambium, or by shock produced when the tree 
sways during a high wind, or when another tree falls against 
it, or when the tree itself falls. Cup-shake has also been 
known to follow a complete defoliation by caterpillars, 
giving a severe check to the nutrition of the tree, whereby 
the new wood fails to adhere to that of the previous year ; 
it has also been observed to have been caused by fungus 
attacks where the mycelium spreads up the cambium. The 
degree in which cup-shake renders a piece of timber unservice- 
able depends on the extent of the defect and on the purpose 
for which the wood is required. Sometimes a combination 
of two or all three kinds of shakes occurs in one piece of 
timber, rendering it useless except as fuel {vide plate I, fig. 5). 

(2) Defects due to Manner op Growth. 

(a) Twisted fibre. — In this defect the^ grain of the wood, 
instead of running straight up the tree, twists spirally round the 
axis. The twist may occur from right to left or from left to 
right, the direction being constant in some species, but 
apparently not so in all. Certain species are more liable 
to twisted fibre than others, for example Hardwickia hinata, 
Pojndus euphratioa, Boswellia serrata, and Pinus hngifolia 
are often affected, while teak is remarkably free from the 
defect. The cause of this twisted growth is not accurately 
known : it is, however, known to be hereditary, and more 
prevalent in some places than in others. Trees with twisted 
fibres can be recognised by the corresponding twist in the bark, 
which is visible externally. Wood with twisted fibre is not suit- 
able for sawing into planks, as the wood is liable to warp, and 
it is also unsuitable for any purpose where straight split-wood 
is required ; it can, however, be used for large beams. 

(6) Knottiness. — Knots are portions of branches which have 
become enclosed in the wood {vide plate I, fig. 6). In broad- 
leaved species these knots do not differ in texture from the wood 
of the stem to such an extent as is the case in conifers, where 
the knots are often very hard and tend to become loose and 
faU out of sawn boards. The presence of knots in large timber 
is not such a great disadvantage as it is in the case of sawn 
1771 1. 0. F. > 
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planks and scantlings, where their presence increases the diffi- 
culty of sawing and planing, and weakens the boards, especially 
when the knot runs across the breadth of the board. The 
presence of knots in timber can be reduced to a minimum by 
growing dense-canopied woods in which the trees have no 
opportunity ^f sending out large side branches. 

(c) Wavy ivoodf and hurrs (vide plate II, fig. 1). — These 
are more characteristic of some species than of others, and, 
as already explained in Section XII, they may greatly increase 
the value of a wood for ornamental purposes ; where strength 
or fissibilily are required, however, they can be regarded only 
as defects. 

(d) Interior hast issue. — The stems of certain species have 
a peculiar structure in that the tissues of the wood are separated 
at intervals by tissues of interior bast {vide plate 11, ns. 2) : 
this is seen in Bauhinia VahUij MUlettia OM'icuUUay Dtubergia 
paniculata, Coccuhis UmrifoUus^ many CcmvclvulwcecBf and certain 
CapparidecBf such as Nidmhria linearis^ Mcerua a^ena/ria^ and 
Cadaba trifdiata. Such a structure naturally renders wood use- 
less as timber. Bark and bast may sometimes be included within 
the stem of a tree by the growing together of two branches {vide 
plate VII, fig. 3), or when the trunk is strongly fluted, long 
strands of bast and bark being grown over at the fluted parts 
and remaining within the wood {vide plate II, fig. 4). Such a 
defect, which sometimes occurs in teak, reduces the size of 
the squares and planks which can be cut out of the logs. 

{e) Contortum produced hy the encircling of din^bers. — The 
effects produced by climbers on the shape and development of 
trees are different according to the manner in which the climbers 
grow ; some, like Rosa moschata and Acacia pennata, cling on by 
means of their prickles, while others twine round the stems of 
trees. As far as the shape of the bole goes the latter class is 
the more troublesome, in that the large twiners so common in 
tropical forests may so contort the stems of otherwise sound 
and valuable trees as to render them useless for timber {vide 
plate II, fig. 6). Systematic cutting of climbers in the forests 
is the only preventive of this serious defect in the timber of 
trees infested by them. 

(3) Defects dub to Presence op Healed Wounds. 

(a) Covered surfaces of pruned branches. — However carefully 
a branch may be pruned, the new wood which grows over tiie 
WQimd never joins completely with the pruned surface, and ev« 
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if the surface be tarred it is difficult to prevent the ingress of 
fungi causing rot in the wood. Even the most careful pruning 
therefore, results in a defect in the wood which considerably 
reduces its value {vide plate II, fig. 6). 

(b) Ocduded broken hrcmches. - Where a branch is broken 
oS a hollow usually forms, into which water settles ; this induces 
rot, which may spread right into the heart of the tree and 
extend up and down the stem for some distance on either side 
of the woimd {vide plate II, fig. 7). The wound itself takes a 
longer time to heal up than in the case of a pruned branch, so 
that the damage done by fungus attacks during the process 
of healing is more extensive owing to its duration. 

(c) RindgaUs. — ^These are defects in timber due to the 
inclusion within the wood of old healed wounds which may be 
caused by a variety of circumstances, such as passing carts, 
falling trU barking by deer, bears, akd other animak, fire] 
etc. During the process of healing rot is very liable to enter the 
wound and spread inwards, while the new wood over the wound 
does not join completely with the old wood, thus producing a 
defect which may be discovered only when the timber is sawn 
up {vide plate II, fig. 8). 

(4) Defects due to the Attacks of Insects or Parasitic Plants. 

(a) Insects. — ^The insects which directly affect the com- 
mercial value of timber are the wood-borers, whose attacks are 
at times so destructive as to render wood quite useless as 
timber. We may divide these insecte into two classes according 
to their modes of attack : — 

(i) Insects which bore into living trees to lay their eggs or 
pupate. — Against these successful preventiHre 
measures are most difficult. Some of the most 
destructive iosects of this class known at present 
are the larva of the moth IhwmituS ceramiouSf 
popularly but erroneously called the " bee-hole 
jborer " of teak (which bores large tunnels in teak 
trees in Burma and may so reduce the value 
of the wood as to make it useless except as fuel), 
Stromatium sp., a longicom beetle which bores 
into the heartwood of Sandalwood tlrees, and 
Apate jesuita, a bostrichid beetle which bores into 
Casmrina stems. ' 

{ii) Insects which bore into dying or dead trees, or into 
newly- felled or partty-dried timber. —These are dealt 

«2 
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with differently according to whether they lay 
their eggs in the bark or bore into the wood to 
lay them ; in the former case the wood should be 
barked as soon as feUed, while in the latter case 
all dying or dead trees should be felled, and all 
newly-feUed timber of any kind should be 
removed as soon as possible, a further safeguard 
being to place the timber in water at once. There 
are many important boring beetles of this class, 
chiefly bostrichids, scolytids, and cerambycids. 
Probably the most destructive sdl borer is 
Hoplocerambyx spinicomisj which bores tunnels 
from ^^ to I'' in diameter right into the heart- 
wood in order to pupate. The eggs are laid in 
the bark, chiefly of newly-felled wood; hence 
the necessity for barking the wood as soon as the 
trees are felled. 
(6) Parasitic plants. — Fungus attacks are dealt with below, 
under unsoundness ; other parasitic plants are not usually of 
much consequence except where the wood of the branches and 
upper parts of the stem is concerned. These plants belong 
chiefly to the order LoranthacecBy the best known belonging to 
the genera Loranth/us and Viscum ; they do damage by sending 
in haustoria which produce holes in the wood of their host, 
rendering it useless as timber and reducing its value as fuel. 

2. Unsoundness. 

(1) General Account. 

The decay of timber in use has already been dealt with in 
Section X. We are here concerned with decay or unsoundness 
which enters the wood of standing trees and reduces its value. 
Slow decay may be caused by the oxidation and consequent 
decomposition of the tissues, particularly in old trees. The most 
destructive form of decay, however, is caused by the attacks of 
fungi, whose hyphse penetrate into the wood and break down 
the tissues, causing rottenness, which is popularly termed 
red-rot or white-rot according to its colour. These fungi may 
obtain access through wounds in the bark, through the roots, 
or at the place where a branch has broken off, the water which 
setdes there greatly facilitating the spread of the fungoid attack. 
Decay spreads rapidly into the tree, and may sometimes render 
the interior of the whole stem rotten, though the attack may 
often be merely local and only affect a small portion of the 
9teuu When the disease appears on the outside of the tree the 
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affected portion is known as canker. Among root-parasites, 
that is, fungi which enter the stem through the roots, the 
most destructive hitherto detected in India is Fames anriosus^ 
better known as Trametes radidferda, which kills young 
deodar trees in the Himalayas and affects the wood of the 
lower part of the stem. Among those which attack the stem 
may be mentioned Trametes Pini, which causes red-rot in 
Pinus excdsaj Pdystrictus egregius^ which attacks DaJhergia 
SissoOf Fames {Pdypams) famentarius, found on Quercus 
incana and Betula alnaideSj and Fames fvlvus and F. 
'Pa/pTpianus which do much damage to Xylia databrifarmis 
and Acacia arabica respectively. 

(2) Detbgtion of Unsoundness. 

(a) In standing trees. — ^Unsoundness may often be detected 
in standing trees by careful examination, though it is more 
difficult than in the case of felled timber. The tree shotdd 
be examined for stag-headedness, the presence of broken dead 
branches, holes in the stem, swellings produced by the 
occlusion of wounds, signs of canker, blistering, or an abnormal 
flow of resin, gum^ etc. ; these may all be indications of decay. 
Finally, the stem should be struck with the back of an axe 
or similar implement, when a hollow sound will indicate a 
cavity in the stem, a dull soft sound the presence of decay, 
while a clear ringing sound, though not always a proof of 
complete soundness, will at any rate show that there is a 
considerable thickness of sound wood on the outside. 

(b) In felled timber. — The detection of unsoundness in 
felled timber is easier than in the case of standing trees. 
The ends of the logs shotdd be examined for hollows, decay, 
and suspicious colouring or odour. If a hollow be found its 
length may be approximately determined by probing with 
a long pole or bamboo. Abnormal swellings on the side of 
the log should be cut open or bored into with an auger, 
the fragments extracted being examined for decay, which 
may be detected by the appearance, texture, colour, and 
odour of the chips. The log should also be hammered at 
different points in order to test the presence of hollows or 
decay. The examination of timber is easier when the logs 
are properly arranged on dry land than when floating in a 
river, lying in mud, or heaped up indiscriminately; hence 
the importance of arranging timber exposed for sale in such a 
manner that intending purchasers may havs no difficulty 
in examining it. 
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CHAPTER 11. 

INDUSTRIAL USES OF WOOD. 

There are few substances more widely used than wood, 
and although iron has superseded wood for many purposes, 
yet statistics show that the world's consumption of wood 
is steadily increasing ; a study of its various principal uses 
is therefore necessary to any one who is concerned m its 
production. Wood may be broadly classified, according to 
the uses to which it is put, into A. — Tirnber and B. — Firewood. 

A.— TIMBER. 
Section I. — ^Classification of 'tiMBEB. 

The classification of timber varies greatly according 
to local custom, and no system can be said to be universally 
applicable. Omitting special classes of wood, such as 
paving-blocks, shingles, etc., we may take the following as a 
general classification of timber used for ordinary purposes : — 

(1) Bound timber^ that is, timber obtained by feUing 
trees, removing the branches, and cutting the 
boles into pieces of convenient length, these 
pieces being variously classed according to 
dimensions as mast-pieces^ logs, bvUs (short pieces 
cut o& the thick ends of logs), spa/rs (long poles), 
poles, posts, and billets, the last named how- 
ever being commonly obtained from branches, 
except in the case of small trees. The sapwood 
is often removed, or the timber may be other- 
wise roughly shaped to polygonal section, in 
which case it is commonly termed rough timber m 
Timber in the round is used for masts, piles, 
telegraph-poles, and many other purposes. 

(2) Squared timber. — Such timber is roughly squared 
with an axe or saw, squared logs being known as 
balks, which are of two kinds, (a) Squa/res, that 
is, completely squared logs, with rectangular 
comers, and (6) War^ balks, where the rounded 
surface of the log is left at each comer, these 
natural surfaces being called the unmes, and the 
trimmed sides being called the pa/nes. When 
balks or round logs are split in two down the 
centre, each piece is termed a half -balk. 
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(3) Saum timber. — ^This includes converted timber 
with at least two faces parallel to each other. 
Such timber cannot be classed according to 
any hard and fast rule, but the following classi- 
fication according to breadth and thickn:ess 
may be taken as being fairly general : — 

Beams — ^9^ x 9*^ to IS'' x 18*' (for large beams in houses, bridges, etc.). 

ScaniUngis — 4^ x 6' to 9*^ x 9^ (for supporting floors and roofs, etc.). 

Planks — 10* X 2' to 18*' x 6*^ (for wagons, bridges, and other pur- 
poses where thick planking is required). 

Bodfds and deals — (the latter being boards made of conifei'ous 
wood) ; ^'y^Y to IS"' x If*' (for floors, door-panels, bosies, etc.). 

Battens — V x %" to V x 3* (for door and window frames, etc.). 

• Laths — ^2*'xJ*'to 4*'xl*' (for lattice-work, supporting shingles on 
roofs, etc.). 

SscnoN II. — Timber used in Superstructures. 

The term suferstfuctwe includes all parts of buildings, 
bridges, and sinular structures which are not actually in 
coniLt with the ground or with water on or in the ground. 

1. Swperstrwturea of Buildings. 

The quantity of timber used in house-building depends 
largely on the available supply of that material ; thus in richly 
wooded cotmtries houiies are frequently built entirely of wood, 
while in sparsely- wooded countries the amoimt of wood used in 
construction is reduced to a minimum, and consists only of that 
required for doors, windows, beams and rafters, and a few other 
purposes, the remainder of the building consisting of mud, 
stone, brick, or other material according to the class of building 
alid the available supply of building materials. For the super- 
structures of permanent btiildings of the better class the timber 
should be strong and durable, strength being required especially 
in joidts, beams, an4 rafters, and aurability being particularly 
necessary where the timber is in contact with masonry. Light- 
ness is a great desideratufl^, especially for timber in the roof, 
provided strength and durability are not sacrificed in the endea- 
v6i|r to obtain a light wood. For flooring and wall-planking the 
timber should not be liable to warp or shrink, and should there- 
fore be well seasoned, while timber for such interior work as 
panelling, ceilings, etc., should be ornamental. Timber for 



\ 



56 



interior work is not so severely tried as that exposed to alterna- 
tions of rain and sun, such as wood used for external plank 
walls, shingles, etc., which are liable to warp and split ; wood 
so exposed may be preserved by being periodically smeared 
with crude earth-oil. 

2. Superstrui^ures of Bridges. 

Timber for bridges being particularly exposed to the 
influence of the weather, and being subjected to much strain 
by the application of heavy weights, great strength and dura- 
bility, as weU as elasticity, are necessary, while if the road- 
surface is paved with wood this should be tough and hard. 

3. Woods employed for Superstrucbures. 

The employment of a building timber largely depends, 
apart from its suitability, on its prevalence in a given locality, 
while local custom and prejudice are often strong factors 
in determining the extent to which a wood is employed. In 
India it may be said that three timbers stand out above all 
others as building timbers in their respective regions: these 
are deodar in the Himalayas and adjacent tracts, sdl through- 
out a great part of Northern India and the north of the Penin- 
sula, and teak in Burma and over the greater part of the Indian 
Peninsula. Deodar, however, is sometimes objected to for 
internal work owing to its strong odour. In addition to 
these three, the following list of timbers, though representing 
but a mere fraction of the building timbers of India, embraces 
every province, some of the woods being used only locally and 
others having a wide range : — 

Ptefoca/rpus ddlhefgioides (Andamans p(id(mk\ P. Mar- 
supiumj Xylia dolabriformis, Heritiera mmor 
{Sundri)^ Me&ua ferrea^ Cedrda Toona, Aftoocurpus 
Chaplashaj Michelia Ghampaca, M. excdaa, 
Lagerstro&mia Flos-Regmce, L. parmflora^ Dal- 
hergia Sissoo^ Acacia Catechu, A. ardbica, AWizzia 
Lethek, Adina cordifotia, Anogeissus latifolia, 
Ougeinia daR)ergioideSy Dvpteroca^pus ttiberculatus, 
Eugenia Jambolana, Termvnalia tomeniosa T. hde- 
ricay Bassia latifdHa, Schima WaUichiif Cinna- 
momum Ceddoda/phne, Pinus longifdia, P. esocdsa, 
Shorea dbtusa, Pentaeme sua/vis. In addition to 
these may be mentioned bamboos, which are 
extensively used for roofing, walls, flooring, etc. 
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In some cases there is no accounting for local prejudices 
among the people against certain timbers for building purposes : 
such ideas are often mere superstitions which are as foolish as 
they are unreasonable, for example the prejudice against 
Acacia Catechu in some parts of the United Provinces, AWizzia 
Lebbek in parts of Madras, and Temdnalia helerica in Mysore. 

Section III. — Timber used in Contact with the 

Gbound. 

Under this head may be included timber employed for 
piles, house-posts, telegraph-poles, fence-posts, mine-props, 
paying-blocks, and railway sleepers. 

1. Piles. 

When bridges, large buildings, or other heavy structures 
have to be built on soft earth it is necessary to first prepare a 
solid foundation by driving in wooden piles to support the 
structure. Such timber is greatly exposed to the action of 
fungi unless it is completely covered with water, as in the 
case of bridge piles : for this reason it should possess great dura- 
bility, while it should be tough in order to resist shearing and 
splitting when driven in by the heavy blows of the pile-driver. 
Piles should be made of round timber, in order to preserve 
their strength and lessen the work of driving them in ; for 
this reason the best piles are obtained from straight clean boles. 

The following are some of the chief woods suitable for 
piles : — 

Xylia dclabriformis^ Fagro^ fragraTiSj Shorea rchusta, 
S. obtusa^ Pteroca/rpus daR>ergioideSy Mesua ferreay 
Acacia Catechu^ Dalbergia Sissoo^ Careya arboreal 
Hardwickia hinata, Lagerstrcemia Flos-RegincSf 
and other tough durable woods. 

2. House-PostSy Telegraph-Poles^ and Fence-Posts. 

Timber employed for these purposes is much subject to 
decay, especially near the surface of the ground, and it should 
therefore be as sound and durable as possible, sapwood being 
removed. Straightness is a necessary quality for house- 
posts and telegraph-poles, and as they have to bear consider- 
able weight, strength is a further requisite. The species 
mentioned above as suitable for piles are also suitable for 
house-posts, telegraph-poles, etc., while in addition may be 



mentioned Cassia Fistida, Pteroca/tpus aa/ifUcJmuSj Lageratrcsmia 
parviflora, Pterocarfus Maraufium, AWizzia Lehbekf A. odoratis- 
sima, A. procera^ Eugenia Janibolana, Artocarpus Lakoochay A. 
Chx/pilashi, Heritiera minor ^ Briddia retusa, Pentaome suavis. 

3. Mine Props. 

Mining-timber is required for supporting the gaUeries of 
mines, and as it is employed in moist still air and often in 
contact with damp soil, it is much exposed to decay. For this 
reason durable timber should be employed, while it should 
also be sufficiently strong to support the sides and top of the 
gallery. 

Mining timber is usually employed in the round, in the form 
of poles and posts. Where mine-props are much in demand 
the most durable timber is often not available in quantity 
sufficient to supply the demand, in which case less suitable 
timbers have to be employed. Timbers which have been found 
most suitable in the Warora colliery, Central Provinces, are 
Terminalia tomentosa and Diospyros mdanoxylony while those 
employed at the Mohpani colliery, Central Provinces, are 
Termirudia tomentosa, Boswellia serrata, Odina Wodier, and 
Biichanania latifolia : other timbers are also accepted if of 
the proper size, except perishable kinds such as Erythrina 
suberosa, Cochlospermum Gossypium, Dalbergia panicuUUa and 
Sterculia wtens. The principal sizes of props required aire 6 to 12 
feet in length and 4 to 6 inches in diameter ; logs of Terminalia 
tomentosa over 3 feet in girth and 15 to 20 feet in length are 
also employed. 

4. Paving-Blocks. 

Wooden blocks have for many years been employed for 
paving the surface of the streets of large towns, and this form 
of paving, which has been found most successful, is coming 
more and more into use. The blocks are usually 6 to 12 inches 
deep, and 3 inches wide, and are placed on end on a firm founda- 
tion of concrete 6 inches thick, the blocks being cemented 
together by asphalt poured between them in a molten 
state. Wooden street-paving forms a durable and compara- 
tively noiseless road-surface, while the quantity of dust and 
inud produced is small compared with that produced on a 
macadamized road. It is essential that the concrete foundation 
should be perfectly firm and that the wooden blocks should be 
of uniform quality, otherwise the road-surface wears away 
unevenly, and hollows are formed In London the woods most 



largely employed are injected pine and the Australian woods 
jairah {Eucalyftus marginata) and karri (E. diversicolor). There 
can be no doubt that many Indian woods, if they obtained a 
fair trial, would answer equally well, particularly Xylia dol- 
abfifonnis, which, as well as teak, has already been tried in 
Rangoon and found successful. The main requisites are dur- 
ability and resistance to wear and tear. 

6. Railway Sleepers. 

(1) Pbofbbties Required. 

Wood for railway sleepers should be durable, in order to 
withstand the attacks of insects and fungi and the climatic 
influences to which it is exposed : it should also be hard and 
tough enough to resist the cutting action of the rail or chair 
placed on it, and the strain to which it is subjected by the 
constant passing of heavy traffic over it. The wood should 
in addition be free brom shakes and other defects, sound, 
free from sapwood, and not liable to warp and split. The 
sleepers themselves should be cut straight and of the correct 
dimensions, while they should be free from knots at the points 
where the spikes which hold the rail are driven into them. 
Half-round sleepers have a very limited use in India, the 
great majority of railways insisting on having squared sleepers. 



(2) Dimensions of Sleepers. 



In India there are 
6 feet 6 inches (broad 
2 feet 6 inches and 
is a standard size of 
the actual size varies 
following table gives 
gauge and the number 



four different gauges of railway lines, 
-gauge), 3 feet 3| inches (metre-gauge), 
2 feet inch (narrow-gauges). Th^re 
sleeper for each gauge, but in practice 

slightly on different railways. The 
the dimensions of sleepers for each 
of sleepers required per mile of rail : — 



Gauge. 



6' 6' 
3' 31' 

r 0' 



Standard dimen- 

■iODBOf 

deepen. 



6' cr X 8' X 4J' 
6' (TxO'x 4' 

4' 0'x6'x4' 



Standard 
per xmle. 



9' 0' X g* X 5" to 10' 0' X 10' X 5' 
6' 0' x 8' X 4' to 7' 0' X 9* X 5' 
5'0'x6')'4'and4'9'x7rx4' 

4' 0' X 6' X 4' 



1 



1,006 
1,936 

2,000 



Actual num- 
ber of sleep- 
ers used per 
mile. 



1,760 to 2,200 
1,900 to 2,460 

Mazimnm 2,200 
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For light rails a larger number of sleepers are required per 
mile than for heavy rails. Where sleepers are sawn up in the 
forest and floated out it is customary to cut them about ^ 
inch larger in breadth and depth and 3 inches longer thaix 
the required size to allow for loss due to wear and tear in float- 
ing. At points and crossings specially long sleepers are required^ 
their number varying with the length of tongue rail and the 
angle of crossing. In the standard switch and crossing most 
in use the total number of sleepers would be about 42, of which 
8 would be ordinary sleepers and 34 special sleepers of dijSer- 
ent lengths. 

(3) Woods employed fob Sleepebs. 

The Indian woods at present most used for sleepers are 
teaky deodar, sal, and Xylia dolabriformiSf while more locally 
and to a smaller extent Mesua ferrea, Bischofia javanica^ 
Lagerstrcemia pa/rviflara, Pteroca/rpus Marsupium, Hopea pof- 
vifloraf Terminolia tomentosa, and a few others are employed. 
Of foreign woods jarrah {Eucalyptus marginata) from 
Australia and creosoted pine (Pinus sylvestris) from JNTorway 
are employed. It is impossible to come to any definite conclu- 
sion as to the respective merits of the diflPerent woods used, 
as the various railway administrations differ in their opinions. 
A good deal of confusion has no doubt been caused by the 
fact that inferior woods have from time to time been passed 
off as something better, thus giving a bad reputation to the 
genuine article which it is difficult to remove. In judging of 
the suitability of a wood for sleeper purposes it is necessary to 
take into account not only its durability, but also its capacity 
for resisting wear and tear. In Northern India deodar and sdl 
are the woods most employed; of these the latter, if of good 
quality, is superior to the former in resisting wear and tear, 
but is much more liable to warp. As regards durability there 
is little to choose between the two : on the Oudh and Bohil- 
khund Railway, however, the sal obtained from Nepal is con- 
sidered superior to deodar in durability as well as in resist- 
ing wear and tear. Teak is considered on most railways to 
be the best of all sleeper woods in every respect ; it is, how- 
ever, often too expensive to use on a large scale, and on some 
railways it is used only for bridge sleepers which have to be 
bedded on ironwork, or for points and crossings. Xylia dola- 
briformis has a high reputation and is universally employed 
in Burma, except on iron bridges, where teak is used. On the 
Bengal and North- Western Railway it is ranked equal with 
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adl as the most durable sleeper wood, being considered superior 
to deodar, while on the Assam-Bengal Railway it also occupies 
the first place, being considered superior to sal ; sleepers for these 
as weU as for some other Indian railways are obtained from 
Burma, where there are large supplies of this timber in places 
as yet unworked owing to their inaccessibility* The best 
indigenous sleeper wood in Assam is Mesua ferrea: it is an 
excellent wood, but is excessively hard and heavy, causing 
difficulty in conversion and extraction. 

(4) Causes of Deterioration in Sleepers. 

It may be said generally that the main causes of deteriora- 
tion in sleepers are rot, climatic influences, and mechani- 
cal wear and tear. Insects play only a secondary part, and 
are seldom destructive except on little-used sidings, where 
white-ants sometimes destroy the sleepers. The nature of 
the ballast used makes a great difference to the lasting power 
of a sleeper. The worst forms of ballast are clayey material 
which wQl not drain properly, soft decaying stone, and soft 
inferior kunker, which disintegrates into a clayey substance. 
Sleepers will last best in clean ballast of broken stones, the 
ballast having a depth of 8 to 12 inches below the sleeper 
to ensure good drainage, and completely embedding it to 
keep it steady. In damp climates and in moist badly -drained 
cuttings sleepers wiU naturally decay more quickly than 
in dry climates or on well-drained soil, while most mechani- 
cal wear takes place on sharp curves and on lines where the 
traffic is heavy. 

Various methods have been proposed or adopted to pro- 
long the life of railway sleepers, such as impregnation with 
antiseptic substances or treatment by Haskin's process, de- 
scribed in Part IV. Impregnation, however, is not suited for 
hard close-grained woods, while the softer woods are inferior 
in mechanical powers of resistance. Splitting may be pre- 
vented by bolting the ends or binding them with hoop-iron, 
while tarring helps to keep out moisture and prevent cracks 
and decay ; the bolting or binding combined with tarring is 
carried out in Madras at a cost of 2^ to 3 annas per sleeper. 
Soft-wood sleepers are made more lasting in America by 
having a slab of hard- wood inserted at the points where the 
chairs or rails rest on them, while successful experiments have 
recently been made in India in the use of hard-wood dowels 
or plugs let into sleepers of soft-wood, the rail spikes being 



driven into these dowels, which prevent the spikes from work- 
ing loose. 

(5) The Supply .op Sleepers. 

The total length of railways in British India, including 
Native States, at the end of 1906 was 28,222 miles, of which 
63*2 per cent, were 6 feet 6 inches gauge, 42'1 per cent. 3 feet 
3f inches gauge, 3*6 per cent. 2 feet 6 inches gauge, and 1 
per cent. 2 feet inch gauge. During the ten years 1896 to 
1906 inclusive the average annual length of new line opened was 
876 miles, and if this figure be accepted as an estimate of the 
mileage of new lines to be opened for some years to come it 
will be readily understood that the quantity of sleepers required 
for new lines alone will be considerable, being probably well 
over 16 J lakhs of sleepers per annum, of which, howjever, a 
proportion would be of metal. In addition to this the number 
of renewals of wooden sleepers on existing lines would probably 
amount to at least 30 lakhs per annum, so that a total of 40 
lakhs of wooden sleepers per annum would not be too high an 
estimate of the number for some years to come, should the 
present proportion of wood to metal sleepers continue. 

It will be seen from these figures that the supply of 
the best kinds of sleepers from the Indian forests is by no 
means assured, particularly when it is considered that con- 
version into sleepers, and especially broad-gauge sleepers, 
is not as a rule so profitable as conversion into scantlings 
of various sizes, so that the more the demand for building 
timber increases the higher will be the cost of railway sleepers 
of the more durable kinds. It may, therefore, in time come 
about that other woods of less durable kinds will be more 
and more used for sleepers, particularly if these can be ren- 
dered more durable by impregnation or other means at a 
moderate cost: as a set-off against this there are still ex- 
tensive tracts of forest which are at present too inaccessible 
to work at a profit for sleepers, but which may become more 
accessible as means of communication are improved. 

(6) The Bespeotive Merits of Wood and Metal Sleepers. 

The scarcity of wood for sleepers has led to the extensive 
adoption of metal for the purpose, many of the Indian rail- 
ways being laid, in part at least, with metal sleepers. Various 
forms have been suggested, but the two forms in general 
use at present are the trough sleeper, shaped like a shallow 



inverted trough made of iron or steel, and tlie pot-sleeper, 
consisting of two inverted iron pots supporting the rails 
and connected by an iron tie-rod. Metal sleepers, as com- 
pared with wooden sleepers, have various advantages and 
disadvantages, the chief of which may be summed up as 
follows : — 

» 

The main advantages of metal sleepers are, (1) they 
last^niuch longer than wooden sleepers; (2) 
with metal sleepers the gauge has not the same 
tendency to spread that it has on wooden sleepers 
owing to the wear on the latter; (3) the 
ballasting of the line is less expensive for metal 
sleepers than for wood, as less ballast for drain- 
age and for holding the sleepers is required. 
The chief advantages of wooden sleepers are, 
(1) they have not the 9ame tendency to shift 
on sharp curves and on stone ballast as metal 
sleepers, because wooden sleepers are heavier 
than iron ones and also exert more friction 
on the ground; (2) wooden sleepers are less 
liable to damage in transport than metal sleep- 
ers; (3) in India wooden sleepers are cheaper 
than metal sleepers ; (4) wooden sleepers make 
a smoother running road than metal, thereby 
making travelling more comfortable and causing 
less wear and tear to the rolling stock and 
to the rails ; (5) minor accidents, due to the 
breakage of sleepers, are less frequent where 
wood is used than where metal is employed. 

Section IV. — Timber used in Contact with 

Water. 

Under this head are included piles and posts for bridges, 
weirs, harbour works and similar constructions, water-wheels, 
well-curbs, water-pipes, sluice-gates, works for strengthening 
the banks of streams, wet-sUdes, booms, etc. Timber exposed 
to alternate wetting and drying is particularly liable to decay, 
and only durable timber should oe employed: if the wood 
is kept constantly under water it lasts better than if exposed 
to occasional drying. Some woods, for example Anogeissus 
IcUifoiia and ScMeichera trijuga, do not last well under water, 
while others which are not ordinarily durable will last a long 
time in contact with water, and are therefore used in weU 
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construction and for water-tronghs and similar purposes; 
among these may be mentioned Bomhax malabaricum, Butea 
frondosa^ Fiats rdigiosaf F. glomerata^ Phyllanthus EmUica^ 
Terminalia hderica^ Eugenia spp., Duabanga sonneratioidesy 
DiUenia indica, and Erythrina suberosa. In addition to 
these many of the more durable timbers are largely used in 
contact with water, for example Tectona grandis^ Shorea 
rohusta^ Xylia dclahriformis, Cedrus Deodara^ Pterocarpus 
dalbergioides, Mesua ferrea, Acacia Catechu^ A. arcibicaj 
Artocarpus Chaplashay A. Lakoocha, Chickrassia tabulariSf 
Lagerstrosmia Flos-RegincBj Heritiera minora Bischofia javanica, 
Ougeiniadalbergioides, Cassia Fistula^ Mimtisops spp., Fagroea 
fragrans, Gmdina arborea^ etc. For water-pipes Borassus 
fiabellifer and Phoenix sylvestris are largely employed, while 
fascines for supporting the banks of streams and for 
other protective works are made of coppice shoots or of 
bamboos. 

Section V. — Timbjsr used in Machineby. 

Although iron has replaced wood to a great extent in the 
manufacture of machinery, still in rural districts, including the 
greater part of India, wood is largely or entirely used for such 
purposes as sugar-mills, oil-mills, rice-pounders and husking 
apparatus, Persian wheels, spinning-wheels, hand-looms, cog- 
wheels, etc. Wood for machinery is subjected to much wear 
and tear, and should therefore be hard and tough. Some of the 
principal woods used for oil-presses, sugar-mills, and rice- 
pounders are Tamarindiis indica, ScJdeichera ttijuga^ Aca<na 
arabica^ A. Catechu^ A. modestay Mimusops Elengi, M. hexand/ra^ 
Odina Wodier^ AJhizzia Lebhekj A. odoratissima, A. procera^ 
Soymida febrifugay Shorea robtista^ JEgle Marmelos, DaJbergia 
SissoOy Ohloroxylon Swietenia^ Terminalia tomentosay Cassia 
Fistvlay Vitex spp., etc. For spinning-wheels various woods 
are used according to locality : in Bengal they are made 
of sal or ArMgeissus latifolia, while in the Central Provinces the 
frame is made of teak, the wheel having a nave of Ougeinia 
dalbergioides and spokes of Acacia CatechUy of which the posts 
supporting the wheel are also made. Spinning and weaving 
machines in the Punjab are made of walnut, apricot, Cotoneaster 
and Olea ferrugineay while in Madras Hardvncka hinata is often 
employed. In the United Provinces sal and Adina cordifdia 
are used for cog-wheels. The Persian wheels of the Punjab are 
larfifelv made of Acacia arabioa. 
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Sbction VI. — Timber used for Boat and Ship Building, 

1. Generah 

Timber used in ship-building is subjected to enonnous strains 
and is employed under conditions which tax its durability to 
the utmost : for this reason it should be strong and elastic, 
durable, and free from defects and unsoundness, while its weight 
will depend on the part of the vessel for which it is intended, a 
heavy wood being preferable for the keel, while for the upper 
parts a lighter wood is desirable. 

The hidls of sea-going boats consist of a hed, with a strong 
framework of riba on which the outer planks are nailed. The 
ribs are made of naturally bent wood known as compass^ 
timber, crooks, or bends ; these are sometimes artificially bent, 
but are then not so strong. In river boats there is usually no 
keel, the boats being flat-bottomed, while the framework is 
composed of knees, that is, curved pieces consisting of the main 
stem of a tree, with a branch making more or less a right angle 
with it : these knees are considerably further apart than the 
ribs of sea-going ships, while the degrees of curvature on the 
sides of river boats are not so varied as in sea-going boats. 

Teak is the best ship-building timber in the world, not only 
on account of its durability, strength, and freedom from 
warping, but also because it does not corrode iron bolts and 

{)lates with which it comes in contact ; for this reason it is 
argely used in the construction of iron-clads, for which purpose 
the best teak is exported to Europe. Lloyd's register places 
teak in a class by itself, as being superior to all other timbers 
for ship building. Oak, though otherwise an excellant ship- 
building timber, contains tannic acid which corrodes iron, 
and is therefore not so suitable as teak, 

2. Hulls. 

Some of the woods most largely used in India for the hulls 
of boats, other than dugouts, which will be dealt with below, 
are teak, Sdl, HerUiera minor (sundri), Pterocarpus dalbergioides 
(Andamans padauk), Alhizzia Lebhek, Artocarpus Chaplasha, 
Hopea odorata, Ixigerstrosmia Flos-Regince, Galophyllum 
InophyUum, Eugenia Jambolana, Dipterocarpus tvbercuUxtus, 
Shorea obtusa, S. assamica, Pentacm^ suavis, DaJbergia Sissoo, 
Cedrus Deodara, Chichrassia tabvlaris, Gmdina arborea, Mesua 
ferrea, Cedrela Toona, Termincdia Urmentosa, T. Arjuna, T. 
belerica, Adina cordifolia, Woodfordic^ fioribundaj^ Bomhax, 
17^1 LG.F. T 
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maldbariGamy Stercidia urens^ Mangifera indica, Melia indica^ 
Tanutfindus indica. Cassia Fistula^ Thespesia popidnea^ Odina 
Wodier, Acacia arabica, Dalbergia iMifoHa^ Mdia indica^ 
Sonneratia apetaia, and Xylia dclabriformisy the last-named 
being much used for keels of sea-going boats. 

3. Ma^ts and Spars. 

Timber for masts and spars should be long, straight, strong, 
and elastic, while lightness is also desirable. In Europe the best 
masts are obtained from slow-grown coniferous timber, while 
in India the chief woods used are teak, deodar, sdl^ Heritiera 
mvnoTj Podocarpus neriifolia^ CalophyUum polyanthum^ C. 
inophyUum^ C. spectahUe, 0. tomentosumy LagerstroBtnia Flos- 
RegincBj Mesua ferrea, Cedrda Toona^ Terminalia hialataj 
Homaliam tomentosumf Casuarina equisetifolia, Polyaltkia 
fragranSf Valeria indica, and Grewia tUicB folia ; large bamboos 
are also very commonly used. 

4. Oars and Hdms. 

Oars should be made of straight-grained strong and elastic 
wood, lightness being also necessary in the case of long oars ; 
for short paddles heavier woods are sometimes used, though 
there is an obvious disadvantage in having a paddle which will 
sink if dropped into the water. In many parts of India oars are 
made with shafts of bamboos, a blade of sundri, mango, or 
other wood being fixed on the end. The chief woods used for 
oars are teak, s(Sl, Heritiera minora Artocarpus Chaplasha, 
Gnifdina arhorea, Dipterocarpus turhinatu^^ D. tubercvlatuSy 
Cedrda Toona, Terminalia Arjuna^ T. tomentosa, Eugenia 
Jarnhdana^ Fierocarpus Ma/rsupium^ Careya arhorea, Michdia 
Champa^cay Merits IcBrngoita^ Lagerstroemia parvifloraj Dalhergia 
SissoOf Grewia opposUifolia^ Cedrus Deodara, Pinus longifdia, 
P. excdsa, Casitarina equisetifdia. 

Most of the species used for oars and masts are also used for 
helms, for which a strong and elastic wood is required, the strain 
on this part of the boat being considerable. 

6. Dugotits and Other Special forms of Boats. 

Dugouts are boats made by hollowing out a single log, and 
are largely used on many of the rivers of India and Burma : they 
are of all sizes, from small skiSs capable of seating one or two 
persons to large boats carrying merchandise, the capacity of 
the latter being often increased by having a dugout bottom 
surmounted by sides of planking. 
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The common method of manufacturing dugouts is as fol- 
lows : — 

A straight log is selected and the sapwood trimmed o5 ; the 
log is then placed on billets to keep it off the ground, care being 
taken to have the straightest surface underneath, to ensure that 
the bottom of the boat is straight. The log is then hollowed out 
with an adze, the breadth of the hollow at the top being about 
one-fifth of the girth of the log, though it is often made 
narrower in the centre than at the ends : the ends of the log are 
left solid for two or three feet, and are afterwards shaped to a 
point. To prevent the sides of the boat from being made too 
thin it is sometimes customary to bore small holes one inch deep 
at intervals along the sides of the log before commencing the 
hollowing or during the process of hollowing ; these holes, which 
act as guides to the thickness of the boat, are afterwards filled 
up. When the hollowing is completed a fire is lit under the 
boat, cross pieces (thwarts) being inserted to keep the sides 
apart ; in Burma this opening out is further assisted by attaching 
ropes by means of wooden hooks to the sides of the hollowed 
log, these ropes being stretched tight to either side, tied to 
wooden pegs driven into the ground, and wetted to cause shrink- 
age and tension. To prevent cracking the opening out should 
be done gradually as the hollowing proceeds, and the wood 
employed should either be green or else be weU soaked before 
use. Dugouts are often kept under water when not in use, to 
prevent the cracking which is liable to occur owing to exposure 
to the sun. On some rivers the ends of the hollowed log are 
trimmed flat and boards are nailed over them ; this is necessary 
when there is an unsound heart to the log, but where timber 
is plentiful logs can be specially selected for their soundness, 
and this method need not be employed. 

Some of the principal woods employed for dugouts are 
Hopea odorata, Tectona grandisy Shorea rohuata^ Dipterocarjms 
tufbinatusy D. alatus, D. tvbercvlatitSy Bombax nudabaricum, 
Terminalia mt/riocarpaf T. Chebula, T. tomentosa, T. Arjuna, 
Lagerstrcemia Fhs-RegincB, L. tomenlosaj Mangifera indica, 
Omdina arhorea, Artocarptis Chaplasha, Duahanga sonnera- 
lioideSf Michdia Champaca, Eugwnia Javfi>6Umay Cedrda Toona^ 
Tetramdes nudiflora. 

Sampans are flat-bottomed boats largely used in Chittagong, 
Rangoon, and other ports ; the largest are some 50 feet long by 
8 feet broad, and draw only 12 to 18 inches of water. They are 
commonly made of planks of Cedrda Toona | of an inch thick 
nailed to knees of the same wood ; less frequently the planks are 
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made of Gmdina arhorea or Terminalia hderioa. Among 
other local forms of boats may be mentioned the river corades 
(Tamil Para&al) of Madras and elsewhere, made of a framework 
of split bamboo covered with leather, and the Madras 
catamaranSj usually made of Erythrina indica, AHan^us excdsa, 
Oivotia fotderiformisj Gyrocarpus Jdcquini^ or Terminalia 
hderioa. The surf -hoots of Madras are chiefly made of Berrya 
AmmoniUa, a tough wood which can stand the severe strains 
to which these boats are subjected. 

Section VII. — Timber used in Joinery and Cabinbt- 

Making. 

By joinery is meant the fitting together of the smaller and 
finer classes of converted wood, usually for interior work, such as 
doors, windows, panelling, staircases, and other fittings. For 
these purposes, as well as for furniture, well-seasoned and easily- 
worked wood is required which does not warp or split and which 
holds well at the joints. For ornamental purposes a wood of 
good colour and grain, which takes a fine polish, is desirable. 
In the case of valuable ornamental woods veneers, or thin sheets 
of wood, are glued to less valuable woods. These veneers, 
which vary from J to ^Jq of an inch in thickness, are prepared 

by machinery, either by fine circular saws or by special knives 
acting on steamed wood, and are sometimes afterwards pressed 
to give them a good surface. 

India possesses some furniture woods which are highly 
valued in Europe, for example Ddtbergia latifoUa (Blackwood, 
or Rosewood of Southern India), Juglans Regia (Walnut), 
Albizzia Lebhek (East Indian Walnut), Pterocarjms dalbergioides 
(Padauky or Andamans Redwood), CMoroxylon Swietenia (Satin- 
wood), and Diospyros Ehenum (Ebony) : the last-named is 
exported from Ceylon, but trees of sufficiently large dimensions 
are not plentiful enough in India to afford steady supplies. 
There are also many other woods which would be highly valued 
in Europe for ornamental purposes if they were better known : 
CaraUia integerrimay for example, would make beautiful panel- 
ling and parquet-flooring on ^3count of its handsome silver- 
grain* Among the woods most used in India for furniture and 
joinery may be mentioned, in addition to those given above, 
teak, Dalhergia Sissoo, Artocarpus Chaplashay A. Lakoocha, A. 
integrifdiay Cedrda Toona, Gmdina of&orea, Pterocarjms 
Marsupium, Shorea robustay Adina oordifdiay Mangifera indica, 
Ougeinia dalbergioideSy Heritiera minoTy Morus serrata, M. 
{(jDvigata^ Soymida fd)rifvga^ Chickrassia tabuhris, Cedfw Deodaray 
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Pinus longifdia, and Pistaeia ifUegerrima (for fine work). In 
Europe Rhus Cotinus, which also grows in the Himalayas, is used 
for iidand cabinet work. 

'I 
Section VIII.— Timber used in Cart and Carriage 

Making. 

For the framework of carts and carriages a fairly light 
wood is required, but this should be strong and elastic. The 
most important parts of a cart or carriage are the wheels, the 
axle, and the shafts. An ordinary wheel consists of a nave {hiA), 
spokes f and felloes, and is usually encircled by a metal tyre. 
The nave has to bear great strain, and should therefore be of 
hard tough wood, free from defects and without sapwood ; it 
should be hard enough to prevent the spokes from working 
loose in the holes {mortises) cut for their insertion in the nave. 
The woods most commonly used for naves are teak, s6l^ 
DaJhergia Sissoo, D. latifdia, AUnzzia Lebbek, A. proceray 
XyUa dclabriformiSy CJdoroxylon Sunetenia, Acacia Catechu^ 
A. arabica, A. leucophkea, Pterocarpus indious, P. macrocarjmSf 
P. Marsupium, P. dalbergioides, Anogeissus tatifoUay Ougemia 
dalbergioideSy Mesua ferrea, Schleichera trijugay Berrya AmmoniUai 
Cassia Fistulay and Artocarpus integrifcUa. 

Spokes should be made of well-seasoned straight-grained 
wood, free from defects and unsoundness, and without sapwood ; 
the wood should be tough and elastic, not liable to warp, split, or 
shrink, and hard enough not to work loose in the mortises of 
the nave and felloes. The chief woods for spokes are teak, s6ly 
Heritiera minor, Dalbergia Sissoo, D. latifdiay Acacia Catechu, 
A. arabica, Ougeinia dcdbergioideSy AUnzzia Ldheky A. procera, 
Pterocarpus maorocarpus, P. Marsupium, Xylia ddabriformis, 
Hardunckia hvnatay Prosopis spidgera, Thespesia populnea, 
Diospyros mcUmoxylon, Ca/rapa mduocensiSy Artocarpus 
irUegrifdiay Lagerstroemia Flos-RegiruB, Odina Wodier, and 
Berrya AmmoniUa. 

Felloes are subjected to much crushing, as well as to 
alterations of wet and dryness ; they should therefore be made 
of hard, strong, elastic, and durable wood; free from defects and 
unsoundness, and without any sapwood, while the wood 
shoiddnot be liable to expansion or contraction with varying 
conditions of moisture. The fibres should be cut through as Uttle 
as possible, hence naturally curved timber is the most suitable, 
and where this is not obtainable the felloes should be cut from 
split sections of wood in such a way that the annual rings lie 
as much as possible in the plane of the wheel, that is, the flat 
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sidea of the felloe should show a tangential section. The woods 
most in use for felloes in India are teak, sal, Dcdbergia SissoOj 
D. laiifoUay Acacia Catechu^ A. leitcophJUBa, A. arcAica^ Ougdnia 
dalbergioideSy Mdia mdica, ScMeichera trijuga^ Albizzia Lebbek, 
A. odoratissima^ A. procerayPteroca/rptis macroca/rfuSy P. Ma/rsu- 
jnunty Xylia dolabriformis, Berrya Ammonilla, CMoroxylon 
Swieteniay Casucmna equisetifolia^ and Anogeissus lalifolia. 
For the wheels of light carriages bent rims are sometimes 
employed, these being made of one piece of split wood, previ- 
ously steamed. 

In some parts of India, particularly in outlying rural districts, 
solid wheels are made of one piece of wood, or more conmionly 
of three pieces held together by an iron tyre, or by iron clamps 
or plates. Woods used for this purpose are teak, sdl, Pterocarpus 
macfoca/rpuSy Acacia arahica, Careya arborea, Xylia dolahrifor- 
mis, Hopea odoratay and Mangifera spp. These solid wheels 
are to be found in parts of Madras, Bengal, and Burma. 

Shafts are made of straight-grained split wood, which 
should be tough, elastic, and hee from defects, great strength 
being particularly necessary for carriage shafts owing to their 
thicfaiess. The principal woods used for shafts are HerUiera 
minor, Tectona grcmdis, Shorea rcbusta, S. Talura, S. Tumbuggaia, 
S. obtusay Anogeissus laiifoliay Acacia arabica, A. Catechu^ Grewia 
tUicefdiaj G. vestita, Pterocarpus McMrsupium, P. daibergioides, 
P. macrocarpv^Sj Ougeinia dalbergioideSy Mesua ferrea, Xylia 
dclabriformiSy Diospyros Melanoxylony Berrya AmmoniUay 
Briddia retusa, TerminaUa tomentosay T. bialatay T. myriocarpa, 
T. Chebulay Thespesia populneay Strychnos pota'orumy Dalbergia 
cuUratay Hardtoichia bmata, Homalium tomentosum, CMoroxylon 
Svneteniay and Pentacme suavisy while bamboos are largely 
used for buggy-shafts. 

Axles are made of tough hard wood ; most of the woods 
suitable for shafts are used, some of the best woods being 
Anogeissus latifcliay ScMeichera trijugay Dalbergia SissoOy Acacia 
CatechUy A. ajrabica, Shorea rdbusUiy Heritiera minor, and Xylia 
dolabriformis. 

Yokes are made of a large variety of woods, one of the most 
generally used species being Gmdina arborea. The aerial roots 
of JFict^ bengalensis are also used, while most of the woods 
employed for shafts are also suitable for yokes. 

The framework of carts is constructed of a variety of woods, 
tough hard woods being used where there is much strain or 
friction. Teak is perhaps the most universally suitable wood for 
the purpose. In the hills of Madras small rough carts made of 
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bamboo {Bambusa arundinacea), with axles of Anogeisms lati* 
fdia and solid wheels of Acacia a/rdbica, are used. For light 
carriages one of the most suitable woods for the upper parts is 
Gmdina a/rhoreay owing to its Ughtness, freedom from warping 
and splitting, the ease with which it can be worked, and the 
readiness with which it takes paint and varnish. For the 
fcramework of carriages DaJbergia Sissoo is one of the biBst woods. 
Teak timber is used for the construction of railway carriages 
in India and Europe, while in America Andamans padauk 
{Pterocarjms dalbergioides) is largely used for the better class of 
railway carriages ; for such work it is advisable to have a wood 
which will not splinter in case of railway accidents, in which 
respect padauk is perhaps superior to teak. 

Timber used in the manufacture of gun-carriages is sub- 
jected to more strain and wear than that employed for any 
other form of carriage -building, and only the very strongest 
woods are suitable. Woods used for this purpose are 
Dalbergia Sissoo^ D. latifolia, Acacia ardbicaj Lagerstrcemia 
FloS'RegincBf Skorea rdbusta, Pterocarfus daU)ergioide8, and 
P. nuicrocarjms. 

Section IX. — Various Uses of Split Wood. 

1. Coopers^ Wood. 

Under coopers' wood is included all wood employed for 
making barrek, casks, tubs, and similar vessels for holding 
liquids or dry goods. The most important class of coopers* 
wood is the manufacture of casks for holding Uquors such as 
beer, wine, etc. ; these are subjected to rough treatment dur- 
ing transport, and should therefore be as strong and durable 
as possible, while the wood should also be water-tight, and 
thus be capable of retaining Uquids without leakage, and 
should not be too heavy. Further requisites are straight- 
ness of grain and freedom from knots anJ other defects, wliile 
the wood should contain no substance which would give an 
undesirable taste, odour, or colour to the liquid. 

Casks are composed of three parts, side-staveSy head-pieces, 
and hoops. The side-staves are thinner and narrower at 
their ends, the" centre being broader to allow for the bulging 
sides of the cask. The head-pieces are flat or in large casks 
slightly curved inwards to withstand the pressure of the 
liquid : they are firmly dovetailed together. The hoops are 
made of iron, or in more temporary casks of split coppice 
shoots of various species of trees. 

In Europe the chief wood used for cask-staves b oaky 
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though other woods are used for inferior casks, particularly 
those for holding dry goods. The staves are manufactured 
either by machinery or by hand : in the latter case the wood 
is split into staves when newly felled, this being usually done 
in the forest by means of a special cleaving tool, another 
shaving implement being used for roughly fashioning the 
staves to the proper shape. The splitting is done in a radial 
direction, there being less leakage from wood so spUt than 
from wood split tangentially : the staves may either be partly 
cut to a curved shape or be afterwards bent to the required 
curve. Staves require long seasoning before they are ready 
for use, and have to be further trinmied and shaped by the 
cooper. 

For dry goods such as sugar, salt, etc., barrels are often 
made of one thin sheet of wood after the manner of a sieve- 
frame ; these sheets are planed ofi by means of a long blade 
which comes in contact with a round log of wood, previously 
well steamed, revolving on a horizontal axis. 

\(ln India the cooper's trade may be said to be almost non- 
existent, and in the absence of any trial it is difficult to say 
which woods are most suitable for the industry. For making 
tubs some of the chief woods used are teak, mango, Gmdina 
a/rhoTea^ Odina Wodier, and Terminalia belerica, while for 
oil-casks Dysoxylum malabaTicum^ Tetramdes nudiflora, and 
Bombax malabaricum are employed. In Burma Quercas 
semiserrata has been foimd suitable for beer-casks, but the 
difficulties of extraction have hitherto rendered its price 
prohibitive. Ougeinia dalbergioides has been foimd an ex- 
cellent wood for the same purpose in the Naini Tal Brewery^ 
the only objection to it being its weight. 

2. Matches. 

Wood for matches requires to be fairly soft and easily 
split ; it should ignite easily and bum with a flame, and when 
blown out it should not smoulder. Match-sticks are technic- 
ally called splints : they are manufactured by machinery 
in various ways, by means of (1) special grooved or perforated 
planes for planing out long strips of wood which are after- 
wards cut into shorter lengths for matches ; (2) a form of 
turning-lathe in which the wood revolves, sheets of wood 
the thickness of matches being planed off and afterwards 
cut mto strips for matches, — ^the wood requires to be previously 
softened in water; (3) a special cutting instrument which 
cuts off several splints at a time from small blocks of wood 



73 

previoufily steamed ; these splints are twice the length of the 
matches, and are cut into two after having had each end 
dipped in the igniting substance. 

In Europe the chief woods used for matches are aspen 
{Popultis tremula)f pines, and firs. In India various woods 
have been tried in the match factories which have been estab- 
lished at Calcutta, Ahmedabad (Bombay), Gimtur (Madras), 
near Bilaspur (Central Provinces), and elsewhere : the woods 
which have been foimd to answer best are ExccBcaria Agal- 
lochay Bombax malabaricum, ElcBocarpus robustus, Evodia 
fraxinifdia, Abies PmdroWf Junvperus recurvaj AiUmthus spp., 
Erythfina indica^ Alnus nepalensis^ Gmdina arboreaj Magnolia 
Campbelliiy Heptapleurum datuntf Sambucus javanica^ Symjdocos 
ihecefdia^ S. ramosissima, Sterculia wrefm. In the factory at 
Bilaspur BostoeUia serrata is used, but is reported not to be 
suitable for making good matches, being too hard and brittle, 
while it does not ignite well in damp weather : green wood is 
used, dry wood requiring to be boiled previous to use. Pinus 
longifolia is used by the Ranbhir Match Factory in Jammu 
State, though of coniferous woods Abiie Pindrow and Picea 
Morinda would probably be more suitable where they are 
plentiful. 

3. Lead Pencils. 

Wood for lead-pencils should be straight-grained and 
even-textured, easily cut, and free from Imots and other 
defects. The principal wood from which lead-pencils are 
made, — ^popularly known as cedar, — ^is a species of Juniper 
{Juniperus vvrginiojia)^ found in the United States and 
Canada. Among Indian woods Juniperus recurva is probably 
equal to this species, but is not available in sufficient quantity ; 
the qualities of other woods still await trial before their 
merits can be ascertained. 

4. Trenails a/nd Pegs. 

Treenails are large wooden pegs of different sizes up to 28 
inches long and 3 inches thick. The large sizes are used in 
ship building and are usually made of teak ; the smaller sizes 
are employed in joinery and cabinet-making in place of nails, 
while small pegs are used by shoemakers. Wood for these 
purposes should be straight-grained, and hard enough to 
resist being flattened out when hammered in. 

6. Shoulder-Poles, Spear Shafts, Bows, and Fishing- 

Rods. 
These are usually made from split wood, although 



bamboos are also largely employed, particularly for lisliing-rods 
and lance-shafts, the latter being made of straight solid 
bamboos cut in the second or third year of growth, or even 
later. For all these purposes the wood should be straight- 
grained, tough, and elastic. 

For shotdder-poles some of the principal woods used are 
Gretoia tUicefoliaf G. vestita, G. oppositifoliaf Anogeiasus 
latifoUaj Quercus dUatata^ Tooms hdccata, Diospyros Mekmoxy- 
loUj and various bamboos. 

Spear-shafts are made of Areca Catechu, Cocos mudfera. 
Acacia Catechu^ and other tough woods. 

Bows are made of Gtewia vestita, G. oppositifoHa, Acacia 
Catechu, Pentacme suavis, Taxus haccata, Areca Catechu, 
Gardnia spedosa, Lagerstrcsmia tomentosa, Parrotia Jacque- 
mmtiana, and several kinds of bamboos, arrows being made 
of various reeds and bamboos. 

Fishing-rods in India are made of Caryota urens and of 
several kinds of bamboos : there are certain other Indian woods 
which deserve a trial, such as Thespesia populnea, Grewia spp.. 
Acacia Catechu, Ha/rdwickia binata, Heritiera minor, and 
possibly Berrya Ammonilla. The Greunas are strong tough 
and elastic woods, but have the disadvantage of developing 
minute cracks during seasoning; the same applies to 
Anogeissus latifdia. 



Section X.— Wood used for Carving. 

Woods for carving may be divided into two classes, first, 
those employed for carving into models, domestic utensils, 
etc., where an even-grained easily cut wood which will not 
warp or split is required, and second, those employed for 
ornamental carving, where in addition to being even-grained 
and fairly close-textured the wood should be ornamental. 

In the first class may be included Gmdina a/rborea, Wightia 
gigantia, Givotia rottlerifonnis, Holarrhena antidysenterica, 
JEsoulus indica, BoBhmeria rugtdosa, Wrightia tinctoria, and 
W. tomentosa, while among the more ornamental carving woods 
are teak, DaJhergia Sissoo, D. latifolia, Chloroxylon Sunetenia, 
Juglans regia, Gedrda Toona, Pterocarpus dalbergioides, P. 
santalimLS, P. Ma/rsupium, Diospyros Ebenum, D. Melanoxylon, 
Santalum album, Pistada integerrima, Mortis serrata, Engdhardtia 
spicata, Mdiaindica, Artocarpus Chaplasha, A. ivUegrifdia, 
Ougdnia dalbergioides, Hardwickia binata, AJbizzia LMek, etc. 
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Section XI.— Wood used for Engraying. 

Engravers' wpod is used for preparing blocks for wood- 
cuts in printing; for this purpose the wood requires to be 
perfectly even-grained and so close in texture that it will not 
absorb inks and colours unevenly or too freely, while it should 
not be liable to warp or split, and should be so hard that the 
sharpest edges carved on it will not get destroyed by the 
pressure to which it is subjected in the press. Boxwood 
{BiixtM sempervirens) is superior to aU other woods for en- 
graving, though for rough wood-cuts other even-grained 
woods are suitable. Among possible substitutes for boxwood 
may be mentioned many of the RuimcecB {Randia spp., 
Gardenia spp., /ak>ra parvifloray Canthium spp., Wrightia 
tinctoria, W. tomentosa), and a few of the RutaoecB {Limonia 
acidissima, Murray a eocotica, and Atalantia monophylla). 

In parts of Bombay and Sind carved dies for stamping 
coloured patterns on cloth are made of Acacia arabica. 

Section XIL— Wood used for Turning. 

The variety of woods used for turning is considerable, 
the wood used depending on the purpose for which the turnery 
is required. For ornamental work the wood should be even- 
grained and capable of taking a good polish ; the woods used 
for ornamental carving, already enumerated, are also suitable 
for turning, while in addition may be mentioned Soymida 
fdmfuga, Cinnamomum glandtdiferum. Acacia Catechu^ Lagers- 
trcsmia Flos-ReginoBt Wrightia tomentosaj W. tinctoria^ dea 
ferrugineay Adina cordifdia, Schleichera trijuga, Tamarindus 
indica, Holarrhena antidysenterica, Dalbergia cuUrata, Mekm- 
orrhoBa imtataf Xylia ddabriformisy Cassia FistuUiy and Albizzia 
spp. 

For fine turnery, such as chess-men and draughts-men, 
boxwood and ebony is largely used, while for turning domestic 
utensils (milk- jars, etc.) some of the commoner woods employed 
are Gmdina arhorea^ Boehmeria rugulosa, Artocarpus integri- 
folia, Mscalus indica. Moras serrata, and Salix spp. 

Section XIII. — ^Wood used for Basket-Making. 

Baskets are most largely made from canes and bamboos, 
the latter being cut in the first year to ensure pliability; 
many dicotyledonous species are also employed, the chief 
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requisites being pliability (for which reason green stems should 
be used), toughness, and a fair degree of rigidity after drying. 
Twigs and coppice shoots are usually employed, some of the 
species commonly used being Vitex Negundo, V. trifcliaj 
Grewia opposttifoHa^ TUiacora racemosaf Hdicteres Isora, 
Tamarix dioica^ Dalbergia Sissoo, Parrotia Jac^iemontiana^ 
Putranjiva Roxburghii, Indigofera spp.. Moms alba, Nyctanthes 
ArhoT'tristis, and Salix spp. 

Section XIV. — ^Wood used for Packing-Cases. 

Wood used for packing-cases should be light, easily worked, 
and fairly soft, so that nails may be easily driven in without 
causing the wood to split, while the wood should contain no 
colouring matter or other substances likely to injure the 
contents of the box : for ordinary packing-cases the wood should 
also be reasonably cheap. In India there are large numbers of 
woods which answer this description, and yet the industry of 
making packing-cases, other than tea-chests and boxes for 
other special purposes, is not an extensive one, it being 
usually found more convenient to use old packing-cases of 
coniferous wood, usually known as deal, which have pre- 
viously contained goods brought out from Europe, and which 
are either made up afresh or used as they are. 

The tea-box industry is one which closely concerns India. 
In addition to the qualities mentioned above, wood for tea- 
boxes should not be liable to corrode the lead lining of the 
boxes ; this disadvantage is possessed by many green woods, 
notably Mangifera sylvatica, Erythrina spp., and Dvptero- 
carpus spp., and hence care should be taken to use only well- 
seasoned wood. Deodar wood is unsuitable for tea-chests 
owing to the powerful odour of its essential oil. Wood for 
tea-boxes is sawn into | inch boards technically termed shocks ; 
these vary in length and breadth according to the size of box 
required. There are many sizes of tea-boxes in use, the 
length usually varying from 20 to 27 inches, the breadth 
from 16 to 21 inches, and the depth from 13 to 20 inches in 
outside measurement ; a smaller-sized box of 16 inches cube, 
inside measurement , is also sometimes used. Japan com- 
petes, severely with India in the production of tea-boxes, 
large numbers of coniferous tea-shooks from Japan being 
annually imported into India. 

Among Lidian woods some of the chief species used for 
tea-boxes are Cedrda Toona, C. microcarpa, Ma/ngifera indioa. 
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BonAax makAaricum, Anihocephalus Cadamba, Duabcmga 
sonneratioideSy Cananum hengalense, Acrocarpus fraxinifdius, 
Tetramdes midifloray Acer CampbeUii, A. loBvigatum, Alstonia 
scholarisy Dipterocarjms turhinatus, D. pUosus^ Garuga pinnaia, 
Engdha/rdtia spicata^ Echinoca/rpus ddsycarpus, Nyssa 
sessilifioraf Shorea dssamica^ MdchUus edulis, Beilschmiedia 
RoTimrghiana^ BosweUia serrata, Pinus longifdia^ Abies 
Pindrow, Picea Morinda, AUnzzia stiptdata^ Pinu8 exceUa^ 
and others. In the case of many of the white soft woods, 
particularly Bombax malabaricumy the logs shotdd be sawn 
up green, or if this is impracticable they should be seasoned 
for a period extending up to 2 or 3 months, not longer, in 
water. After the shocks are sawn up they should be stacked 
in a dry place, with spaces between each shook, until well 
seasoned, the time taken for seasoning being from 2 to 5 
weeks ; owing to the danger of insect attacks and rot the 
shocks should be frequently examined, and should not be 
kept any longer than is absolutely necessary to season them, 
while in fine dry weather they should be stacked for a time 
on end outside to hasten seasoning. 

For opium chests mango, sdly and Adina cordifolia have 
been used, but the last named has not given satisfaction in 
Bengal, while sdl if not thoroughly seasoned damages the 
opium, in addition to which disadvantage it is now considered 
too expensive. 

For cigar-boxes the best woods are Cedrda Toona, Mdia 
Azedarach, and M. composita ; Adina cordifdia is also used, 
but is not so suitable. 

Sbction XV.— Wood used for Agricultural. , 

Purposes. 

In India agricultural implements are more largely made 
of wood than is the case in countries where agriculture is in 
a more advanced state ; in such countries iron or steel are 
almost entirely used for the manufacture of ploughs, harrows, 
and such implements. The more important wooden agri- 
cultural implements in India are ploughs, harrows, roUers, 
clod-crushers, forks for making hay and lifting thorny branches, 
water-scoops, eto. 

Ploughs, harrows, roUers, and such implements are made 
of various hard strong woods, such as Ddthergia Sissoo, 
Shorea rdyasta^ Anogeissua latifdia, Heritiera minor. Acacia 
Qatechu^ A. ardbica^ A. modesta^ A^ kucoj^hlosa^ S(Mw>herQ 



78 

m 

trvftiga, Ougeinia dalbergioideSy CMoroxylon Swieteniaj Xylia 
dokibriformisy Careya arborea^ Mdia indicay Diospyros imtanoxy- 
hfiy Quercua spp., Tectona grandis^ MdanorrhoBa usitata, Pterocar" 
fU8 Marsufium, Mesua ferrea. Cassia Fistula^ Zizyphus Jujuba, 
Ha/rdwichia binata, and many others, the haidest and toughest 
woods being used for ploughshares and harrow-teeth. . Water- 
scoops, for scooping water from one field to another, are made 
of some fairly light wood which will stand alternate wetting 
and drying, for example Bombax malabaricumy Terminalia 
belerica, etc. ; in Burma these are made of bamboo mat- work. 



Section XVI.— Wood-Pulp. 
1. General. 

Wood-pulp is a substance consisting of wood elements 
(fibres, etc.) separated out by various processes, and consists 
essentially of pure cellulose : wood-pulp affords material not 
only for the great bulk of the world's paper supply, but also 
for the manufacture of a large variety of articles, as it is a 
substance which can be made in varying degrees of consistency 
from a very deUcate fabric to a dense mass as hard as metal, 
while paper made from it varies in texture from fine filter-paper 
to imitation parchment ; it can be dyed any colour, and can be 
rendered fireproof and waterproof. Among other uses of wood- 
pulp besides paper manufacture may be mentioned picture- 
frames, plates, boards and planks of great strength, surgical 
bandages of high quality, roofing-material, artificial silk, thread 
for the weaving of cheap cloth, and the manufacture of nitro- 
cellulose explosives : solid wheels of railway carriages are some- 
times made of wood-pulp forced with great pressure into a 
skeleton frame of steel, the whole forming a rigid mass. 

Wood-pulp is termed mechanical or chemical pulp according 
to its metiiod of manufacture, of which the process will be 
described below. Chemical pulp is superior to mechanical 
pulp for paper-making: at present, however, even the best 
chemical pulp does not produce paper of so lasting a quality 
as that produced from a mixture of cotton and linen, but 
improvements in its manufacture are so steady and rapid 
that in course of time it is possible that the most durable 
paper may be made from wood-pulp. 

Paper on which ordinary newspapers are produced con- 
sists of a combination of 70 — 80 per cent, mechanical 
and 20 — 30 per cent, chemical wood-pulp. To exemplify 
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the enoimous consumption of wood-pulp it may be mentioned 
that one London daily paper has recently entered into 
a contract for the purchase of 10,000 tons of paper per annum ^ 
for three years. Only coarse qualities of paper are produced 
from mechanical pulp, while chemical pulp is used for 
better classes of paper, the highest qualities being indis- 
tinguishable from the most expensive rag paper except to the 
eye of an expert. Some of the principal pulp-producing 
countries are Sweden, Norway, Canada, the United States of 
America, Germany, and some other European countries ; Great 
Britain competes at a disadvantage with these owing to the 
scarcity of indigenous timber in large quantities and the cost 
of importing timber/ 

TKmber for wood-pulp should be soft, free from colouring 
matter, perfectly soimd, and with as few knots as possible. 
The species chiefly used in Europe and America are soft coni- 
ferous woods (pine and fir) and various species of PofuLuSy 
trees between 6 and 20 inches in diameter at the base being 
preferred. There are many Indian species suitable for wood- 
pulp manufacture, such as Picea Morinda^ Abies PindroWy 
Pinus excdsay P. hngifdiay and many broad-leaved species. 
GU)od paper-stock has been prepared with bamboos, young 
culms being used for the purpose, and investigations are at 
present being made with a view to utilising the large quantities 
of bamboos in the Burma forests for this purpose. In 
establishiag a wood-pulp factory a plentiful supply of clean 
water is an essential condition of success, as weU as a sufficiency 
of timber of the proper kind : in the case of chemical pulp the 
necessary supply of the required chemical at reasonable rates is 
also a matter for consideration. 

2. Mechmical Wood-Pulp. 

To prepare mechanical wood-pulp the wood is first cut into 
billets from 1 to 2 feet in length and completely barked by a 
barking machine consisting of rapidly revolving knives ; aU the 
bark should be removed, otherwise the pulp will contain dark 
spots. After barking, all knots are cut out and the billets are 
split in order to remove any unsound pieces: the pieces of 
wood are then fed into receptacles knowd as " pockets," in which 
they are pressed by hydraulic pressure against rapidly revolv- 
ing sandstone rollers, whereby the wood becomes ground down, 
the separation of the fibres being facilitated by a copious 
9tream of clean water. During the gnnding process the grain 
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of the wood is kept parallel to the surface of the grindstone. 
The disintegrated fibres are carried away by the water and 
passed through a series of sieves in order to separate out the 
coarser particles, which are usually ground over again. The 
pulp is then partially or completely dried, and is ready for the 
market. 

Sometimes the wood is specially treated before grinding, 
various methods haSring been employed from time to time. 
The grinding is greatly facihtated by first immersing the wood 
for 10 to 24 hours in a bath of boiling hot water with lime, 
soda-ash, or other equivalent chemical agent in solution; 
this lessens the adhesion of the fibres and toughens the fibres 
themselves. A large number of inventions for cutting and 
grinding the wood have been patented. 

3. Chemical Wood-Pulp. 

Chemical wood-pulp is prepared by subjecting the wood to 
the action of a solvent chemical wMch dissolves out all the 
substances contained in the wood except the cellulose, which 
remains to form the wood-pulp. Various chemicals have been 
tried, but there are three chief methods of manufacture which 
may be said to have proved commercially successful : these are 
(1) the sulphite process, (2) the caustic soda process, (3) the 
sulphate of soda process. The initial stages in the manufacture 
of chemical pulp are similar to those already described for 
mechanical pulp, that is, the wood is cut into billets, and bark, 
knots, and unsound parts removed ; the billets are then cut 
up by machinery into small pieces about 2| inches in 
thickness. The further process is then as follows : — 

(1) The SuLpraTB Pbooess. "^ 

The chips of wood are placed in digesters containing a 
solution of bi-sulphite of Ume or magnesia for a period varying 
from 8 hours to 3 days at a temperature between 115° and 120° 
C. and under a pressure of about 7 atmospheres. When digestion 
is complete the pulp is washed with hot water, passed through 
screens to separate out coarse particles, collected into sheets, 
and packed into bales for export after drying. If bleached pulp 
is required the mass is treated with bleaching-powder after 
digestion. As the sulphite liquor corrodes iron rapidly, and also 
acts on lead if the digesters have lead linings, brick linings are 
i;low u^edi and h^ve been found successful. 
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(2) The Caustic Soda Process. 

The chips of wood are boiled for 8 to 10 hours in a solution 
of caustic soda under a pressure of about 10 atmospheres; 
caustic soda is expensive, but about 85 per cent, of the soda 
used can be recovered and used over again. The pulp pro- 
duced is greyish brown in colour, and darker than sulphite pulp, 
but it is usually easier to bleach. 

(3) The Sulphate op Soda Process. 

This consists in treating the wood chips with a solution of 
sulphate of soda in iron digesters. This process is cheaper 
than the caustic soda process, the chemical employed being 
considerably cheaper. Some of the soda can be recovered and 
used over again, but during the process of recovery sulphuretted 
hydrogen is given off, and as the odour of this gas is highly 
offensive care has to be taken regarding the locality in which a 
sulphite-pulp factory is to be worked. 

Sawdust has been tried for the manufacture of chemical 
wood-pulp, but hitherto without success, owing to the difl&culty 
of getting the solvent liquor to circulate readily through it. 

Section XVII. — Miscellaneous uses op wood, 

1. Shingles. 

Wooden shingles for roofing purposes consist of flat rect- 
angular pieces of wood, varying in dimensions, which are 
nailed to the framework of the roof in such a manner that 
they overlap and form a watertight roof covering. In Europe 
and in parts of India shingles are usually made of split wood 
of straight grain, but the greater proportion of the shingles 
used throughout the Indian Empire are sawn and not split. 
Large numbers of sawn teak shingles are used annually in 
Burma, where the greater proportion of the better class of 
houses have shingle roofs ; the commonest size is IS'' X 5^ X J" 
tapering to J'^. Shingles of Xylia dolabriformis are also 
occasionally used. In Assam split shingles of Evodia mdicB- 
folia, a wood which splits very easily, are made of dimen- 
sions 18''X16^X1^ In Bengal the chief woods used are 
Castanopsis tribuloides, C. Hystrix, Quercus lamellosay Q. fenes- 
trataj Q. pachyphyUa, Q. iancecefoliay Q. lineata, Machilus 
odoratissimay Ganarium sikkimense. In Madras Adina cordifolia 
is employed, while in the Andamans Pterocarptts dalbergioides 
1771 1. G. V Q 
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(Padauk) and LagerstroBfnia hyycleuoaj are used, the latter 
being steeped in a mixture of earth-oil and gurjan oil 
Tn the North- West Himalayas shingles are made of coniferous 
woods, chiefly deodar, Pinus hngifdia^ P. excelsa^ Abies 
Pindrow, and Picea Morinda. In Ceylon Go/rdnia 
echinocarpa is largely us3d. 

2. Gun-Stocks. 

Wood for gun-stocks should be hard, close-grained, light, 
not liable to split or warp, quite free from knots and other 
defects, and perfectly sound ; it should be well seasoned before 
use. Wood impregnated with or damaged by salt water 
is useless, as it corrodes the steel or iron with which it comes 
in contact. The best wood for gun-stocks is Jughms regia^ 
which requires three years to thoroughly season. Other woods 
are also used, some of which have the disadvantage of being 
too heavy : among the woods employed are Datbergia latifdiaj 
Mesua ferreaj Mimusops littoralis^ Thespesia popvlnea^ DtZ- 
lenia indica, Cordia Myxa^ Tectona grandiSy and Psidium 
Ouava. 

3. Walking-sticks. 

Walking-sticks are made from a large variety of woods, 
some on account of their ornamental appearance and some 
owing to their straightness and toughness; the latter include 
the sticks used for hill-cUmbing, which are made of Coton- 
easier baciUariSf Prinsepia lUilis, Prunus Puddum, Pyrus 
Pashia, Cratcegus Oxyacantha, C. crenulata, Parrotia Jacque- 
montiana, CeUis australis, Olea ferruginea, and many other 
species. Large numbers of canes and bamboos are employed, 
the best known among the former in India being Calamus 
viminalis, C. aoanthospathuSf and C. latif alius ; several palms 
also furnish good and ornamental walking-sticks, for example 
the so-called **Porcupiie wood,'* which is the wood of 
the cocoanut palm. Among dicotyledonous woods which are 
not essentially hill species may be mentioned Diospyros 
Ebenum^ D. Kurzii (Andamans ** Marble- wood "). Pterooarpus 
ddtbergioides (Andamans padauk), Albizzia Lebbeky Murraya 
exotioay DaJhergia Oliveri, D. cuUratay Oreuna populifdia, and 

many others. 

4. Tod-Handles. 

Axe-handles are made of some hard tough straight-grained 
wood^ among the species oommonly used being Anogeissus 
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latifoUa^ Oretoia spp., Quercus spp., Ougeinia doBbergtoides^ 
(Hea ferruginea, Cotoneaster hactUaris, Myrsine semiserrata, 
Tamarindus indicay Zizyfhus Jujvba, CTdoroxylon Swieteniay 
DaJbergia cfuUrataj and Dend/rocalamus strictus. 

For handles of chisels and similar tools some hard tough 
wood is required, which will stand repeated blows without 
splitting or becoming flattened out, for example Acacia 
GatechUf A. a/rabica^ Mesua ferrea^ Xylia dc^dbriformis, 
Chloroxylon Swieteniay Schleichera trvjuga^ Tamarindus 
indioay Mimusops hexandra^ and many other species. 

6. Musical Instruments. 

For the sounding-boards, or belUes, of stringed instruments 
wood of regular structure is necessary, and it should be without 
any knots or other flaws which will injure the tone. The 
bellies of violins are made of very slow-grown coniferous 
wood, the sides being made of maple {Acer spp.). In India 
^ ^ sitars ' ' and similar instruments are made of teak, Ced/rda 
Toona^ Juglans regia, Sterculia urens^ Gmdina arborea. Moras 
spp., and other woods, while Burmese harps are made of 
Pterocarpus macrocarjms. Bamboos are also employed in 
the construction of certain instruments. For drums and 
tom-toms Gmdina arhorea^ Pterocarpus Marsupium, Odina 
Wodietj Garuga pinnata^ Bomhax malabaricum^ Artocarpus 
integri folia, Adina cordifolia, Attyizzia stipulata, Mdia indica, 
Trewia nudiflora, Sapium insigne, and Bassia latifdia are used. 

6. Combs. 

The manufacture of wooden combs forms an important 
industry in several parts of India ; the wood used should be 
fine and even grained, of close structure, and free from defects. 
The chief woods employed are Adina cordifolia, Stephegyne 
parvifoHa, Gardenia spp., 8chrd>era swietenioideSy Olea ferru- 
ginea, Carissa Cwrandas, C. spinarum, Butms sempervirenSy 
Holarrhena antidysenterica, Gmdina a/rhorea, Diospyros 
tomentosa, D. Mdanoxylon, D. Chloroxylon, JEgle Marmdos, 
Holoptdea {Ulmus) irUegrifclia, Pterocarpus Ma/tsupiumy 
EUsodend/ron Roxburghi% Wrightia tinctoria, DalheTgia lati- 
folia, Pyrus Pashia, Ixora parvifloray Casearia lomentosa, 
and Cratasva rdigiosa. 

7. Various Articles. 

Tent-pegs require a hard tough wood which will not split 

o2 
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or become flattened out when hammered, for example Acdda 
Catechu, Xylia dolabriformisj ScJUeichera trijuga, Zizyphus 
Jujvha, Ougeinia dalhergioideSy Anogeissus laiifolia. Acacia 
arabica, DMergia SissoOf and many others. 

Saddle-trees are extensively made of Zizyphus Jujuba. 

Mathematical instruments^ such as scales and foot-rules, 
are usually made of boxwood, while for wooden set-squares 
and T-squares pear-wood {Pyrus communis) is largely used 
in Europe, although many even-grained Indian woods, such 
as those used for comb-making, would also be suitable. 

Tobacco-pipes and hookahs are made of Pyrus Pashia, 
Mesua ferrea, Dalbergia Sissoo, Phyllanthus emblica, Rhus 
punjabensis, Juglans regia, and bamboos. The * ' briar ' ' 
pipes of Europe are made of Erica arhorea. 

Toys and similar articles are usually made of wood which 
is easily cut and worked, such as Gmdirui arhorea, BosweUia 
serrata, Adina cordifolia, Holarrhena antidysenterica, Cedrda 
Toona, etc. 



Section XVIII. — Utilization op Sawdust and other 

Waste Wood. 

Sawdust and other waste wood, that is, small pieces cut 
off during conversion, may be utilized in a variety of ways. 
A substance known as ' * Xylolith ' ' is made of sawdust 
cemented together into a very firm material; it is used for 
decorative purposes, flooring, panelling, etc. As a packing 
material sawdust is well known ; for this purpose it should 
be dry and free from dust. As litter sawdust is better than 
leaves or pine needles, as it absorbs liquid more readily and 
is clean and healthy; the manure obtained from sawdust 
litter is also good, as the sawdust rots quickly. Sawdust 
may be also used iEor mixing with clay to form light porous 
bricks, or with mortar to increase its porosity. Sawdust 
is used in the manufacture of explosives and of dyeing 
material, while treated with various chemical reagents it is 
used for the production of cellulose, vinegar, alcohol, sugar, gum, 
and oxalic acid. 

Wood-wool is the name given to fine strips of wood shaved 
off waste pieces or other pieces of wood by special planing 
machinery ; these fine shavings are of various degrees of 
fineness, and are light, clean, and elastic, being used ^or 
packing, stuffing mattresses, surgical dressings, and many 
other purposes. 
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f 

Section I.— Firewood and Charcoal used fob Heating 

AND Lighting Purposes. 

Firewood plays a more important part in India than it does 
in many other countries where coal is more largely consumed. 
The value of woods as fuel is a subject which has abeady been 
dealt with on pages 42 and 43. It may be remarked generally 
that where wood is plentiful, and many different species are to be 
found, good fuel woods are almost certain to be obtainable. In 
arid regions, however, where tree-growth is scanty, the pres- 
ence of at least one good fuel wood in quantity is a matter of 
importance : thus in the dry parts of the Punjab and elsewhere 
the wood of Prosopis sjndgera^ which is a good fuel, is largely 
used for locomotives and steamers, and is a valuable commodity 
in a region where tree-growth of any kind is scarce. For lighting 
purposes various forms of " torch- wood " are in use, for example 
pieces of the resinous wood from the stumps of deodar and pines, 
dry bamboos, etc. 

Charcoaly the manufacture of which will be described 
in Part IV, is a substance obtained by burning wood in a closed 
place out of contact with the air ; owing to its intense, steady, 
and prolonged heat, and the absence of smoke, it is superior to 
ordinary wood for many purposes, such as ore-smelting, black- 
smiths' and other metal-workers' forges, cooking, machinery, 
etc. Specially fine charcoal for gunpowder is made from 
Calotropis gigantea^ HamUtonia suaveclenSj CdebrooTda oppositi' 
foUa^ Trema orientalis, Seshania cegyptiacaf Cornua macrophyUa, 
Adhatoda Vasicay Salix tetraspermay Mimosa rubicaidiSf Cajanua 
indicuSy Butea frondosa. Daphne oleoidesy and certain plants 
which are not of forest importance, such as stalks of cotton 
and other plants. 

For lime-burning and iron-smelting charcoal from Boswellia 
serrata is used in the Central Provinces, while for iron-smelting 
in the North- West Himalayas Picea Morinda, Abies PindroWj 
and Pinus excdsa are employed. Goldsmiths use charcoal made 
from Rhtis mysorensiSy Cassia Fisttda^ Tectona grandiSy Bassia 
latifdiay Acacia Catechuy and other species, as well as bamboo 
charcoal. Some of the best charcoal woods for general purposes 
are the following : — Acacia CatechUy A. araincay A. modestay 
AUnzzia proceray Anogeissus laiifoliay Lagerstroemia parvi flora, 
Terminalia tomentosay T. Oliveriy Zizyphus Jujubay ScJdeichera 
trijiiga, DiUenia indicay D. pentagyna, Dalbergia Sissoo, Quercus 
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;« Bdssia latifdia^ Mdanorrhcda 



imtata^ Difteroca/rpus ti/beraulatitSf Ma/ngifera indica, and 
Tamarix oHiculata. Probably the best charcoal wood for 
blacksmiths and brass-founders is Acaoia Catechu. 

Section II. — ^Woods used for Products op 

Distillation. 

When wood is subjected to the process of dry distillation, 
that is, heated in a closed retort in such a way that the products 
of decomposition are collected, two primary products are ob- 
tained, viz.f charcoal, consisting of carbon and the incombustible 
inorganic constituents of the wood, and pyroligneous add, from 
which several important commercial products are obtained by 
further distillation or treatment with various chemicals. Among 
the more important products derived from pyroligneous acid 
are acetic acid, alcohol, chloroform, iodoform, methylene (used 
in making varnish), formalin, creosote, pitch and tar, besides 
many other substances. The manufacture of these products 
has not hitherto received the attention it deserves in India, 
but as time goes on it is hoped that a development of this 
industry will lead to the profitable utilization of many Indian 
woods which are at present of little or no value, while it should 
have a great bearing on the industrial progress of the country. 
Certain minor industries of local importance, such as l^e 
manufacture of wood-tar and wood-oil, are described in Part 
IV. 
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CHAPTER III. 

FELLING AND CONVERSION OF WOOD. 

In this chapter we shall deal with the various methods of 
felling and converting wood, whether for the market or for any 
other useful purpose. In carrying out the work of felling and 
conversion our primary considerations should be to follow as 
far as possible methods which will do least harm to the forest 
and which will produce the largest quantity of such useful 
produce as there may be a demand for. 

The subject of this chapter will be considered under the 
foUowing heads: — 

1. Implements used for felling and conversion. 

2. Season for felling. 

3. General rules of economic felling. 

4. Methods of felling. 

5. Extraction of stumps. 

6. Rough conversion of wood. 

7. Clearing of the coupe. 

8. Conversion of timber. 

9. Stacking of timber and firewood. 

Sbotion I. — Implements used fob Felling and 

Conversion. 

1. The BiUhooh. 

Billhooks are hewing implements differing greatly in form, 
but generally resembling a large knife or chopper. They are 

Earticularly useful for cutting brushwood, small poles and 
amboos, trimming branches, preparing small billets of fuel, 
and similar purposes for which an ordinary axe would be too 
unwieldy. Various types and modifications of billhooks, as well 
as of similar implements used throughout India, are figured on 
plate III : these vary in weight from about 1 lb. to as much 
as 8 lbs., though most commonly they weigh from 2 to 4 lbs. 
Many jungle tribes use light axes where others use some form 
of billhook; to the latter class of implement belong the 
Nepalese hahn^ the da of the Burman, the dao of Assam 
ana Bengal, the hakka of Central India, and various 
other implements, many of which have curved blades like 
sickles. 
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The Axe. 

The chief purposes for which axes are used are (1) felling, 
(2) trimming, (3) splitting, (4) grubbing: for each of these 
purposes a different type of axe is used, though most felling 
axes can, if necessary, be used for all purposes. A typical 
axe consists of a metal head and a wooden handle; the 
former is usually made of iron with a steel edge welded on, 
or, more seldom, entirely of steel ; the handle is fitted to the 
axe-head through a hole (eye) in the latter. The portion 
of the axe-head in front of the eye is known as the Uade^ 
and that behind and on either side of the eye as the hack of 
the axe. 

(1) The Felling Axe. 

The feUing axe is the most important implement of the 
woodcutter, as it can be used not only for felling, but also 
for trimming, spUtting, grubbing up roots, and other purposes. 

SJiape and weight of aooe-head. — The characteristics of a 
good axe are that its blade should be sharp and of the 
proper temper, neither too soft, in which case it would bend, 
nor too brittle, . causing it to break. The edge of the blade 
should be slightly curved, as a straight-edged blade is liable 
to have its corners broken off, while it does not penetrate 
into the wood so well as a blade with, a rounded edge, the 
centre of which meets the wood first. The blade itself should 
taper in the form of a narrow wedge, the sides being often 
made slightly convex to reduce friction : where the head 
is furnished with a round eye, and the back of the axe has 
in consequence to be rather broad, a tapering blade is obtained 
by giving it a concave form in front of the eye (vide plate 
IV, figs. 6, 8, 23, 27, etc.). In a good felling axe the weight 
of the head should be accumulated just in front of the eye ; this 
gives it the best possible balance for deliveriug an effective 
stroke. 

The weight of the axe-head depends, apart from the 
strength of the woodcutter who uses it, on the hardness of the 
wood to be cut. For hard woods a lighter and thinner-bladed 
axe is required than for heavy woods, because for the latter 
extra weight is necessary in order to crush through the 
yielding fibres, whereas in a hard wood the fibres cannot give 
so much in front of the axe, and are cut through in consequence. 
The weight of ordinary felling axe-heads varies from Ij to 
4 lbs., but in some localities the latter weight is exceeded, 
while for small poles light lopping axes under 1^ lbs. may be 



employed. On no account should an axe be heavier than is 
absolutely necessary, as the heavier the axe the sooner does 
the woodman become fatigued, and the less will be the amount 
of work done. 

Form of eye. — The eye may be circular or oval, or more 
rarely square. An oval eye is the common type in European 
and American axes ; its great advantages are that the handle 
cannot slip round in the eye, and that a thinner head and 
therefore more evenly tapering blade can be produced : on 
the other hand it is apt to fly off, as the handle can be fixed 
in only from below, and is tightened by means of wedges 
driven in from above. In India the eye is almost always 
round ; types of Indian axes with square or oval eyes are, how- 
ever, shown on plate IV, figs. 2 and 25. The advantage of a 
circular eye is that it is easily made and easily fitted with a 
handle ; the handle is, however, apt to slip round in a circular 
eye. 

The handle. — The shape of the handle varies with that 
of the eye. In Jndia straight round handles are the rule, 
these being fitted into the usual circular eye. Where oval 
eyes are used the handle requires to be fitted to the shape of 
the eye, and is usually given a suitable shape, so that a firm 
grip can be obtained and a true aim delivered ; such a handle 
is shown in plate IV, fig. 1, which represents a useful 
type of American axe. To those not accustomed to use them 
American axes are not so effectively wielded as ordinary local 
axes, though they are essentially better implements in the 
hands of a woodman accustomed to use them than the 
majority of the country axes used. In the hands of an 
unskilful workman the handle of an American axe is liable to 
break near the eye, as it is thin at that point. The great 
advantage of a round straight handle is that it can be 
replaced without difficulty in the forest, by cutting a solid 
bamboo or straight stick of tough wood. Where American 
or other axes with specially shaped handles are used a supply 
of spare handles should be ready in case of breakages. 

Axe-handles vary in length from slightly under 2 feet 
to slightly over 3 feet, a convenient average length being 
2^ feet. A list of the chief woods used for axe-handles is 
given on pages 82 and 83. 

Several different types of Indian felling axes are figured 
on plate IV. Among peculiar types of axes shown on this 
plate may be mentioned the Malabar axe (fig. 21), a some- 
what similar axe used in Travancore (fig. 35), the ihari vachi 
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of Madras (fig. 26), and the hun (fig. 20) and hyettaung (fig, 
19) of Burma. 

The Malabar axe consists of a wedge-shaped head fitting 
into a hole in the handle, which is strengthened by two iron 
rings, one above and one below the hole. The axe shown 
in fig. 35, and used in Travancore, is somewhat similar, except 
that the head is held in position by a pin at the back. The 
thari vachi is of a similar type, except that the back of the 
head, which passes through a hole in the handle, is in the form 
of a bolt, a nut being screwed on behind ; the head can be fixed 
at any angle, and the implement can be used as an adze. The 
Burmese kun is an axe with a head made of hard wood, on the 
front of which a steel- tipped blade fits Uke a cap ; this blade can 
be turned round at any angle, adding to the effectiveness of 
the implement, which is wielded with great dexterity ^ by the 
jungle people of Upper Burma, where it is used. The kyet- 
taung (^^fowPs feather") has an iron conical head about 9 
or 10 inches long, the point of which is flattened out to a 
chisel-shaped blade with a cutting edge of about 2 inches. 
This iron head is fastened to a speciaUy prepaxed curved 
handle consisting of a branch and a piece of the stem from 
which the branch grew ; the stem-piece is slightly hollowed out 
to receive the iron head, which is firmly bound to it by strips 
of cane. The blade of this axe can be adjusted to any angle. 

For cutting bamboos, brushwood, small coppice shoots, 
and for lopping and similar purposes, special light axes are 
used. These axes, which average about 1 lb. in weighty but 
may be as light as ^ lb., vary greatly in form, and among 
many jungle tribes take the place of billhooks, their uses being 
similar. Various types of these light axes are figured on 
plate V, figs. 12 to 24. 

(2) The Trimmino Axe. 

The trimming axe is used for cutting ofE the branches of 
fallen trees and for rough-squaring timber. For the former 
purpose a felling axe is sufficient, but for rough-squaring a 
specially heavy axe is necessary, those used in the North- 
West Himalayas being as much as 10 lbs. or more in weight. 
Types of heavy trimming axes are shown on plate V, figs. 1 
to 6. For rough-squaring these broad-bladed heavy axes are 
usually allowed, to swing vertically, doing the necessary work 
of trimming the log by their own momentum alone : for this 
purpose they are furnished with specially long handles, the 
length of which varies from 3^ to 4j^ feet. 
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(3) THsSpurnNQ Axb. 

This axe is intended for splitting wood longitudinally, 
being used chiefly for splitting thick billets of fuel into con- 
venient sizes. A splitting axe need not be very sharp, but 
should be heavy, some axes beiag as much as 8 lbs. in weight : 
the principal weight should be distributed round the eye and 
on the back, in order to give the axe driving power, while the 
blade should taper in the form of a wedge, though a slightly 
convex blade is also suitable. Several types of splitting axe are 
shown on plate V, figs. 6 to 11. 

(4) The Orubbinq Axb. 

The grubbing axe is intended for digging round and cutting 
through the roots of trees and stumps. Its characteristic 
feature is a long narrow slightly curved blade, the length of which 
is about 12 inches, the cutting edge being 2 to 4 inches broad. 
In actual practice any old felling axe serves the purpose of a 
grubbing axe. 

3. The Saw. 

The great advantage of the saw over the axe in felling 
and conversion is that it causes much less waste of wood. 
Saws were formerly made of iron, but all the best saws are 
now made of steel. The saw, which consists of a blade, toothed 
at one edge, is employed both for cross-cutting, that is, cutting 
across the grain, and ripping, or cutting with the grain. 

The following are some of the chief terms used in connection 
with the saw, for an explanation of which the reader is referred 
to plate YI, fig. 1. 

The face of the tooth (A B ) is that edge of the tooth which 
faces the direction of cutting. 
■ The back of the tooth is the opposite edge (A C). 

The space is the distance from point to point of two adja- 
cent teeth (A D). 

The gfdlet is the entire opening between two adjacent 
teeth (A C D).. 

The pitch of a tooth is the angle between the face of a 
tooth and the line passing through the points of the teeth 
(angle C D A). 

The set of the teeth is the extent to which the teeth are 
bent to either side of the plane of the blade. 

The gauge is the thickness of the saw blade. 

The kerf is the width of the cut made by the saw ; it varies 
with the extent of the set. 
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Adion of the saw .^- The teeth of a saw act with a combined 
cutting and tearing action, the latter taking place more in 
soft woods than in hard woods, as the looser fibres of soft woods 
can be more readily, torn asunder ; for this reason more sawdust 
is produced in the sawing of soft woods than of hard woods. 

Shape of the teeth. — The sawdust produced in sawing 
occupies on an average about six times the space occupied 
by the wood from which it is produced ; thus unless the gullets 
are made sufl&ciently large there will not be sufl&cient room 
for aU the sawdust to lodge between the teeth until each 
stroke of the saw is finished, in which case the saw will be 
prevented from cutting. Types of saws with enlarged gullets 
are shown on plate VI, figs. 2 to 5. Some of the most 
effective saws are the M- tooth saws of different kinds (plate VI, 
figs. 6 and 7) ; these are specially designed to afford the 
largest possible amount of gullet-space between the teeth, 
in comparison to the number of teeth in a given length. 
Another plan is to have a tooth cut off or shortened at 
intervals ; this is an old-fashioned method not adopted in 
modern saws. 

For saws which cut both ways the teeth should be sym- 
metrical, as in plate VI, figs. 4 and 5 ; for those which 
cut only one way the teeth are not symmetrical, the cutting 
face being at right angles, or nearly so, to the line joining the 
points of the teeth. 

Sharpening saws. — To render the cutting action of the 
saw more efficient the faces of the teeth should be filed to a sharp 
edge like a knife. For saws which cut only in one direction 
the cutting faces of the teeth should be filed alternately on 
one side and on the other ; this is shown on plate VI, figs. 2 
and 3. In the case of saws which cut in both directions both 
faces of the teeth are filed, the teeth being filed alternately 
on one side and on the other, as shown on plate VI, figs. 
4 and 6. The filing is done with a triangular or flat file, and 
care should be taken that it is evenly done on all teeth, other- 
wise the line of the teeth will become uneven and the saw 
will loose much of its cutting power, while the projecting 
teeth will be liable to break. To ensure the line of the teeth 
being kept even after repeated filing special perforated saw- 
blades have been devised. Fig. 8 of plate VI shows how 
this is effected. Saws used in saw-mills can be sharpened 
rapidly by means of a special machine in which an emery wheel 
is brought in contact with each tooth in turn. 

Setting. — By setting is understood the bending of the 
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teeth of a saw alternately to one side and the other {vide 
plate VI, fig. 9). If the kerf of a saw were of the same 
breadth as the thickness of the blade the saw would stick 
fast and refuse to move ; hence the necessity for setting, in 
order to increase the kerf. A wider set is necessary for soft 
woods than for hard woods, while long saws require a wider 
set than short ones. The set should never be more than double 
the thickness of the blade at the base of the teeth. Forest 
saws are commonly set by saw-sets, such as are shown on 
plate VI, figs. 11 and 12, but an ordinary saw-set of this 
form is very apt to make the setting uneven. If properly 
carried out, setting can be well done by giving the teeth a smart 
blow with a hammer, the correct set being obtained by placing 
the saw on a flat iron plate with its edge bevelled to the proper 
angle. Special setting implements resembling pliers are also 
in use. In America saws have been invented with perma- 
nently set teeth, the thickness of the teeth being greater than 
that of the blade. If all the teeth are not set equally the 
projecting teeth are apt to get worn down quickly or to 
break, while the sawn surface of the wood is disfigured by 
scratches. A well-set saw is figured on plate VI, fig. 9, and a 
badly set saw on plate VI, fig. 10. 

Forms and shapes of saws. — Saws are known as two- 
handed or one-handed saws according to whether they are 
worked by two men or by one man. The former are the 
most important for forest purposes, being used for felling, 
cross-cutting into logs, and ripping into planks, sleepers, 
or other classes of converted material. One-handed saws 
are used by carpenters, and also for cutting firewood and 
other small material into short pieces. A number of diflPer- 
ent types of saws are shown on plate VII. Two-handed 
cross-cut saws should preferably have a convex cutting-edge, 
as shown in fig. 1. This facilitates sawing, in allowing 
for the swing of the arms, while in cross-cutting logs lying 
on the ground it is particularly advantageous, in that the 
log can be cut through without having to bring the cutting 
edge, as well as the workmen's hands, in contact with the 
ground, as is liable to be done with a straight-edged saw ; 
with a convex cutting edge there is also more room for the saw- 
dust, as the cut itself is straight while the saw is curved {vide 
fig. 2). 

Other advantages of a curved saw are that there is most 
weight^in the centre, where it is most required, and that the 
blade is broadest where it is most liable to wear down, there 
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saw, on the other hand, is more easy to work, and is preferable 
to a curved saw in the hands of unskilful workmen. For 
forest purposes the most suitable length for this type of cross- 
cut saw is 4^ to 6 feet, the breadth of blade being 8| inches 
in the centre, not including the teeth, and the weight about 
5 J lbs. Larger cross-cut saws of a similar type, from 6 J to 7 
feet in length, are occasionally used. 

. Figs. 3 to 7 (plate VII) give various patterns of Indian 
two-handed saws. The pit-saw (fig. 3), from 5^ to 7 feet 
in length, is much used for conversion into planks. Two 
common types of Indian curved saws are the Delhi saw 
(fig. 4) and the Maratha saw (fig. 6) ; the weight of these 
is ordinarily 4 to 5 lbs., though heavier saws of similar type 
are used : they are used for cross-cutting as well as for longi- 
tudinal cutting. Fig. 6 shows a frame-saw used for longi- 
tudinal sawing ; these saws, which are of various sizes, consist 
of a comparatively narrow blade kept rigid by means of a 
wooden frame. Fig. 7 shows a cross-cut frame-saw. A 
common t3^e of Indian one-hand saw is that shown in 
fig. 8, while fig. 9 represents the European type of one-hand 
saw. 

The length of a saw varies according to the purpose for 
which it is used. With long saws there is more risk of buckling, 
that is, sticking in the wood and bending, than in the case of 
short saws. If a saw is too short, however, it is very tiring 
to work with, as is a saw which is too Ught. The blade of 
a saw should be thickest at the cutting edge, tapering 
gradually to the back. The breadth of the blade should be 
sufficient to give it the necessary rigidity : the blades of frame- 
saws can be made considerably narrower than those of other 
saws. 

Requisites of a good saw. — The blade should be stiff and 
elastic, springing back to its original shape if bent ; it should 
be as thin and as narrow as possible provided it is sufficiently 
stiff. The saw should bend regularly at all points, and not 
more in one place than in another. The sides of the blade 
should be smooth and perfectly even : this can be ascertained 
by examining it in various lights. The blade when struck 
should give a clear ringing sound. To test the temper of the 
steel one tooth should be sharply struck on one side with a 
hammer ; if it bends too easily the metal is too soft, while if 
the tooth breaks it is too brittle. The saw should be well 
balanced, and the handle should be firmly fixed to the blade. 
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4. The Adze. 

This implement is mucli employed in India for trimming 
and squaring timber, hollowing out boats, and dressing the 
stools of coppice felhngs. The adze in general shape some- 
what resembles the axe, except that the cutting edge is at 
right angles to the handle instead of in the same plane with it. 
Adzes ordinarily vary in weight from about Ij to 6 lbs. or more, 
and the length of the handle is 1^ to 4 feet. Types of adzes 
are shown on plate V, figs. 26 to 29. 

6. The Wedge. 

Wedges are employed for splitting logs or fuel billets, and 
for assisting in the felling of trees and the longitudinal sawing 
of timber. Wedges are made either entirely of iron or of wood, 
or partly of iron and partly of wood. Some forms of wedges 
are figured on plate V, figs. 30 to 33. Iron wedges have 
either flat sides or sides with serrate grooves to prevent the 
wedge from sUpping out, which a smooth iron wedge is apt 
to do (see fig. 31). Wooden wedges are made of hard tough 
wood, and are sometimes strengthened by an iron band round 
the top (fig. 32). A serviceable form of wedge, the lower 
part of which is made of iron and the upper part of wood 
strengthened round the top by an iron ring, is shown in 
fie. 33. Iron wedges are driven in with a heavy wooden mallet, 
while wooden widges are commonly driven in with the flat 
back of an axe. 

6. Imjilements for Directing the Fall of Trees and Extracting 

Stumps. 

There are various implements and devices for directing 
the fall of trees, particularly when they are felled by cutting 
through the roots, and for extracting stumps. The chief of 
these are the following : — 

The forest deml (plate VIII, fig. 1). — This is a powerful 
instrument used for extracting stumps and pulling over trees 
whose « roots have been cut through. It consists of a strong 
wooden handle, to which a long chain. A, and two short chains, 
B and C, are attached, the ends of the short chains terminating 
in hooks. A separate long chain, D, is attached to the stump to 
be extracted or the tree to be pulled over, and the end of the 
long chain A is attached to a fixed object such as a standing 
tree or a stump. The handle is then moved to and fro, the 
chains B and being hooked alternately into chain D; the 
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whole system of chains thus becomes more and more tightened 
until the stump is pulled out of the ground, or the tree is 
pulled over, as the case may be. 

The thrust-pole (plate VIII, figs. 2 and 3). — This implement 
is used for pushing over trees whose roots have been partly cut 
through. It consists of a long wooden pole, the lower end of 
which rests on a serrate board fixed firmly on the ground by 
means of a peg : at the upper end of the pole is a spike which 
is pushed into the tree. The pole is pushed forward along the 
board by means of a couple of levers working on an iron cross- 
bar near the base of the pole, the tree being thus gradually 
pushed over in the required direction. 

The hook-lever (plate VIII, fig. 4). — This is a strong wooden 
lever with a pronged iron end and a hook attached to a ring 
which slides along the lever : the implement is used for extract- 
ing stumps, the method of using it being shown on plate VIII, 
fig. 6. Portable windlasses and capstans may also be used 
for pulling down trees or extracting stumps, while for the latter 
purpose ordinary levers can be made use of. 

Section II. — Season for FELLma. 

In India the season for felling is so governed by climatic 
conditions that all other factors are almost negligible ; although 
the available supply of labour to some extent affects the felling 
season, this is itself largely governed by climatic conditions. 
In the plains and lower hills of India the general rule is to 
fell as soon as the forests become dry enough to permit 
of work after the close of the monsoon, that is, usually from 
October or November onwards, the felling being completed 
as early as possible to enable the coupe to be cleared while the 
weather is dry and not too hot, for during the hottest months 
of the dry weather work must be done in moderation where 
dragging animals are employed. FeUing is sometimes done 
during the rainy season in order to devote the whole of the 
open season to extraction : this, however, is not always practica- 
ble owing to the unhealthiness of the forests and their flooded 
state. In the Himalayas felling at the higher altitudes is 
done in the warm season, work being suspended during the 
winter owing to the depth of snow and the severity of the 
climate : for the winter months, therefore, the woodcutters 
descend to the lower valleys and work there. The labour 
supply affects the season of felling in that labour is often 
scarce during the seasons when important agricultural work is 
in progress. 
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Apart from climate and labour supply there are other 
factors which influence the season of felling favourably or 
adversely, though as far as India is concerned these are of 
rather theoretical interest. Thus, to ensure slow seasoning 
timber should be cut in damp cool weather, while fuel should 
be cut in dry hot weather to promote rapid drying. Felling 
in winter, when snow is on the ground, prevents breakage of the 
trees in falling and also protects seedling growth from damage. 
For the protection of young growth the best season for 
felling woi£[d be the season of rest, that is, the hot season in 
most parts of India, while during the rainy season, when young 
growth is succulent and tender, most damage to it would be 
done in felling. From the point of view of durability in the 
timber the best season to fell is when there is least reserve 
material in the wood, that is, immediately after a new flush of 
leaves appears. 

Seotion III. — General Rules of Economic 

Felling. 

In felling trees in the forest the woodman should be guided 
by three chief considerations, (1) the production of the maximum 
amount of ^material with the minimum amoimt of waste, (2) the 
avoidance of damage to the felled tree and to the surrounding 
forest and under-growth, (3) the nature of the locality as re- 
gards faciUty of export. On the basis of these three considera- 
tions certain rules for the conduct of felling operations, which 
may be termed ** felling rules/' can be laid down : these rules 
are as follows : — 

(1) Trees should be felled in a manner and in the direc- 

tion in which they will do least dafnage to the forest 
growth. — Sometimes the crowns of large trees are 
cut off before felling, to minimize the damage to 
the forest. Where climbers bind the tree to be 
felled to a neighbouring tree they should be cut 
and cleared before the felling. 

(2) Trees should he felled in a tna/nner and in the direc- 

tion in which they wHl do leaM dumage'to them- 
selves in falling. — For this reason trees should 
not be felled across a ravine, as they would 
stand a strong chance of breaking in pieces. 
On hilly ground felling downhill should be 
avoided, as the tree has furthest to fall in that 
direction and is most liable to become broken. 
1771 L a F, H 



The best direction to fell is uphill, the damage 
, to the tree being least owing to the short dis- 
tance through which it has to fall. In felling 
uphill the tree is apt to slide end-on down the 
dope, but it has been found by experience in 
the Punjab Himalayas, where deodar trees are 
felled uphill, being pulled over by a rope tied 
to the upper part of the tree, that if the tree 
slides down it soon stops by coming in contact 
with a rock or digging its nose into the ground : 
often, however, the base of the tree does not 
leave the stump if the felling is properly done. 
In felling uphill the tree is sometimes apt to slide oS 
the stump and kick up at its base, so that care 
is necessary to keep clear while the tree is fall- 
ing. Where felling uphill cannot be conveni- 
ently carried out the next best direction is 
to fell in a horizontal direction. 

(3) Trees should he felled in such a direction that the 

logs ccm he extracted most easily. — ^For this reason 
trees should not be felled into ravines or other 
places from which it is difficult to extract the 
timber. 

(4) Trees should not he feUed during a strong wind. — 

This is necessary as the direction of falling 
cannot be guided during a steong wind. ^ 

(6) Trees should he felled as low as possible. — The object 
of this important rule is to prevent unneces- 
sary waste. 

(6) Felling should usually hegin at the top of a slope 
a/nd proceed downwa/rds. — If felling starts from 
below and proceeds upwards the trees below 
become thinned out first, and there is after- 
wards, more risk of trees sliding down, when 
the fellings have reached the upper slopes, 
than if the lower part of the forest were kept 
dense, as would be the case if fellings started 
from above. Another disadvantage of com- 
mencing felling from below, especially where 
fuel is produced or timber is converted into 
scantlings, is that the stacks of fuel or scant- 
lings would be apt to be knocked over by trees 
felled higher up the slope if these were to slide 
down, while at the same time the workmen 
would be exposed to danger* 
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(7) As a general rule only as many trees sJiould he 

felled at a time as can he converted and removed 
within the next few days. — This is particularly 
necessary where there is danger of insects 
attacking the felled timber. In the case of timber 
not liable to insect attacks this rule does not 
hold. 

(8) Valuable trees should he felled hy the saw or hy the 

saw a/nd a^xe comhinedy amd not hy the axe alone. — 
Felling by the axe alone causes much waste, 
as will be explained below. 

The practice of cutting the branches or crowns o£E trees 
is commoner in Europe than in India, but its more extended 
use in India is much to be desired, as the amount of damage 
done to the surrounding trees and young growth is very much 
lessened. The system of cutting oS the main branches before 
felling is carried out in Bashahr, Punjab Himalayas, where 
large deodar trees are treated in this way. A good climber 
ascends the tree, lops oS the main branches, and fixes a rope 
to the upper portion of the tree, which is then felled uphul, 
the axe alone being employed ; the rope is steadily pulled 
by a number of men to guide the tree in falling in the proper 
direction. The average girth of the trees felled in this way 
has recently been slightly over 9 feet, and the average cost 
of felling such a tree is one rupee, that is, about 2^ times the 
cost of felling without cutting oS the branches and without 
the use of ropes ; this extra cost, however, is far more than 
compensated by the saving of damage to the forest. As many 
of the larger deodar trees in the Himalayas are much branched, 
the felling of such trees when standing over a crop of young 
poles causes an immense amount of damage: in such cases 
every efEort should be made to introduce the system of lop- 
ping before felling. In some parts of Europe skilled climbers 
ascend the trees by means of cUmbing-irons, and with an 
axe cut off the entire crown of the tree before it is felled. 

Section IV. — Methods op Felling. 

Trees may be felled either by cutting above ground or 
by cutting through the roots in such a way that the tree in 
falling dra,gs out the thick ends of the main roots and falls 
with these attached to its base. The former is the usual method 
of felling trees: the latter method is followed where the 
e^rtzraction of the stumps is desired for the purpose of clearing 
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the ground, or where very valuable trees, such as sandalwood, 
are felled, the wood of the stump and the principal roots 
being of value. 

1. FeUmg above ground. 

There are three common methods of felling trees above 
ground, (1) with the axe alone, (2) with the saw alone, (3) with 
axe and saw combined. In addition to these may be added 
a fourth method, of comparatively recent introduction, where- 
by trees are felled by electricity. 

(1) Felling with the Axe alone. 

In felling a tree with axe alone a cut, A^ {vide plate IX, 
fig. 1), is first made on the side to which the tree is intended to 
fall ; this cut should be made as low down the tree as possible, 
and should extend a little beyond the centre. A second cut, 
B, is then made a few inches above the level of the first cut 
on the opposite side of the tree; this cut should be made 
to meet the first cut, so that the tree becomes cut through. 
The fall of the tree in the proper direction can be assisted 
by driving billets of wood or wedges into the cut 5, but if the 
tree naturally leans in the wrong direction or has its heaviest 
branches on the side opposite that to which it is required 
to fall, its fall should be assisted by pulling on a rope previ- 
ously fixed to the upper part of the tree. A symmetrical 
tree requires no assistance in falling if the cutting has been 
properly done. 

The bases of both cuts may be either horizontal or slightly 
sloping, but it is essential that they should be made in 
such a maimer that when the cutting is complete the line 
of contact between the bole and the stump should be per- 
fectly horizontal and at right angles to the direction in which 
the tree is to fall. The two cuts can be made simultaneously 
by two men working on opposite sides of the tree. 

Felling by the axe alone has the great disadvantage of 
being a most wasteful method, for not only is the wood from 
the cuts wasted in the form of chips, but the wood comprising 
the wedge-shaped end of the log has usually to be trimmed off 
when the timber is converted. On the other hand the 
advantages of felling with the axe are, first, that labour 
for felling with the axe is easier to obtain than sawyers' 
labour, second, that the fall of the tree can be easily guided, 
and, third, that the axe is more suitable for work on 
rocky or difficult ^ound, 
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In felling trees for coppice the axe alone should be used, 
or the billhook for small-sized trees, as the stump produced 
in sawing has a rough surface unsuitable for stools intended 
for coppice. Skilful workmen can carry out the trimming 
of the stumps and the felling of the trees in one operation, 
by giving an upward stroke in making the lower surface 
of the axe-cut, tne cut being made as near the ground level 
as possible. 

(2) Felling with the Saw alone. 

The saw-cut begins on the side opposite to that to which 
the tree is intended to faU, and is continued right through 
the tree. Wedges are driven in behind the saw as the cut- 
ting proceeds, to prevent the saw from sticking and to guide 
the fall of the tree {vide plate IX, fig. 2). By this method 
there is less waste than by any other method, but the dis- 
advantage of working with the saw alone is that the fall 
of the tree is difficult to guide, as the tree in falling rests on 
the rounded edge of the stump, and is apt to roll to one side. 
The faU can to some extent be guided by the use of a rope 
or the thrust-pole. 

(3) Felling with Axe and Saw combined. - 

A cut, A 9 {vide plate IX, fig. 3), is first made with the 
axe on the side to which the tree is intended to fall ; this cut 
extends to about i or J of the diameter of the stem. A 
saw-cut, Bf is then made on the opposite side, and, is con- 
tinued to meet the first cut, wedges being driven in behind 
the saw as it advances. The base of the first cut, A^ is sometimes 
made with the saw, the upper surface of the cut then being 
completed with the axe. This method is the most satisfactory 
of the three : the fall of the tree is easy to guide by reason 
of the axe-cut, while the waste is little more than where the 
saw alone is employed, owing to the small size of the axe-cut. 
In the Kheri forests this method is employed, but the saw-cut 
commences some distance above the axe-cut and slopes down 
to meet it; this would seem more wasteful than where a 
horizontal saw-cut is made, but the advantage claimed for it 
is that no wedges are required, the weight of the tree aided 
by the axe-cut keeping the saw-cut open. 

(4) Felling by Electricity. 

A thin metallic wire stretched in a frame with insulating 
handles is brought to a white heat by an electric current 
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and used like a saw for felling trees. Another method is 
to fell trees by means of a rapidly revolving drill, worked 
by electric power: this drill is moved backwards and forwards 
in a horizontal line, cutting its way into the tree. These 
methods are at present out of the range of practical forestry 
in India, though they are interesting as showing the advance 
of labour-saving appliances in the art of felling trees. 

2. Fdlvng hy the Roots. 

In felling by the roots the earth is first dug away so as 

to lay bare the principal roots, which are then cut through 

with an axe or small hand-saw in two places, the section 

between the cuts being taken out, by levers if necessary, 

to give access to the main roots beneath. If there is no 

taproot, the roots on the side away from that to which the 

tree is to fall are cut last, the tree being jpulled over with 

ropes or pushed over with the thrust-pole while the last roots 

are being cut. Where there is a taproot it is cut last, the 

first cut being made on the side to which the tree is to fall, 

and the last cut, which should be the largest, on the opposite 

side ; during the final cutting of the taproot the tree should 

be caused to sway backwards and forwards by a number 

of men pulling at a rope attached to the upper part of the 

tree, poles being pushed further and further under the roots of 

the tree as it bends downwards, in such a way as to prevent 

it regaining its upright position. 

Section V.— Extbaction of Stumps. 

The extraction of stumps may have to be carried out, 
not only for the purpose of clearing land for cultivation, 
building sites, roads, etc., but also for purposes of utilization ; 
thus the stumps of sandalwood trees are extracted for the 
sake of the large amount of oil contained in them, while those 
of Acacia Catechu are rich in cutch, and are grubbed up for 
cutch manufacture. 

Stumps may be cut up in situ with axes, but this procedure 
is usually very slow. The chief methods of extracting stumps 
are (1) by the use of mechanical appliances, (2) by dragging 
with the aid of draught animals, (3) by blasting with powder 
or dynamite. Where either of the first two methods is em- 
ployed the earth should first be cleared from round the base 
of the stimip and aU the principal roots cut throligh. 



1. Extraction by Mechanical Applia/nces. 

A rope or chain is attached to the stump in the mannei 
shown in plate IX, fig. 4. The stump can then be pulled 
out of the ground by means of the forest devil or by a windlass 
or capstan. The use of the hook-lever has already been 
explained. Ordinary levers may also be employed; these 
are poles of strong tough wood with bevelled ends. 

2. Extraction by Dragging with Draught Animals. 

A rope or chain is attached to the stump as in the previous 
case, its other end being harnessed to a pair of oxen or an 
elephant ; the stump is then dragged out of the ground. The 
dragging power can be increased by employing a system of 
pulleys as shown in plate IX, fig. 5, one rope being attached 
to the stump, another to a tree or other fixed object, and the 
third, or dragging rope, being harnessed to the dragging 
animal. 

3. Blasting mth Ounpowder or Dynamite. 

To blast stumps with gunpowder a hole is bored verti- 
cally down through the stump at or near its centre with a 
large auger; if the centre is rotten the hole shoidd be bored 
from one side, and should penetrate to the centre of the stump 
at its base. A charge of 1^ to 6 oz. of blasting powder, 
the amount varying with the nature and size of ^e stump, 
is usually sufficient. The fuse is introduced and the hole 
tamped with clay as in rock-blasting, the fuse being then 
ignited. 

In blasting stumps with dynamite the hole may be bored 
through the stump as abeady described, or it may be bored 
through the ground in a slanting direction immediately below 
the stump, with as little disturbance of the soil as possible, 
by means of a crowbar or a 3"' earth auger. The charge 
of dynamite varies ordinarily from 2 to 3 oz., but a charge 
up to 6 oz. may be used for large firm stumps. The dynamite 
cartridges are introduced one at a time and firmly pressed 
down with a wooden tamping-rod till they fill the hole. 

The detonator, attached to the fuse, is introduced into 
the last or primer cartridge before it is placed in the blasting- 
hole, a hole being made in the dynamite cartridge with a 
small stick in order to admit the detonator. The hole should 
be tamped with wet earth, mud, or damp clay, the tamp 
being as compact as possible : the entire hole should be filled 
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np to the top. Loose sand or gravel is of little nse, as it 
gets blown out of the hole, and much of the force of tiie ex- 
plosion is wasted. 

Several stnmps may be exploded together by electricity. 
The stmnps are first charged with dynamite and the holes 
are tamp^ : the fuse in each stnmp is connected by a wire 
to that of the next stnmp nntil a complete circuit is obtained, 
when the whole gronp of stnmps is exploded simnltaneonsly 
by an electric battery situated at a safe distance from the 
stumps. 

Section VL — ^Rouoh Convebsion of Wood. 

By rough conversion of wood is understood the conversion 
of felled trees into logs and other material of smaller size, 
as well as the further conversion of the wood into squares 
and other rough assortments. 

Logging is always carried out at the felling '^site, while 
further rough conversion ia often carried out in the forest 
to facilitate transport. Bough conversion is of great import- 
ance, and requires careful supervision, as the profits derived 
from the forest depend dirtily on the most profitable form 
of conversion. 

When a tree is felled its branches and excrescences are 
trimmed ofi and the bole is sawn into logs, the size of which 
depends on the demands of the market and the purpose for 
which the timber is required. Where only fuel is saleable 
the bole is cut and split up for fueL Where fuel is not 
saleable the branch- wood is usually left lying as waste in the 
forest, except such as can be employed for poles, posts, or other 
marketable material Where, however, timber and fuel are 
both saleable all material not required for timber is cut up 
into suitable lengths, sorted into different classes, and either 
temporarily stacked in the forest or at once removed. If 
insect attacks are feared the timber should either be barked 
at once or immediately removed. The different classes of 
timber in the rough have already been given on page 54 ; the 
demand for each of these classes should be taken into account 
during the rough conversion and sorting of the timber. 

The rough squaring of timber faciUtates extraction where 
this is done by carting or carrying. The comers of the square 
should first be marked with a string blackened with powdered 
charcoal and water or oil ; the string is stretched tight along 
the log by two men, one at each end of the log, while another 
man pulls it away from the log in the centre and then releases 
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it so that it strikes the log and leaves a black line. The squares 
are also marked ofi on the ends of the log. Rough squaring 
is usually done with a trimming-aze or adze. If the log is a 
long one the squaring should be done in sections, a number 
of cross-cuts being made at convenient intervals to guide in the 
squaring {vide plate IX, fig. 6). 

Fuel may be converted and classified into four main classes, 
(1) split billets, that is, the larger pieces which have to be split 
to convenient size, (2) round billets, that is, pieces which are 
not too large to use in the round, (3) root- wood and stump-wood, 
that is, pieces cut to convenient size from roots and stumps, 
and (4) faggot-wood, which includes small-sized branch-wood 
and other small material, which is tied up into bundles and 
is sold chiefly for domestic use. 

|An elaborate system of rough conversion is applied in the 
case of sandalwood in Madras. The trees are felled either 
by the roots or at the ground level, the roots and stump in the 
latter case being afterwards grubbed up. The stem and roots 
are cut into billets of convenient size for transport, great 
care being taken in this, as the value of the billets is much 
enhanced by freedom from bends or knots. The sapwood 
is trimmed o5 with an axe or adze, all except a thickness 
of about -I of an inch, which is left on to protect the heartwood. 
All pieces are so treated, whether stem, branches, or roots, 
except branches with a section of heartwood less than the 
size of a rupee, and small roots. Felling and billeting is done 
entirely by the saw, the use of the axe being rightly forbidden. 
To prevent theft the sawn sections of each piece are numbered 
and the grain of the wood on all corresponding sections is 
compared on arrival at the depot. 

Section VII. — Clearing the Coupe. 

By clearing the coupe is understood the removal of timber 
and other material from the felling area, whether in the round 
or after rough conversion. The distinction between clearing 
the coupe and transport is not always clear, because the two 
operations are often identical. For example, in the Himalayas 
sleepers are carried o5 the felling area on the backs of men, 
and are removed by the same means often to considerable 
distances before they are placed in wet slides : similarly where 
logs are dragged from felling areas by elephants the dragging 
may have to continue for a mile or more until a suitable floating- 
stream is reached for the extraction of the timber by floating. 
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There are variotis methods of clearing a coupe, the chief of 
which aie carrying, removing on wheek, dragging, diding, 
sledging, and rolling. 

Ga/rryi'wg in order to clear the coupe is done chiefly by men. 
Where animals are employed they are intended rather for 
transporting material to a distance than for actually clearing 
the coupe. Carrying by men is expensive, and should be 
employed only for short distances, or where no other method 
is feasible. On the other hand canying does less damage 
to the forest than other methods. The principal animals 
employed in India for carrying are mules, bullocks, and camels. 
In parts of the United Provinces poles and similar material 
are suspended on either side of a saddle and half dragged, 
half carried, by means of buUocks or bufEaloes. 

The employmefU of wheeled conveyances is a less destructive 
form of clearing the coupe than dragging,, as the young 
growth is not crushed down to the same extent. Large logs may 
be moved by suspending them from the axle of a pair of large 
wheels ; in this method of loading, however, the log is apt to 
swing from side to side, and the chains are liable to break. 
Wheels cannot be employed on very rough broken ground 
or hilly country, so that their use is somewhat restricted ; 
they are also less suitable for transporting logs or other material 
over short distances than dragging, because of the time taken 
in loading and unloading. 

Dragging is done by men or by draught animals. It may 
be facihtated in either case by placing round billets under 
the logs to act as rollers, these being taken up from behind 
and placed in front of the log as it proceeds. Dragging can be 
empbyed in more hilly and broken country than carting, 
but is not so suitable for transporting timber over long dis- 
tances because of the stxain on the drawing animals. Digging 
should not be allowed on permanent roads, as it cuts up the 
road-surface ; in the forest it is advisable to have temporary 
dragging-paths over which many logs are dragged, so that 
unnecessary damage to the forest may be avoided. There are 
various methods of attaching the dragging-chain to the log. 
A good method is to employ a pair of grappUng hooks (plate 
IX, fig. 7), which are hooked into two small niches cut one on 
either side of the log a few inches from one end of it ; when 
the puU is exerted the chain tightens, keeping the hooks firmly 
embedded in the niches. Another method is to drive an iron 
spike, to which a ring is attached, firmly into the end of the 
iog, the dragging rope or chain being fastened to the rope {vide 
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plate IX, fig. 8). A common method of fixing the dragging 
chain is to cut a hole through the comer of the log a few 
inches from its thick end. The end of the log is apt to dig 
itself into the ground during dragging, and for this reason it is 
necessary to adopt some device for preventing this. A 
conmion, though somewhat wasteful, method is to ^^ snout ' ' 
the thick end of the log, that is, to trim it into a rounded 
form to prevent it from catching in the ground {vide plate IX, 
fig. 9). Various forms of short sledges or boards placed under 
the front end of the log during dragging are also employed for 
the same purpose. 

Dragging holes may be dispensed with, especially for small 
logs, the dragging-chain being merely passed round the log 
near the thick end and tightened; two or three small logs 
may be fastened and dragged together in this way. If logs are 
rough-squared on the felling site an unsquared piece should 
be left at one end, so that the diagging-chain may be passed 
round the rough end, which keeps the chain from slipping 
off. 

The most powerful timber-dragging animal is the elephant. 
In some parts of the country, particularly in Burma and the 
Andamans, the bulk of the timber supply, as far as the more 
valuable classes of timber are concerned, depends on the 
available supply of elephants for dragging purposes. Practic- 
ally all the large-sized teak timber of Burma is dragged 
from the coupe to the floating-streams by elephants, two, 
three, or more animals being harnessed to a single log where 
its weight is too much for one animal. The best (bagging 
gear consists of a breast-band, to which the dragging chains 
are attached, and a small wooden saddle, padded underneath, 
over which passes the rope which keeps the breast-band and 
dragging-chains in position. The average Ufe of an elephant 
at timber work is 16 years, allowing for ordinary casualties. 
The amount of work an elephant can do per diem varies 
greatly according to circumstances : a good average day's 
work for one elephant is to drag a ton of timber 1 to 1^ 
miles in a day where the country is not too difficult. 

After elephants, the animals next in importance for 
dragging purposes are buffaloes, while oxen are employed 
for memum or smaller-sized logs. The animals are usually 
yoked together, the dragging-chain being attached to the yoke. 
Sliding is employed on hilly ground where the ^adient 
is too steep for dragging, the logs being allowed to shde end- 
on down the hill-sides by their own weight. The speed of a 
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log can if necessary be controlled by attaching to one end of 
it a long rope which is passed once or twice round the trunk 
of a tree and held by a workman, who can regulate the speed 
of the log by tightening or slackening the rope. The tree 
round which the rope is passed should either be one about 
to be felled or one of little or no valile, as the bark ii almost 
certain to be torn oS by the friction of the rope. Logs should 
be slid as much as possible down the same track, to avoid 
unnecessary damage to the young growth on the ground : 
care should be taken, however, to remove the logs when they 
reach the termination of the slide, so that logs coming down 
later will not get broken or split by collision with timber 
lying on the ^ound. 

Sledgtng is a useful method of clearing the coupe, as 
sledges can be employed both for timber and for fuel. There 
are many forms of sledge, the essential feature of all being 
a pair of parallel runners made of hard wood ; these take the 
place of the wheels of a cart. Sledging is most suitable for 
winter when there is snow on the ground. Bullock-sledges 
are sometimes used in Saugor, Central Provinces, chiefly for 
the export of small material such as firewood. 

RcUing can be carried out only on ground fairly free from 
trees, rocks, and other serious obstructions. It can be done 
by men with the aid of ordinary levers, the hook-lever, or a 
useful Grerman form of lever known as the krempe (plate IX, 
fig. 10). 

Elephants can be employed for rolling timber; this they 
do by pushing the logs with the base of the trunk. In some 
of the Himalayan forests special rolling roads are constructed 
for the extraction of deodar logs. RoUing should never be 
employed on ground covered with reproduction, or on steep 
slopes in places where there are many people about, as the 
rolling of logs down steep hiU-sides uncontrolled is highly 
dangerous. 

Further details regarding means of transporting timber 
will be found in Chapter IV. 

Section VIII. — Conversion of Timber. 

1. General. 

Timber may be converted either in the forest or after 
extraction, while the conversion may be carried out either 
by hand or in sawmills. 

The actual classes of converted material to be produced 



109 

must depend on the demands of the market, but one general 
maxim should always be followed, namely, that the method 
of conversion should involve as little waste as possible. One 
of the most fundamental rules of economic conversion, accord- 
ingly, is that the axe should not be employed where the 
cutting can be done by means of the saw, because the waste 
produced in sawing is much less than that produced in cutting 
with the axe. This rule is, unfortunately, often disregarded 
in India, but every endeavour should be made to promote 
the use of the saw in preference to that of the axe. 

When it is intended to saw a log up into planks or scant- 
lings the usual method is to mark out the sections of the con- 
verted material on the ends of the log, and to mark longi- 
tudinal guiding lines along its surface, after which the sawing 
proceeds. The heart of the log is often slightly unsound, so 
that it may have to be avoided for sawn material. For or- 
dinary purposes boards are sawn in the manner shown in 
plate X, figs. 1 and 2 ; it will be seen from the diagrams that 
the boards so produced are cut largely on a tangential section. 
Now as radiaUy-sawn boards are not only stronger and less 
liable to warp, but are in many cases also handsomer in grain 
than tangentially-sawn boards, it is preferable, except for 
ordinary rough use, to obtain as many radial boards as possi- 
ble. There are various ways of sawing up logs to effect this 
object, the chief of which are shown in plate X, figs. 3 to 8. 
There is one disadvantage, however, in sawing according to 
intricate patterns, and that is, that such patterns are more 
difficult and tedious to mark out than the simple patterns 
shown in figs. 1 and 2, which for mill sawing need not even be 
marked out at all : hence except for the better class of boards 
the simpler patterns are sufficient. 

When scantlings of different sizes are in demand the classes 
which fetch the highest price per cubic foot should be marked 
out first, the remainder of the space being marked out with 
less valuable sizes of scantlings. Conversion into railway 
sleepers is one of the most wasteful forms of conversion, so 
that if there is much demand for miscellaneous scantlings 
it usually pays better not to convert into sleepers : this is 
particularly the case with broad-gauge sleepers, where the 
wastage, even in sound logs, may amount to half the volume 
of the log. 

2. Conversion by Hand. 

Conversion by hand may be carried out either in the forest 
or after the removal of the timber to a more central place. 
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The method of rough-squaring with the axe has already been 
described; the subsequent conversion into scantUn^s and 
other ordinary classes of materials should be done with the 
saw. There are various methods of placing the logs in posi- 
tion for sawing, these varying according to the type of saw 
used and to local custom. 

Where long pit-saws are employed for ripping, the logs 
are either placed on the ground level over a pit dug in the 
ground, or raised on a skeleton platform of poles at a height 
of 6 to 8 feet from the ground : in either case one sawyer stands 
on the log and the other stands below it. Where a raised 
platform is employed the log is pulled by ropes, or pushed 
by levers up an incline formed by two or three poles placed 
at a gentle slope against the side of the platform. Where a 
pit is employed the log is merely rolled over the hole so as to 
rest on poles placed over the pit to receive it. With short saws 
it is sufficient to raise one end of the log off the ground, by 
resting it on another log, or on a trestle. Where the log or 
square to be sawn is in such an inclined position as to render 
a firm foothold for the upper sawyer impossible, a rough form 
of ladder, consisting of saw-like steps cut out of a single piece 
of wood, is placed against the inclined surface of the log to 
be sawn. Plate XI, fig. 1, shows the method of sawing sleepers 
by this means in the North- West Himalayas, a frame-saw 
being used. Plate XI, fig. 2, represents a Delhi sawyer's trestle, 
for sawing short logs. 

3. Conversion in SawmiUs. 
(1) General. 

So far as the Indian Empire is concerned, sawmills are 
not extensively used outside Burma, which contains a far 
greater number than all the other provinces combined. 

As the establishment of a sawmill means the sinking of 
much capital, it should never be undertaken until the local 
conditions have been thoroughly studied. It may be said 
in general that the establishment of a sawmill is advisable 
under the following conditions : — 

(1) That there is a plentiful and regular supply of timber 
in the round, in order to keep the mill regularly 
at work, (2) that the timber can be brought to 
the mill in the round at a reasonable cost, 

(3) that there exists at least one good line of 
export for the converted material from the mill, 

(4) that there is a sufficient demand for all the 
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material that can be converted at the mill, 
(6) that the working of the mill is likely to 
realize a reasonable profit : this will depend a good 
deal on the state of the timber market and the 
cost of labour. 
On the other hand a sawmill should not be established 
(1) where the timber is not available in sufficient quantity 
to keep the niill regularly employed, (2) where the timber 
available is largely hoUow or unsound, so that the proportion 
of waste is very large, (3) where the timber cannot be extracted 
in the round except at a very high cost ; in such a case con- 
version in the forest would usually be more profitable, (4) 
where there are no good lines of export from which converted 
material can be exported from the mill, (5) where there is no 
steady demand for converted material, (6) where there is a 
plentiful supply of cheap labour for hand conversion in the 
forest ; in this case it is usually more profitable to convert it in 
the forest by hand-sawing. 

Sawmills in India are worked by steam-power. In Europe 
water-power is sometimes employed, but it is not usually 
adaptable in India owing to the fact that the perennial supply 
of water is not sufficiently large or steady in those parts of the 
country where sawmills are chiefly in operation; besides this 
the abundance of wood fuel from waste pieces obtained 
during the conversion of timber renders steam-power com- 
paratively cheap. 

According to their situation, sawmills may be classed 
into forest sawmills and sawmills situated at some central 
place away from the forest. The latter are permanent and 
are usually larger and more completely equipped than the 
former. Forest sawmills are commonly of a smaller and 
more primitive type; they are situated within or in close 
proximity to the forest, and may be either permanent or 
temporary, the latter being portable, and usually on wheels, 
so that they may be shifted from place to place. Where 
conversion has to be carried out in the forest and labour for 
hand-sawing is expensive, portable forest sawmills are spec- 
ially suitable. They have recently been introduced into 
Burma, but there they are as yet in an experimental stage. 

(2) Kinds 09 Sawmills. 

Every sawmill consists of three essential parts, (1) the 
saw itself, (2) the mechanism which feeds the logs into the 
saw, and (3) the machinery which drives the miU. As 
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regards (2), the mechanism consists either of a movable car- 
riage or bench on which the log is placed and moved towards 
the saw, or a " roller-feed " consisting of a series of revolv- 
ing rollers which move the log along towards the saw: 
the latter is suitable for even-grained soft woods, such as conifers, 
which are easily sawn, and not for hard or uneven-grained 
woods. The saw itself may be one of three principal types, 
(a) the reciprocating frame-saw, (&) the circular saw, and 
(c) the band-saw. 

The reciprocating frame-saw is nothing more or less than 
a mechanical adaptation of the hand frame-saw. It consists 
of a frame, containing one or more saw-blade&; the frame 
moves verticaUy up and down, sawing with the reciprocating 
motion employed in all hand-sawing. This form of saw is the 
most primitive of the three forms of machine-saws, but is still 
largely employed in Europe. The number of blades which can 
be fixed in the frame at one time depends on the horse-power 
of the mill ; where the power is sufficient, as many as 20 parallel 
blades may be fixed at a time, their distance apart being 
adjustable at will, so that the thickness of the boards sawn may 
be regulated. These machine frame-saws containing a number 
of blades are termed multiple saws. The advantage of the 
frame-saw as compared with the circular-saw is that it requires 
less power to drive and is less wasteful ; but on the other hand 
it turns out its work much more slowly. 

The circular-saw consists of a flat circular steel blade with a 
continuous row of teeth round the margin ; it works by revolv- 
ing rapidly in one direction, like a wheel, round a horizontal 
axis. Where waste of wood is not of vital importance, and 
motive-power is cheap, the circular-saw is the best machine- 
saw for general purposes, as it turns out its work with great 
rapidity. One of the chief disadvantages of circular-saws is 
that they cannot saw timber of very large girth. Although 
circular-saws are sometimes made up to 7 or 8 feet in dia- 
meter, they are not to be reconmiended for general use above 
6 feet : this would make the maximum diameter of log which 
could be sawn through the widest part by a single circular- 
saw less than 3 feet, allowing for the axle of the saw-blade. 

By having two saws working, one immediately above 
the other, a cut of 4 feet to 4 feet 6 inches can be obtained. 
For squaring logs, or converting into planks, thick scant- 
lings, or sleepers, two circular saws may be placed parallel 
to each other, the timber passing between the blades and 
becoming trimmed to the required dimensions at once. 
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The band-saw is a long continuous flexible steel ribbno 
with teeth on one edge ; it passes round two large revolving 
wheels, thus presenting a continuous cutting edge. Band- 
saws may work either vertically * or horizontally. The band- 
saw has several advantages ; it can saw timber of large dia- 
meter, causes little waste, requires less motive power than 
the circular saw, and turns out as much work as a circular 
saw and more work than a frame-saw. On the other hand 
the band-saw requires much care and skill in sharpening 
and adjusting, so that its use is not recommended where a skilled 
and experienced mechanic is not available : the breakage of the 
saws when entrusted to any but a skilled man forms an 
expensive item in the working of a band-saw. 

Among minor types of machine-saws may be mentioned 
a saw shaped somewhat like a pit-saw and used for cross- 
cutting logs ; this saw may be made of a portable nature for 
work in the forest. A portable machine-saw of similar type 
has been invented for felling trees, but so far has not been 
extensively used. 

SsonoN IX. — The Stacking op Timber and 

Firewood. 

Until the produce of a felling area is disposed of it should 
be stacked so that it may season without being exposed to 
the attacks of insects or fungi, and, in the case of timber, 
without becoming warped or cracked. This stacking may 
have to be done either in the forest or in some central depot : 
wherever the stacking is done it should be done in such a way 
as to occupy as little space as possible, while each class of 
material should be stacked separately in order to keep a 
correct account of the produce and to facilitate inspection. 

1. Stacking Timber in the Round. 

Timber in the round should be allowed to season slowly 
and regularly; hence it should be kept out of the sun li 
possible and placed in such a position that it will be freely 
exposed to the circulation of air on all sides. Timber should 
not be kept lying on the ground for any length of time, 
particularly if the ground is damp: it should be raised on 
billets of wood or kept off the groimd by skidding (that 
is, blocks and other waste pieces of wood). 

For more permanent stacking a convenient method is 
shown in plate XI, fig. 3. The stacks formed in this way 
take up comparatively little room, while the logs can be with- 
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drawn singly without breaking up the stack ; there is also a 
free circulation of air round the timber. This method of stack- 
ing is as follows : — The lowest tier consists of the largest and 
heaviest logs, placed parallel to each other with the thick 
ends all pointing one way ; the logs should be raised at least 
a foot off the ground by skidding or billets of wood. The 
next tier is laid over these, the logs lying at right angles to 
those of the lowest tier ; the third tier is placed similarly over 
the second, the logs lying in the same direction as those of 
the lowest tier, but with their thick ends pointing la the opposite 
direction, and so on for all the tiers in turn. The logs of each 
tier should be separated from those of the tier below and 
above them by a few inches of skidding. To remove any 
single log from the stack the skidding is removed and the 
log is pulled out. 

2. Stacking Sawn Material. 

In the case of thick scantlings the stacking may be done 
in the manner just described for round timber, except that 
skidding between the various tiers is not necessary unless 
individual pieces are required from inside the stack ; the lowest 
tier, however, should be well raised off the ground and placed 
on a perfectly level site, otherwise the scantlings will 
become crooked in seasoning. An inch or two of space should 
be left between the scantlings in each tier. 

Thin boards should, as soon as they are sawn, be laid 
flat one upon the other, in the form of a solid stack, on a 
perfectly level site; stones or other weights should be placed 
on the top of the stack to prevent warping. When they 
have become partly seasoned they should be stacked like 
other scantlings with a small space between each board in 
a tier (vide plate XI, fig. 4). 

There should be no delay in stacking sawn material after 
its conversion, as it is very liable to warp and split if left un- 
stacked. 

3. Stacking Poles and Posts. 

Poles should be stacked horizontally, while still green, 
between two pairs of upright stakes, the thick ends of the 
poles pointing towards the road or side from which they are 
to be removed afterwards ; they may be conveniently arranged 
in rows of ten each, by placing a thin straight stick between 
each row of ten poles near the thick ends (vide plate XI, 
fig. 6). If necessary, heavy weights may be placed on the 
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top of the stack to straighten the poles. If the stacks are to be 
left for some time a layer of skidding or a number of cross- 
pieces should be placed underneath them. 

In India poles are often stacked vertically by leaning them 
against a tree, with their thick ends on the ground : they are 
thus sheltered from sun and rain. Bamboos may also be 
stacked in the same way as poles. Short posts may be stacked 
like poles or like fuel billets, the stacking of which will be 
described next. 

4. Stacking of Fud. 

In stacking fuel the chief points to be kept in mind are 
correct dimensions of stacks, close stacking, sufficiency of 
air-space between the stacks, and stability of the stacks. 
Damp places should be avoided, but if they are unavoidable 
the stack should be raised o£E the ground, as shown in plate 
XI, fig. 6. 

To ensure stability to the stack two pairs of upright 
stakes are driven into the ground at the same distance 
apart as the length of the stack; these may be further 
supported by struts or by withes passed round the stakes 
and between the billets during stacking, as shown in plate 
XI, fig. 6. Stability may also be attained by placing a certain 
number of the billets at the end of the stack longitudinally, 
as in plate XI, fig. 7. The stacking should be done as 
closely as possible, all gaps being carefully filled up. 

The dimensions of a stack should be such that its contents 
can be quickly estimated. Thus if the billets are 2 feet in 
length a convenient height would be 5 feet, this giving an 
area of 10 square feet for the end of the stack, so that if a 
large number of stacks of different lengths have to be measured 
the total length multiplied by 10 gives at once the total volume 
of the stacks. The height and breadth of the stack should 
always be kept constant. In stacking, allowance is sometimes 
made for shrinkage during drying by making the stack slightly 
higher than necessary at the time of stacking. Where large 
quantities of fuel are to be stacked in a limited space, the 
stacks should form long continuous lines, the lines being 
separated from each other by a space wide enough to enable 
a man to walk between the stacks. 
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CHAPTEE IV. 
TRANSPORT OF WOOD. 

The larger forest areas are as a rule situated in remote 
localities at some distance from the centres of population, 
and hence it is of great importance to find some suitable 
means of transporting produce from the forest to the market. 
The details of construction of roads, tramways, and other 
means of transport, are treated of under Forest Engineering, 
and cannot be dealt with here : a Manual of Forest Utilization, 
however, could hardly be considered complete without a 
brief consideration of the various means of transport, parti- 
cularly as regards their merits and suitability. The trans- 
port of wood naturally divides itself into (1) transport by 
land, and (2) transport by water. 

Section I. — Transport by Land. 

Transport by land may be by means of (1) ordinary 
roads and paths, (2) sledge-roads, (3) rolling roads, (4) 
dragging-paths, (5) slides, (6) forest tramways, and (7) wire 
rope-ways. 

In deciding on the adoption of any particular means of 
transport, it should first be clearly ascertained which is most 
suitable for the locality in question, and which will be most 
successful financially. For the latter purpose it is necessary 
to estimate the capital cost of repairs, the cost of transport, 
the quantity of material to be transported, and the time for 
which the work wiU be required to last'; in addition its suit- 
ability for the class of produce to be transported should be 
taken into consideration. Compound interest on the capital 
cost for a definite period of time, as well as depreciation through 
wear and tear, should be taken into account where any 
special work is undertaken. In the case of special works, 
such as tramways, slides, etc., it should be remembered that 
the greatest profit is obtained if the maximum amount of use 
is made of the work in question, that is, it should be used 
continuously and not intermittently. For this reason, to 
take a single instance, it is not advisable to spend money on 
the construction of a tramway unless produce is to be e^c- 
ported in sufficient quantity to keep the tramway fairly regu- 
larly in work ; the same wiU apply to other special export works. 

With these preliminary remarks we may proceed to con- 
sider the various means of transport enumerated at the begin- 
ning of this section. 
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1. Ordinary Roads and Paths. 

Of all means of land transport in India, transport over 
ordinary roads and paths is by far the commonest, being 
effected either by carts or by carrying on the backs of men 
or beasts. 

(1) Casing is done where the comitry is not too hilly. 
There are many good cart-roads leading into the hills, but for 
ordinary forest work in India it would not pay to make cart- 
roads over dificult hilly country if the produce could be 
brought out at a reasonable cost by canying or other methods. 
In the plains, however, cart-roads are nearly always profitable, 
though the degree of permanency of the road and the amount 
spent on it should vary according to the purpose for which it 
is required: thus it would be a mistake to construct a per- 
manent metalled road to extract produce from one or two 
coupes which would be opened only for a year or two, if a 
temporary road or cleared cart-track would be sufficient. 
Where cart-roads exist and fodder is obtainable, carting is 
always cheaper than carriage by men or pack animals, owing 
to the much larger loads which can be taken by carts. 

The chief carting animals in India are oxen and buffaloes. 
The latter have greater pulling strength, and are suitable for 
dragging heavy timber carts ; they have, however, an objection- 
able tendency to rush down steep inclines, causing the 
breakage of carts if loaded with heavy timber. Elephants 
are occasionally used in Burma for carting logs, the log being 
either placed over or suspended under the axle. 

The carts used in different parts of India vary much in 
type and in the size of loads which they are capable of carry- 
ing. On carts which carry the logs slung under the axle 
larger and heavier logs can be loaded than if the logs have to 
be placed above the axle, but very strong suspending chains 
are required. Carts of the former type, used in Burma and 
the Andamans, carry logs up to 3 tons in weight; these carts 
are drawn by buffaloes. Among carts of the other type, that 
is, where the load is carried above the axle, may be men- 
tioned a cart used in Bombay and pulled by 4 bullocks, which 
carries a load up to about If tons. In Madras the official 
2-bullock cart-load is ^ ton, but the carts are capable of 
ordinarily canying nearly 1 ton and sometimes actually carry 
Ij tons. The small hill-carts of the outer Himalayas carry 
up to about J ton. 

Where the log is loaded below the axle it is merely 
hoisted up and fixed by chains. Where the log is placed over 
the axle various devices are employed for loading. One 
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plan is to hoist the log several feet ofE the ground by a 
chain slung over a horizontal cross-piece resting on two 
stout forked upright posts ; the cross-piece is rotated by means 
of levers somewhat after the manner of a windlass. The cart 
is then pushed under the log, which is lowered into position. 
Another plan is to hoist the end of the log on to the edge of the 
cart from behind, after tilting the cart back as far as it will go ; 
bufialoes are then harnessed to the log and pull it on to the 
cart, the latter being raised in the meantime to its horizontal 
position. The same procedure is sometimes followed from 
the front, the log being pulled up along the shafts, the front 
ends of which are allowed .to rest on the ground. A plan some- 
times followed is to turn the cart on its side, roll the log in and 
fix it in position, the cart then being turned right side up again« 
A common method of loading is to take one wheel o£E and 
allow the axle to rest either on the ground or on the nave of 
the detached wheel, which is laid flat on the ground ; two long 
poles are then placed in an inclined position, resting against 
the body of the cart, the log being pulled up the poles by ropes 
or pushed up by levers and tied in position, after which the 
cart is raised by levers and the wheel is replaced. 

(2) Ca/rrying may be done by men or by pack animals. 
Carrying by men is expensive, and is therefore not suitable 
for long distances, or where a cheaper form of transport can be 
suitably employed. The load which a man can carry varies 
considerably in Madras ; the official head-load of fuel weighs 66 
lbs., but actually loads up to 100 lbs. are carried. An aver- 
age of 60 lbs. is a good cooly-load. Logs can be carried by four 
or more men, by suspending them at each en4 with chains 
slung over shoulder-poles supported on men's shoulders. 

The chief pack animals used for carrying wood in India are 
camels, bullocks, mules, and ponies. Special care is neces- 
sary to prevent sore backs by the employment of suitable 
saddlery. A properly-fitting pack saddle should not rest on 
the spine but on the upper parts of the flanks of the animal, 
the saddle being well padded at the points of contact. Where 
pack animals are extensively employed it is essential that 
there should be an abundance of fodder, without which animals 
are incapable of prolonged hard work. As already men- 
tioned, carting, where possible, is cheaper than carrying by 
animals, but the latter form of transport is suitable for rough 
country where carts cannot be employed. Animals should 
not be worked every day, but should be given a rest every 
few days. A fair average load for a pony in regular work is 
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160 to 200 lbs., for a mule or bullock 200 to 240 lbs., and for 
a camel 300 to 400 lbs., though the actual load will depend 
largely on the nature of the country, the strength of the animal, 
the instance to be gone, and the season of the year. Ele- 
phants are sometimes employed to carry fuel, an average load 
being 500 to 700 lbs. in hilly country and 660 to 850 lbs. on 
level ground. 

2. Sledge-Roads. 

A sledge consists of a frame for carrying the wood, sup- 
ported c^a pair of longitudinal rumier^. In Europe sled|- 
Sig is usuaUy^done over%now, but in India sledge-roa^, 
Xh «e Sdefly employed 'in the HimaUya,, Ire not 
covered with enough snow for a' sufficient length of time to 
make snow-sledging practicable. The sledge-road consists of a 
well-graded track on which sleepers are laid at such a dis- 
tance apart that the runners of the sledge will rest on not less 
than two sleepers at any time ; the runners of the sledge run 
in grooves cut in the sleepers. The sleepers themselves are 
laid on longitudinal scantLgs placed in^ two paraUel lines 
about 3 feet apart. 

The main obstacle to constructing a sledge-road is that 
the limits within which the gradients may vary is very narrow 
(between 4^ and 11°) ; hence it is impossible to avoid obsta- 
cles by temporarily increasing the gradient, and much expen- 
sive rock-blasting may be necessary. Sharp curves are also 
to be avoided, as the sledge tends to leave the track if the 
curve is too sharp. In India sledge-roads are used chiefly 
for transporting sleepers, and may also be used for trans- 
porting other sawn material, as well as firewood; the 
sledges, which aijs usually in charge of two men, slide down 
the track by their own weight, the empty sledge being 
pushed up again by the men. 

The life of a sledge-road will depend on local climatic con 
ditions and the kind of wood used in its construction. Sledge- 
roads made in 1884 and 1890 at Deota and Thadiar, Jaunsar 
Himalayas, were in use for nearly 6 years and nearly 4 years, 
respectively. The cost of extracting broad-gauge sleepers 
on the Deota sledge-road (length 5,877 feet) was J of that 
of carriage by coolies, while on the Thadiar sledge-road 
(length 7,960 feet) the cost was under ^ of that of cooly 
carriage. 

3. Rolling-Roads. 

A rolling-road is a specially constructed road for rolling 
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logff down a gentle incline. The maximum and mean gradients 
should not exceed 10° and 3°, respectively, while sharp 
curves should be avoided as much as possible; hence the 
construction of such roads is expensive where many obstacles 
are met with. Two parallel lines of poles are laid, like rails, 
along the rolling-road, these being partly embedded in the 
ground to keep them firm. The logs are rolled in batches 
of 10 to 20, the only implements used being levers about 6 
feet long. The foremost log of the batch is kept from rolling 
forward by stones and wood wedged under it in front. More 
stones and wedges are then placed about 30 feet in front, and 
the original stones and wedges are knocked out from under 
the log ; the logs are then roUed forward with levers, and come 
to a stop where the stones and wedges have been placed. 
This operation is repeated constantly so that the logs may not 
get out of control. In exceptional cases a stream-bed may 
be transformed into a roUing-road by removing large stones 
and laying poles along its bed. 

The system of rolling logs is not unattended by accidents. 
Men have to keep in front of the roUing logs to stop them or 
guide them with levers, a work which is somewhat risky. 
RoUing-roads are most in use in the Punjab Himalayas. 

4. Draggmg 'Paths. 

Dragging-paths are paths along which timber is dragged 
from the forest to the nearest floating-stream, cart-road, or 
other line of export. Dragging-paths require little construction 
beyond the cutting of jungle and slight grading. 

In soft ground biUets of wood, partly embedded in the 
ground, are placed across the dragging-path ; this is especially 
necessary when the logs have to be dragged uphill. 

Dragging can hardly be considered a means of transport 
over very long distances, but rather as a means of clearing 
the coupe and bringing the timber to the export line ; it has, 
therefore, been dealt with at more length in Chapter III 
(page 106). 

Where dragging of logs has to be done up steep slopes 
the block and tackle arrangement mentioned on page 103, 
(vide plate IX, fig. 5), can be applied with success. 

5. Slides. 

Slides are used in hilly country for extracting logs, fuel, 
or sleepers and other scantlings. They may be dassified 
broadly into dry slides, where the wood slides down by its 
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own weight, and wet slides, where water acts as a conveying 
medium in the slide. Dry slides may be either earth slides 
or wooden slides : when they are so steep that the wood slides 
down rapidly by its own weight they are termed " shoots." 

(1) Earth SLmss. 

An earth slide is merely a natm*al hollow or artificially 
prepared depression running down the mountain side; a 
certain amount of preparation is necessary in the way of 
removing rocks and other obstructionn from the sUding path. 
In gradient an earth sUde may vary within wide margins, 
usually between 20° and 60°, but on a gradient of more than 25° 
it is impossible to prevent the logs from sliding down without 
control unless walls known as check-walls are constructed 
across the path at intervals. With low gradients the sliding 
of the logs is assisted by means of levers, but care is taken 
not to aUow the logs to slide down without control. Earth 
slides in the Himalayas are usually straight, but gentle curves, 
if they do not occur at too frequent intervals, are rather an 
advantage than otherwise. Posts or walls are erected only 
at points where the logs are liable to leave the slides. In 
Europe the sides of earth slides are protected by poles ; fairly 
sharp curves can be constructed on such slides. 

The initial cost of earth sUdes, as compared with other 
kinds of sUdes, is smaU. The cost of annual upkeep, how- 
ever, is comparatively large, being from 20 to 30 per cent, of 
the initial outlay ; this is particularly the case in natural 
depressions where boulders and debris accumulate and have 
to be removed periodically. The damage done to the timber 
is not great where the sUding is controlled. 

(2) Dry Wooden Slides. 

These are trough-shaped slides made of round logs or of 
sawn timber fitted together; they are used for sliding logs, 
sleepers, scantlings, and fuel down the sides of hills. 

Dry wooden slides for extracting heavy logs are them- 
selves made of logs, approximately equal in size, placed 
longitudinally in an earth channel prepared to receive them : 
the best gradient for this type of (by slide is 15° to 25°, but 
an occasional change of gradient is desirable so that the speed 
of the logs may be checked by a more gradual slope at inter- 
vals. After ail the timber has been extracted the logs com- 
posing the slide itself are sent down the slide, which is broken 
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up from the top downwards : in this way the material of 
which the slide is constructed can all be utilized. 

Slides of more elaborate construction are in use for ex- 
tracting sleepers, scantlings, or fuel. These may be made 
of poles placed longitudinally and supported by uprights in 
such a way as to form a channel, or they may be composed 
of sawn planks, the slide being rectangular in section. 
Such slides are suitable as a more or less permanent means 
of export, their construction being too costly for the produce 
of a single small coupe. Where they can be more or less 
continuously employed for a few years they efEect a considerable 
saving as compared with cooly or mule transport. 

(3) Wet Slides. 

These differ from dry slides in being supplied with a 
continuous stream of water, the water being admitted at inter- 
vals by side channels. These slides are used chiefly for trans- 
porting sleepers, and are constructed of sawn scantlings in 
such a way that the sleepers fit into the channel, with a 
narrow margin, and are carried down by the water, which acts 
as a lubricant in gentle gradients and a retarding cushion 
in steep gradients. The scantlings forming the slide are 
fitted tightly together to prevent leakage of water, thus differ- 
ing from dry slides, in which such accurate fitting is not 
required. The best gradient for a wet slide is about 16°, 
though a variation from 5° to 25° is permissible. On low 
gradients much more water is required than on steep gradients. 

Where water is plentiful the wet slide as a means of 
export of sleepers and scantlings in hilly country is most 
satisfactory, provided it can be constantly worked for some 
years in order to give a sufficient return for the cost of 
construction. 

6. Forest Tramways. 

Forest tramways as a means of transporting heavy loads 
are very much more suitable than ordinary roads, for the 
power necessary to draw a given load on a tramway is about 
\ of that necessary for drawing the same load on an average 
road in good repair, while in many cases it may be much 
less. Another advantage of the tramway over the road is 
that an ordinary tramway requires less width of roadway 
than a cart-road, and hence the cost of cuttings and embank- 
ments is less. On the other hand, as the laying and equip- 
ment of a tramway line is costly, it should never be under- 
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taken unless it is first ascertained that it will be regularly 
used to its utmost capacity ; in other words, there should be 
sufficient produce available for extraction to make the tram- 
way profitable. 

A forest tramway is a form of light railway with narrow 
gauge. In India steam engines have seldom been used, the 
motive power being supplied by draught animals or by men. 
Tramways are used in the hills as well as in the plains, but as 
a rule where produce has to be brought from a high level to a 
considerably lower level a sledge-road is more economical 
than a tramway. 

Tramways may be either permanent or portable, the 
latter being suitable for temporary use in one place, after 
which they may be taken up and laid down elsewhere. 
Portable tramways are particularly suitable for branch lines 
radiating into the forest for the removal of produce from 
one particular block which is worked for a definite period. 

The gradient of a tramway depends on the load. A down- 
gradient of 2 in 100 for timber and 3 in 100 for fuel is the most 
suitable : where these gradients are exceeded brakes are 
necessary to check the speed. In any case a gradient of 
6 in 100 should not be exceeded, and even this is too risky 
for general application. Up-gradients should not ordinarily 
exceed 3 in 100 for buffaloes and 2 in 100 for men. 

7. Wire Rope-Ways. 

Wire rope- ways are strong wire ropes stretched between 
supports, and employed for the transport of timber or fuel from 
a higher to a lower level, the wood being tied to ** carriers," 
or wheels which move freely along the wire rope. As 
the load moves along the rope by its own weight no motive 
power is necessary. Wire rope-ways are specially useful for 
transporting produce across steep valleys, rivers or ravines ; 
they can be fairly easily moved from place to place, their 
working is not interfered with by floods or heavy snow, and 
they can be employed for much steeper gradients than those 
suitable for other forms of transport. Hitherto, however, in 
spite of these advantages, wire rope-ways in India have not 
always been worked with success for the transport of forest 
produce. 

Sbotion II. — Transport by Water. 

There are three methods of transporting wood by water ; 
these are (1) floating by single pieces, (2) rafting, and (3) 
transporting with the aid of boats. 
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1. Floating. 

Logs and scantlings, and occasionally fire wood, are floated 
singly down streams which are too small for rafting ; owing 
to the risk of loss when single pieces are floated, however, 
these should be collected and formed into rafts as soon as 
they reach a stream large enough for rafting. 

(1) Chaeacteristios of a Good Floating-Stream. 

The characteristics of a good natural floating-stream are, 

(1) it should be wide enough to allow the Togs to turn rounds 
otherwise they are Uable to block the channel ; (2) the water 
should be deep enough to allow the logs to float without touch- 
ing the bottom ; a slow stream in particular requires to be 
deep, as a rapid one will carry the logs along even if they 
occasionally touch the bottom; (3) the bed of the stream 
should be as free as possible from obstructions ; (4) the course 
of the stream should wind as little as possible, because the 
more sharp bends there are in the stream the more chance 
there is of logs being driven against the bank and sticking 
there, while the timber takes longer to float out where the 
course is lengthened by bends. 

(2) Impbovement of Floatinq-Stream, and Removal of Obstacles. 

If a stream is not naturally a good floating-stream it can 
to a certain extent be improved. In Europe the head of water 
is sometimes increased by damming up the water and let- 
ting it loose at intervals so as to produce artificial freshets. 
In India this is not practised, and is hardly necessary, because 
the monsoon rains supply abundance of water in most parts 
of the country for part of the year, while in the Himalayas 
the melting snows serve to swell the hill streams. 

Obstructions in the shape of rocks or large stumps and 
snags should be blasted with dynamite or otherwise removed. 
Unless the stream is wide, deep, and free from obstructions, 
a jam of timber is often liable to occur, large numbers of logs 
being heaped together in the stream-bed during the rains 
and left high and dry in the dry season. These timber jams 
are mixed up with inflammable debris of all kinds and are 
very liable to be destroyed by fire in the hot season : for this 
reason they should be carefully guarded until they can be 
broken up. The breaking up of a jam of logs, even in the dry 
season, is often a tedious business, elephants or buffaloes 
being employed to drag the logs away one by one. In the 
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rainSy when the streams are swollen, the breaking up of a 
jam of logs is a risky operation, as by the loosening of a single 
log the whole pile of timber may break away at once, so that 
if elephants or men are at work in the stream they stand a 
strong chance of being swept away. To break up a jam of 
logs in a swollen stream, if there are not many logs, the '^ key 
log " should be sought for, that is, the log which holds all the 
others back ; it often happens that by the removal* of a single 
log on the down-stream side of the jam the whole heap of 
logs can be loosened. A strong cable or chain should be 
attached to the key log, which may then be dragged out by 
an elephant, worlang if possible on the bank. If the stream 
is strong the key log should be attached by means of a second 
cable or chain to a tree on the bank before the elephant com- 
mences to pull. 

If the jam of logs is a large one this method of breaking 
it up is either impracticable or too dangerous to carry out ; 
in such a case the logs should be detached one by one on the 
up-stream side of the jam, towed up-stream for a short dis- 
tance, and tied to the bank. Large jams may take several 
days to break up in this way. A system of block and tackle 
may be effectively used for breaking up a jam of logs. 

Where sleepers or scantlings are floated the breaking 
up of jams is carried out by men, there being a certain amount 
of risk attending this operation also. 

Floating timber is liable to get carried into backwaters 
and become stranded there : this may be prevented by anchor- 
ing a chain of logs across the mouth of the backwater, to 
keep floating logs in the main stream, or. by erecting a fixed 
boom in the bed of the stream. Such booms, for keeping float- 
ing timber in the proper floating channel, are called lateral 
hooms. 

One of the best methods of keeping a floating-stream 
clear of obstacles is to use it every year. If a stream is left 
out of use for some years it becomes blocked with fallen trees, 
stumps, and d6bris of aU kinds, which may cost a considerable 
amount of money to remove. 

Much trouble is often given by floating-streams when they 
silt up near their mouths and divide into several branches; 
in such a case the only way to keep logs from becoming 
stranded over the surrounding country is to examine the 
main channel every year, deepen it where necessary, construct 
bunds where the water escapes, and erect booms at the mouths 
of the branches. 
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The importance of annually patrolling such streams and 
the country adjacent to them is exemplified by the fact that 
the writer in one season had 700 buried teak logs dug up over 
a comparatively small tract of country near the mouths of 
floating-streams in the Tharrawaddy District, Burma. This 
would represent but a very small proportion of the timber 
which had actually become buried by silting up, as these 
streams had been used for floating for at least 50 years, and 
their lower courses had never been properly patrolled. Some 
of these buried logs were as much as 8 feet deep and were 
discovered only by accident. 

(3) Season op Floating. 

Floating in the Himalayan streams usually commences 
after the floods of the rainy season are over, that is, early 
in November, and continues until about the middle of June, 
so that the timber may be collected and rafted to market 
before the rivers become swollen by the monsoon rains, when 
the catching-booms are removed. Sleepers should not be 
launched in high floods, as this occasions much loss through 
their getting broken, stranded high up the banks, or carried 
past the catching-place. 

In many Indian floating-streams, however, floating can 
be carried out only in the rainy season. For this purpose tim- 
ber is dragged from the felling area and placed in position 
in the stream during the dry season, so that when the water 
rises at the beginning of the next monsoon the timber is floated 
out. This system is followed throughout Burma, where 
the floating of timber is extensively carried out. During the 
dry season gangs of elephants are regularly sent down all 
the floating-streams to roll, pull, or push all stranded logs 
into position for the next season's floods. 

(4) Collection of Floating Timbeb. 

Floating logs or scantlings, when they reach a rafting 
river, or point below which the timber can conveniently be 
transported in the form of rafts, are collected and made up 
into rafts. The collection of logs is sometimes done by men 
in boats, but often special temporary obstructions, known as 
booms, are moored across the stream to intercept the floating 
timber. These booms vary much in structure, some being 
composed of a chain of logs securely fastened together and 
some, like the Dakhpathar boom on the Jumna, being of^more 
elaborate construction. Booms are sometimes plac^ across 
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tlie rafting river, and sometimes across the mouth of the 
floating-stream itself, the rafts being formed in the floating- 
stream near its mouth. In any case the boom should be thrown 
across a narrow part of the stream, and should if possible 
be placed below a sharp bend, so that the logs may strike 
against the bank and lose some of their velocity before striking 
the boom. The collection of floating timber is sometimes 
carried out by men using inflated skins as a support. 

2. Rafting. 
(1) General. 

Rafting differs from floating in that the pieces, instead 
of drifting along singly, are tied several together into rafts, 
which may be composed of logs, sleepers and other scantlings, 
bamboos, or fuel. 

Rafting may be carried out in rivers, canals, or in the 
sea. In rivers the rafts drift with the current, being guided 
with oars or poles. In still- water canals or creeks, or in the 
sea, artificial propulsion is necessary; in canals and other 
channels this is done by oars or poles, or by towing from the 
bank, or by the aid of launches or boats, while in the sea tow- 
ing by launches is the mode of propulsion. In tidal estuaries 
the tide acts as a motive power for rafts. 

(2) Suitability of Rivers for Rafting. 

A rafting river should be deep enough to allow the rafts 
to float without touching the bottom, and should be free 
from projecting or submerged rocks and other obstacles against 
which the rafts may strike. It is of advantage to have the 
river vide enough to enable rafts to turn round, but. in canals 
this is not necessary. 

The improvement of a rafting-river is carried out by the 
means employed for improving a floating-stream, except 
that backwaters and side-channels do not require to have 
their mouths closed up by lateral booms. It is sometimes 
necessary to employ steam-launches to remove stranded 
tree-stumps and other movable obstacles. 

(3) Season for Rafting. 

River-rafting in India cannot as a rule be carried out 
in the season of high floods, as the rafts are liable to become 
unmanageable and to be carried over the flooded country 
and left stranded when the water subsides. For this reason 
the rafting season on rivers usually commences after the 
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rains and cdntinaes until the water becomes too low or again 
rises at the commencement of the next rains, or, in the case 
of Himalayan rivers, until the rivers become swollen by the 
melting snows, that is, about the end of April. 

Baiting by sea, which is done in the Andamans, is dangerous 
during the monsoon or when there is much swell or wind. 
Small rafts, however, can be towed in the open sea all the 
year round provided there is not too much wind or swell. 

(4) CONSTRUOTION AND MANAGEMENT OF RaFTS. 

The size of a raft depends largely on the nature of the 
river or other channel by which the timber is to be transported. 
The width of the raft depends on that of the rafting channel, 
while its length depends on the number and sharpness of bends 
in the channel; where the channel is fairly straight longer 
rafts can be transported than in the case of a channel with 
abrupt bends. The size of sea-rafts depends largely on the 
weather and the state of the sea, larger rafts being transported 
in fine weather and in a calm sea than when the sea is somewhat 
rough. 

The methods of tying logs into rafts depend on the avail- 
able supply of materials suitable for the purpose, the class 
of timber to be rafted, and on local conditions generally. In 
this respect the construction of rafts may be dealt with separ- 
ately according as they are composed of (a) logs, (6) bamboos, 
(c) sleepers and other scantlings, or (d) fuel. 

(a) Rafts of logs, — In a log raft the logs are usually fastened 
in such a way that they lie in the direction in which the raft is 
to move. The number of logs in a raft varies greatly : the small- 
est rafts consist of only one section, but larger rafts are^ made 
up of two or more sections fastened securely together longi- 
tudinally. The logs in each section should be as nearly as 
possible of equal length. Burmese teak rafts on the Irrawaddy 
usually contain from 110 to 250 logs, the number varying 
according to the size of the logs ; there are 5 to 12 sections in 
the raft, each section containing 16 to 20 logs. Smaller rafts 
containing 5 sections with about 9 logs in each section are 
floated down the Sittang river, because the rafts have to pass 
through the lock gates of the Pegu Canal, which would not 
admit the larger Irrawaddy rafts. The logs in each section, 
if of equal length, are firmly bound together by passing a 
long thick cane through the drag-holes, which lie in a line, 
while a long thin pole is placed across the section over the 
drag-holes and lashed tightly to the logs by canes passing 
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thrbugli eacli drag-hole ; this is done at each end of the section. 
If the logs are of unequal length the long cane is not used^ 
but each log is firmly fastened by canes to a pole placed 
across the section as near its end as possible, provided it lies 
over all the logs of the section. The sections themselves are 
lashed together by strong twisted cane ropes linking together 
every third or fomrth log of adjacent sections. 

To give stabihty to the raft and prevent the sections from 
becoming torn apart from each other logs longer than the 
sections are lashed to either side of the raft so as to project 
over the lines of junction of the sections and protect them. 
An Irrawaddy teak raft is managed by a crew of five or six . 
men, who Uve on the raft, building one or more huts near its 
centre ; the raft is guided usually by four oars, two in front 
and two behind. These rafts are moved only by day, being 
moored to the bank at night. 

In Travancore small rafts of 10 to 14 logs are constructed. 

Where the logs are too heavy to float they may be sup- 
ported by logs of light wood or bundles of hollow bamboos, 
the whole being bound together in the form of a raft. Such 
rafts require very careful binding, and should not be constructed 
till all floods subside, because the breaking of the raft would 
mean the loss of all logs that become detached. 

In the Andamans timber is rafted by sea, launches being 
employed for towing the rafts. The logs have to be very strongly 
fastened together, and hence chains are employed in preference 
to ropes. Kafts of from 50 to 60 logs can be towed in the open 
sea all the year round, except in rough weather, but larger 
rafts are not risked in the monsoon. The speed of towing aver- 
ages 10 miles a day in the open sea and 10 to 15 miles in sheltered 
seas and bays. 

(6) Bamboo rafts. — ^Many streams which are too small for 
the rafting of timber can be employed for the rafting of 
bamboos, provided the rafts are made small enough. These 
small rafts on reaching a large rafting-river can be fastened 
together into large rafts. The commonest method of construct- 
ing bamboo rafts is to cut small holes through the bamboos near 
one end, and to pass a piece of split bamboo through the holes 
of 20 to 25 bamboos side by side, the ends of the split bamboo 
being tied to keep the bamboos together. Some four or five 
such layers of bamboos are placed one over the other and 
bound together with strips of Bamboo passing round them. 

These bundles may in themselves form small rafts, or severa ] 
of them may be tied together sid^ by side and longitudinally 
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to f com large rafts. Stabilitjr id given to such rafts by lashing 
poles or bamboos across them at intervals. 

(c) Rafts of sleepers cmd scantlings. — Sleepers and scantlings 
are rafted on the Jmnna. The sleepers are placed in pairs, 
one sleeper on top of the other, and arranged transversely 
to the direction in which the raft is to move. The sleepers are 
kept together by being lashed with bhaber grass ropes to 
longitudinal sleepers placed over them. These rafts are about 
50 feet long and contain 160 metre-gauge sleepers or 120 
broad-gauge sleepers, the breadth of the rafts being 6 feet 
and 10 feet, respectively. The rafts are guided by two men, 
one in front and the other behind. Bafts of scantlings are 
made up similarly. 

When the sleepers or scantlings are too heavy to float by 
themselves they may be mixed with scantlings of lighter 
woods, or supported by bamboos. Sleepers or scantlings may be 
successfully brought down floating streams on small bamboo 
rafts, to which they should be securely fastened. 

(d) Fuel rafts. — The rafting of fuel billets is not extensively 
carried out in India. On the Nerbudda fuel is made up into 
bundles, which are fastened together into rafts in a manner 
similar to that employed for bamboos. 

(6) Control of Raftinq Rivers. 

When rafts are insecurely fastened together, or when 
they collide with rocks or other obstacles, or meet with similar 
accidents, logs are liable to become detached, or the whole 
raft may become broken up and the loose pieces drift away out 
of control. Timber in a rafting river which is thus floating 
without control is caUed *^ drift timber," and is particularly 
liable to become lost or stolen. To prevent such loss, rafting 
rivers are made subject to what are known as drift rules, under 
which all drift timber is salved and brought to special drift 
depots where it is advertised for a certain time, and if not 
claimed within the statutory period, is sold for the benefit 
of Government, 

3. Transport with the Aid of Boats. 

On Indian rivers a common method of transporting logs 
which will not float by themselves is to suspend them under 
water to poles listened firmly across tiie hulls of boats and 
projecting on either side, or to fasten them to the thwarts 
of the boat without the aid of cross-poles. 
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Usnally from one to' three logs can be so attached to either 
side of the boat, or from two to six logs in alL Timber cannot 
nsnaUy be transported up-stream in this manner, as the fasten- 
ings break with the resistance to the water. 

In the Andamans logs are transported by sea by lashing 
them to the thwarts of boats 34 feet long and 10 feet wide. 
These boats are tied together in single file and towed by 
launches. 

Fuel billets are loaded into boats and transported fis cargo 
on some Indian rivers. On the Indus these fuel boats are 
sail ing boats with a capacity up to 26 tons or more. 
'^^When timber is transported in sea-going vessels it is usually 
first sawn into squares or scantlings, to avoid unnecessary 
cost of transport if shipped in the log. 



^t 



132 
CHAPTER V. 

WOOD dep6ts. 

1. General. 

Depots are places where wood or other forest produce 
is stored until it is time for its disposal. Although in some 
parts of India depots for the sale of minor forest produce 
exist, the most important depdts are for timber or fuel. Dep6ts 
may be classed broadly into forest dep6ts and sale dep6ts. 
The former are usually of a more or less temporary nature, 
and are intended chiefly for the collection and checking of 
produce prior to its despatch from the forest. Sale depdts 
are of a more permanent nature, and are usually situated 
in some central place where intending purchasers can 
conveniently inspect the produce for sale. Sale depdts, from 
their position, are divided into land and water dep6ts. In 
some parts of India the distinction can hardly be drawn, as 
timber depdts are often situated on land which is flooded 
during the rainy season and dry during the remainder of the 
year. 

2. Land Despots. 

In selecting a site for any land depdt care should be taken 
to provide for convenient ingress and egress : the depdt land 
when selected and acquired should be demarcated by 
conspicuous and permanent marks, otherwise encroachment 
from outside is liable to occur. 

If the produce to be stored consists of fuel or timber liable 
to deteriorate if subjected to periodic wetting, it is essential 
that the ground should be well drained and not liable to 
inundation. Where, however, the timber to be stored will 
not suffer through periodic flooding, land subject to inundation 
is not entirely unsuitable, though it is objectionable if it 
renders the examination of logs difficult : hence on such land the 
area should be divided into sections separated by raised paths, 
so that intending purchasers can obtain access to any lot of 
logs from one of the raised footpaths. This system is followed 
in the large Grovemment teak timber depdt at Rangoon, a 
land depdt which is partially inundated for several months in 
the year. 

In depdts intended for scantlings or fuel it is often necessary 
to erect sheds for the protection of the material ; in this case 
great attention should be paid to, close stacking and economy 
of space. Sheds are also necessary for valuable material 
si^ch, as sandalwood, for charcoal, aiid for most kinds of mino^ 
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piodnce. Depdts for all stich small material, which can be 
easily removed, should be provided with a high fence and a gate 
which can be locked at night. 

3. Water Depots. 

Water depdts may be established in a river, in still water, 
or on the sea-shore, i^iver depdts are always attended with 
some risk owing to sudden rises due to floods, and are there- 
fore unsuitable for long storage of timber. A placejshould be 
selected where the current is slack, a backwater for choice, 
and the logs should be enclosed by a boom, usually formed of 
logs chained together end to end. The bank should be stable, 
so that stout posts may be fixed at intervals for the mooring 
of rafts or smaller lots of timber, while specially firm posts are 
required for fixing the boom. 

Depdts in still water may be either natural lakes or ponds, 
or may be artificially constructed, the water being admitted 
by a channel leading from the floating-stream or river down 
which the timber has been transported : the channel should 
be wide enough and deep enough to allow the timber to be 
floated into the dep6t. 

A sea-shore depdt should be well sheltered, and should not 
be exposed to the open sea, while the beach should have a 
gradual slope. Wood should not be stored for any length of 
time in the water owing to the risk of marine borers. There 
is a typical sea-shore depdt at Port Blair in the Andamans ; 
it is sheltered from both monsoons, and is situated on a low 
shelving beach, the water at low tide being nowhere more than a 
foot or two in depth. This dep6t is surrounded by a fence on the 
landward side, reaching as far as low-water leveL 

4. Management of Depdts. 

Every depdt should be in charge of a responsible person^ 
whose rank will depend on the importance of the depdt. The 
depdt-keeper should be assisted by one or more guards whose 
duty it is to prevent theft or loss from any cause. All logs or 
scantlings brought into the depdt should be measured and 
numbered, their numbers, measurements, and description being 
entered in detail in a register of receipts. The numbering can 
be conveniently done by means of punches or numbering 
hammers; it is sometimes customary to stamp a special 
mark at either side of the number to prevent any figure being 
added. Where the serial numbers are commenced afresh each 
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jeax^ the year should also be marked to prerexit confosion. 
The logs or scannings on reaching the dep6t are separated 
into various size and quality classes and divided into ocmveni- 
ent lots for sale. The number of logs in each lot will depend 
largely on local circumstances, but where small dealers have 
to compete against more wealthy traders it is advisable not to 
have the sale lots too large, otherwise the small dealers cannot 
afiord to compete. The procedure with regard to iBrewood is 
somewhat similar, the firewood being separated according to 
size and qualiiy anc* stacked in separate stacks, each of which 
has its own number^ Where numbers are stamped on timber 
or other produce with punches or hammers, it is advisable also 
to paint on the numbers conspicuously, so that they may be 
readily seen. The numbers of the depdt lots and symbols 
denoting quality or size classes should also be conspicuously 
marked. 

When timber is sold at a dep6t and the price has been 
realized the timber should be marked with the sale hammer, 
And the particulars of such timber should be entered in a sale 
register. Details of timber or other produce disposed of in 
any way should be entered in a register of receipts and issues, 
in the column of disposals or issues, which should agree with 
the column of receipts in the register. In some cases, particu- 
larly in the case of fuel and sandalwood, it will often be found 
that the volume or weight of a certain lot disposed of will be 
less than it Was when it was received in the dep6t, this loss 
being due to shrinkage or loss of weight in drying. In such a 
case the loss is written o£E in the column of disposals as wastage 
by shrinking or drying, so that the total disposed of will agree 
with that received in the dep6t. The depdt registers should be 
balanced at least once a month, and should agree with the 
cash accounts and with the bills issued during the month for 
produce disposed of. 

Complete stock of the depdt should be taken periodically, 
at least once a year. To facilitate stock-taking and to enable 
wastage to be checked at frequent intervals, a ^' section system " 
is in operation in some of tiie fuel dep6ts of the Madras Presi- 
dency. The dep6t is divided into three sections, which we may 
call A, B, and C, for each of which a separate set of registers 
is kept. The quantity of fuel received in any one section is 
Approximately enough to meet one month's demand. Sales 
are allowed only in one section at a time, so that when sales 
are going on in section A, section B is full, and section G is 
receiving fuel from the forest. As soon as a section is 
emptied its accounts are closed. 
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In the case of fuel, bamboos, poles, or other produce required 
for daily consumption in small quantities, sales by fixed rates 
are the usual rule : in such cases the tariff rates should be clearly 
marked up on a board in the dep6t. Receipts for produce 
purchased should be of a prescribed form, and should be serially 
numbered : manuscript receipts on odd pieces of paper should 
never be allowed. 

When a sale takes place at a dep6t the purchaser should be 
required to remove the produce purchased within a reasonable 
time, failing which demurrage should be charged. Unless 
such rules are enforced the depdt is likely to become a storing- 
ground for the timber of miscellaneous persons ; such timber 
not only occupies space, but is liable to cause confusion. One 
of the most important points in dep6t management is to 
arrange the timber in proper order, and in such a way that 
any log or lot of logs can be removed without displacing other 
logs. There is nothing more confusing than a depdt in which 
the logs are thrown down in heaps without any attempt at 
arrangement ; in such a case the stock can never be properly 
checked, nor can loss be discovered until it is too late. 
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UTILIZATION OF MINOR FOREST PRODUCE. 

Under minor forest produce is included all kinds of forest 
produce other than timber and firewood ; it comprises animal, 
vegetable, and mineral products, and is therefore very varied 
in kind as well as in value. 

Although the forests of India are extremely rich in minor 
products of all kinds, a great deal remains to be done in the 
way of exploiting them ; this will naturally take time, and 
will depend largely on the extent to which their uses become 
known and markets are found for their disposal 

We may conveniently deal with the principal classes of 
minor produce under the following heads : — 

I. — Grass. 

II. — Minor produce from stems and roots of trees and 
other plants. 
III. — Leaves. 

IV. — Flowers, fruits, and seeds. 
V. — Exvded products. 
VI. — Animal products, induding hurUing, fishing, and the 

catching of elephants. 
VII. — Mineral products. 
VIII. — Miscellaneous minor produce. 
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CHAPTER L 
GRASS. 

The utilization of grass is, when considered from the point 
of view of grazing and fodder, one of the most important fac- 
tors in maintaining the agricultural prosperity of India, and 
therefore merits careful study, more especially as its utilization 
may under certain conditions be very harmful to the forest 
itsell We may conveniently consider the subject under the 
heads of (1) grazing, (2) cut fodder, (3) fibre-yielding and 
thatching grasses and (4) grasses from which oils are distilled. 

Sbotign I. — Grazing. 

1. Da/ngers Arising from Forest Grazing. 

Although forest grazing under ordinary circumstances is 
most injurious to the welfare of the forest, still it is in most 
parts of India so closely connected with the agricultural customs 
of the country that it has to be submitted to, often to the 
detriment of successful forest management. The chief dangers 
arising from forest grazing may be summed up as follows : — 
(1) Toung seedlings become crushed and trampled, while the 
8(ul in many cases becomes hardened by the tread of the grazing 
animals ; (2) seedlings and saplings are browsed down ; this is 
particularly the case towards the end of the dry season when 
the young plants have sent out their first flush of new leaves, 
while the grass is still dry and uneatable ; (3) the removal of 
grass and other herbaceous vegetation exposes the soil and 
removes manurial matter ; the removal of we latter, however, 
is to some extent compensated for by the^manure afforded 
by the animals. 

2. Advantages of Forest Orassing. 

Although the disadvantages of forest grazing far outweigh 
its advantages, stiU there are exceptional circumstances under 
which a certain amount of controlled grazing may even be 
beneficial Thus grazing tends to keep down rank grass and 
under-growth ; this lessens the danger from fire, and may even 
assist in freeing seedlings which would otherwise be suppressed. 

Gk>od residts may also follow the wounding of the soil 
which accompanies grazing; this is particularly the case 
in coniferous forests where the thick layer of needles on 
the ground sometimes retards reproduction until the soil 
ia wounded by the feet of grazing anynals. 
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3. Factors on which ^ amount of Damage by Gfrming 

Depends. 

The damage caused by grazing varies greatly under different 
conditions ; the chief factors which ii]^uence the extent of 
damage are as follows : — 

(1) Kind op Cattle. 

The most destructive of all animals are goats, owing to 
their habit of eating almost everything they can reach, 
bending down saplings in order^ to reach the tender shoots ; 
goat grazing is prohibited by law in most European countries, 
and where rights to goat grazing exist in India they should 
if possible be commuted. She^ are less destructive l^an 
goats, as they prefer grass, and will not eat anything else 
unless the grass is very coarse and dry. Buffaloes may do 
considerable damage by crushing youn^ gro V owii^ to 
their weight and ^e, while onXep d?p^ they are apt to 
lay bare the roots of trees by trampling the ground. In the 
plains and low hUls, provided there are sufficient watercourses 
with grass and other vegetation on either side, the damage 
done to the forest may not be great, as the buffaloes prefer to 
remain near the streams. Cows and huUocks are, for their size, 
probably the least harmful of all stock, as they prefer srass 
if they can get it ; owing, however, to their immense numbers, 
they are the source of the great bulk of damage done by 
grazing in India. Gamds, owing to their height and to their 
browsing habits, are almost as destructive as goats, as they 
nibble off the top shoots of young trees. Other animals are 
not sufficiently abundant to take into account. 

(2) Season of Grazing. 

The season during which grazing ib most required by 
the agriculturist depends on local circumstances. In many 
parts of the country the dry season is the season of forest 
grazing, owing to the scarcity of fodder ; in many rice-grow- 
ing districts forest grazing is required in the rains, as the 
cattle cannot be admitted into the fields while the growing 
crops are on the ground. The extent of damage done during 
each season depends on circumstances : thus in forests which 
are maintained for the production of bamboos, grazing dur- 
ing the rains, at the time when the new shoots appear, 
should be prohibited. Grazing does most harm towards the 
end of the dry season, when the grass is ail dried up and is 
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uneatable, whfle the seedlings and saplings of forest trees, 
which have sent out a new flush of leaves, are greedily 
attacked : this danger is hot to be feared so much after the 
rains have started and there is an abundance of green grass. 
Grazing in the dry season oftctn leads to danger from fire, 
and it may therefore be necessary to close forests to grazing 
throughout the fire season. 

(3) The Numbbb of Cattle per Aobe. 

The greater the number of cattle admitted per acre, 
the greater will be the damage done to the forest, and it is 
therefore advisable to fix the maximum number of animals 
which may be allowed to graze over a given area. In this 
coimection general figures are quite misleading, as the 
number of animals admitted must depend entirely on the 
type of forest, the period during which the forest is open to 
grazing, and on local conditions generally ; such figures can 
only be arrived at by observing the effect of grazing a certain 
number of animals over a given area and fixing the number 
according to the degree of protection which it is necessary 
to afford to the forest. In some districts the area allotted is 
^ an acre per head of cattle, but this is incompatible with 
the safety of the forest. In Germany it is estmiated that 
one cow requires 3 acres, a draught bullock 3f acres, a 
horse 4^ acres, and a sheep ^ of an acre. 

The Darjeeling rules of 1885 fixed the minimum area 
at 6 acres per head of cattle. In Rawalpindi the number 
of bovine animals, ponies, and mules allowed is 1*6, and of 
sheep and goats 3*2 per acre, while in Ajmer-Merwara one 
head of cattle is allowed per acre where the forests are open 
to grazing for only 4 months in the year. 

4. Regulation of Oraaing. 

In order to minimize the injurious effects of grazing 
it is necessary to regulate it carefully; the chief measures 
to be taken are the foUowing : — 

I (1) Coupes under regeneration should be closed to 

r ii grazing long enough to allow the youngT plants 

to grow up out of reach of animals. In selection 
J. : forests and other [forests i where the regenera- 

tion period is not^ limited, it is necessary to 
close certain areas in rotation. In every case 
the closed areas should be clearly marked off 
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on the ground by means of pillars, boards, 
or other marks. 

(2) The forest should not as a rule be kept open to 

grazing during the whole year, but should be 
closed for a certain number of months, the period 
of closing being that when the forest is most Uable 
to suffer from grazing. In the Punjab it was found 
many years ago that areas closed to grazing 
for 9 months in the year brought higher returns 
than those kept open throughout the year. 

(3) There should be a responsible herdsman in charge 

of the cattle, and he should not have more cattle 
under his charge than he can look after; he 
shoidd drive the cattle from place to place, and not 
keep them grazing too much in one part of 
the forest. 

(4) The cattle should be provided with bells, so that 

straying animalfl may be detected. 
(6) The number of cattle per acre should be limited 
so that the forest may not be over-grazed. 

(6) In order to limit the extent of grazing, as well 

as to compensate for damage done and to produce 
revenue, grazing fees should be levied. These 
fees are usually fixed on a lower scale for local 
villages than for villages situated at a distance 
from the forest and for the cattle of professional 
graziers who visit the forests only at certain 
times of the year.. The fees may be collected 
by permits, or an estimate of the number of 
cattle in each village concerned may be made 
periodically and fees levied in lump sums ; the 
latter system is simple, and is perhaps the least 
oppressive system, but it has the drawback that 
correct figures as to the number of cattle are not 
easily obtained. 

(7) In the case of cattle brought from a distance it 

is often necessary to have enclosures for penning 
up the animals at night; this does not apply 
to cattle which can be driven back to their 
villages each evening. 
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Section II.— Cut Foddbb, 

1. GrdsS'CtUting. 

As in the case of grazing, the cutting of grass removes 
a certain amount of manurial matter from the ground, and 
may also deprive young seedlings of shelter; its benefits, 
however, as a rule outweigh its disadvantages, particularly 
in freeing seedlings from suppression where they are 
unable to rise above the grass, and in diminishing the danger 
of fire. So beneficial is grass-cutting as compared with grazing, 
that wherever the former can be substituted for the latter 
it should be done. In permitting grass-cutting in the forest 
the use of scythes should be prohibited owing to the risk of 
cutting down young seedlings : if the cutting is done with a 
sickle, and if the grass-cutters exercise ordinary care, the risk 
of cutting seedlings is small. The quantity and quality of 
grass can be greatly improved by ploughing, frequently manur- 
ing the surface of the land, and weeding out coarse varieties 
of grass and other vegetation ; by systematic treatment of this 
kind the Grovemment grass farms at Allahabad and elsewhere 
are capable of producing as many as 5 or 6 crops per annum, 
where originally the land was almost barren. 

For immediate requirements, and where the grass is to be 
used in the neighbourhood of the forest, green fodder can be 
utilized, but where it has to be removed to a distance orstored 
for future use, it must first be converted into hay or silage. 

2. Hay. 

Grass intended for hay should be cut immediately after it 
flowers ; if cut after fruiting the grass is harder, more fibrous, 
and less nourishing, as much of its food material has been used 
up to form the seed. The grass should be cut in dry weather; 
as soon as it is cut it should be spread out to dry, and on the 
approach of evening it should be collected into heaps to keep 
tne dew from it. Next day it is spread out again in the sun and 
tossed up with wooden forks ; if sufiiciently dry it should then 
be carted away and stacked, otherwise it should again be 
collected into heaps for the night and [similarly dried and 
tossed up next day. Hay is about ^ the weight of the 
grass from which it is made ; it should be greenish in 
colour, and should have the characteristic scent of fresh hay, 
without any trace of mouldiness. Hay should be built up 
in stacks, either circular with a conical roof, oi shaped like 
a house with a pent roof; the eaves should project further 
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out than the base, and the roof should be thatched. Where 
damp or white-ants are to be feared the site of the stack 
may be first prepared by digging a trench round it^ throw- 
ing the earth inta the middle, and giving the site a slight 
slope up to the centre ; a layer of ciaders 4 to 6 inches deep 
is then laid on the earth, and the stack is built up on the top 
of this, the eaves projecting over the trench. In order to 
reduce its bulk for transport, hay may be pressed in special 
presses worked either by hand or by machinery. 

3. Ensilage. 

Ensilage is a method of storing green fodder in an air- 
tight place, under pressure; the most convenient method 
is to store the fodder in pits dug in the ground, these pits 
being known as silos. The success of this method of storing 
green fodder has been proved, by many experiments in differ- 
ent parts of India: it has many advantages, not the least 
of which is that it may be made during the rains, for the fodder 
may be thrown into the pits quite wet. In making 
silage two precautions must be observed, first, the pit must 
be kept perfectly air-tight, and, second, there should be 
a certain amount of pressure on the pit; if these conditions 
are fulfilled the manufucture of silage is an easy matter. 
The fodder employed may be of almost any kind, the coarsest 
and rankest grass being converted into tender succulent 
fodder in the process ; a mixture of different kinds of fodder 
may also be ensilaged in the same pit. The process of ensil- 
ase depends on the fact that sreen fodder when stored in an 
a^-tight place undergoes che^cal change by fermentation. 

Silos are rectangular pits varying in dimensions, a use- 
ful size being depth 8 feet, measurement at the surface 26 
feet by 9 feet and at the base 24 feet by 7 feet, the sides thus 
sloping slightly : the pits should be dug in stiff soil so that 
air may be excluded. The fodder itself, if very coarse, should 
be cut into moderately short pieces to ensure close packing. 
When the pit is filled to the top all the earth dug out of it 
shotdd be spread over the f odd^ and rammed tight down : the 
contents of the pit sink for several days afterwards, and the 
covering should be examined frequently, all cracks being 
closed up. Sometimes matting is pl&ced over the fodder 
before the earth is heaped on, but this is not essential. 
Permanent silo pits may be constructed with masonry or 
wooden sides, but the ordinary pit is quite sufficient and 
is cheaper. The pit is ready for opening from 3 to 6 months 
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after being filled, but may be kept closed for several months 
longer : the contents of the pit should be used quickly after 
being taken out. Silage is usually greenish-yellow or greenish- 
brown in colour, and has a peculiar odour ; it is sometimes 
objected to by cattle at first, but they usually get over the 
dislike, while in many cases they devour it greedily from 
the first. 

! Section III. — ^FiBRE-TiELDiNa and Thatching 

Grasses. 

None of the Indian grasses supply fine textile fibres, but 
a few of them are suitable for cordage, matting, and paper- 
making. The two most important grasses in this respect are 
the hhabeTt haihj or sahai {Ischoemum angustifolium)^ and the 
mwyj {Saccharum arundinaceum). The former grows plentifully 
on the bare slopes of the outer Himalayas, as well as in parts 
of Bengal and in the Peninsula; it is a valuable paper- 
making grass, somewhat resembling esparto : it is also 
largely used for rough ropes and for mats. For paper-making, 
as well as for ropes and mats, long-fibred bhaber grass is 
preferred. 

The munj grows along river-beds and other low-lying 
places : the fibre is obtained from the long sheaths which en- 
velope the steins, and is used for rope-making, for the manu- 
facture of the durable matting known as munj -matting, and 
also for paper-making. The stems are used for basket-work, 
for the ceilings of verandahs, and similar purposes. 

The khfiS'khus grass {Vetiveria ziza/moideSj syn. Andropogon 
'mwncatus) yields from its roots a fibre which is made into 
aromatic scented mats hung over doors and windows and kept 
wet to afford coolness in the hot weather ; it is also used for 
paper-making and as packing material. 

The fibrous stems and leaves of the * * elephant-grass ' ' 
{Typha dephantina) are used for ropes, baskets, and matting, 
and have also been found useful for paper-making. 

Grass for fibre or thatch should be cut when quite ripe, as 
it is then most fibrous ; it should not, however, be left uncut 
for long after it has ripened, as it is liable to deteriorate 
by rottmg. The grass should be cut regularly every year, as 
it falls off in quantity and quality if left uncut. 

One of the most important uses of the more fibrous grasses 
is that of thatching, for which various species are used, the 
chief ofwluph ^e Invpefota arundinacea (syn. Z. cylindrical^ 
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Sacdiarum Narenga, Erianthus Ravennw, and Heteropogon 
(Andropogon) contortus (spear-grass). 

Section IV. — Gbassbs prom which Oils are 

DISTILLED. 

The chief scented grasses of India belong to the genus 
CymbopogoTiy the most important species being C Martini (syn. 
Andropogon Martini)^ the rusa-oU grass or geranium grass. 
This grass grows wild in Central India, the United Provinces, 
and the Punjab. The scented msa-oil is obtained by distilling 
the grass with water, and is used in perfumery and soap- 
malang, much of it being exported to Europe : it is also 
largely used to adulterate attar of roses, while internally it is 
used as a tonic and in cases of fever. Commercial rusa-oil is 
apt to be adulterated with oil of * turpentine or linseed and 
other oils. Details regarding the preparation of rusa-oil will 
be found on- page 226. 

The lemon-grass oil of commerce, used in perfumery and * 
soap-making, is obtained from the lemon-grass {Cymhopogon 
dtraluSy syn. Andropogon ciiratus) by distillation with a small 
quantity of water. The cUroneUa grass {Cymhopogon Nardus^ syn. 
Andropogon Nardus) also yields a scented oil, known as oil of 
dtrondla, whose manufacture and uses are similar to those 
of C. dtralus. 
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CHAPTER n. 

MINOR PRODUCE PROM STEMS AND ROOTS 
OF TREES AND OTHER PLANTS. 

Under this head are included a large number of useful 
products obtained from the wood, bark, and roots of trees 
and other plants ; such products as gums, resins, etc., which 
are exuded from the stems, will, however, be dealt with in 
Chapter V, In the present chapter we shall consider the 
various products under the h^ads of (1) fibres, (2) tans, (3) 
dyes, (4) oils and other products of distillation, (6) starchy 
products, (6) drugs and spices, and (7) miscellaneous products. 

SBOnON I.— PiBBBS, 

Fibres of sorts are yielded by the ZiJer (so-called inner 
bark) of all woody species, but only a few species yield fibres 
strong enough to be twisted into rope, and fewer still give 
fibres fine and strong enough for textile purposes. Most 
of the fibres used for rope-making and spinning can be used 
also for paper-making. The methods of extracting the fibre 
vary considerably with diflEerent species, and experience 
alone can determine how it should best be done : the process 
of separating the fibres is technically known as '* retting.'* 
The living bark alone should be used, and not the outer 
dead bark. Some barks require to be soaked in water for a 
time, and then beaten or scraped clean, but thelfibres of 
others, for example those of Calotropis gigantea, are damaged 
by immersion in water, and require to be separated without 
previous soaking. 

By far the majority of fibre-yielding woody plants belong 
to one or other of the natural orders MalvacecB, StenpuliaoecB, 
TUiaceoB, LeguminoscB, AsdepiadacecB, and UrticacecB. 

Among the MalvdcecB may be mentioned Thespesia 
populnea, T. Lampas, Kydia calycina. Hibiscus spp., AhUHon 
spp., Sida spp., Urena lobata^ Adansonia, spp. 

The SterculiacecB include some good fibre plants, notably 
Sterculia wenSy S. viUosaj S, colorata^ and Hdicteres Isora^ 
yielding strong cordage fibres, and Abroma augusta^ a shrub 
with fine silky fibre like hemp. 

The chief fibre-yielding plants of the order TiliacecB which 
are of forest importance belong to the genus Orewia, most 
of the species of which give strong fibres suitable for cordage 
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or rope-making. In the North- West Himalayas the fibre 
of Grewia oppositifolia is much used; the branches are 
cut from July till March (that is, at all seasons except 
in spring), and are then soaked for one month to 40 days 
in water, after which they are dried and beaten on stones, 
the bark being then stripped oiS and the fibres separated 
out. 

The jute of commerce is obtained from two species of 
CorchoTus (G. ca/psula/ris and C olitofius^ order TUiacecs); 
it is largely cultivated in India, and the fibre is separated 
by soaking in water. 

Several of the Leguvmnosm give strong fibres, suitable 
for rope or rough cordage, for example Bauhinia racemosa, 
B. VaMiif Acacia leucophloea, Ougeinia dalbergiotdes^ Des- 
modium tUicBfolium^ Spatholcbus Roxburghiif Butea frondosa^ 
Seshama spp., and the branches of Hardvnckia binata, which 
is frequently pollarded to produce shoots which will yield 
suitable fibre. The * * sunn-hemp ' ' is obta'ned from Cro- 
tolaria juncea, a leguminous plant much cultivated in the 
plains of India ; the fibre is separated by soaking for a day 
or two in water, and then washing weU. 

The chief fibre-yielding plants among the AsdepiadacecB 
are Calotropis gigcmlea^ C. frocera^ common in alluvial sandy 
beds of streams, Orthanthera viminea, a leafless plant common 
in the river-beds of the Siwaliks, sub-Himalayas, and else- 
where, and Marsdenia tenacissima, which yields a strong 
silky* fibre known as ** rajmahal fibre '' obtained by cutting 
the stems into sections, splitting and drying them, steeping 
them in water for about an hour, and then scraping the fibres 
clean with the nails or with a stick. 

Among the UrticacecB are various fibre-yielding plants 
of importance, including two plants largely employed in 
paper-manufacture, Stretlua asper, used in Siam, and 
Broussonetia papyriferay much used in Japan .and in the Shan 
States of Burma. The well-known * * Rhea ' ' fibre is obtained 
from Boeihmefia niveau while other species of Boehmeria also 
yield good fibres. A good flax-like fibre is produced by 
Oira/rdinia heterophyUa, known as the ** Nilghiri nettle," 
which is found in many parts of India. The hemp-fibre 
is obtained from Cannabis sativa^ which is largely cultivated 
in India. Among species which yield fibres suitable for 
ropes and cordage are Vimus WaUichiana, Trema sppc, Ficus 
spp., Ataiaris toxicaria. VUlebrunea spp., Debregeasia spp., 
and others. 
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Among fibre plants which do not belong to any of the 
above natural orders may be mentioned Careya a/rborea and 
Cordia Myxa, furnishing bast fibres suitable for cordage, 
Daphne cannahiruiy from the inner bark of which is manu- 
factured the Nepal paper largely used in Northern India 
for deeds and other permanent records on accoimt of its 
great durability, and Linum usitatissimum^ the flax plant, 
irojR which linen is manufactured: this last, as well as some 
of the plants mentioned above, are not of forest importance, 
but are nevertheless mentioned as examples of some of the 
better-known fibre plants* 

Sectign II. — ^Tans, 

The name tannin, or tannic acid, is given to a class 
of organic substances which have the property of 
combining with albumen and gelatine to form an insoluble 
compound which will resist decay ; for this reason raw hides 
treated with tannin become converted into the substance 
known as leather. Another property of tannic acid is to 
turn iron salts black ; this property is made use of in the manu- 
facture of ink. Tannin is found chiefly in parenchymatous 
tissue, such as bark and young wood, certain fruits and leaves, 
and also in the galls formed on leaves and stems by insects : 
tannin also occurs in the extracts obtained from the wood 
of certain trees, the most important of which is Acacia 
CatechUy which produces the extract known as cutch, the 
manufacture of which is described in Part IV. 

Bark contains most tannin in its inner living tissues : hence 
bark intended for tanning should be taken from fairly young 
stems which have not reached the stage of producing hard 
outer bark, as this not only contains little or no tannin, but 
often gives a dark colour to the leather. Vigorous stems 
contain more tannin in their bark than stems of poor growth. 
The most suitable stems from which to obtain tanning bark 
are coppice shoots grown on short rotation: the bark may 
be taken off standing trees, newly felled trees, or from wood 
which has become more or less dry. In the case of standing 
or newly felled trees the bark should be stripped off at the 
beginning of the growing season, because the bark is then 
most easily taken off and contains most tannin; the most 
convenient method is to take the bark off in sections with an 
axe, billhook, or special barking scalpel. In the case of more 
or less dry wood, the wood has to be cut into billets, and may 
have to be steamed before it can be barked; this not 
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only gives extra labour, but some of the tannin, owing to its 
solubility in water, is apt to be washed out during the 
steaming, unless care is taken that the steam is superheated. 

After the bark has been removed it should be dried in 
such a way that rain will not get at it and wash out the tannin. 
In fine weather this is best done by leaning the pieces of bark 
against each other, with or without the support of a roughly 
miade trestle, so as to form a kind of pent roof, the outer side 
of the bark being uppermost ; in wet weather the stacks of 
bark require to be protected by a covering of thatch or other 
material. In fine weather the bark becomes sufficiently 
dry in two or three days, and is then exported ; the chief 
object of drying the bark is to lighten it and reduce its volume. 

As bark and wood are bulky articles to transport to long 
distances, various methods have been devised for preparing 
tannin extracts, so that the tanning material may be reduced 
to the smallest bulk possible. The preparation of tannin 
extracts is described in Part IV. 

Some of the most important tanning barks of India are 
those of certain ' 'Mangroves' ' (Rhizophora mucronata^ Bruguiera 
gymnorhiza, Ceriops CandoUeana, and C. Rozburghicma), Cassia 
auriculatay G. Fistvla, Shorea robusta^ Bauhmia furpurea^ B. 
variegatay Acacia arabica, A. Suma, Garuga jnnnata^ Soymida 
febrifnga, Zizyphus Jujuba (root bark), Z. xylopyra^ Rhus 
Coti/nus^ R. mysorensisy Odina Wodiery Termmalia tomentosa^ 
T. Cata>ppa, Eugenia JamboUmay Barringtonia acuiangula, Briddia 
retusay Quercus inca/nay BucJumania latifdiay Lagerstrosmia 
parvifloray Anogeissus pendulay Engdhardtia spicatay and 
PhyUamihus EnMica. Several of the wattle-trees of AustraUa 
I {Acada spp.) have been naturalized in India, and yield good 
tanning barks : the chief species are A. dealbaia, A. Mda/noxyloUy 
and A. decurrena. 

GaUs are found on several species of trees and shrubs, 
and are largely used for tanning and dyeing; some of the 
principal gall-bearing species are Tama/rix spp., Pistaoia 
integerrimay Garuga pinnatay Acacia leucophlosay Terminalia 
ChdmUiy T. tomentosay Prosopis spidgeray and Pongamia 
glabra. 

The preparation of tannin extracts from wood has hitherto 
not been carried out to any great extent except in the 
case of cutch: there are, however, other woods which 
give promise of yielding good tannin extracts, for example 
XyUa dolabriformiSy from the sawdust and waste wood of 
which extracts have been prepared experimentally. 
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Section III. — ^Dybs. 

Dyes are obtained from the bark, wood, and in some cases 
the roots, of many trees and other plants. Many of the barks 
used for tanning, as well as wood-extracts such as cutch, are 
used for dyeing, owing to the fact that tannic acid combined 
with salts of iron gives a black, grey, purple, or green colour, 
while many barks and wood^ in themselves contain colouring 
ingredients which can be extracted by decoction. Most of 
the colouring matter of bark is contained in the outer layers, 
and not inthe inner living tissues as in the case of taLn. 
Most barks give a brown colour, and less commonly some 
shade of yellow. Brown dyes are produced from the bark 
of Terminalia tomentosa, Shorea robustay Hardwickia bmatay 
Acacia a^abica, and others; that of Acacia leucophkea gives 
a black or red dye, that of Myrica Nagi a yellow dye, and 
those of Symplocos craicegoides and S. racemosa a yellow or 
red dye. Several woods give beautiful dyes, notably Pterocarpus 
sarUolinuSy giving a sahnon-pink dye known as *' santalin," 
CcBsaipinia Sappan and Adenanthera pavonina a red dye, 
Berberis spp., Artocarpus integrifolia, and Plecospermum 
apinosum a yellow dye, and Cynometra ramifiora a purple dye. 
Hcematoxylon campechianumy the ' * logwood ' ' of commerce, 
is a native of the West Indies, and has been introduced into 
India; the wood gives a valuable black, violet, or deep red 
dye. The order Riibiaceae produces several important dye 
plants, one of the best known being Rvbia cordifolia, the 
madder or ma/njit plant, which gives a red, mauve, or brown 
dye : this plant is common in the Himalayas, and is largely 
exported. To the same order belongs Morinda tinctorial ^ 
of which the bark of the root is largely used for dyeing red 
and yellow. Among dye-plants which are not of forest 
importance the best known is Indigofera tinctoria, yielding 
the blue indigo dye. 

Many plants, although not yielding colouring matter, 
are used in dyeing in the form of mordants to fix the dyes 
from other plants. 

Section IV.— Oils and otheb Products of 

Distillation. 

Mention has already been made (vide page 86) of the chief 
ODmmercial products obtained by the (Ustillation of wood; 
we are here concerned rather with certain oils and other 
substances which are locally manufactured in India. 
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There are several Indian trees from the wood of which 
oils and other substances are distilled: the chief of these are 
Santalum aJbum^ jdelding the sandalwood-oil used in perfumery 
and medicine, Ced/rus Deodaray from which is extracted 
deodar-oil, used for skin-diseases and rheumatism and also 
for smearing over the inflated skins used in crossing rivers, 
Pinus longifoliaj from which c^ir-tar is obtained by destructive 
distillation, PiniLS excdsay from the roots of which an 
oil is extracted in Kashmir and used to anoint the arms and 
legs to keep o£E water insects in the rice-fields, Teclona grandis, 
from the heartwood of which tar is obtained by a process 
similar to that by which chir-toji is manufactured, and 
AquiUaria AgaUocha, from which an attar is extracted. The 
manufacture of sandalwood-oil and chir-tar is described 
in detail in Part IV. The wood of AquiUaria AgaUocha, 
a large tree found in the hills of Eastern Bengal, Assam, 
and Burma, contains masses of dark-coloured resinous 
fragrant wood, known as aga/r-wood ('* eaglewood "), which are 
cut out and used as a burning incense by the Parsis and Arabs. 
This dark-coloured fragrant wood is not used for distillation, 
the light-coloured wood in which the fragrant masses are 
embedded, and known in Assam as dums^ being used for this 
purpose ; the oil, called agar-attar, is obtained by distilling chips 
of this wood with water, and is used as a perfume. 

Section V.— Starchy Products. 

Starchy products aire obtained from the inner soft tissue 
of the stems of certain palms and cycads such as Caryota 
urens, WaUichia disticfiay Phoenix acaidiSy Borasaus flcd)ellifer, 
Cortfpha umbraculifera (the Talipot palm), Arenga saccharifera, 
Cyoas Rumphiif and C peclinata. The soft starchy tissues are 
often cooked and eaten as they are, but the starch can easily 
be extracted by crushing the tissues and washing them well- in 
water ; the hquid is then passed through a sieve and the 
water allowed to evaporate, the starch remaining behind. 
The starchy tissues are sometimes dried and then ground to 
powder before being placed in the water. 

There are many plants in India whose tubers or corms 
contain large quantities of starch and are used as articles of 
diet, for example Diosoarea spp. (Yams), Puera/ria titberosa, 
a leguminous climber with large tubers. Curcuma angustifdia^ 
the East Indian arrowroot, several of the AroidecB {Amorpho- 
phaUas, Cclocasia^ Ndumbium, Arum, etc.), and many other 
plants. 
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Section VI, — Drugs and Spicks. 

There are so many drugs obtained £rom Indian plants 
that a complete enumeration of them would fill a large volume ; 
a few examples must therefore suffice. Among medicinal 
barks may be mentioned those of Soymida fdmfuga, 
used as a febrifuge and stimulant, Careya arhorea, an astrin- 
gent, Holarrhena antidysenterica^ used in dysentery and as 
a tonic and febrifuge, Myrica Nagi^ an aromatic stimulant, 
and Cinchona spp., which yield the well-known quinine and 
other similar alkaloids used for fever. The Cinchonas are not 
indigenous in India, having been introduced from South 
America in 1860 ; they are, however, largely cultivated. 

The '^ Cassia-bark " of commerce, an aromatic medicinal 

bark, is obtained from Ginnamomum Tamala^ while 

C. zeylanicum yields the cinnamon bark so largely used 

as a spice. An extract from the bark and wood of several 

. species of Berberis is used as a tonic and febrifuge. 

The Aconites — Aconitum spp., chiefly A. ferox^ order 
RcmunculdcecB, — ^are herbaceous plants found in the Alpine 
and sub-Alpine regions of the Himalayas ; they yield impor- 
tant drugs and poisons. ' The Chireta, — Swertia Chirata, 
order GentianacecBy — ^is a herbaceous plant of the Temperate 
Himalayas ; the dried plant is used as a tonic and febrifuge. 
Podophyllum Emodij a herbaceous plant with a perennial 
rhizome, growing at temperate elevations in the !ffimalayas 
and Kashmir, produces the valuable drug Podophyllin, a resin 
extracted from the rhizomes and roots. This drug was 
formerly obtained only from Podophyllum peUatum^ an 
American &pecies, but it has been found that the Indian species 
contains at least twice as much resin as the American plant, 
so that there appears every chance of a profitable market 
being established for the Indian drug in places where it can 
be collected and extracted cheaply. KulJi or Ku$t is the 
strongly-scented root of Saussurea Lappa^ a tall herbaceous 
plant found in Kashmir, used as a stimulant and in skin 
diseases, also in perfumery, and to keep insects ofi clothes ; 
large quantities are collected and exported from Kashmir. 
The roots are dug up in September and October, cut into 
pieces a few inches long, and exported either without any 
further preparation or after being dried in the smoke of a fire 
of green twigs. 
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Sbction VII. — ^Miscellaneous jt^RODUCTS, 

The barks of several trees are used to poison fish ; although 
poisons used for this purpose cannot be considered legitimate 
articles of minor produce, still the principal species from 
which such poisons are obtained should be known by the 
Forest officer. The barks employed are those of (higeinia 
dcdbergioideSy WaUura pisddiaf Mundulea suberosa^ Flueggea 
microcarpaj Barringtonia acutangula^ Berberis anstata^ Myrica 
Nagiy AUnzzia procera^ and several others. 

The roots of Millettia fochycarpa and the chopped 
stems of certain species of Euphorbia are also used for the 
same purpose. The milky juice of Antiaris toxicaria gives 
a poison which is used to put on arrows to kill game. 

The bark of Acacia leucofUcea is used to clarify the 
toddy of the palmyra palm through the precipitation, by 
means of its tannin, of the albumen in the palm juice ; that 
of Grewia asiaiica is used for clarifying sugar. The 
bark of Bettda utUis is employed as writing paper and 
for packing, umbrellas, roofing houses, and other purposes. 

Slow-matches, or fuses, are made from the barks of 
Careya arhorea, Bavhinia racemosa, Cordia Myxa^ Butea 
frondosa (root-bark), Ul/m/as WaUichianay and other species. 



CHAPTER III. 

UTILIZATION OF LEAVES. 

Leaves of trees and other plants are put to a great variety 
of uses ; their various uses will be dealt with under the heads 
of (1) fodder, (2) litter and manure, (3) thatching, (4) tan- 
ning and dyeing, and (5) misceUaneous. 

Section I. — ^Leaves for Fodder. 

The custom of lopping trees for fodder is a common one 
in India, the best fodder leaves being those which are still 
young and tender. The practice is an extremely harmful 
one, as it not only damages the trees and produces a gnarled 
branch-system, but also deprives trees of nourishment, 
removes a considerable proportion of their assimilative organs, 
and robs the soil of what would eventually become manurial 
matter in the shape of dead leaves ; moreover the timber 
of habitually lopped trees is liable to be misshapen and unsound. 
In spite of its bad effects, lopping has to be tolerated in many 
cases owing to the existence of rights to practise it ; in such 
cases wherever the lopping is extensively and regularly done 
measures should be taken to regulate it in such a way that 
the least possij^le damage is done to the forest. The following 
are the principal measures which may be taken : — 

(1) The upper branches of the trees should be left 
intact for 5 to 10 feet, only the side branches 
being cut; these should be cut with a smooth 
clean section, and flush with the stem. (2) 
Lopping should not be allowed over the whole 
forest annually ; the forest should be divided into 
blocks which should be opened in a regular rotation 
of two or more years. (3) Lopping should be con- 
fined if possible to inferior species, the more valu- 
able trees being left intact ; if this is done the lopping 
may in certain cases even be beneficial to the 
forest. (4) Lopping should not be carried out on 
ridges and exposed slopes, where as much leaf 
covering as possible should be maintained. (6) 
Advantage should be taken of fellings, cleanings, 
and thinnings, to obtain as much fodder as possible 
by lopping the branches of the newly- felled trees : 
coppice coupes in particular can in this way be 
made to supply a large amount of green fodder. 
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The number of different species lopped for fodder in India is 
very great : the following are a few of the commoner species 
used: — 

Acacia arabica^ A. modesta, Acer cuUralum^ Adina cordi- 
fclia, JEgle Marmdos^ Mscfulus indica, Artocarjyus 
Lahoochaj Bauhinia spp., Betvla utUis, Briddia 
retusa^ Butea frondosa (for buffaloes ; not eaten by 
goats or camels), Cassia Fistula, Cedrda serrata, 
DaJhergia latifolia, Erythrina spp. (for buffaloes), 
Ficus spp. (many give good elephant fodder), 
FlaconHia Ramontchi, Ga/ruga pinnata, Grewia spp., 
Ha/rdwickia binatay Holoptdea (Ultrms) integrifdiaj 
Mdia indica (chiefly for goats and camels), 
MUlettia auriculata (chiefly for buffaloes), Moringa 
pterygosperma (chiefly for camels). Moms serrata, 
Odina Wodier, Olea ferruginea, Ougeinia dal- 
hergioides, Populus spp., Prunus Padus, Pterocarpus 
Ma/rsupium, Pterospermum a^^erifdium, Putranjiva 
Roxburghii, Quercus spp., Salix spp., Schleichera 
trijuga, Shorea rdbusta (for buffaloes ; lopping now 
forbidden in Government forests), Spondias mangi- 
fera, Sterculia colorata, Strdjlus asper, Terminalia 
hderica, T. tomerUosa, TJlmus WaUichiana (planted 
near hill villages for fodder)^ Zizyphus spp. 

Section II. — ^Leaves for Litter and Manure. 

The custom of lopping branches of trees for litter and 
manure is practised in various parts of India ; the twigs and 
leaves are either dug or ploughed into the soil in a fresh state, 
or else burnt in order to enrich the soil with ashes. A large 
number of different species of trees, shrubs, and other plants 
are employed for furnishing manure, those with milky juice 
being often preferred for ^een manure. In the Hii^alayas 
conifers as well as broad-leaved species are lopped for litter 
and manure, but in Government forests the lopping of valu- 
able species is prohibited wherever possible. In Bombay 
the lopping of branches is largely carried out for rdb culti- 
vation, that is, the manuring of rice nurseries by burning on 
the siuiace of the soil a mixture of cowdung, leaves and 
branches of trees, straw, grass, and pulverised earth; this 
special form of rich manuring is carried out owing to the 
absence of early rains and the occurrence of a short but 
heavy rainy season, circumstances which make it necessary to 
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while the rain lasts. 

Where lopping has to be tolerated it should be regulated 
in the manner described in the last section. 

In some localities, particularly in the Himalayas, leaves 
are collected off the ground for litter, that is, bedding for 
cattle. The best litter is yielded by the needles of pines, 
which are fibrous and absorbent; the needles of other coni- 
fers, and the leaves of certain broad-leaved species, especi- 
ally oaks and rhododendron, are also used. The removal 
of dead leaves and needles is most injurious to the forest, 
as it deprives the soil of its natural manure: experiments 
in Europe have shown that where dead leaves are annually 
removed from the ground for several years in succession the 
loss of increment in the trees may amount to over 50 per 
cent, on poor soils, the loss being less marked on rich soils, 
and where the leaves are removed at intervals of a few years 
instead of every year. The practice of removing dead leaves 
is one which should be prohibited wherever possible, but 
where it has to be allowed it should be regulated in the 
following way: (1) it should not be allowed on poor soils, 
exposed ridges and slopes, or in open forest, but should be con- 
fined to rich soils where the leaf-canopy is more or less com- 
plete ; (2) it should not be allowed in the same place every 
year, but only in certain blocks opened in rotation; (3) it 
shoidd be allowed only during the first half of the season of 
leaf -fall, so that part of the year's leaf supply may remain 
on the ground ; (4) advantage should be taken of roads, paths, 
fire-Unes, beds of streams, and similar places from which 
leaves may be removed without damage to the forest. 

Secjtion ni. — ^Leaves for Thatching. 

Leaves most largely used for thatching are those of 
several species of palm, for example Nipa frutuxms^ Pinanga 
gfdcUis, Licuala peUata, Livistonia Jenhinsiana, Borassus 
fiabeUiferf Gocos nudferaj WaUichia spp., and others. Many 
other broad kinds of leaves are also employed, such as those 
of teak, Bauhinia VaMi% DiUenia pentagynaf Pterospermum 
acerifoliumy Butea frondosa, etc. These leaves are often 
used in conjunction with grass thatch : before use they should 
be pressed flat in bundles and partially dried. 
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Section IV. — ^Leaves for Tanning and Dyeing. 

Some leaves are rich in tannin, particularly those of 
Anogeissus latifdiaj Rhus CotinuSy and Phyllcmthus Em- 
Uica. The leaves should be collected when they are mature 
but before they change colour ; they should be quickly dried 
after collection and then ground into coarse powder for ex- 
port. Leaves which turn dark in drying are rich in tannin. 

Dyes are obtained from several kinds of leaves : thus 
the leaves of Teftninalia Catappa give a black dye, those of 
WrigJUia tinctoria a blue dye, those of Symplocos oratcBgoides, 
S. raoemosaf and S. spicata red or yellow dyes, while those of 
the teak tree give a dye of a red, orange, or yellow shade, 
which can be seen on bruising young teak leaves or placing 
them in methylated spirits. The * ^ henna' ' dye, used for 
dyeing the nails, skin, and beard, is obtained from the leaves 
of Lawsonia alba. 

Section V. — ^Miscellaneous uses of Leaves. 

Good cordage fibres are produced from the leaves of cer- 
tain palms, for example Arenga saccharifera and Ca/rycta 
urens (the * ' kitul ' ' fibre, obtained from the petioles of the 
leaves). The .famous Manilla-hemp is the fibre obtained 
from the outer parts of the sheathing leaf-stalks of Mtisa 
textUiSj a plantain indigenous in the Phillipines and culti- 
vated in some parts of India. The leaves of Aga/ve ameri- 
caruij introduced from America and largely cultivated as a 
hedge-plant in India, yield the aloe fibre. For mat-making 
and basket-making the leaves a^d leaf-stalks of various 
palms are used. Certain large leaves, such as those of teak, 
Bauhinia VaMii^ BvJtea frondosa^ etc., are used for umbrellas, 
cups, and plates. 

The leaves of Melaleuca Leucadendron yield the Caju- 
put oil of conmierce, used internally as a stimulant and ex- 
ternally as an embrocation. A gum-resin is obtained from 
the leaf-buds of some species of Gardenia. Many leaves 
are used in medicine. The leaves of Cassia a/ngustifolia, 
introduced from Arabia and cultivated in India, constitute 
the purgative drug senna. Those of Melia indica and a few 
others are used to keep insects off clothes. Certain rough 
leaves are used to polish wood, ivory, and horn, for exam- 
ple those of Stretlus asper^ Trema poUtoriay Ficus g^)bosa, 
F. asperrima^ F. Otmia, Ddima sofmentosa, DiUenia indica^ 
and Nyctamthes Arbor-tristis. 
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CHAPTER rV. 
UTILIZATION OF FLOWERS, FRUITS, AND SEEDS. 

Flowers, fruits, and seeds yield some of the most important 
of Indian minor forest products : for convenience we may 
deal with these products under the heads of (1) edible flowers, 
fruits, and seeds, (2) oils and other extracts, (3) tans and 
dyes, (4) fibres, (5) miscellaneous uses of flowers, fruits, and 
seeds. 

Sbotign L — Edible Flowers, Fruits, and 

Seeds. 

We cannot here consider the various cultivated fruit 
trees, as their fruits can hardly be included as forest produce 
in the usual sende of the word. Among forest trees and 
shrubs there are many which yield edible fruits and are 
often of great value in times of famine, for example those of 
DiUenia fentagyna, Bdssia htifdia^ Berheris spp., Oarcinia spp., 
Orewia spp.. Citrus spp.^ Zizyphus Jujvba^ Sckleichera tri- 
juga^ Sfondids mangifera, Rubus spp., Prunus spp., Pyrus 
spp., IHospyros spp., Carissa CarandaSy C. maorophyUaf Bac- 
caurea sapida, Morus alba, Ficus spp., Eugenia Jambolanay 
and many others. The seed of Dendrooalamus slrictus is col- 
lected and eaten in time of famine ; the collection is effected 
by shaking the bamboos when the seed is ripe and collecting 
the seed on cloths spread on the ground; the seed is then 
winnowed by hand to remove that which contains no grain. 
The fruits of Mgle Marmdos are used for making conserve ; 
those of Cajyparis horrida, Spondias mangifera, and PhyUan- 
thus Emblica are pickled, while the fruits and flower-buds 
of Capparis aphyUa are eaten, the flower-buds being usually 
pickled. The large fleshy peduncles of the fruit of Hovenia 
dulcis are edible. 

Among edible seeds may be mentioned those of Pinus 
Oera/rdianaf which grows in the North- West Himalayas and 
Afghanistan ; the seeds are largely brought into India for sale 
from Afghanistan. The seeds of BvcJumania laUfcliaj Corylus 
Odurna, and Bauhinia Vahlii are also eaten. Anacardium 
occidentcde furnishes the well-known Cashew Jnuts ; this tree 
was originally introduced from America, but has established 
itself in some of the coast forests of India ; the kernels are 
separated from the fleshy peduncles to whicJiL they are attached, 
and are dried and roasted before use. 

Among edible flowers perhaps the most important are 
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those yielded by Bassia htifdia (the Mdhwa or Mhowra)*j 
the corollas of these flowers are eaten fresh or dried, ground, 
and mixed with flour for bread, or are distilled into Mdhwa 
spirit, an intoxicating liquor. The flowers are collected as 
they fall on clean spaces swept on the ground under the trees ; 
the collection takes place in the hot season. The flowers 
of Bassia longifolia are used in the same way in Southern 
India ; those of Rhododendron arbor eum are made into jam. 
The flower-buds of Bauhinia variegata and Moringa ptery- 
gosperma are eaten as vegetables. 

Sbotion — 11. Flowers, Fruits, and Seeds yielding 

Oils and other Extracts. 

The flowers of many species are employed for the extrac- 
tion of perfumes, for example Canangium odoratum, Mesua 
ferrea, Michetia Champaca^ Nyctanthes Arbor-tristis, Rosa spp., 
Jasminum spp., Aixicia Fa^rnesiana, and Clerodendron inerme. 
A scented oil is extracted from the flowers of Ochrocarpus 
longifdius : the flowers are collected before they are open, as 
they are of little use after they have fuUy opened. 

Many seeds of forest trees produce oils of economic 
importance. The oil expressed from the seeds of ScMeichera 
trijuga is used locally for cooking and burning, and is said to 
constitute the basis of the Macassar oil of commerce. Oil 
extracted from the seeds of Bassia kUifdia is used for cooking 
and burning by jungle tribes, and is sold for soap-making. 
Bassia hutyracea is known as the '^ Indian butter-tree " : an oil 
known as phulwa oil is obtained from the seeds by beating 
them to the consistence of cream and placing this in a cloth 
bag, on which a weight is laid until all the fat and oil is ex- 
pressed; this oil is used as a substitute for and an adulterant • 
of ghi. In the cold weather the oils of both these species of 
Bassia are solid. 

"Chaulmugra oil," which is obtained from the seeds of 
Gynocardia odorata, is used for leprosy and skin diseases, and 
is also taken internally as a tonic. ^^ Kokam butter " is an 
oil obtained from the seeds of Ga/rcinia indica, and is used 
for food and as a medicine. The seeds of Mimusops Ekngi 
give an oil used in cooking, lighting, and in medicine. Those 
of Pongamia glabra give an oil used in medicine and also for 
lighting: it is a somewhat poor lighting oil, and is therefore 
usally mixed with sesamum or other oil for the purpose. Jtig- 
lans regia giv^ a good oil from the kernel of its fruits, A 
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bitter acrid oil is obtained from the seeds of Mdia indica 
by boiling or by pressure, and is used medicinally ; it is some- 
times used for burning, but smokes disagreeably. The seeds 
of Givotia rotUeriformis, a tree of Southern India, give an oil 
valuable for lubricating fine machinery. Wax is obtained 
from the seeds of Rhits suocedcmeay the lacquer-tree of Japan, 
which is found in the Himalayas : this wax is used for manu- 
facturing candles in Japan. Another well-known wax-pro- 
ducing tree is Sa/pium sebiferum, the Chinese tallow-tree, which 
is commonly planted in India ; the seeds are coated with a 
white wax, which is separated by boiling in water, and is 
used in China and Japan for candles. 

'^ S&l butter " is an oil obtained from the cotyledons of 
the seeds of Shorea rofmsta. The seed is husked and boiled, 
the oil being then skinmied off the top of the water : it is solid 
and white in the cold weather, and is used for cooking and 
lighting. Cocoanut oil, which is obtained from the kernel 
of the cocoanut-tree, is largely employed in the manufacture 
of soap and candles, as well as for many domestic purposes. 
The dried kernel, known as "copra," from which the oil is 
extracted, forms an important article of trade. 

Section III.— Flowers, Fruits, and Seeds yielding 

Tans and Dyes. 

Dyes are yielded by certain flowers, such as those of Punica 
Granatum (Pomegranate), giving a light red dye, Nyctanthes 
Arbor 'trisliSy whose yellow coroUa-tubes give an orange dye, 
Chichrdssia tabulariSy giving a red and yellow dye, Michdia 
Chanvpaca and Cedrda Toana, yellow dyes, Btitea frondosa 
and B. superbay yellow and orange dyes, and WrigJuia tine- 
toriay an indigo dye. The flower-buds of Ochrooarpus hngi- 
fdius give a red dye, and are used for dyeing silk. The 
flowers of Woodfordia floribunda are used for tanning leather, 
and also furnish a red dye used in dyeing silk and leather. 

The ^^ Amatto dye " is obtained from the pulp surrounding 
the seeds of Bixa OreZZtma, originally introduced from America 
and now cultivated in India; this dye is largely used for 
colouring silks, giving beautiful shades of red and orange. The 
^^ Eamela dye " is obtained from the red glands on the surface 
of the fruits of MaUotus phUvppmensiSy a small tree very 
common in most parts of India. The Eamela powder is 
obtained either in a dry state by shaking the capsules in a 
bag, or in a wet state by stirring them in water and collecting 
the sediment in the form of cakes ; the dye is used chiefly for 
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dyeing silk a bright orange colour, but as the cost of collection 
is high this dye cannot compete with artificial dyes. From 
the capsules of Thespesia poptdnea a yellow dye resembling 
gamboge is obtained. 

The fraits of Zizyphus xylopyra are used to give a black 
dye to leather; those of Acacia arabica and Diospyros 
Embryopteris are used for tanning, and also yield brown and 
black dyes, while those of Oroxylum indicum are used in 
tanning and as a mordant in dyeing. The rind of the fruit 
of JugUms regia is a tanning material. The pods of certain 
leguminous plants furnish good tanning material, for example 
Acacia arcincaj Ccesalpinia digyna, and (7. Coriaria; the 
last-named is commercially known as ' ' Divi-divi, ' ' and is a 
native of the West Indies, though cultivated in some parts 
of India. 

** Mjrabolans*' are the fruits of TerminaUa Chebula 
and T. bdericay while those of PhyUanthas EnMica are 
sometimes called '*emblic myrabolans.'' These fruits are 
rich in tannin and are used for tanning and dyeing. The 
iQOst important kind of myrabolan is that furnished by 
Terminalia Chehula, whose fruits should be collected just 
before they are ripe. The myrabolans of Terminalia hderioa 
are of less value, and hardly repay the cost of collection and 
transport. 

Section IV. — Fibre-yielding Fruits. 

The most important fibre-producing fruit is that of 
the cotton-plant. Among forest trees and plants there are a 
few which produce silky fibres in their fruits ; these fibres are 
commercially known as '* flosses" or ** silk-cottons," and 
although they are usually too short to spin they are largely 
used for stuffing pillows. Among the best known flosses 
are those produced within the capsules of Cocklospermum 
Oossypium^ Bombax maiaba^icum, Eriodend/ron anfractuosumf 
and Calotropis gigantea. The weU-known * * Coir ' ' fibre, 
largely used for ropes, mats, and other purposes, is obtained 
from the thick fibrous rind of the cocoanut. - ' 

Section V. — ^Miscellaneous Uses of Flowers, 

Fruits, and Seeds. 

Many fruits and seeds yield valuable drugs. The seeds of 
BiUea frondosa are used as a vermifuge for elephants and 
horses; those of Ccssalvinia Bondmella (the '* fever- nut ") 
\V\ ^ G. f . ^ 
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are ponnded and used as a tonic and febrifuge. The 
pnlp of the pods of Cassia Fistula is a strong purgative, 
while Tamarmius indioa supplies a laxative medicine 
from the pulp of its pods. The pulp of the fruits of JEgle 
Ma/rmdos is used for dysentery and as a laxative. The se^ 
of Strychnos Nux-Vomica, which yield the alkaloids 
strychnine and brucine, form an important article of trade. 
The fruit is a large orange-coloured berry containing a pulp 
in which the round, flat, silvery seeds are embedded ; to be 
commercially valuable, the seeds should be washed out of 
the pulp, and not picked up off the ground, when they lose 
their silvery appearance and are dull coloured. 

^ * Cardamoms ' ' form an important article of trade. These 
are the capsules of two species of plants belonging to the 
order SdtaminecB, containing seeds which are used as an 
aromatic drug and as spice for flavouring purposes. The 
lesser or Malabar cardamom, which is the better kind, is 
furnished by Eletta/ria Cardamomum, a large perennial 
herb which sends uf) long flowering scapes, the fruit being 
ready for collection in October and November: this plant is 
found wild in the rich, moist forests of many parts of 
Southern India and Burma, and is also largely cultivated. 
The greater cardamom is yielded by Amomum subfdatum, 
a native of Nepal : it is of less value than the lesser cardamom, 
and is employed as a cheap substitute for it. 

The flower-heads of the herbaceous plant SpiUmthes 
Acmdla (order ComposttcB)^ found throughout the greater 
part of India, are very acrid, and are used as a stimulant, 
and also as a fish poison. Among fruits and seeds some 
of the chief fish poisons are yielded by Sa/pium indicum 
(seeds), Randia dumetorum (fruit), Gynoca/rdia odorata (fruit 
pulp), Casearia graved^%s and C. tomentosa (fruit), Mundalea 
siAerosa (seeds), Diospyros montana (fruit), Ba^ngtonia 
spp. (seeds), HydnoocMrpus venenata, and H. Wightiana 
fruit). 

The fruits of Sa/pindus emarffinalus (the ^^soapnut'* 
fruit) are largely used as a substitute for soap; other soap- 
substitutes are the pods of Acacia concinna and A. Intsia, 
and the pulp of the fruit of BaUmites Ro^dmr^hii. 

The fruit of Diospyros Embryopteris contains a viscid 
pulp used as gum in book-binding, and as a substitute for 
tar for paying the seams of boats. 8emecarpus Anacardium 
is known as the marking-nut tree because in its fruits is a 
corrosive juice which is used as marking ink, 
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CHAPTER V. 
EXUDED PRODUCTS. 

By exuded products we understand products which issue, 
usually in a liquid or semi-liquid state, from the natural 
or cut surfaces of stems or other parts of plants; these 
products, some of which are of great value, may be divided 
into (1) gums and resins, (2) caoutchouc and guttapercha, 
and (3) sugary sap. 

Section I. — Gums and Resins. 
1. General Account. 

- Oum is a more or less viscous substance which exudes 
from cracks or wounds in the bark of many trees, shrubs, 
and climbers; gums are, botanically speaking, degradation 
products of the cell-wall, and occur chiefly in the cortex^ 
Gums are classified into various types according to theix 
physical and chemical properties. Qum arabiCf obtained 
chiefly from Acacia Senegal^ is a valuable form of gum which 
is readily soluble in water, and can therefore be employed 
for adhesive purposes. Oum tragacanth is insoluble in water, 
but has the property of absorbing large quantities of water 
and swelling up to a considerable bulk; it is not produced 
by any Indian species, but an inferior substitute for traga- 
canth known as hassora gum (in India called Katira) is 
obtained from several species, for example CocMospermum 
Oossypium, Sterculia spp., Bowbax malabaricumf etc. 

Gums are largely used as mucilage, in calico printing 
sizing paper, confectionery, medicine, and for other purposes. 
It is of great importance that the gum collected from differ* 
ent species should not be mixed, and that it should be free from 
bark, earth, and other impurities. As gums collected in India 
and exported to Europe frequently consist of several kinds 
mixed, and are often full of impurities, the value of Indian 
gums in the European market is not so high as it might become 
with more care in collection and preparation. The viscosity 
of gums is tested by noting the number of seconds required 
for 50 cubic centimetres of a solution of given strength (usually 
10 per cent.) to flow through a cylindrical tube with a narrow 
aperture of fixed calibre below, highly viscous solutions 
takmg longer to pass through than those of low viscosity. 

Resins, like gums, are degradation products of the cell* 
walls, but also occur as derivatives of starch. Resin may 
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occur either in the wood or in the cortex ; in the latter case it 
is secreted in special resin ducts, and in the former it may occur 
either in resin ducts or in the vessels and other wood-tissues. 
Resins are insoluble in water, but are soluble in alcohol : 
they are inflammable, burning usually with a smoky flame, 
and are divided into three classes, (1) true resins, which may 
be hard or soft, (2) gum-resins, which contain a gum soluble 
in water, and (3) oleo-resins, containing an essential oil. 

The resins of pines and of the DipterocarpecB are collected 
by making incisions into the wood; other resins, as well as 
gums, are collected either from spontaneous exudations or 
&om wounds in the bark. As the method of collection from 
the bark differs materially from the method of collection from 
the wood, we may deal with each separately. 

2. Collection from the fiarh 
(1) Methods of Collection. 

Collection from the bark may be carried out either from 
spontaneous exudations, as in the case of the gum of Anogeis- 
6U8 latifolia, Acacia a/rabica, A. modesta, and StercuUa spp., 
and the resin of Boswellia serrata, or from wounds in the 
bark, as in the case of the gum of Bauhinia retusa^ the gum-kino 
of Pterocarpus Marsupium and Buiea frondosa, and many other 
gums and resins. 

Spontaneous exudations take place particularly when the 
bark cracks with prolonged heat or as a result of unhealthiness ; 
thus after a long dry hot season large quantities of gum are 
exuded, particularly from the more unhealthy trees, while 
after a forest fire these exudations are especially copious. 

Collection from wounds in the bark is carried out in two 
different ways ; the first or common method is by making 
gashes through the bark, the details of the tapping depending 
on local custom, and the second by cutting thm slices ofi the 
surface of the bark. This latter method is employed only in 
the collection of gamboge, obtained as described below from 
Garcinia Mordla. 

(2) GmEF Kinds of Gums and Resins. 

The following is a brief description of the principal kinds 
of gums and resins found in India : — 

Acacia arabica gives a gum, somewhat similar to gum arabici 
which is largely collected and used in native medicine, dyeing 
i^nd cloth printing. The gum exudes naturally during the hoif 
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weather, and is usually collected during February, March, and 
ApriL Old trees yield more gum than young trees, the amount 
varying from 1 lb. from trees 10 — 15 years old to 2 lbs. from 
trees 20—40 years old. The gum from young trees, however, 
is clearer, whiter, and more vlluable th4 tih^t obtained from 
old trees. 

Acacia Senegal yields the true '* gum arable " of commerce, 
largely used in calico printing, in medicine, for giving lustre 
to silk, and for many other purposes. The tree occurs in Sind, 
the Punjab, and RajputanaT if is also common in many p^ 
of Afnca. The gum collected in India is so often mixed with 
other gums that it is commercially less valuable than the 
African gum. 

Anogeissus latifdia produces a gum much used in calico 
printing ; it is inferior in strength to gum arable for adhesive 
purposes. 

Bauhinia retuaa yields the " semla gum," a clear gum resem- 
bling gum arable, but not so useful, being only imperfectly 
soluble in water : in Europe its commercial value is low. The 
trees are usually tapped once in every four or five years, tap- 
ping being done twice a year, in March and April and again 
in September and October, the collection of the gum taking 

Elace in May and June and again in November and December ; 
y this m^ns the monsoon^ and winter rains are avoided. 
Gashes about 4 inches apart are cut through the bark and just 
into the sapwood all over the trunk, and on branches of 6 inches 
girth and over ; the gashes are cut as much as possible horizon- 
tally, the cutting being done with a light axe with a blade 
about 2 inches broad. The average yield of gum per tree 
is about 10 lbs. 

BosweUia serrata yields a transparent gum-resin from 
wounds and cracks in the bark ; this is used as medicine and 
is burnt as incense. 

Buchanania latifdia gives a gum which is too insoluble to 
have much commercial value. 

Butea frondosa yields a ruby-coloured gum obtained from 
gashes in the bark, and to some extent spontaneously; this 
gum, which is known as " Bengal kino," is soluble in water, 
and is used as an astringent in medicine. 

Cochlospermum Gossypium yields a white gum, insoluble 
in water, which is used in native medicine and is also largely 
used by shoe-makers. It is sometimes sold as kaiiraf though 
the true katlra or gum-tragacanth is produced by species of 
Astragalus not found in India. 
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D(mma/r is a trade name given to a certain group of resins : 
the true dammar is obtained from AgcUhis hfcmthifclia^ a conifer 
found in Borneo, Sumatra, and elsewhere. In India there are 
altogether six substances commercially known as danmiar — 
(1) Elach damma/r is a shining deep reddish-brown resin ob- 
tained from Ccmarium strictum by making vertic€d cuts in the 
bark and setting fire to the bottom of the tree by lighting a pile 
of firewood round the base. The dammar begins to flow 2 years 
after burning and flows for about 10 years, between April and 
November: the resin is collected in January. This dammar 
is not of great commercial value ; it is used in India for varnish, 
after dissolving in turpentine. (2) Sdl damma/r is a resin 
obtained by tapping the sdl tree, Shorea rolmsta ; its supply is 
now limited owing to the stoppage of tapping in Government 
forests, where much damage was formerly done through tap- 
ping operations. (3) Rock damma/t is a yellow or whitish resin 
obtained from Hopea odorata^ and used for making copal 
varnish. (4) White damm^ is a valuable resin obtained from 
Vateria mdica, a large tree of the Western Peninsula ; it is used 
for manufacturing varnish. (6) Green dammar is a dark-coloured 
resin obtained from Shorea Tumbuggaia and used in medicine. 
(6) Pwenyet dammar is a black resinous substance, a combina- 
tion of various gums and resins collected by certain species of 
bees of the genus Melipana {Trigona) and moulded into a mass, 
usually in the hollow of trees. This resin, which is believed to 
be collected from Hopea odorata and various species of Dvptero- 
earpuSy is much used in Burma for caulking, boats. 

Oarcinia MoreUa furnishes the ^' gamboge " of commerce, 
a yellow gum-resin obtained from incisions in the bark, or 
by cutting a thin sUce ofi the surface of the bark and allowing 
the gamboge to coUect and harden on the exposed surface. 
It is used m Europe for water-colour paints, in India for 
caste-marks, and in Burma for dyeing silks a yellow colour. 

Mdanorrhosa usitata yields a black oleo-resin or natural 
varnish from cuts made in the stem and chief branches ; this 
varnish is largely used in Burma, under the name of thUsi^ 
for lacquer work, varnishing, caulking boats, and in medicine. 
Tapping is done by means of numerous V-shaped incisions 
made right up the tree ; in the apex of each V a small bamboo 
cup is stuck to receive the resin, which flows for a few days, 
when the cup is removed. 

Odma Wodier yields a brown clear brittle gum used in paper 
sizing, cloth printing, and in native medicine ; it is soluble in 
twice its weight of water- 
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Pterooarpus Marsupium yields the * * gum-kmo * * of com- 
merce, a bright red astringent gum-resin containing about 
76 per cent, of tannic acid, and much used in medicine. The 
tapping is done by means of a series of V-shaped incisions an 
inch wide in the bark, about 8 or more in all, one above the 
other and some 9 inches apart : these are connected by a 
vertical cut running through the apex of each V, and leading to 
a bamboo tube placed at the bottom to receive the juice. The 
gum begins to flow in liquid form as soon as the cuts are made, 
and continues flowing for about 12 hours. The liquid is then 
taken to a drying shed, strained, and poured into shallow 
trays to a depth of about ^ of an inch ; these trays are placed 
on shelves closed in with muslin to keep out dust. Drying 
takes 2 weeks in dry weather and 3 to 4 weeks in wet weather. 
The tapping should be done late in the afternoon and the 
tubes removed early next morning to prevent the gum drying 
on the tree or in the tube. Large trees give a smaller yield, 
but produce heavier gum than small trees : a tree 6 feet in 
girth yields about 3 lbs. of liquid gum or 1 lb. of dry gum. It 
is considered safe to tap trees on alternate sides once in 5 years. 

Sterctdia viUosa gives a clear white gum resembling that of 
Cocklospemmm Gossypium, and, like it» is sold as ^ ' katira ' ' 
and used in native medicine. * 

Styrax spp. The ^'gum-benzoin,'' sometimes called '^ gum* 
benjamin," of commerce, a resin which is used as incense and 
in medicine, is obtained by incisions in the bark, from 
Styrax Benzoin, a small tree of the Malay Archipelago : it is 
represented in India by Styrax semUaium, which gives an 
inferior gum-benzoin. 

Among less important gums and resins which have local 
uses, may be mentioned those produced by Acacia Catechu 
and A. modesta (gum), Bombax malabaricum (gum), Canarium 
sikkimense (resin), Eriodendron anfra^stuosum (gum), Eugenia 
Jamhdlana (gum), Feronia ElepJumtum (gum), Gfardenia spp. 
(gum-resin), Lagerstrosmia pa/rviflora (gum), Mangifera indica 
(gum), Mdia indica (gum), PefUacme sauvis (resin), Shorea 
c^tusa (resin), Soymida f^ifuga (gum), Spatholohus Roxburghii 
(gum), Tamarix didca (gum). 

3. Collection from the Wood. 

Two different classes of exudations are obtained from 
incisions made into the wood, namely, the wood-oil obtained 
from certain species of Dipterocarpus, and the resin obtained 
from pines : these will be described in tunu 
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(1) Wood-oil from Spboies of Diftebooabpus. 

These wood-oils are usually classed as oleo-resins, con- 
sisting as they do of a volatile oil holding in solution a resin. 
The two chief wood-oils are Gurjun-oU or Kanyin-oU, obtained 
from Dipterocarjms turhinatus and D. alaiusj and In-oilf 
from D. tvberaulalus ; the former is produced in larger quan- 
tity and is better known than the latter. Gurjun-oU is used 
for mixing with rotten wood to make torches, as a preserva- 
tive of wood and bamboo-work, for the manufacture of paint 
and varnish, and in medicine. The uses of In-oU^ which is a 
thicker substance than Gurjun-oU, are more local; in Burma 
it is used for making torches and for waterproofing bamboo 
baskets. 

In tapping for Gurjun-oU a semi-circular hole is cut from 

3 to 5 feet from the ground, the width of the cut being about 
1 foot 6 inches to 2 feet, and the height from 1 foot to 1 foot 
6 inches : this cut slopes downwards into the tree, being 
hollowed out to a depth of about a foot in order to hold the 
wood-oil which exudes. This hollow is filled with dry leaves 
and grass, which are set alight and kept burning for about a 
quarter of an hour, after which the fiire is extinguished, and 
the oil commences to exude. The oil is collected every 3 or 

4 days, fresh fiire being applied, sometimes each time the oil is 
collected and sometimes at intervals of about 10 days : the 
upper surface of the hollow is also re-chipped 3 or 4 
times during the season, which lasts from November to May, 
The yield of oil is about 16 to 20 lbs. per tree per season ; trees 
growing in dense shade, however, yield less oil than those 
exposed to full sunlight. The tapping of trees in this manner 
damages them considerably, especially when, as in the case 
of large trees, 3 or 4 separate holes are cut in the same 
tree. 

The coUection of In^oU is carried out in a similar manner, 
except that the hole has to be re-chipped oftener owing to the 
thicker consistency of the oil as compared with Gurjun-oil. 
As IHpterocarptis tuberculcUits yields a useful timber the tree is 
not tapped in localities where forest-conservancy has been 
introduced. 

(2) THE Tapping of Pine-tbees for Resin. 

The crude resin which is obtained by tapping various 
species of pine yields by distillation two important commercial 
products, oil of turpentine and colophony or rosin. The two 
principal resin-producing countries at present are France and 
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the United States of America. In India systematic tapping 
of Pimts longifdia has been carried on for several years in the 
Himalayas ; this species does not produce the best quality of 
resin, the turpentine being inferior to that of several other 
pines for making varnish owing to the difficulty with which it 
dries, but as the tree is plentiful and accessible the tapping 
of it is highly remunerative, while the existing demand for 
the turpentine for medical purposes testifies to its purity. The 
Indian pines which produce the best quality of resin are Pinus 
Khasya, found in Assam and Burma, and P. Merhmi, 
occurring to a limited extent in Burma : these two pines are 
for the most part situated in remote places, so that the cost 
of transport has hitherto largely prohibited their remuner- 
ative tapping. Pinibs excdsa produces resin less freely than 
P. longifdia^ but the turpentine and colophony obtained from 
it are of rather better quality. 

Resin-tapping is carried out in various ways, but the 
method found most satisfactory in the Himalayan forests is 
based on the French system, and will be described somewhat 
in detail. It may be mentioned first that the native method 
of tapping resembles that, just described, of tapping the 
DipterocarpecB for wood-oil, except that in the case of pine- 
tapping fiire is not employed ; the resin flows into a basin-like 
cavity cut into the heartwood, and is periodically scooped out. 
That this method is faulty will be readily understood from the 
fact that the resin of pine-trees flows almost entirely from the 
outer layers of the sap wood, to a depth of rarely more than 
I of an inch, so that there is no reason for tapping deeper than 

1 inch from the cambium. 

The method of tapping Pirnis longifdia trees in the Jaunsar 
Divison, United Provinces, is as follows : — Trees not less than 

2 feet in diameter are tapped for 3 years in succession, an 
Interval of at least 7 years being allowed before the trees 
are re-tapped. The outer bark is first removed with an axe 
for a space of about 2 feet wide and extending for 3 or 4 feet up 
the tree ; this facilitates the cutting of the blaze and prevents 
pieces of bark from falling into the resin-cups. An incision 
IS then made with an adze (plate XII, fig. 6) near the base of 
the tree, about 1 foot long, 4 inches wide, and 1 to 1^ inches 
deep, the greatest depth being near the bottom of the blaze 
(plat^ XII, figs. 3 and 4). 

A curved cut 6^ inches long is then made just below the 
blaze for the purpose of admitting a strip of zinc 5 inches 
long by 1^ to 2 inches wide, which slopes slightly downwards 
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and actB as a lip to guide the flow of resin into a cup attached 
beneath ; this curved cut is made by means of a gouge-chisel 
with a blade 5^ inches long (plate XII, fig. 7). 

An unglazed earthenware cup like a flowerpot, holding 
about a pint of resin, is then fixed under the lip, either by means 
of a piece of string passed round the cup, or merely by a nail 
hammered in below it, the cup being pressed up against the 
lip to keep it in position. The resin flows down the blaze and 
is collected in the cup, which is emptied about once in 8 
days; the cups are covered with pieces of bark to keep 
impurities from falling into them. The blaze is freshened once 
in about 8 days by paring ofiE with the adze a thin shaving 
of wood 4 or 6 inches long from the upper part of the blaze, so 
as to re-open the resin-ducts : in this way the blaze becomes 
from 2 to 2^ feet long by the end of the first season. At the 
beginning of the second season the cup and lip are moved to 
the top of the blaze and the blaze is extended upwards {vide 
plate All, fig. 6) ; the same procedure is followed for a third 
season, so that the total length of the blaze by the end of the 
third season is usually well over 6 feet. In large trees 2 
or even 3 blazes are cut. 

In the Naini Tal Division of the United Provinces the 
trees are tapped for 6 consecutive years with intervals of 10 
years between each tapping : in this case the blazes may reach 
a height of 12 feet or more by the end of the fifth season. The 
blazes are refreshed about once in 2 or 3 weeks. 

In the Kangra Division of the Punjab the initial blazes 
are made only 3 inches high, these becoming 2 feet 6 inches 
long by the end of the first season. The blaze is elongated 
about 1 inch weekly from March till the beginning of the 
rams, i'of an inch dlxmg the rains, and again FSiora the 
end of the rains till the end of October, when the season closes. 
The cups, which are 8 inches deep and 4 inches in diameter, 
are suspended by wires looped over nails driven into the tree 
on a level with the lip. 

Resin flows most freely during the hot weather, the 
quantity «ud«l bdng mA le» *darmg the r»»: ik th. 
Himalayas the resin-tapping season usually lasts from March till 
the end of October. Although excessive tapping is injurious 
to the tree, and may even loll it, the quality of the timber, 
so far as our present knowledge goes, does not suffer. In 
France it is sometimes the custom to kill by excessive tapping 
such trees as are to come under the axe in a short time ; the 
efiEeot of this is to cause the trees to produce a large quantity 
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, of seed before they die, thns promoting good natural 

I reproduction. There can be no doubt that resin-tapping 

I has its disadvantages : the chief of these are the loss of timber 

I in the lower part of the tree owing to the presence of wounds 

caused by the tapping, and the danger from fire, as a tapped 
IK tree has \ba resinous wood exposed to the flames and 

suffers greatly. Hence systematic resin- tapping should never be 
introduced until fire-protection is assured. As regards the loss of 
timber, if tapping is carried out only for a few years imme- 
diately before the tree comes under the axe the loss is aknost 
neghgible ; in remote places, however, where the timber cannot 
be sold, there is no objection to periodic tapping for many 
years before the tree reaches its maximum size. Thus the 
extent to which resin-tapping should be carried out will depend 
largely on local conditions. With moderate tapping an average 
tree {Pimts longifdia) may be expected to yield from 6 to 12 lbs. 
of crude resin per annum. 

Section II. — ^Caoutchouc and Guttapercha. 

1. General Account. 

Under this head are included two valuable commercial pro- 
ducts, caoutchouc (indiarubber) and guttapercha. Caoutchouc 
is a substance found in the milky latex of a large number of 
plants belongiQg chiefly to the orders EuphorbiacecB^ UrticacecB, 
ApocynacecB, and AsdepiadaceoB ; the latex is found in the 
cortex, and extends into the leaves, roots, fruits, and other 
parts, but is not yielded by the wood. This latex consists of a 
watery medium in which are suspended not only caoutchouc 
but also particles of resin and other substances, while the 
liquid me^um contains various salts, phosphates, and m some 
latices tannin. The latex after collection turns darker in 
colour and coagulates after a time which varies in different 
species. Various measures are adopted in the case of different 
latices to facilitate coagulation and separate the caoutchouc 
from the other constituents of the latex ; the chief of 
these measures are washing and kneading, boiling, separation 
by a centrifugal machine^ or treatment with various chemi- 
cals such as acids, of which acetic is the best, alum, mercuric 
chloride (corrosive sublimate), creosote, etc. 

Chemically speaking caoutchouc is a hydro-carbon, that 
is, a compound consisting essentially of hydrogen and carbon : 
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it is an elastic substance, impervious to water but not to 
gases, insoluble in alcohol, acids, and alkaUes, and soluble in 
benzol, naphtha, bisulphide of carbon, chloroform, oil of 
turpentine, and some other oils. The substance known as 
vulcanite is a combination of caoutchouc and sulphur. 

Many different rubber-producing plants are indigenous in 
India, by far the most important being Ficus ^ddstica^ an 
account of which is given below. Of recent years various 
climbers belonging to the order ApocynacecB have received 
attention, particularly in Burma ; the chief of these are Para- 
meria glanduLifefa, Urceola escvlenta (syn. Chavannesia 
esculenta), Rhynchodia WaUichii, and Chonemorpha macro- 
phyUa, but although these are reported to yield good rubber 
their commercial success is not yet assured owing to the 
difficulty and cost of collection. 

Of exotic trees which have been introduced into India 
there are three which deserve special mention; these are 
(1) Hevea hrazUiensis (Para rubber), order EuphorbidcecBf a 
native of Brazil ; this tree produces the best quality of rubber, 
but requires a moist, warm climate, (2) CastiUoa dastica, 
order Vrticacece, a native of Central America ; it requires a 
climate neither too moist nor too dry, and is suitable for the 
coffee zone, (3) Manihot Glaziovii (Ceara rubber), order 
EuphorhiacecBj which regenerates freely from seed and grows 
in a variety of climates, being well adapted for the plains ; 
the yield of rubber in India, however, is poor. 

Many other exotic species have been tried and are still 
under Isial, but whether they will be a commercial success 
or not is a matter which only the future can decide. 

India-rubber is an article which is employed for a large 
number of purposes, and since the development of the motor- 
car industry the demand for rubber for tyres has been in 
excess of the supply, with the result that good rubber com- 
mands a high price in the market. 

Guttapercha differs from caoutchouc physically rather 
than chemically ; it is a soft plastic substance when heated 
but when cooled down is hard. When exposed to the air it 
is liable to oxidize and become brittle on the surface, but 
under water it is extremely durable, and as it is one of the 
best insulating substances known it is largely employed in 
the manufacture of submarine cables. Gutta-percha is ob- 
tained from various species of the order SapotacecBy the chief 
of which is Paiaquium Gutta (syn. Isonandra Gntta or Dichop- 
sis Gkitta), a tree of the Malay Peninsula. 






173 

2. Caoutchouc from Ficus dastioa. 

Ficus dastica is a large evergreen tree found wild in the 
moist forests of the outer Eastern Himalayas, in Assam, and 
in Upper Burma ; it flourishes best where the atmosphere 
is excessively humid. In Assam large plantations of Ficus 
dastica have been formed, and much experience has been 
gained regarding the best methods *of propagating and tap- 
ping the tree. In its natural state it usually starts as an 
epiphyte, the seedlings growing in the forks of other trees, 
and subsequently sends down aerial roots which reach the 
ground. The tree may be artificially reproduced by seed, 
by layers, or by cuttings. The spacing of trees in plantations 
should not be less than 26^ X 26^ : this is by many considered 
too close, and triangular planting 35' X 36' and even wider 
spacing is sometimes adopted. 

Tapping may stiU be said to be in an experimental stage. 
The following is the method adopted after several years' 
experience in the Charduar and Ehulsi rubber plantktions 
in Assam. 

The trees are cleared of creepers and rubbish and all 
under-growth is cut down under them ; bamboo mats are 
then laid down under the trees to collect any* latex which 
falls, the mats being well dried before use, as green bamboo 
mats discolour the rubber. The tapper then ascends the 
tree and begins tapping from the highest branch, no branch 
less than 2 feet in girth being tapped ; the cuts are made with 
a V-shaped gouge driven with the aid of a small wooden 
mallet, care being taken to make the cut just deep enough to 
reach the cambium but not to injure the wood. This gouge 
makes cuts 1^ inches broad on the outside : the cuts are 
made horizontally 15 inches apart (the length of the gouge) 
on alternate sides of the branches and stem, extending more 
than half and less than two-thirds round. The latex flows 
for 2 or 3 minutes after tapping, some falling on the mats 
and some coagulating in the cuts ; the mats are then removed 
to the next tree and used over and over again until thickly 
coated with rubber. Impurities such as bark, leaves, etc., 
should never be allowed to remain on the mats, but should 
be shaken off when the mats are removed from each tree. 
The rubber is pulled off the cuts usually on the third day 
after tapping : this rubber, together with the mat rubber, 
is taken to a godown, impurities are removed by hand, and 
the rubber is dried on shelves or hung over ropes, being put 
out in the morning sun for a quarter of an hour daily. When 
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dry the rubber is pressed by a'"screw-press into 18-incIi cubes, 
each weighing 1 cwt. : after 24 hours these cubes are packed 
in cotton cloth, from which all starch has been washed, and 
sewn into double gunny bags, when it is ready for the market. 
In the Assam plantations tapping starte in the middle 
of October and continues till the end of March. The greatest 
yield is obtained from the middle of November to the middle 
of January, that is, in the season of least growth; most 
latex flows in the early morning, the flow being less copious 
in the heat of the day and smallest in the evening. Bain is 
fatal to tapping, as the latex is washed away. The minimum 
age at which trees may be tapped and the safest interval have 
not yet been definitely ascertained ; it may be said generally 
that trees should not be tapped younger than 12 to 14 years, 
and that an interval of at least 2 years should be allowed 
between successive tappings. The yield of rubber per tree 
varies greatly : in the Charduar plantation the maximum 
yield obtained from a single tree in 1905-1906 was nearly 8 
lbs., but the yield from the Assam plantations is as yet small. 
A fair average yield, under proper working, for trees 60 years 
old may be taken to be 10 lbs. : a much larger yield is obtain- 
able under the wasteful system, carried out by jungle tribes, 
of tapping the ground roots as well as the stems and branches, 
which has resulted in the extermination of the rubber trees 
in many remote tracts. The cost of preparing the ground and 
stocking one acre with rubber plants varies with local con- 
ditions, but should not be more than Rs. 40 to Es. 60. The 
cost of collection and preparation of the rubber, including 
all charges, is in the Assam plantations £rom 4| annas to 7 
annas per lb. 

Section HI. — ^Sugary Sap, 

Sugary sap is yielded by various species of palms, the 
chief of which are Cocos nucifera (the cocoanut-palm), 
Borassus flabeUifer (the palmyra or toddy-palm), Garyota 
urens (the sago-palm), Arenga sacoharifera, Nipa frutioanSp and 
Phomix syhestris (the wild date-palm). 

In all but the last of these the sap is obtained from the 
cut stalk of the inflorescence (spadix) before the flowers open, 
an earthen vessel being tied to the cut end of the stalk to re- 
ceive the sap, which is emptied out as a rule twice a day. 
A thin slice is pared ofi the cut end of the stalk from time to 
time to renew the wound and cause a further flow of sap. 

In the case of the cocoanut-palm and the sago-palm the 
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spadix is first prepared for several days by beating, crushing, 
and cutting in order to induce the sap to flow, after which 
preliminary treatment the vessel is tied to the stalk ; further 
twisting and crushing of the stalk is carried out at intervals 
throughout the season in the case of the sago-palm. 

The sap of Phcenix ayhestris is obtained by cutting a 
notch in the soft wood at the base of the lowest Uving leaves, 
and a vessel is tied to the tree to catch the juice. The wound 
is renewed from time to time by paring ofi a thin sUce, so 
that by the end of the season there is a large notch in the tree. 
In the following year the notch is cut on the opposite side ; 
thus the tree in time gets a curious zig-zag appearance. The 
tapping season commences in October and ends in March. 

The sap obtained from these palms is used for drinking, 
either fresh or after being fermented into an intoxicating 
liquor ; vinegar is also made from the fermented sap, while 
the juice is largely employed for boiling down into raw sugar 
known as jaggery or gur, which is further refined into sugar. 
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CHAPTER VI, 

ANIMAL PRODUCTS, INCLUDING HUNTING, FISHING, 

AND ELEPHANT-CATCHING. 

The most important animal products with which Forestry 
is directly or indirectly concerned in India are (1) lac, (2) 
sUk, (3) honey and wax, (4) hides, horns, bones, and ivory, 
and (6) certain miscellaneous products. Under the head 
of animal products may also be included hunting, fishing, 
and elephant-catching. 

Sbotion L— Lao. 

1. General Account. 

Lac is a resinous incrustation on the twigs of various trees 
produced by a minute Hemipterous insect called Tachardia 
Lacoa (syn. Coccus Lacca) of the family Gocddcs. This resin- 
ous substance contains a crimson dye known as lac dye, 
which was formerly of great value, but has been almost en- 
tirely driven out of the market since the introduction of 
anilme dyes. The resinous substance known commercially 
as shellac is, however, of great commercial value, being 
used in the manufacture of varnishes, cements, sealing wax, 
lacquer work, lithographic ink, gramophone records, and 
many other purposes. 

The lac insect feeds on the juicy twigs of various species 
of trees. The best lac is produced on Schleichera trvjuga, but 
there are many other good lac-producing trees, notably BiUea 
frondosaj Zizyphus Jujuba, Shorea Talura^ Ficus spp.» 
Acacia a/rabicaj and many others. 

The lac insect has many enemies. Ants destroy the 
insects by biting ofi their posterior filaments for the purpose 
of obtaining the sweet excretions of the insects ; the cater- 
pillars of certain moths eat the lac larvae, while monkeys and 
birds also damage the lac. Heavy rain is very destructive, 
particularly at swarming times, when large numbers of larv8B 
are washed away ; jungle fires also do great damage. 

2. Life History of the Lac Insect. 

The minute larvsa of the lac insect generally swarm at 
two seasons of the year, about the first week in July and 
again in the first week in December or later, the swarming 
being earlier in some localities ; the swarming continues at 
intervals for a^boiit a^ month, during which time the twi^ 
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. become reddish in colour with the large numbers of minute 
larvae with which they are covered. The females, which have 
hatched out these larvae within the resinous mass, die as soon 
as the larvae have hatched. On swarming out the larvae 
quickly spread over the twigs and feed on them by sucking 
out the juice, meanwhile covering themselves with a resinous 
incrustation; when the males become mature they in turn 
swarm out and impregnate the females, which remain in 
cells within the resinous mass and bring forth the next brood 
of larvae, the same process being repeated cycle after cycle. 
The males die after impregnating the females. The swarm- 
ing of the perfect males takes place about 2^ months after 
the swarming of the larvae, that is, about the middle of Sep- 
tember and again from the middle to the end of February : 
the males of the first brood are wingless and those of the 
second brood have one pair of long transparent wings. In 
some localities there are three broods in the year, and this 
has led to the supposition that there may possibly be more 
than one species of lac insect. 

3. Propagation of Lac. 

To propagate lac pieces of hrood-lac about 6 to 12 inches 
long are tied up in the upper parts of the trees, surrounded 
with straw to protect them from the weather ; this brood- 
lac, or seed'lac as it is sometimes called, is merely lac from 
which the larvae have* not yet swarmed. This brood-lac 
should not be cut ofi the parent tree until it is nearly time 
for the larvae to swailn, otherwise the loss of sap from the 
twig wiU result in the death of the female, and no larvae will 
be produced. Care should be taken not to tie the brood-lac 
tightly round with string, as this is apt to destroy many 
larvae. The twigs of the tree to which the brood-lac is trans- 
ferred should not be harder than those of the parent tree, 
otherwise the larvae may not have strength to feed on their 
new host. Lac can best be grown on pollarded trees, as 
these produce more juicy twigs. When lac is once estab- 
lished on a tree all that is necessary to maintain a permanent 
supply is to leave a few branches with lac on them at the 
time the cutting of lac-covered branches for the market is 
carried out. 

4. Collection of Lac^ 

If the desire is to preserve the lac dye, which is contained 
in the larvae, the lac should be collected before the larvae 
1771 1. Q. F. V 
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swarm oat» that is, normally in May and Jnne and in October 
and November. As lac dye now has little value there seems 
to be no reason why the lac shotdd not be collected for the 
market after the larvaB swarm, as this wonld facilitate the 
spread of the lac naturally and would also make the process 
of preparing shellac easier. The habit, however, of coUecting 
the lac while the larvsB are still in it is generally adhered to. 
The principal reason for this is that the tmie during which the 
lac while on the tree has to be guarded day and night from 
theft is shortened. The lac is collected by cutting ofi the 
twigs which are encrusted with the lac ; in this unprepared 
condition it is termed stick-lac. 

6. Preparation of Lac Dye. 

The stick-lac on being brought in from the forest is broken 
into short pieces and crushed to loosen the lac from the 

Eieces of twigs, the lac being then separated from the wood, 
ark, and other useless material ; in this state the lac is com- 
mercially called seed-lac, though, as already stated, this 
term is also used for brood-lac. This lac is placed in water 
in a stone trough or tub for 24 hours, after wluch it is pressed 
and ground against the rough surface of the trough by a 
twisting motion of the feet of a person standing in the trough ; 
this washes out the dye from the lac, the water becoming 
dark crimson in colour. By means of two or three changes 
of water aU the dye is thus extracted from the lac; the 
liquid is strained and the dye is allowed to settle, precipitation 
being aided by the addition of lime or alum. The water is 
then drawn off and the sediment is pressed into cakes and 
dried* 

6. Preparation of Shellac. 

The lac, from which the dye has been extracted, is packed 
in long narrow cloth bags which are then held in front of 
charcoal or coke fires specially constructed to throw the heat 
out in front ; one man holds one end of the bag and another 
the other end, each twisting in opposite directions, with the 
result that the lac, which is melted with the heat, drips through 
the cloth on to plantain stems or polished tiles placed below. 
The next part of the process is to stretch the shellac into 
fine sheets like paper. This is done by squeezing the molten 
lac out along a plantain stem or a porcelain tube filled with 
hot water; this sheet of lac is then trinmied atjeach end, 
held fairly near the fire and stretched to fully double tbe 
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mm, after wluch it is laid on a mat and cairled fnrtlier and 
further away from the fire to allow it to cool slowly. These 
thin sheets of lac are known as sheUac ; defective parts are 
broken out of them, and all the fragments of shellac are sorted 
into different qualities for the market. Only the finer quali- 
ties of seed-lac are made into shellac. Button-lac is produced 
by allowing the lac squeezed from the melting-ba^ to fall on 
a smooth surface into circular pieces about an mch and a 
half in diameter. 

For certain classes of shellac it is necessary to mix the lac, 
before it is put into the melting-bag, with orpiment (yellow 
arsenic) or rosin, or both ; the former makes the shellac 
opaque and gives it a pale yellow colour characteristic of some 
of the better qulaUties of shellac, while the latter, which should 
not exceed 2 to 6 per cent., serves to lower the melting-point of 
the shellac, a property required in certain industries. Bosin 
being cheaper than lac, care is necessary to guard against 
the mixture of an excess of rosin in the shellac. No 
admixture of rosin or arsenic is required for the preparation of 
button-lac. 

SBonoN II.— Silk. 

Silk is .the fibrous substance obtained from the cocoons 
of various moths, the larvsB of which are popularly known 
as silkworms : to obtain the silk the cocoons are placed in hot 
water and the threads of silk are reeled off. Commercially 
speaking silkworms are divided into two great divisions, 
the domesticated or muWerry-feeding and the vnld or 
non-mulberry' feeding silkworms : this distinction, though 
convenient, is not strictly correct, as many of the so-called 
wild silkworms have been domesticated, while some may feed 
on mulberry leaves. 

The domesticated silkworms include various kinds of 
BornbyXj by some regarded as mere varieties of one species, 
Bombyx Mori ; these are, however, commonly designated by 
separate specific names. These silkworms comprise the 
domesticated Bomhyces which are reared in Bengal, Assam, 
the United Provinces, the Punjab, Kashmir, Burma, . and 
elsewhere, as well as in China, Japan, and Southern Europe. 
They are fed on mulberry leaves, the trees being grown as 
pollards or coppice : in India there are two principal species 
of mulberry grown for this purpose, Mottm dS>a in the Punjab 
and Kashmir, and M. indica in Bengal, Assam, Burma, the 
United Provinces^ and parts of the Punjab. 

IT? 
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The wUd silkworms, wUch are often partly domesticated, 
belong to several genera, Acttas^ Anthercea, AttaouSj Cricula, 
and a few others : some of these silkworms are reared in 
Bombay, Madras, and other parts of India where the mulberry- 
feeding kinds cannot be reared. The best known of the wild 
silkworms are the TdscMr {AnthercBa Pa/phia), the Muga 
{ArUhefOM Assama)^ and the Eri {Attaous Ricini). The 
original home of the Ttisar silkworm is believed to be the 
northern part of the Peninsula, comprising part of the Central 
Provinces and the south of Bengal; it extends occasionally 
to the foot of the Himalayas and into Assam and Madras. 
It is essentially a forest insect, feeding on the leaves of a 
large variety of trees, among which are Bombax fn^dabcmoim, 
Eugenia Jambolana, Ficus spp., Shorea robusta^ Terminalia 
spp., and others. The Muga silkworm is a native of Eastern 
Bengal and Assam, extending into the north of Burma; its 
chief foods are MaokUus odoratissimaf Litscea spp., and a few 
others. The Eri silkworm is met with chiefly in Assam, where 
its principal food is the castor-oil plant, Ridnus communis. 



Section HI. — ^Honey and Wax. 

Honey and wax, produced by many different species of 
bees, form an extensive item of minor produce in several 
parts ofi India, particularly where large trees and rocks 
abound, where the bees can find suitable places for building 
their hives. Two of the commonest honey-bees in India are 
Apis dorsata and A. indica. The former, which builds large 
combs, is found all over India and Burma, but does not 
extend high into the hills ; its domestication has been attempted, 
but without success. Apis indica is a smaller bee, more 
nearly aUied to the European honey-bee {A. mellifica) ; this 
bee, which is also found throughout India and Burma, 
builds small combs, which in the plains do not yield much 
honey, but in the hiUs, where the bee has been domesticated 
and is artificially reared, considerable supplies of honey are 
obtained. Some of the small dammar-bees {Mdipona spp.)^ 
chiefly characteristic of Burma, in addition to producing the 
dark resinous substance known as *^ dammar," also furnish 
a good quality of honey. 

. . There are various ways of collecting the honey, the com- 
monest^ in the case of dangerous bees, being for the collector 
to cover himself with a blanket and ascend the tree, driving 
the bees out with a lighted torch and then collecting the 
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combs in a basket and lowering them down to the ground 
by a long rope : this is often done at night for greater safety. 
In the case of the less dangerous bees such precautions are 
not necessary, the bees being driven off merely by shaking 
the branch on which they have built their comb. Among 
some jungle tribes the honey collectors are said to smear 
their bodies with a substance which renders them immune 
from the attacks of the bees. Two crops of honey are often 
taken from the large bees {Api$ dorsata)^ the &rst at the 
beginning of the rains and the second soon after their close ; 
the first crop is said to produce a better quality of honey 
than the second. As much as 60 to 80 lbs. of honey are 
obtained from some of the large combs. 

The honey is separated from the wax either by shaving off 
the outer layers of the comb and letting the honey drip out of 
its own accord through a sieve or a piece of muslin, or else 
by squeezing out the honey through a cloth. Where bees 
are artificially reared the honey may be extracted by a 
centrifugal machine which leaves the empty comb intact: 
the comb is then replaced in the hive to be re-filled, the same 
comb often serving over and over again for a long time. 
The common method of obtaining the wax in India is to 
place the comb, from which the honey has been extracted, 
in boiling water; the wax then melts and floats to the sur- 
face, from which it is skimmed. Wax is used for making 
candles, polishing wooden floors, in the manufacture of seal- 
ing wax, and for many other purposes. 

Section IV. — Hides, Horns, Bone^ and Ivory. 

There is a large trade in hides in India, which has in- 
creased with the development of the tanning industry in 
different parts of the country. The trade in hides is chiefly 
in the hands of Mahomedans, as Hindus refuse to deal in 
them owing to religious scruples. The actual collection of 
skins is carried out by chamars, one of the lowest classes, 
who go about skinning the carcases of the numerous animals 
which die in the rural and grazing districts. These 
chamars are often professional cattle-poisoners, and therefore 
care is necessary, in leasing out any forest-grazing area to the 
collection of hides, to see that poisoning is strictly prevented. 

The trade in horns is principally an export one, the chief 
uses of horn being for the manufacture of combs, buttons, 
drinking cups, and other minor articles. True horn is formed 
by the modification of the superficial layers of the skin, and is 
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found as a covering to processes of bone in the case of tlie homs 
of cattle, goats, sheep, antelopes, and similar animals. The 
nasal horn of the rhinoceros consists of pure horn without any 
bony process. The antlers of deer consist of bone, and 
have no true homy matter ; these are normally shed every 
year, and may be collected ofE the ground, there being a trade 
in them for the manufacture of the handles of knives, sticks, 
and umbrellas, and for various small fancy articles. If the 
collection of homs or antlers is permitted care is necessary to 
prevent the killing of animals for the purpose of obtaining 
them. 

The trade in ivory, obtained from the tusks of elephants, is 
small in India, the bulk of the world's supply of ivory being 
collected in Africa, where the excessive slaughter of elephants 
in past years has consideredly reduced their numbers. 

There is a large export trade in bones, which are collected 
in many parts of India and shipped to Europe, chiefly in the 
form of bone meal for manure. Bone is also used for the 
manufacture of knife-handles, buttons, and other small articles. 

Section V. — ^Miscellaneous Animal Products. 

Under this head may be included manna or honey-dew, 
a sweet substance excreted on the leaves and twigs of 
trees by certain aphidce ; the trees frequented are chiefly 
gregarious conifers and some broad-leaved species. The 
sweet substance, which is especially plentiful in dry years, 
is washed off the twigs and leaves with hot water, the liquid 
being then boiled down to the consistence of honey, which it 
resembles. The hill people of the Himalayas collect honey-dew 
for their own use ; as an article of trade it is of no importance. 

SheUs form an article of minor forest produce in the Sunder- 
bans ; these are employed for burning into lime, much of the 
finer quality of lime used in betel-chewing being obtained from 
this source. 

Bats^-guano is collected from rocky caves in certain parts 
of Burma ; its principal use appears to be for the manufacture 
of saltpetre. The right of collection for the year is usually 
sold to the highest bidder. 

Edible birds* -nests are found in the Andaman and Nicobar 
Islands, Burma (south Tenasserim), and in one or two localities 
on the Bombay coast. These neste, which are largely composed 
of a gelatinous substance formed by the salivary glands of the 
birds, are made by certain species of swiftlet {CoUocaHa spp.), 
and are much prized by the Chinese as an article of food. 



Seotion VI.— Hunting and ftSHiNO. 

1. Hunting. 

The restriction of unauthorized hunting, which if carried 
to excess would mean the rapid extinction of game, forms an 
important part of a Forest officer's duties. The measures to 
be taken to effect this purpose must naturally differ greatly 
according to locality, the regulations being stricter in places 
where shooting is much indulged in than in remote places 
where the game is more or less unmolested. 

The f oUowing are the more important pomts to be considered 
in the regulation of hunting: — (1) the establishment of a close- 
time for game, whether birds or mammals, during the breeding 
season; the possession of dead game at such seasons should 
also be made penal : (2) the formation of sanctuaries, where 
no hunting is to be permitted ; these should not, however, be 
formed in the neighbourhood of cultivation: (3) the division^ 
of the forest into shooting blocks, in each of which only one 
party is allowed to shoot at si time, and in which only a 
specified number of head of game may be killed by each party : 

(4) the issue of shooting Ucenses on payment of fees; these 
licenses should have written on them all necessary conditions 
as to locaUtjr, date, number and species of game which may 
be killed, and other provisos: (6) the killing of females and 
immature males should be prohibited: (6) no trapping or 
poisoning should be allowed : (7) special measures may have 
to be taken in the interests of fire-protection, such as the 
closing of the forests during the fire-season and the enforcement 
of rules prohibiting the employment of inflammable wads: 

(5) camping shoidd be allowed only in certain specified places, 
in order to facilitate supervision. 

Special measures may have to be taken for the destruction 
of game for the protection of field crops ; special provision 
is also necessary for the destruction of dangerous camivora 
where these abound. In some parts of Europe a certain 
number of female deer are killed annually to maintain a normal 
proportion of males and females. This system would be difficult 
to apply in the majority of Indian forests owing to their extent 
and to the difficulty of supervising any such measure. 

2. Fishing. 

Forest streams are of greater importance than would at 
first sight appear, as they form the natural spawning grounds 
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of the fish which supply the fisheries in the larger rivers, the 
fish seeking the shade of the trees and the quiet of the jungle 
streams for the purpose of depositing their spawn. Many 
destructive methods of killing fish in a wholesale manner 
are practised, such as danmiing up the streams and scooping 
out all the water, trapping without discrimination as to size 
of fish caught, poisoning or djmamiting the water, wholesale 
slaughter at night with the aid of torches, and other methods. 
The principal measures which may be taken to regulate 
fishing and prevent the indiscriminate killing of fish are (1) the 
issue of permits or granting of leases on payment : (2) the 
prohibition of poisoning, dynamiting, or capture of fish of all 
sizes in a wholesale manner : (3) the fixing of a minimum size 
of mesh for nets or traps used for catching fish : (4) the 
maintenance of shade along streams by prohibiting the felling 
of trees along their banks : (5) the establishment of a close- 
time for fish durmg the spawning season. 

Section VII. — Elephant-Catching. 

The capture of wild elephants for the purpose of training 
them to work in captivity is carried on in many of the forest 
tracts of India, and a work on Forest Utilization for India 
could hardly be considered complete without a brief account 
of the principal methods employed in their capture. Wild 
elephants commonly go about in herds, which vary in numbers. 
Where fodder is plentiful herds of 30 to 50 are usually found, 
but herds of 100 or more are not uncommon. Where fodder 
is scarce they divide into smaller parties of from 10 to 20. 
Males are often found in a solitary state, either because of their 
own preference for a soUtary life or because they have been 
driven out by the rest of the herd or by males more 
powerful than themselves. 

The principal methods of catching wild elephants are 
(1) in pit-falls, (2) by noosing from the backs of trained 
elephants, (3) by tying the legs together under cover of female 
decoys, (4) by noosing the hind legs on foot, (5) by enclosing 
in a palisade erected round a salt-lick or pool of water, (6) 
by keddahs. By the first four methods elephants are caught 
singly, while by the last two whole herds may be caught. 
The following is a brief description of each of these methods : — 

(1) Pit'faUs. — ^Rectangular pits with sloping sides, 10 to 
12 feet deep and of dimensions usually 12' X 12' at the surface 
f curing to 9' X 9' at the bottom are dug in groups of two to 
slop at convenient places throughout the ground frequented 
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by the elephants, care being taken to remove the earth to 
some distance to avoid creating suspicion. These pits are 
filled for 4 or 6 feet with small brushwood covered with bundles 
of grass, and the top is covered over with a light platform 
of spUt bamboos, over which grass and dead leaves are strewn 
in such a way that the covering looks like the surrounding 
ground. The pits must l,e visi^d every day, and when I 
faU is discovered the captured elephant should be removed 
without delay : this is done by fixing a rope round the elephant's 
neck and throwing billets of wood into the hole until the 
animal can scramble out. The elephant is finally secured 
with more ropes and marched off with the help of trained 
elephants. Unless carried out properly this system is apt 
to be a very cruel one. Where pits are dug too deep or are 
not sufficiently filled with grass and brushwood to break 
the elephant's fall, the animal may be severely injured or even 
killed : again, if the pits are not visited daily the chances are 
that any hapless animal that may fall into a pit will die of 
starvation. 

(2) Noosing from the hacks of trained elepharUs. — Under 
this system wild elephants are chased by trained animals 
urged to a rapid pace by repeated blows delivered near the 
root of the tail by men seated on their backs. On the wild 
elephant being overtaken, it is surrounded, noosed, and securely 
bound : small elephants may be captured without difficulty, 
but in the case of large powerful animals it is often necessary 
.» .mploy trained 44 tu,ker» to charge them again ani 
again until they are somewhat subdued. This method is 
employed in Northern India, having been originally inteo- 
duced from Nepal. It is usual to begin the day by posting 
in suitable places a number of men armed with muskets and 
blank cartridges, the elephants being beaten out to where 
the trained elephants are kept in wait for them. This is 
one of the most exciting forms of elephant capturing, and is 
naturally by no means free from danger. 

(3) Tying the legs together under cover of female decoys. — 
This is a method sometimes employed to capture solitary 
males. Four or five steady female elephants, ridden by 
mahouts who crouch down on their necks and cover them- 
selves with dark-coloured blankets, are taken to the jungle 
where the solitary male feeds, and are allowed to graze as 
if wild ; they remain near him sometimes for two days and 
nights. As soon as the male falls asleep, usually soon after 
sunnse, the females stand round him and two mahouts get 
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down and tie his hind legs together ; in a day or two he can 
be captured without difficulty, as he soon exhausts himself 
in his efforts to run away with his legs fettered. If there 
is a convenient tree near, the end of the rope may be tied 
to it at the time the ropes are put round his legs. 

(4) Noosing the hind legs on foot — This is a method some- 
times followed in Ceylon, where several hunters on foot with 
great skill noose the hind legs of an elephant running away, 
the trailing ends of the ropes being secured to trees as it passes. 
This method requires great dexterity, and can hardly be 
followed in general practice. 

(5) Enclosing in a palisade erected round a saU-lich or pod 
of water. — This consists in building round a salt-lick or water- 
hole frequented by elephants a stockade with a gap for an 
entrance. The place is constantly watched by a number 
of men in concealment, and as soon as a herd enters the en- 
trance is closed : the elephants are afterwards captured singly 
with the assistance of trained elephants and marched oS. 
This method was formerly common in Assam, where great 
cruelty was practised owing to the hunters often leaving 
the unfortunate animals to starve to death when the number 
of tame elephants was insufficient to deal with a large herd 
of wild ones. Such waste of elephant life is no longer 
permitted. 

(6) Keddahs. — ^This is the most certain plan for catching 
herds of elephants on a large scale ; it consists in surrounding 
a herd by a large circle of men and driving it into a stockade 
previously built. Men to the number of 300 or 400 are col- 
lected and supplied with muskets and rations, the exact number 
of men depending on the area to be operated over ; these move 
noiselessly in line through the jungle so as to take up posi- 
tions about 30 yards apart in such a way as to form a long 
line completely encircling the place where the herd of ele- 
phants is known to be. This cordon of men is often 6 or 
6 miles in length, and it may take 3 or 4 hours to complete 
the circle. When the cordon is completed the men run up a thin 
fence of split bamboos round the enclosure and clear a path 
from man to man. At night fires are Ut, and if the elephants 
approach they are driven back by shouting and firing of 
muskets ; the men camp at their posts often for a week, and 
sometimes for a whole month. 

The elephants are most active at night, giving little trouble 
in the day-time as a rule. When the circle is completed the 
keddah is built : this is a strong stockade 12 feet high, built 
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of poles in a circle 20 to 50 yaxds across, a trench 6 feet 
wide and 4 feet deep being dug inside the stockade and 
the earth thrown up to the inside, this preventing effective 
attacks on the stockade from the inside. An entrance 4 
yards wide is left for the herd to enter, a strong gate being 
constructed and studded with sharp spikes on the inside. 
From the entrance to the keddah two lines of strong palisades 
run out for about 100 yards, being 60 yards wide at the 
entrance ; these wings are meant to act as guides to force the 
elephants into the stockade. When the keddah' and wings 
are completed some of the men from the outer cordon leave 
it and form a smaller circle inside, beginning at the wings 
of the keddah and taking up their positions so as to surround 
the herd; the herd is then gradually driven forward towards 
the stockade. If they refuse to enter the stockade in spite 
of shots and shouts a new stockade may have to be built in 
another part of the enclosure, and the same process gone through 
again. 

When once in the wings, the elephants are driven forward 
by firing a line of dry grass previously placed at the entrance to 
the wings ; trained elephants are also employed to drive them 
into the stockade. When the herd has entered the stockade 
the gate is closed, and on the same or the following day tame 
elephants with mahouts on their backs enter and separate the 
wild elephants one by one, when men slip down and tie their 
hind legs ; ropes are then fixed round their necks and hind legs 
and they are marched out and picketed in the forest near. 
Where experienced men are employed the danger involved by 
this method is not so great as might appear ; accidents, however, 
are bound to occur from time to time. The Chittagonians are 
particularly skilful in this method of capture. 
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CHAPTER VII. 
MINERAL PRODUCTS. 

Among mineral products of the forest may be mentioned 
building-stones, road-metal, clay, slate, limestone for burning, 
mica, laterite, sand, and other mineral products. These 
may be collected by (1) mining, that is, sinking a shaft below 
the surface and excavating underground, (2) quarrying, 
that is, making an excavation open to the air, (3) collecting 
off land covered with tree-growth, (4) collecting from beds 
of streams. Mining affects the forest in that a considerable 
amount of debris is thrown up at the entrance to the mine ; 
it is resorted to when the mineral-bearing strata run under- 
ground. Quarrying does much damage to the forest, especially 
on a hiU-side, as it exposes the ground to landsUps and 
causes damage to the forest beneath through the rolling 
down of stones and earth : on level ground the damage done 
consists in the reduction of the forest area. Collecting stones 
or other mineral products from forest land does much damage, 
as carts or pack animals are driven over the area, crushing 
young growth and, in the case of carts, damaging trees in 
passing. CoUecting from beds of streams does no damage. 

Revenue from mineral products may be obtained either 
by leasing on fixed payment or leasing and charging royalty 
on the outturn by weight, volume, or market value. Where 
limestone is collected £rom the forest and burnt in its neigh- 
bourhood it is convenient to charge for the fuel used by finding 
the average volume of fuel required for each burning of the 
Inin and levying the total price of the fuel according to the 
number of times the kiln is fired. 

Mica mines are situated in Government forests in certain 
parts of Bengal and Madras, the mineral being quarried or 
mined accordmg to whether its position is near the surface or 
some distance down. The value of the mica extracted depends 
on the size and clearness of the sheets, which are cut and 
sorted for the market according to size and quality. 

In the Nellore District, Madras, duty is levied by royalties 
on the quantity of mica exploited. In the Palamau Forest 
Division of Bengal the mica-bearing area is demarcated into 
40*acre squares, each of which is leased for 30 years: the 
lessee pays a rent of Rs. 40 per square per annum or else 5 per 
cent, of the sale value of * the outturn of mica, whichever is 
greater. 
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Calcareous tufa has been extensively quarried in the Kumaon 
Forest Division of the United Provinces, but since the discovery 
of tufa in a more accessible place at Lachiwala near Dehra Dun 
the outturn from Kumaon has dropped considerably. 
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CHAPTER Vm. 
MISCELLANEOUS MINOR FOREST PRODUCK 

Under this liead may be included a few articles of minor 
importance. Certain species of edible fungi are exported from 
the forests for trade, or are consumed locally. Large quantities 
of an edible fungus known as the morell {Morch^^ escylenta) 
are exported to the plains from Kashmir and elsewhere in 
the I&malayas; these are collected in April and strung up 
on a string to dry in the sun previous to export. There are 
also various edible fungi of less importance obtained from the 
iorests. 

Lichens are collected in the Himalayas and elsewhere 
for export; they are used medicinally, and also in the 
preparation of dyes. The dyes known as litmus and orchil 
are derived from lichens of the genus RoceUa, obtained partly 
from Ceylon. In the Himalayas lichens are collected from 
oaks and also from Pinm hngifdia; those collected from 
oaks are considered superior. In certain parts of Madras 
edible lichens, of the genus Pa/rmdia, are collected during 
April and May. 

^ ^Barilla" is carbonate of soda obtained from the ashes 
of certain saline plants of Sind, the Punjab, and elsewhere, 
of the order CJimopodiacecB {SucBda, Scdsda, Haloxylon^ and 
other genera) ; the same substance is obtained from the 
efflorescence in the soil, known as reA, found in many parts 
of India. In the Punjab barilla is prepared by cutting the 
plants when in flower, drying them, and burning them over 
a basin-shaped hollow in the ground; in burning the plant 
gives out a liquid substance which settles in the bottom of 
the pit and is stirred up with the living coals and ash ;'^^the 
glowing^mass is then covered with earth until it cools, and 
after three or four days is re-opened, when a quantity of 
barilla is found at the bottom of the pit. 

* * Pearl-ash ' ' is quite a different substance, a form of 
potassium carbonate obtained from the ashes of a large 
number of plants of no particular genus. 
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PART III 



ORGANIZATION OF LABOUR, AND MODES OF SALE 
AND DISPOSAL OF WOOD AND OTHER 

FOREST PRODUCE. 

The whole subject of Forest Utilization in its practical 
application depends intimately on the methods employed 
in collecting and disposing of the various articles of forest 
produce, for it is one of the chief duties of the forester to 
so arrange for the collection and disposal of the produce 
from the forests under his charge that these forests may 
yield the highest possible income compatible with the main- 
tenance and improvement of the forest, the interests of the 
neighbouring population being duly safeguarded. It is 
therefore necessary that some general knowledge should 
be acquired of the principles involved in the questions of 
forest labour and the various methods of disposing of forest 
produce. These questions may conveniently be considered 
under the heads of (1) the organization of forest labour, (2) 
methods of sale, and (3) system of extraction and disposal of 
forest produce. 
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CHAPTER I. 

THE ORGANIZATION OF FOREST LABOUR. 

Section L — General. 

• 

India being a large country, in which local conditions 
vary much from place to place, the question of labour supply, 
which may present no difficulties in some locaUties, is in 
others a matter of serious difficulty where forest work has 
to be carried out. 

Provided they are reasonably industrious, the people 
of the various jungle tribes make the most satisfactory forest 
workmen, as they become skilled in woodcraft and in the 
use of axes or other implements from childhood, while they 
are more inured to the climate and hardships of the jungle 
than men brought in from outside; the labour supplied by 
such tribes is, however, not always to be relied on, owing 
to the indolence often born of a life of freedom in people 
whose wants are few. The forester who can at all times 
command the labour of such jungle tribes for forest work 
has seldom cause to be dissatisfied. In Europe, particularly 
in Germany, permanent gangs of woodcutters are often to 
be found working continuously in one particular tract of 
forest from year to year, and earning their sole livelihood 
by cutting and converting wood ; in some cases they are even 
kept together by subscription to a benevolent fund in aid 
of the aged and infirm, or of widows and orphans, such funds 
being supported by the woodcutters themselves. Such an 
advanced state of affairs is perhaps hardly applicable to 
India, but even in India permanent gangs of woodmen, whose 
sole occupation is cutting and converting wood, exist in 
many parts ; in such cases labour can be depended on at short 
notice for the extinction of fires or for forest work in general. 
For the maintenance of such permanent labour it is necessary 
that regular work should be supplied throughout the year. 

The necessity for maintaining a supply of purely forest 
labourers is not so great in India as in Europe owing to the 
fact that in India there is a much larger agricultural popu- 
lation, so that the people are naturally familiar with the 
use of the axe and other implements. In agricultural districts 
labour for forest work can generally be depended on at seasons 
when important field-work, such as ploughing,*5'sowing, or 
reaping, are not in progress: the seasons for carrying out 
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forest operations must, in fact, in some localities largely depend 
on the seasons of agricultural work. 

Where labour cannot be obtained locally there is no 
alternative but to import it; this means increased cost owing 
to the journeys to and fro, and often higher wages as com- 
pensation to the workmen for leaving their homes. In India 
sawyers are not so readily obtainable as axemen, and often 
have to be obtained from a distance, the sawyers being largely 
confined to one particular class. 

In order to ensure satisfactory work it is necessary to 
impose certain conditions, which would include, among other 
matters, avoidance of damage to the forest, camping and 
lighting fires only in certain specified places, assistance in 
case of fire, and abstinence from the commission of forest 
offences. Where labour is not directly supervised by an 
official it is usually advisable to appoint one specially 
selected man as foreman, who should receive higher wages 
than the remainder of the workmen. 

Among special forms of labour may be mentioned the 
convict labour employed in the Andamans, this labour being 
classified into various grades according to severity. 

Section II. — Wages. 

Wages for miscellaneous forest work are usually fixed 
according to the customary rates for unskilled labour in the 
locality concerned ; work of a more special nature, such as 
sawing and conversion generally, is usually paid for at higher 
rates. Work is generally carried out either (1) under the 
direct supervision of an employ^ of Government or of the 
owner of the forest, or (2) by contract. In the former case 
the workmen may be paid either (a) by daily labour or (6) 

by piece-work. 

Payment hy daily labour is specially necessary where the 
work has to be carefully carried out and not hurried over, for 
example, work such as the weeding and cleaning of plantations, 
in which much care is necessary. Where daily labour pay- 
ment is made the workmen require to be kept under super- 
vision and made to work for a certain number of hours daily, 
there being no special inducement towards hard work such 
as is the case where payment is made by piece-work. 

Payment by piece-work means payment by the quantity 

of work done irrespective of the time taken to perform it, 

for example, payment for earthwork by volume in cubic 

feet, or payment for converting into sleepers of a given size 

771 1 G. F. o 



m 

at a fixed rate per sleeper. This system has the advantage 
that there is every inducement towards hard work; on the 
other hand, it is not suitable for work which if hurried over 
would be badly carried out, particularly where the results 
are not readily detected. In the case of tree-felling, pay- 
ment is sometimes made at certain rates per tree, the rates 
varying according to the girth of the tree to be felled. 

Payment ur^der contract. — In this case a contractor agrees, 
under certain working conditions, to complete a piece of work 
in a given time, the work being paid for at a stipulated rate on 
completion. In this case, although the supervision required is 
not so constant as where no responsible contractor is in charge, 
supervision is nevertheless necessary to ensure the terms of 
the contract being adhered to. 



195 

CHAPTER IL 

METHODS OP SALE. 

In this chapter we shall deal with the chief methods under 
which sales are conducted : these are (1) sale by private 
bargain, (2) sale by public auction, (3) sale by tender, (4) 
sale by royalty or fixed tariff. 

Section I. — Sale by Private Bargain. 

Although this is the method under which much of the 
petty general business of India is transacted, it is only in 
exceptional cases applicable to sales of timber and other forest 
produce by the Forest Department, as it involves much time 
m bargaining, and is in other ways unsuitable. In special cases 
sale by private bargain is advisable, particularly where one 
person desires to purchase but where there is no general 
competition for the produce to be sold, for example, where a 
few selected trees of special kinds are required for some parti- 
cular industry. In such cases the price is fixed according 
to the current market rates, or, if these are not ascertained, 
on the averages of past sales, due regard being paid to any 
changes in the market. 

Section II. — Sale by Public Auction. 

Sale by auction literally means sale by increasing (the 
price), the sale being carried out by two or more persons 
bidding higher and higher against each other, the bidder 
of the highest price becoming the purchaser. On the Con- 
tinent of Europe a commencement is sometimes made with 
a high price, the salesman calling out a lower and lower price 
at intervals until some one accepts the price offered. This, 
though not strictly an auction, is popularly termed a Dutch 
auction ; it occupies more time than the usual form of auction. 
In some cases a candle, timed to bum about 6 minutes, is 
lighted at the beginning of a Dutch auction, and no bids are 
allowed after the candle goes out ; thus in the uncertainty 
as to when the candle will bum itself out intending pur- 
chasers will avoid delaying too long in calling out their bids. 

One of the chief disadvantages of auction-sales is the 
danger of a combination among woidd-be purchasers, who 
agree previously not to outbid each other. This can to some 
extent be prevented by advertising the sale as widely as 
possible, so that persons from a distance, who have no con- 
nection with local purchasers, may attend the sale. To prevent 
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unreasonably low prices being obtained, a minimum price is 
fixed, known as tke upset-price, below which no bids are 
accepted. Prior to an auction of timber or other forest 
produce being held, the produce should be conveniently ex- 
posed for inspection some days beforehand in suitable sale 
lots, lists of the lots with particulars as to dimensions, quality, 
etc., being prepared for the convenience of intending pur- 
chasers : at the same time the auction should be pubUcly 
advertised as widely as possible. Before the commencement 
of the auction it is always necessary to read out the conditions 
of sale ; such conditions fix the period within which payment 
is to be made, failure to pay within the prescribed period 
leading to forfeiture of all claim to the produce purchased; 
they also fix the latest date on which all produce purchased 
has to be removed from the sale dep6t, demurrage being charged 
after the prescribed date. The conditions of sale also deal 
with matters affecting the actual conduct of the auction, 
providing for its closure at any period of the sale if necessary, 
so that any combination among bidders may be thwarted. 

In the case of large timber sales it is customary to hold 
the auctions, not in the actual dep6t where the timber is 
lying, but in some room or other place, opportunity having 
been previously given to intending purchasers to fully inspect 
and value the several lots exposed for sale ; this is necessary 
owing to the fact that timber is bulky and occupies much space, 
so that a great deal of time would be wasted if each lot 
were visited and auctioned in situ. In the case of important 
sales it is often profitable to employ a professional auctioneer 
and to pay his commission, particularly if the auctioneer 
is in the habit of regularly selling timber, as he is in touch 
with the market and can usually be depended on to obtain 
a good attendance at the auction, while he is at the same 
time responsible for the collection of the amounts bid, thus 
saving much extra work in the Forest Office. For small 
local sales the employment of a special auctioneer is hardly 
necessary. 

Section III. — Sale by Tender. 

Under the system of sale by tender, would-be purchasers 
make offers on or before a fixed date, stating the price they 
are willing to pay ; such tenders are of two kinds, sealed tenders 
and open tenders. 

In the case of sealed tenders the intending purchasers 
submit their tenders in sealed covers before a certain hour 
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on a fixed date : all tenders are then opened, in the presence 
of the tenderers if they wish to be present, and the terms 
of each tender are read out. The officer whose duty it is 
to accept tender need not accept the highest tender, a proviso 
which should be previously notified in the advertisement 
calling for tenders : in this way the tenders of persons who 
are known to be insolvent or to be otherwise undesirable 
can be disregarded. Tenders usually require to be accompanied 
by deposits of money known as earnest-money, which are 
returned to unsuccessful tenderers ; this earnest-money is 
forfeited by the successful tenderer in case of non-fulfilment 
of his tender. Sale by sealed tender is not always the most 
profitable form of sale in India, but where it can be success- 
fully introduced it is a good system, as it gives little trouble 
and is usually effective in preventing combinations. 

In sales by open tender the tenders may be made at any 
time, either personally or in writing, by a certain date, and 
a tender may be accepted at any time before the date noti- 
fied. In this case bargaining is possible. The system is 
not altogether a good one, as tenderers quickly realize the 
price likely to be accepted and may combine accordingly; 
it is usually suitable only for produce whose value remain 
fairly constant. 

Section IV. — Sale by Royalty or Fixed Tariff. 

Under this method of sale the disposal of forest produce 
is governed by fixed prices, being revised from time to time 
as conditions change. The tariff prices are fixed as nearly as 
possible with due regard to current market rates. This 
method of sale is largely employed in India, particularly for 
inferior timber, bamboos, fuel, and many forms of minor pro- 
duce, the royalty, that is, the fixed price, being charged by 
quantity, weight, volume, or percentage on the market value, 
the last-named being known as ad valorem royalty. In depdts 
petty produce, such as small quantities of fuel or charcoal, is 
conveniently sold at fixed rates, while the levy of royalty on 
forest produce extracted from the forest by purchasers is 
universal throughout India, the simplicity of the system render- 
ing it particularly applicable in a country where forest produce 
of all kinds is much in demand for the daily requirements of 
the people. 
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CHAPTER III. 

SYSTEMS OP EXTRACTION AND DISPOSAL OF 

FOREST PRODUCE. 

Section I. — General. 

In this chapter the more important systems, as employed 
in India, of extracting and diBpoSng of forest produce, JdU be 
described in outline. The number of variations in detail, as 
applied in different parts of the country, are so numerous, that 
a consideration of them all would fill a large volume in itself, 
and cannot be attempted here. It is also quite impossible to 
state definitely what special system is most suitable or most 
remunerative in the case of any particular class of timber or 
other produce, as local conditions vary so much that where a 
certain system may be found most suitable in one locality it 
may be quite out of place or imworkable in another. 

In deciding on the introduction of any system there are 
many general questions to be taken into consideration, the chief 
of which are (1) the maintenance and improvement of the 
forest, (2) a fair remuneration to the state or forest owner, (3) 
the prevention of theft or fraud on the part of purchasers or 
forest employes, (4) the safeguarding of the interests of the 
local population, (5) the avoidance of unnecessary complica- 
tion in the system, rendering it unworkable, or unintelligible 
to those who have to carry out the details, (6) the physical 
conditions of the locality, (7) the number and qualifications of 
the staff responsible for carrying out the work, (8) the capability 
or financial standing of the contractors or purchasers whose 
duty it is to extract the produce, (9) the quality and quantity 
of labour available, and (10) the general policy of Govern- 
ment, particularly as regards the encouragement of private 
enterprise. 

The extent to which one or more of these factors can be 
taken into consideration in the adoption of any system of 
exploitation will be indicated in the next three sections, which 
deal with the systems themselves. These systems naturally 
fall into three main groups, (1) felling and extraction, or collec- 
tion, by Government agency, (2) felling by Government agency 
and extraction by purchasers, and (3) felling and extraction, or 
collection, by purchasers. In the case of private forests this 
classification wiU also hold good, except that the owner's agency 
takes the place of Government agency. In Indian official 
reports only the first and third of the above groups are recog- 
nizedy and where the working of forests is carried out under 
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the second method it is classed under the first or thirdi 
whichever it approximates most nearly. In classification for 
the purpose of reports this is quite sufficient, but for our pur- 
pose the second method should be considered separately because 
it has to be employed, as will be seen later, in certain special 
cases. 

Section II. — Felling and Extraction, or Collection, 

BY Government Agency. 

Under this system the felling, extraction, and disposal of 
timber, or the collection and disposal of minor produce, as 
the case may be, is carried out. entirely by Government, the 
net profit being obtained by deducting the working expenses 
from the sale value received. The details of working vary, but 
in general outline the system consists of extraction of the 
produce to a sale depot by persons working on behalf of 
Grovemment, and the subsequent sale of the produce at the 
depot, the sale price being credited to Government as gross 
earnings. 

In the case of departmental extraction of timber on a 
large scale, a common method is to issue contracts to reliable 
persons to fell and extract to a Government depot the 
trees marked for felling in a certain coupe. The contractor 
duly delivers the timber at the depot, being paid at stipulated 
rates for his work. The timber is then taken over by the depot 
staff, who are thenceforth held responsible for its safety. The 
disposal of the timber from the depot is then efiEected by sales, 
whether by auction, tender, fixed tariff, or otherwise. The 
contractor's work has to. be carefully supervised while in 
progress, as dishonest contractors are liable to fell more than 
they have a right to fell, in order to receive more payment, 
or to sell on their own behalf timber which they are extracting 
on behalf of Government. It is often advisable to give advances 
to the contractors, on good security, in order to keep them 
out of the hands of money-lenders ; such advances may be 
given as part payment for work done, for example when a 
tree has been felled and logged the value of the work done so 
far may be paid for at its estimated value. 

In the case of fuel, departmental extraction has to be carried 
out in some cases to afford regular supplies, in others to keep 
down the local prices for fuel where fuel is scarce and prices 
would tend to rise abnormally if the extraction was entirely 
in the hands of one or two traders. 
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In India the extraction of minor produce is carried out by 
Government only to a comparatively small extent. As a general 
rule the extraction of minor produce can better be left to private 
persons, but in special cases Government may have reason for 
undertaking the extraction itself, for example, in the Central 
Provinces sdl resin is collected in small quantities by Govern- 
ment agency, the right of collection not being leased to private 
persons in case these should wound the trees to obtain more 
resin. In rubber collections also, it would in a well-regulated 
plantation be fatal to lease out the right of tapping to private 
persons unless very close supervision could be exercised. 
Extraction of minor produce by Government agency may have 
to be undertaken in the interests of the local jungle tribes. 
Thus the collection of mjrabolans by Government agency was 
introduced into certain of the Bombay forests in 1880, and 
proved not only more remunerative than the previously-existing 
system of farming out the collection, but was much 
appreciated by the jungle people, who were thereby made less 
subject to oppression and were brought into more intimate 
relations with the Forest Department. The actual method 
employed was to establish depot stations to which the jungle 
tribes could bring in myrabolans and receive fixed rates of pay- 
ment for them ; this gave them an inducement, from personal 
motives, for assisting in the protection of the trees. Among 
other examples of departmental extraction of minor produce 
may be mentioned the tapping of pine resin in the Himalayas. 

The general policy of Government is to limit departmental 
extraction and to encourage extraction by purchasers. This is 
on general principles a good poHcy, as the system of depart- 
mental extraction has its drawbacks, the chief of which is the 
large amount of work, both executive and clerical, which is 
thrown upon the staff, who might be more profitably employed 
in works of maintenance and improvement of the forest. It 
is, therefore, only in cases where local conditions actually make 
it advisable, that the system of departmental extraction in 
India can be considered to be advisable. Such local conditions 
do exist, and will no doubt continue to exist, so that depart- 
mental extraction will probably always form an important item 
in the forest operations of India. 

' That the system of departmental extraction is not nearly 
so extensive in India at the present day as that of extraction 
by purchasers may be seen from the fact that 6 times the 
quantity of timber and fuel, and nearly 100 times the quantity 
of bamboos, are on an average annually extracted by purchasers 
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as compared with the quantity extracted by Government 
agency, while the value of minor produce extracted by 
purchasers is 14 times the value of that extracted by Gk)vern- 
ment agency. 

Section III, — Felling by Government Agency and 

Extraction by Purchasers. 

This system is followed in cases where great care is necessary 
to avoid damage to the forest during felling. It is often employed 
on the Continent of Europe, where trained gangs of woodcutters, 
working directly under Government, are continuously employed 
in the forest. The system is to some extent followed in India, 
and may be usefully employed in the case of thinnings, the 
stems being felled by skilful woodcutters, and removed, after 
felling, by purchasers. This system may also be adopted in the 
case of improvement fellings, where inferior trees are felled for 
the benefit of the stock as a whole ; felling by departmental 
agency ensures that none of the trees will be left standing. 

Section IV. — Felling and Extraction, or Collection, 

BY Purchasers. 

There are many different methods under which timber and 
other forest produce may be disposed of to purchasers, but 
for the sake of convenience they may be grouped into four 
main heads, (1) sale of a whole coupe or area, (2) sale of a 
few selected trees, (3) sale by means 6t licenses or permits^ 
(4) sale by the commutation system, and (6) extraction with- 
out any previous permit or agreement. 

1. Sale of a Whole Coupe or Area. 

Under this head may be included a variety of systems of 
great importance, the chief of which are as follows : — 

(1) Sale bt Lease. 

This consists in selling the right over a given area to one 
person or firm, known as the lessee, to extract timber or other 
produce for a fixed period, which may extend to one or more 
years. The sale value is realized either in a fixed lump sum 
payable in one amount or by instalments, or by payment 
of royalty on the produce extracted, whether by volufne, 
weight, quantity, or percentage ad valorem. 
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The simplest form of lease is that in which a lump sum is 
paid for the privilege of extracting as much produce' of a certain 
kind as the lessee can obtain in a given time. It is obvious 
that if this system were to be applied to produce such as timber 
or fuel the forest would soon be ruined ; the system, however, 
can be suitably applied to crops such as grass, fruits, flowers, 
etc., which are produced annually, and the whole of which can 
be removed without detriment. This simple form of lease by 
lump sum is known as " farming " the crop. Lac can be con- 
voM^nay farmed in this way'provided 'suitable conditions 
are made to ensure the propagation of lac for future use. 

There is nothing so dangerous as the habitual lease of a 
forest for the extraction of dead timber. It may be permissi- 
ble if certain classes of dead trees or timber are known to 
exist and have been duly marked, *the area being opened to 
extraction for a definite period ; but if the same area be leased 
year after year to the indiscriminate extraction of dead timber 
the chances are that the lessee will make certain, by killing trees 
artificially, that the annual supply of dead trees is maintained. 
The same applies to the extraction of dead wood under any 
system. Similarly dead wood rights and privileges should 
not be allowed indiscriminately, but should be confined to 
certain coupes and fixed seasons. 

When a lease is issued a carefully worded agreement should 
be drawn up, the conditions of which should be a safeguard 
against damage to the forest by the lessee or his employes. 

A system largely followed in Burma, whereby teak timber 
is felled and extracted by timber firms, is commonly termed 
a timber lease, though the term purchase-contract would be 
less confusing, as the system is not a lump sum lease such as 
that already described. The teak trees are selected over 
definite areas by trained ofl&cers, under sylvicultural rules, 
and are killed by girdling in order to allow the timber to season 
and become light enough to float out. The area is then 
" leased," commencing the third year after girdling, to a timber 
firm, which is allowed a certain number of years to fell and 
extract the girdled timber, royalty being paid at stipulated 
sums per cubic foot after the timber has reached a measuring 
station and has been measured. After payment of the royalty 
due the timber becomes the sole property of the firm. 

This system, it should be mentioned, is not so profitable 
to Government as the system of teak extraction by Government 
agency, the net profit derived from the latter being as a rule 
more than double of tiiat produced by leases, for a given volume 
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of timber ; there are, however, conditions of policy which cannot 
be ignored, and these, combined with paucity of staff and 
other difficulties, militate against the general adoption of 
departmental working of teak in Burma. 

(2) Sale op Standing Trees by Coupes. 

(a) Wholesale system. — This is one of the most suitable and 
profitable of systems where it can be successfully introduced. 
The trees are selected and marked, the whole coupe being 
then sold standing, either by auction or by sealed tender. 
The sale price can be recovered either in a sum representing 
the sale value of the coupe as a whole, or at so much per tree 
of different size classes and species, or on the volume of timber 
extracted, whether in the round or after conversion. In the 
absence of a good class of timber traders the system may at 
first be difficult to introduce, in which case the coupe may be 
sold by private bargain to one trader on easy terms : once the 
profitable nature of the business becomes known there is usually 
no difficulty in obtaining numbers of applicants. The annual 
coupes are usually sold during the rains, the successful pur- 
chasers commencing work as soon after the rains as possible 
and extracting the material during the following dry season. 

(6) Monopoly system. — Under this system trees for felling 
are marked over a coupe or convenient sub-division of a coupe, 
and are sold by auction. The price paid for the coupe is known 
as the monopoly price, as it gives the purchaser the sole right 
to fell and extract timber from the coupe. In addition to this 
monopoly price the purchaser pays royalty on all timber brought 
out of the forest, whether in the roimd or after conversion : 
for this purpose a regular scale of export rates is made out for 
every variety and class of timber, these rates being calculated 
at about half the value of the timber. When the coupe is 
marked for felling, an estimate of its probable 3deld is made 
out ; from this, as well as from the scale of export royalty rates, 
the purchaser is able, after inspecting the coupe, to calculate 
what monopoly price he can safely give. 

The great advantage of this system is that purchasers are 
induced to remove inferior timber, as they have already paid 
as the monopoly price about half the value of the timber of 
the coupe, and it is in their interest to extract everything they 
possibly can, the royalty rate being so low as to make it worth 
their while to extract inferior timber as well as the better classes 
of timber. The monopoly system further allows of variations 
in the sale price according to the distance of the coupe from 
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lines of export, without the inconvenience of having to fix 
a separate scale of royalty prices, because the monopoly price 
paid would naturally be less for difficult localities than for 
those from which extraction is easy. 

The monopoly system has received a fair trial in several 
parts of the United Provinces, and has proved a most satis- 
factory system. It would not, however, be applicable in large 
unwieldy charges where supervision is difficult, as the estimate 
of the value of the coupe has to be personally made by a respons- 
ible officer. 

2. Sale of a Few Selected Trees. 

This consists in selling, usually by private bargain or by fixed 
tarifE, a few selected trees. It is not a system to be generally 
adopted where regular working is in progress, but it is often 
necessary in special cases, as in sales to public departments, 
or the sale of certain species of trees for which there is no general 
demand, but which are in demand for one particular purpose 
or industry. 

3. Sale by means of Licenses or Permits. 

The method of sale by licenses is of very extensive appli- 
cation in India, and has more variations in detail than in 
any other form of sale. The most typical method is for an 
intending purchaser to apply, to a person empowered to issue 
it, for a license to extract timber or other forest produce of 
certain descriptions in a specified area and within a fixed 
limit of time, a fee being paid for the license: all particulars 
are clearly entered on the license, the amount paid for it be- 
ing written in words and in figures. The Ucensee then pro- 
ceeds to collect and extract his produce, which is checked 
at a specified place within or reasonably near the forest ; if 
the produce extracted is in accordance with the particulars 
entered on the license it may then be removed, the license 
being delivered up and a removal pass being issued in its 
place, authorizing the licensee to remove his produce to its 
destination, where it may again have to be checked with 
the removal pass. Licenses may be in duplicate or in tripli- 
cate ; in the former case the original is given to the licensee 
while the counterfoil is sent up with the accounts of the vend- 
or, while in the latter case the extra foil is issued to the person 
whose duty it is to check the produce extracted, this foil 
being sent to the audit office independently of the counter- 
foil sent by the vendor*. 
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In actual practice there are a large number of modifi- 
cations of this type, due to local conditions. As regards the 
person empowered to issue licenses, for valuable material, 
such as timber of the better kinds, none but a responsible 
oflBcer of fairly high grade should be allowed to issue them. 
For petty minor produce, head-loads or cart-loads of dry fuel, 
bamboos, etc., this would be impracticable, and hence Ucenses 
for such have to be issued either by low-paid officials or by 
persons temporarily appointed for the purpose, the latter 
being paid either by a fixed salary or by commission on the 
revenue collected by him. To guard against fraud security 
usually has to be fimiished, while in some places the license- 
vendors are frequently transferred from one post to another ; 
in any case frequent inspection of their books is necessary, 
while as many of the original licenses as possible should be 
recovered and compared with the counterfoils and cash 
accoimts, a frequent form of fraud being to enter a smaller 
amount in the counterfoil and in the accounts than is actu- 
ally collected and entered on the original Ucense. The pur- 
chase of licenses for petty forest produce should be made 
as convenient as possible for the persons who desire to obtain 
produce, otherwise the temptation to steal it is increased: 
for this reason the license-vendors should be posted at con- 
venient places near the forest. The work of issuing such 
licenses is sometimes entrusted to village headman, with good 
results, as these men hold more or less responsible positions, 
while they are brought more into touch with the Forest 
Department, receiving as they do emoluments in the shape of 
commission on revenue received for the sale of licenses. Under 
any circumstances it is not advisable to allow the Forest 
protective establishment to issue licenses, as it is their duty 
to check them while in operation. 

Among special forms of license systems may be mentioned 
the face-value system, including the use of tickets, and the 
employment of adhesive stamps. By the face-value system 
is meant the sale of licenses, usually of different colours, each 
representing a definite value, so that illiterate persons soon 
get to know the value of the different coloured licenses. Such 
licenses are sometimes in the form of cardboard tickets re- 
sembling railway tickets. In some cases adhesive stamps, 
resembling postage stamps, are affixed to the back of the 
license when the latter is issued, the value of the stamps corre- 
sponding to the amount paid for the license. The stamps 
are pimched and dated when the license is issued, so that 
they may not be used after the expiry of the license. 
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4. Sale by the CommiUation System. 

By commutation is understood the payment of a fixed 
sum once in a fixed period, usually a year, in return for the 
privilege of being allowed to remove certain classes of forest 
produce at any time and as often as is necessary. The system 
should never be employed except in the case of petty pro- 
duce required for bond fide domestic use, and not for sale 
or barter. Such produce as thorns for village hedges, litter, 
grass, and other small classes of minor produce, may be re- 
moved under this system, while exceptionally the extraction 
of small timber for agricultural or domestic use, and fuel, 
may be allowed on payment of commutation fees. The system 
is, however, most applicable to forest grazing. The chief diffi- 
culty is to obtain a correct estimate of the number of cattle 
to be grazed or the quantity of each class of produce to be 
removed, in order to fix a fair commutation fee : this is done 
by making an annual census of cattle or an annual estimate 
of the .quantity of forest produce required, based on the num- 
ber of persons in each village. Commutation fees are usually 
levied horn a whole village, in which case no commutation 
should be allowed in any village unless the whole village 
agrees to commute. 

5. Extraction wkhout Premms Permit or Agreement. 

Under this head may be included two different forms 
of realizing revenue on forest produce extracted without 
license ; these are (1) the system known in India as the kfiam- 
taJisU system, and (2) the levy of export duty. 

(1) Thb Kham-Tahsil System. 

Under this system a person may enter a forest without 
previous permission and collect forest produce of certain 
specified classes, which he brings out, and on which he paygi 
duty at a revenue-station on the line of export, receiving a 
receipt for the amount paid in the shape of a removal pass. 
This system is obviously applicable only to tracts which have 
not yet been brought under an efficient state of forest manage- 
ment, and is suitable only for remote tracts from which 
it is possible to remove the produce only by one or two 
well-defined lines of export, otherwise the risk of escaping 
the payment of duty would be too great. Under any con- 
ditions it is very difficult to exercise an adequate check on 
produce brought out, while the detection of fraud on the part 
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of the revenue-collector is equally difficult. The difficulty 
can to some extent be avoided by establishing a second check 
station further down the line of export and at a considerable 
distance from the first station, so that the produce may be 
independently checked and compared; independent inspect- 
ing officers should also frequently patrol the line of export. 

As far as the forest itself is concerned this system is open 
to the gravest objection, particularly where timber or fuel 
is the produce extracted, because there is little or no safe- 
guard against excessive and wasteful felling. 

A rough form of the kham'tahsU system is employed in 
some places in the interests of jungle tribes, who, however, 
are in this case not purchasers. The jungle people bring pro- 
duce down to Government sale depots situated conveniently 
near the forest ; they are paid for the work of collection and 
extraction either at fixed rates or by percentage on the sale 
price of the produce. The purchaser of the produce at the 
depot obtains a removal pass which enables him to export 
it to its destination. 

(2) Export Duty. 

A system has recently been brought into operation in 
Burma whereby an export duty is collected at seaport towns 
on all cutch exported from the country. The system was 
adopted owing to the difficulty formerly experienced in collecting 
within the country the legitimate revenue due to Government 
on cutch: as the great bulk of the cutch manufactured in 
Burma is exported by sea, the realization of duty at seaport towns 
covers nearly all the cutch manufactured. The cutch trees 
(Acacia Catechu) within Government reserved forests are 
strictly protected and may not be felled unless sold under 
some well-regulated system, but all cutch trees growing 
on any other class of land may be felled and converted into 
cutch without previous permission. Formerly the revenue 
on cutch was collected by the issue of licenses fixing the 
number of cutch-boiling cauldrons of given capacity which 
might be employed within a given period: as such licenses 
applied only to Government waste land, and as cutch on 
private land could be boiled to any extent without license 
or payment of duty, it is not to be wondered at that cutch- 
boilers on private land extensively stole cutch trees from 
Government land to convert free of duty. On this account 
the system of export duty was introduced; it covers cutch 
obtained from private as well as from Government land. 
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PAET IV. 



FOREST INDUSTRIES. 

Among the large number of industries connected with 
Forestry we can here deal with only a few of the local industries 
which more directly concern the subject of Forest Utilization, 
and are in some cases carried out in or near the forest itself : 
the industries in question are the following : — 

I. — The manufacture of cha/rcoal. 

II. — The ma/nufacture of turpentine and colophony. 
III. — The extraction of va/rious oils and tars. 

IV. — The manufacture of catch and hath. 

V. — The preparation of tannin extracts. 
VI. — The antiseptic treatment of wood. 
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CHAPTER L 

THE MANUFACTURE OF CHARCOAL. 

Section I. — General. 

When wood is burnt in the presence of air it is converted 
into gases with a small quantity of ash left as residuum. If 
air be entirely excluded during burning, however, the wood will 
be converted into a number of gaseous and liquid products, 
such as carbon dioxide and monoxide, hydro-carbons, acetic 
acid, wood-alcohol, tar, etc., the residuum left behind 
being charcoal. Thus the manufacture of charcoal, or the 
carbonisation of wood as it is called, is carried out by burning 
wood out of contact with the air, and is a form of destructive 
distillation. During the burning about half the carbon is 
expelled, and the charcoal consists of what remains of the 
carbon, oxygen, and hydrogen, as well as all the ash con- 
stituents, the carbon constituting about 90 per cent, of the 
whole. 

From the foregoing remarks it will be seen that in convert- 
ing wood into charcoal a considerable amount of waste 
takes place : this, however, is more than compensated for 
by the advantages of charcoal over firewood. The chief of these 
advantages are (1) charcoal is easier to light, and gives out 
a steadier and more intense heat, than firewood, burning 
with a smokeless flame ; the heating power of charcoal is 
nearly twice that of the same weight of wood : (2) it is always 
ready for use, and does not require to be split or cut up like 
wood : (3) it is more portable than wood, and can be transported 
to greater distances ; the weight of charcoal is less than a 
quarter of the weight and less than half the bulk of jthe wood 
from which it is made. 

There are three methods of charcoal-making, in retorts^ 
pitSf and kilns. 

Charcoal-making in retorts is as yet of little practical interest 
in India, and is carried out more for the sake of obtaining 
secondary products such as acetic acid, tar, alcohol, etc., 
than for the sake of the residuum of charcoal. In this method 
of manufacture wood is closely stacked in permanent air- 
tight retorts or ovens made of masonry or iron, which are 
heated, the various products of destructive distillation being 
collected and the charcoal remaining behind after combustion is 
completed. 

Charcoal-making in open pits is a most wasteful method* 
i^nd should be employed only where wood is very abundant 
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and has very little, value. A hole with sloping sides is dug in 
fairly stiff soil to a depth of about 3 to 5 feet and a diameter of 
about 5 feet. This is filled with dry twigs and small branches, 
which are fired and allowed to bum until all smoke has ceased. 
More twigs and branches are then thrown in, and the opera- 
tion is continued until the pit is full of glowing charcoal, when 
it is covered over with turf or moist earth, so that all air is 
excluded. In a day or two the pit becomes sufficiently * cool 
to be opened, and the charcoal is taken put. The wastefulness 
of this method is due to the fact that the burning is carried 
out with almost free access to the air, so that inuch of the wood 
is consumed instead of being converted into charcoal. It 
requires little skill, however, to manufacture charcoal in this 
way. 

Charcoal-making in kilns is the most important method for 
forest purposes, so that a detailed description of the processes 
of manufacture will be necessary. 

Sbction II. — Charcoal-Kilns. 

There are many different ways of constructing charcoal- 
kilns, but they approximate more or less to a few types which 
will be described below. Whichever method is employed 
there are a few general rules which should be carefully observed. 
It is advisable that all the wood should become carbonised as 
far as possible simultaneously, because if some pieces become 
carbonised long before the remainder they are liable to 
become partially or wholly consumed. For this reason 
different woods varying much in density should not be 
burned in the same kiln. Another objection to burning woods 
of different densities in the same kiln is that the charcoal 
produced by different woods is sometimes used for different 
purposes ; hence the woods should be kept separate from, 
the beginning, as the charcoal cannot be conveniently 
separated afterwards. To ensure even carbonisation very 
thick pieces of wood should be spUt to convenient size, and 
not stacked whole along with smaller sized billets, as the 
thick billets take much longer to bum than the smaller 
ones. In order to ensure the admission of as little air as 
possible the wood to be carbonised should be stacked 
as closely as possible, the pieces being dressed straight 
for this purpose, and the interstices being filled up 
with smaller billets and chips of wood. Unsound wood 
should on no account be used, as it will produce no charcoal. 
Charcoal-kilns vary considerably in the method of stacking 
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which may be horizontal or vertical, the maimer in which the 
kiln is fired, the shape of 'the kiln, and other details ; it will 
be suflBicient for our purpose to describe a few of the chief 
types ; these are (1) the paraboloidal over-ground kiln, (2) the 
oven kiln, (3) pit kilns, (4) the prismatic kiln, and (5) the 
hill kiln. 

1. The Parciboloidal Over-Oround Kiln. 
(1) Shape and Size of the E[iln. 

The usual shape of the kiln is that of a paraboloid 
{vide plate XII, fig. 1), the volume of which is tt r* X |-, 
where r is the radius and h the height, or, in terms of the 
circumference c, the volume is ^^. Usually 4 to 6 per cent. 

of the volume should be deducted, as the kiln has as a rule 
steeper sides than a paraboloid. 

Kilns vary greatly in size. A convenient size of kiln is 
obtained by making the height 8 feet and the radius 8 to 
10 feet : this gives a capacity of about 800 to 1,200 stacked 
cubic feet. The larger the kiln the less space it occupies and 
the less covering material is required in proportion to the 
amount of wood used, while fewer men are required for 
looking after one large kiln than for supervising several small 
ones ; on the other hand a large kiln requires more skill in 
handling than a small one. In Europe small kilns have a 
capacity of 400 to 1,000 cubic feet stacked, and large ones a 
capacil^ of 2,000 to 3,500 cubic feet. In India the capacity 
is seldom more than 1,500 cubic feet. 

(2) Site of the Kiln. 

The site for a kiln should be level and even, and situated 
m a sheltered place and inclose proximity to water. The 
nature of the soil is important : if it be too porous too much 
air will be admitted into the kiln from below, while if it be 
too stiff it does not sufficiently absorb the liquid products 
of carbonisation, and will unnecessarily retard burning. A 
sandy loam is the most suitable, but it is above all necessary 
that the ground should be uniform, otherwise the kiln will 
bum unevenly: for this reason all vegetation should be 
removed by the roots, all stones should be taken out, and 
the site should be raised about 8 to 12 inches in the centre, 
sloping outwards evenly to the circumference, to allow such 
liquid products as are not absorbed by the soil to run out. 
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After the site has been thus carefully prepared it should 
be allowed to settle for two or three months until it becomes 
firm. Before the kiln is built the site, if at all damp, should 
have a layer of dry brushwood and leaves burned on it. 

The best form of site is an old site which has been pre- 
viously used, but even then the surface should be again 
prepared if at all imeven, the small pieces of charcoal lying 
on the site being broken up and mixed with the soil. 

The site should be traced out in the form of a circle of 
the required radius. It is advisable, when there is much wood 
to be carbonised, to have several kilns close together. 

(3) Building the Kiln. 

The kiln is built up by two tiers of billets stacked vertically, 
and a third, the topmost, stacked horizontally {vide plate 
XII, fig. 1). If the vertical billets are cut 3 feet in length, and 
the topmost tier is stacked 2 feet thick in the centre, the height 
of the kiln will be 8 feet, which, as stated above, is a convenient 
average height. Large kilns may be composed of more than 
two tiers of vertical stacking. 

Before stacking is commenced it is necessary to construct 
a flue or chimney up the centre. This is done by driving 
three upright stakes into the ground in the centre of the site, 
the stakes' being a foot apart and forming an equilateral 
triangle; their height above ground should be at least 
equal to the total height of the kiln. These stakes are bound 
round with withes or twisted grass so as to form a hollow 
chimney, which is filled with dry combustible material, such 
as straw, shavings, chips of wood, or branches. The kiln may 
be fired either from above or froKn below: in the former case 
the smallest pieces are placed on the top, and in the latter 
case they are placed below. A small board is usually placed 
on^the ground at the bottom of the flue to keep off the damp 
of. the soil. 

To ensure a correct shape for the kiln, the circumference 
should be carefully pegged out in the form of a circle. The 
stacking then commences from the centre. The billets 
are all cut to the same length, trimmed straight, and stacked 
as closely as possible ; they should rest on their thick ends 
so that the necessary slope of 60° to 70° may be given to the 
outside of the kiln. A few thin split billets should be placed next 
the chimney to ensure the wood catching fire readily. 
The thickest billets should be placed where there will be most 
heat, that is, about half-way along the radius. Great care 
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should be taken to see that the regular paraboloidal shape 
of the kila is maintained during staclmig, while all interspaces 
should be filled up with smaller pieces of wood. 

If the IHln is to be fired from below, a narrow passage, 
extending along one radius from the centre to the circum- 
ference, should be constructed along the groimd ; this is necessary 
for lighting purposes. This passage is made by laying a 
straight pole along the ground, carefully stacking the billets 
over it in the form of an X, and withdrawing the pole after 
the stacking of the kiln is completed. 

The stacking of the two lower tiers, and even of all 
three tiers, can proceed simultaneously. The second tier 
is stacked in the same way as the lowest tier, but the top 
tier is stacked horizontally, various sized billets being used, so 
that the rounded shape of the top of the kiln may be obtained. 

(4) Covering the Kiln. 

In order to exclude all air except what is absolutely necessary 
to maintain combustion, the kiln has to be covered over with 
some material pliant enough to yield without breaking as 
the kiln subsides during carbonisation. It has been found 
by experience that the best covering consists of two layers, 
an inner layer composed of turf, soft green grass, leafy twigs, 
ferns, moss, or green weeds, and an outer layer of wet earth, 
preferably mixed with charcoal dust, which is plastered over 
the inner covering: this outer covering should co^t of fine 
earth free from stones and other large fragments. The inner 
covering is laid on commencing from above, and should be 
thick enough to prevent the earth of the outer covering 
from falling through. It should not be made too thick near 
the ground level until combustion has well started, when it 
can be closed up. The chimney shoidd also be kept 
uncovered till the kiln is well alight. 

The outer covering is usually plastered on commencing 
from below, and should be thicker on the top than on the 
lower parts. Round the ground level the kiln is frequently 
left uncovered at first, the covering being appUed as burning 
proceeds. The covering has to be kept from sliding off the 
steep sides of the kiln ; this is done by supports consisting 
of upright forked sticks a few feet apart, with horizontal 
poles resting on the forks. Two or three tiers of such supports 
may be necessary. 

If the kiln is not in a sheltered place a screen of branches 
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or thatch-grass should be erected on the windward side of 

thekihL 

(5) FntiNO THE Kiln. 

If the firing is done from the bottom, a pole with a bundle 
of burning straw tied to the end of it . is pushed along the 
passage made for the purpose, and the inflammable material 
in the chimney is set aUght ; as the material in the chimney 
sinks during burning more material is stoked in from the 
top until the kiln is well alight, after which the 
cmmney is filled tight with short billets of wood to prevent 
the stacked material from falling in. The lighting passage is 
then also filled with billets, and its entrance, as well as the 
top of the chimney, is covered over. 

In firing from above, a dish of Uve charcoal is thrown 
in from the top ; the burning charcoal is then mixed up with 
the inflanmiable material in the chimney by means of a stick. 
When the kiln is well alight the chimney is filled, as before, 
with short billets and the top is covered. 

Firing from below renders the stacking more difficult 
than firing from above, but the latter is less certain in its 
results than the former, as the fire, if applied from above, 
may fail to reach the bottom of the chimney, causing retarda- 
tion in the carbonisation of the lowest tier. 

(6) Method of Conducting the Burninq. 

When the kiln is well alight the fire spreads outwards 
from the centre in the form of an inverted cone with the base 
gradually widening outwards. The first sign of burning 
is that bluish-grey vapour (steam) issues forth from the sur- 
face of the kiln ; this is followed by a thick pungent yellowish- 
brown smoke, which in turn gives place to a clear blue flame 
when carbonisation is complete. From these characteristic 
signs the charcoal-burner can trace the progress of the burning. 

Theoretically the burning should proceed evenly all round 
the kiln until it reachea the base, when the whole kiln becomes 
carbonised. In practice, however, this is never attained, 
owing to unequal stacking, currents of air, and other circum- 
stances: hence it is necessary to regulate the burning so as 
to keep it as even as possible. This is done by making small 
holes through the covering with a stick just in front of the 
line of burning in places where the combustion is too slow. 
Where the burning is proceeding too fast the covering should 
be thickened. In this way the charcoal-burner should 
endeavour to keep the circle of smoke at the same level all 
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round the kiln. All holes should be closed up as soon as the 
blue flame appears after the thick smoke, as this is a sign 
that the charcoal is on fire : fresh holes should then, if neces- 
sary, be made lower down. 

During burning the contents of the kiln subside through 
loss of volume ; this causes cracks to appear in the covering, 
while hollows are sometimes formed, tiie covering sinking 
and often breaking. All cracks should at once be mended; 
as they cannot usually be closed up by plastering them over, 
the best way to mend them is to quicldy break off all loose 
edges and replace them with fresh mud. Hollows should at 
once be filled up ; this is done by quickly removing the cover- 
ing, pushing in fresh billets, and covering over the gap as 
rapidly as possible. The charcoal-burner should frequently tap 
the sides of the IHln with a thick stick to detect the presence 
of hollows before the covering actually falls in. 

The Inln has to be carefully watched by night as well 
as by day. Before nightfall all cracks and hollows should 
be filled up, and the cover thickened on the side from which 
the wind is expected to blow, and especially round the base 
of the kOn, where draughts are most liable to enter. At 
intervals during the night the kiln should be examined for 
cracks and hollows, and a supply of dry straw or grass should 
be ready for lighting in case light is required in an emergency. 

When the smoke has reached the base of the Inln, and 
has been replaced by blue flame, which in turn disappears, 
the carbonisation is complete, but as the charcoal smoulders 
for some time after it should be carefully watched, the covering 
being thickened where necessary to prevent the outbreak 
of fire. 

(7) Opening the Kiln. 

The great danger in opening a charcoal-kiln is that the 
charcoal takes some time to cool, and may burst into flame 
if the kiln is opened too soon. For an average-sized kiln 
the kiln should if possible be left for a week or more before 
opening. If this is impracticable it may be opened sooner 
if proper precautions are taken: for this purpose the kiln 
should be opened only at night, when the air is damp and cool, 
and because smouldering pieces can then be easily detected. A 
small section of the kiln is broken down on one side, the charcoal 
raked out, and the hole is quickly covered up again : all smoul- 
dering pieces are separated and covered with earth imtil the 
glow is extinguished, or a small quantity of water may be 



217 

used for this purpose. A new hole is then made in another 
part of the kiln, and more charcoal is taken out : this operation 
is repeated at different points in the side of the kiln until all 
the charcoal has been extracted. Water should never be poured 
over the charcoal in large quantities, as it spoils the quality 

of it. 

As soon as the charcoal is cool enough it should be sorted 
and put away under cover, as it absorbs moisture readily. 
Even if the greatest care is taken in the carbonising operations 
it will be foimd that some of the wood is not completely 
converted into charcoal ; such half-carbonised wood should be 
kept for use in kindling fresh kilns. 

2. The Oven KUn. 

The distinguishing feature of this form of kiln is a thick 
covering . of mud which at the first burning of the kiln becomes 
baked into a hard crust. The charcoal is taken out through 
a hole made in the side of the hard covering, which can then 
be re-fiUed with wood and used again several times. 

The details of manufacture in such kilns vary. In some 
localities they are built entirely above ground and in others 
a circular hole 1^ feet deep is dug as a foundation for the kiln. 
These kilns are paraboloidal in shape, and vary from 9 or 
10 feet to about 14 feet in diameter, the height being about 
6 or 7 feet. The wood is stacked vertically as in the ordinary 
paraboloidal kiln, and an outer covering of mud is plastered 
over an inner layer of leaves to a thickness of some 6 inches. 
No chimney is used, the kiln being fired through holes in 
the covering at ground level : a hole, however, is sometimes 
left in the top until the wood is well alight. 

During the burning, which occupies from three to ten days, 
hollows are not broken in and filled up as in the ordinary para- 
boloidal kiln, but the covering is allowed to bake into a hard 
crust. Cracks are plastered over with wet mud wherever 
they occur. After burning is completed the charcoal is allowed 
to cool for two days, when the kiln is opened by breaking a 
hole in the side. After the J charcoal is removed the kiln is 
re-filled with wood and again kindled. 

The yield of charcoal is smaller in the first burning than in 
the subsequent burnings. 

3. Pit Kilns. 

A pit kiln is a kiln the lower part of which is stacked within 
a pit dug in the ground : the object of this pit is partly to 
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looked after, and partly to facilitate the exclusion of air. The 
depth of the pit varies, but where it is great vent-holes have 
to be dug obliquely through the ground leading to the bottom 
of the pit- A convenient form of pit is a circular pit 1 to 2 
feet deep : the shape of the kiln would then be paraboloidal. 
At the bottom of the pit a layer of dry leaves and twigs, 4 to 
6 inches deep, is first spread, to ensure the fire extending 
along the bottom of the pit and also to absorb liquid products, 
which cannot escape from the pit. 

The stacking may be either horizontal, or vertical as in the 
parabaloidal over-ground kiln ; the former is usually adopted. 
When stacking a pit kiln horizontally, pieces of different size 
are used, some being placed radially and some tangentially ; 
each layer should be packed closely before the next layer is 
placed on it. The advantage of horizontal stacking is that 
billets of all sizes may be used. 

Up the centre of the kiln a chimney is constructed, and 
firing takes place from the top. The sides of the kiln at the 
ground level should be kept open until the fire has spread some 
distance down into the kiln, while it may be necessary to keep 
one or two holes open at the ground level until carbonisation 
is complete. 

Horizontal stacking, owing to the fact that billets of all 
sizes can be used, is less expensive than vertical stacking : 
it is, however, difficult to do weU, but this is not such a serious 
drawback where the pit kiln system is employed as where the 
stacking is done entirely above groimd. The outturn of 
charcoal from horizontally stacked pit kilns is considerably 
less than that obtained from over-ground paraboloidal kilns. 
Where skilled charcoal-burners are not available the horizon- 
tally-stacked pit kiln is a suitable form to adopt. 

4. The Prismatic Kiln. 

The name given to this form of kiln hardly describes its 
shape. The base is a rectangle, but the sides are more or less 
rounded. In this forua of kiln the wood is stacked horizontally,, 
and its chief advantage is that the pieces do not require to be 
cut up so small as in other methods : the most convenient 
mode of stacking is to place all the longest pieces at the bottom, 
running, if necessary, throughout the whole length of the kiln. 
There is no chimney, but a passage is left along the ground, 
extending from one end of the kiln to the other ; this is filled 
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with combustible material and fired from both ends. The 
prismatic kiln is easy to construct, but is somewhat difficult to 
cover, and is liable to breakage through unequal settling. 

5. The Hia Kiln. 

This is a special form of kiln, usually of small size, adapted 
for hilly country where level sites are difficult to obtain and 
strong winds make the conduct of burning operations difficult. 
The base of the kiln is rectangular, and its general shape is 
shown in plate XII, fig. 2, which gives a longitudinal section 
through the kiln. 

The site of the kiln is prepared by making in the side of a 
hill a cutting, the base of which should slope sKghtly out- 
wards ; the side of the cutting should slope at an angle of about 
60°. The site should be allowed to settle for some time before 
use, as the outer part is made of earth. 

As the kihi is sheltered on the hiU-side and exposed to winds 
on the valley-side, the carbonisation will be more rapidly 
carried out* on the latter side ; hence towards the outside the 
kiln should be highest and should contain the largest billets. 
The wood is stacked horizontally, and a passage (a a') is made 
along the ground, extending right through the kiln from front 
to back ; this is filled with combustible material, and is used 
for firing the kiln. The usual covering is applied over the kiln, 
but a vent-hole, 6, is left at the back ; this is kept open 
until carbonisation is nearly complete. The outer face of the 
kiln, being steep, has to be supported by struts, as shown in the 
diagram. The front of the firing-passage is left open until 
the kiln is well alight, when it is closed and holes are made in 
the sides of the kiln and at either side of the vent-hole 6, as 
required. 

Seotion III. — Yield op Charcoal. 

The amount of charcoal pelded by a given volume of 
wood varies according to the circumstances under which the 
burning is done : in unfavourable weather, or where the stack- 
ing and burning is carried out carelessly or unskilfully, the 
yield wiU be comparatively small. Assuming, however, that the 
burning has been properly done in favourable weather, the yield 
will stiU depend on the nature of the wood used and the system 
of carbonisation employed. As regards the wood, dry wood 
will naturally yield a greater proportion of charcoal for its 
volume and weight than green wood, as the former has already 
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shrunk and lost weight to a certain extent. Resinous or oily 
woods usually produce more charcoal than other kinds, owing 
to their greater inflammability, which ensures proper burning 
throughout the kiln. 

The method of burning employed affects the yield of char- 
coal considerably. It has already been said that the most 
wasteful method is the open pit method. 

In specially built retorts the yield is largest. As far as kiln« 
are concerned, an accurate comparison of the yield from the 
various kinds of kiln is not possible without reliable figures, 
which are not available. A fair yield of charcoal from any 
kiln is usually put down at 20 to 30 per cent, by weight. 
Figures from Blheri, Oudh, give the yield by weight of 
charcoal made in oven kilns at 36 per cent. Figures regarding 
charcoal have, however, to be accepted with caution, because 
charcoal absorbs moisture rapidly and increases considerably 
in weight during damp weather ; hence comparative figures can 
be accurate only if the charcoal is weighed immediately it is 
taken out of the kiln, and even then there mdy be local 
climatic conditions which affect the yield differently in 
different places. For these reasons a comparison of the various 
kinds of kiln as regards quantity of charcoal produced would 
be misleading. It has been proved, however, that where 
firing is done from below, the yield is usually greater than 
where the firing is done from above, because in the former 
case the fire spreads more readily through the entire kiln, 
carbonising a larger proportion of wood than if the 
firing is done from above. Vertical stacking is also said 
to produce a higher yield than horizontal stacking, though 
much will naturally depend on the care and skill of the char- 
coal-burners. 

Section IV. — ^Properties of Good Charcoal. 

Charcoal is a dry, black, porous, but fairly hard substance, 
with a lustrous appearance, of low specific gravity, and with- 
out taste or odour. Its weight is more or less proportional 
to the weight of the wood from which it is made. Charcoal 
absorbs moisture readily, and may in damp weather weigh 
more than double of what it weighs in dry weather ; hence 
it is preferable to sell it by volume rather than by weight. 

Good charcoal is black with a metallic lustre and conchoidal 
fracture, should give a cleoj ringing sound when struck, and 
should bum without smoke and with a clear transparent flame. 
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If the charcoal has been allowed to bum too long in the kiln 
it becomes deep black and loses its lustre, becoming more 
porous and lighter: such charcoal takes fire quickly, burns 
without smoke or flame, and is quickly consumed. If the 
wood is incompletely carbonised the charcoal has a reddish 
colour, and gives out much smoke in burning. 
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CHAPTER II. 

THE MANUFACTURE OF TURPENTINE AND 

COLOPHONY. 

The method of tapping pine-trees for crude resin has been 
explained on pages 168 to 171 ; we shall now consider its 
conversion into .turpentine and colophony. The resin is usually 
strained through sieves before it leaves the forest, in order to 
remove pine-needles and other impurities, this being done in 
the heat of the day when the resin becomes more or less liquid : 
it is then transported to the distillery in closed tins, and there 
it is more thoroughly strained through sieves and cloth in order 
to remove all impurities, being first sufl&ciently heated to make 
it liquid. 

Crude pine resin consists of two principal constituents, 
oil of turpentine, a liquid, and rosin or colophony, a substance 
solid at ordinary temperatures. If the crude resin be heated 
with a little water to a temperature of approximately 155° C. 
the oil of turpentine distils out, and the colophony remains 
behind : the actual temperature necessary varies with different 
species of pines, though the range is very narrow, that required 
for distilling the turpentine of Piniis longifolia being about 
158° C. The actual form of still employed varies ; a simple 
and effective still suitable for local use in India is that figured 
on plate XIII, which should be referred to. The crude resin 
is introduced into the copper boiler a through a hole at the top, 
6, about I of a gallon of water being added to each maund 
of resin ; the hole is then tightly plugged, and a fire is lighted 
below the boiler. The steam thereby generated, containing 
oil of turpentine, passes up through the dome c and along a 
copper pipe, d!, which terminates in a spiral worm passing 
through a condensing tank, e, through which a constant stream 
of cold water flows from a tank, /, to another tank, g. The oil 
mixed with water issues from the condenser into the receiver A, 
the on remaining on the top and the water sinking to the bot- 
tom. After about a gallon of turpentine oil has been distilled 
over, water is gradually introduced into the boiler through a 
bent funnel, drop by drop, from the water-tank i. When the flow 
of oil into the reaver, Mecomes smaU and shows signs of ceas- 
ing, the water from the tank i is shut off ; this is very necessary, 
as if water is left in the colophony it becomes opaque. The 
boiler is then heated up for a few minutes to drive off any 
water remaining in it, and the fires are extinguished, after 
which the colophony is passed out through the tap k, filtered 
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through cloth or pressed cotton, and allowed to cool in pans. 
The turpentine, after being drawn off from the receiver, is 
shaken up in clean water, to remove any acetic or pyroligneous 
acid, and is allowed to settle again, being then again drawn o£E 
and finally filtered through blotting-paper. 

Where water is not readily obtainable the water which 
passes into the tank g is allowed to cool and can be used over 
again. Where a plentiful supply of water is available, and can 
be laid on by pipes from outside, the two water tanks / and 
g can both be dispensed with, the water being led straight into 
the condenser. Care should be taken to heat the boiler 
gradually at the commencement, otherwise the resin, if 
overheated, is liable to overflow and choke the condensing 
pipe; to prevent a similar accident the dome c and the 
perpendicular part of the pipe above it should be not less 
than 2 feet high. 

The dimensions of the still differ according to requirements : 
the capacities of the stills in India ordinarily vary from 2 to 6 
maunds of crude resin, and it has been found possible to work 
4 charges per diem. The pattern of the turpentine-receiver 
varies ; in some receivers the turpentine flows off of its own 
accord into storage tanks, while the receiver shown in the 
diagram consists of a copper cylinder, with glass on the side, 
fitted with two taps, turpentine being drawn off by the upper 
and water by the lower one. One maund of the crude resin of 
Pinus longifolia produces on an average Ij gallons of turpen- 
tine and J maund * of colophony. 

There are more elaborate forms of stills where the dis- 
tillation is carried out by means of superheated steam, a method 
which is said to give a better quality of colophony than the 
method described, in which the colophony is apt to contain 
an excess of moisture and oil of turpentine. 

Colophony is used chiefly in soap-making, for sizing paper, 
soldering, and in the manufacture of sealing wax, varnishes, 
cements, and ointments. Oil of turpentine is largely used 
in the preparation of paints and varnishes, as well as in 
medicine. 

* 1 maund =80 Ibe. avoiidupois. 
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CHAPTER m. 

THE EXTRACTION OF VARIOUS OILS AND TARS. 

Section I. — Sandalwood oil. 

Sandalwood oil is obtained by distilling by the wet process 
chips of the heartwood of the sandalwood tree {Santalum 
album)^ the root- wood being preferred. Although part of the 
sandalwood oil of commerce is distilled in Emrope &om wood 
exported from India, the oil is also locally distilled in some 
parts of the Madras Presidency, the stills employed being of 
a primitive kind. The form of still used varies slightly in 
different places, but the principle of the still is aa shown 
in plate XIV, fig. 1 : a is a large earthen pot placed above 
a furnace, / ; into the pot a are put about 6 gallons of water 
and 66 lbs. of fine sandalwood chips, and a small inverted brass 
pot, &, is then placed over the pot a and tightly fixed to it 
by means of clay and cloth. 

From the pot h a copper tube about I^ inches in diameter 
and from 3| to 5 J feet in length leads into another copper pot, 
df of about 3 gallons capacity, which is suspended in a trough 
of cold water. The mouth of the pot d is covered with leaves 
and coarse grass. When the boiler a has been charged the fur- 
nace is lit, large fuel billets of above 6 inches diameter being 
used to produce a strong steady heat ; the steam thus generated 
passes down the pipe and condenses in the vessel d, in which 
the water collects with oil floating on the surface. The oil 
is skimmed off and collected in another vessel, only a small 
quantity of oil being obtained each time. In a still of the 
size here mentioned one boiling takes 21 days, when the 
boiler is immediately re-charged; the fire is kept burning 
night and day. As many as a dozen such stills are usually 
constructed side by side in a line, the whole system of stills 
being set in mud bricks. The diagram gives the end elevation 
of such a system of stills, showing a single complete still side 
view. 

Sometimes the boiler has no inverted pot over it, the copper 
tube leading straight out of a lid fitting tightly to the top 
of the boiler. In some stills there are two tubes leading out of 
one boiler, the lower end of each tube fitting tightly into a 
narrow-necked copper condensing pot, there being thus two 
condensing pots in each cooling-tank. 

The average outturn per annum for a still of the capacity 
mentioned above is estimated to be about 21 lbs. of oil. The 
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yield of sandalvrood oil is generally put down at 2J per cent, 
of the wood used. 

Section II.^Deodar Oil. 

Deodar oil is obtained by the destructive distillation of chips 
of deodar wood. The chips are placed in an earthen vessel 
with a narrow mouth, which is inverted into an empty vessel 
with a broad mouth. Fire is then applied round the vessel 
containing the chips, and the oil trickles down into the 
lower vessel : sometimes the chips themselves are lighted in- 
side the inverted vessel, this causing the expulsion of the oil. 
The oil obtained by this primitive method is by no means 
pure, being mixed with acids and tarry ingredients. 

Section III. — ^Pinb and Teak Tar. 

Tar may be obtained from any species of pine, the chief 
species employed in India being Pimis longifdia. There are 
two principal methods of manufacture. In Jaunsar the method 
employed is as follows : — A kiln is built of stones and mud- 
mortar, the inside, which is egg-shaped and tapers towards 
the bottom, being faced with lime : the internal dimensions are 
height 5 feet and maximum diameter also 5 feet. At the 
bottom is a perforated iron plate, while at the top is an opening 
2 feet in diameter. Pieces of pine wood 1 to 2 feet long and 4 
to 6 inches in girth are introduced through the upper opening 
and packed as tightly as possible inside ; the opening is then 
closed with stones and mud, except for three small holes to admit 
air. The wood is lit from the top and bums downwards, the rate 
of burning being regulated by closing or enlarging the holes . 
Crude tar mixed with acids drips through the perforated 
plate and is collected in tins placed below, charcoal remaining 
within the kiln. The burning takes about 9 days to com- 
plete, the charge of 15 maunds of wood producing Ij maunds 
of tar and 6 maunds of charcoal. 

The second method, which does not produce so much 
tar and charcoal per unit of wood, is as follows : — ^Dry chips 
of wood are placed in an earthen pot, in the bottom of which 
a few small holes have been drilled ; the mouth of the pot 
is then closed with clay, and the pot is placed over a smaller 
pot which has been placed in a hole in the ground, the joint 
between the two pots being then tightly luted with clay. 
Fire, usually of cowdung, is applied roimd the upper pot 
and kept burning for 8 or 9 hours, the tar dripping through 
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the holes into the lower pot and charcoal remaining in the 
upper one. It is preferable to have two or three sets of pots 
close together and one fire applied round the whole ; by this 
means the cost is considerably reduced. 

Pine tar is used in India for tarring bridges, posts, roofs, 
etc. ; by itself it is somewhat thin and Uable to wash off, and 
usually requires to be mixed with one-third coal tar. 

Tar can be obtained from teak by the same methods 
and is used for the same purposes, and also for anointing sores 
on buffaloes. 

Sbotion IV. — ^Rusa-Grass Oil. 

The distillation of Busa-grass oil, from Cytnbopogon 
Martini^ is carried out in various parts of Central 
India by a method of wet distillation sinular in principle 
to that employed for the distillation of sandalwood oil, the 
chief points of difference being that in the distillation of Rusa- 
grass oil an iron boiler and a bamboo tube are employed 
in place of an earthen boiler and a copper tube, while the 
condenser is placed in a stream instead of in an artificial 
water trough. 

The oil is distilled chiefly from the flowers, the best season 
for collecting being from the middle of September to the end of 
October. The flower-stems are cut to a length of about 1 J 
feet from the top, so as to obtain only the flowers and a few 
of the upper leaves, and those which cannot be immediately 
distilled are tied in small bundles and dried, in the shade 
if possible, and stacked near the still. Distillation is carried 
out from the middle of September to the end of December. The 
distilling apparatus {vide plate XIV, fig. 2), consists of an 
iron boiler a, varying in capacity, into which the grass is 
tightly packed, water being added in the proportion of about 
45 gallons of water to 100 lbs. of grass ; the lid, a flat disc 
of iron or wood, is then fixed tightly to the mouth of the 
boiler by a luting of pulse flour, the lid being held down by 
iron clamps or weighted with large stones. In the centre of 
the lid is a round hole about 1^ inches in diameter, through 
which the bamboo tube h is admitted. This bamboo distilling, 
tube consists of two parts, an upright piece, about 1 J feet long, 
fitting into the boiler and a long piece, varying from 6 to 8 feet 
in length, fitting into the condenser c. These two parts of the 
tube are firmly fixed together at an angle of about 76° by 
the aid of a wooden peg and a tight binding of cloth and string. 
Both parts of the tube are tightly bound round with string 
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throughout their whole length, except for about 6 inches at 
the end which is fixed into the boiler and another 6 inches at 
the end which is fixed into the condenser : this binding gives 
strength to the tube. Where the string binding ceases at 
the condenser end a shoulder of rag and string is bound 
round the tube to act as a stopper. The condenser c is a 
copper vessel with a long narrow neck about 2 feet in length, 
into which the bamboo tube is fixed tight by the cloth 
stopper. The condenser is placed in a stream of water, the 
upper part of the neck projecting above the water. 

When the boiler has been charged with grass and water 
a fire is lit below it, the steam generated passing along the 
tube into the condenser, where it condenses into water 
mixed with a small quantity of oil. After a period varying 
from 2 to 4 hours no more oil is obtained, and the con- 
denser is detached from the tube. To separate the oil from 
the water one method is to pour the contents of the condenser 
into a circular basin and stir the liquid round rapidly with a 
spoon : the oil then collects in the vortex formed in the centre, 
and can with care be skimmed oflE quite pure. Another 
method of separating the oil is to fill the condenser up to the 
brim ^ith water, when the oil rises to the surface and can be 
scooped out. 

The Rusa-grass loses about 40 per cent, of its weight in 
drying : it is estimated that 100 lbs. of dry grass with 45 gal- 
lons of water will produce on an average 12 ounces of oil. 
The oil constitutes about 1 per cent, of the distillate collected 
in the condenser. 
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CHAPTER V. 

THE MANUFACTURE OF CUTCH AND KATH. 

There are three difierent substances obtained from the 
heartwood of Acacia Catechu, and also from the less common 
A. Suma, known as (1) Cutch, or so-called dark catechu, of 
a rusty brown or dull orange colour, a brittle texture, and 
with a shining fracture, (2) Kdth or Kdtha, a grey-coloured 
crystalline substance, and (3) Keersal, a pale crystalline sub- 
stance occurring as a deposit in the heartwood, and obtained 
from cavities in the wood. 

Cutchy which is an important commercial product and 
is largely exported, is used as a dyeing agent, being much 
employed for dyeing canvas a brown colour, and for dyeing 
fislung-nets, to which it acts as a preservative ; as a tanning 
material it is not satisfactory, as the leather produced is apt 
to give a yellow stain. Cutch is also extensively used in 
medicine as an astringent. Kdth is used for eating with pdn, 
and is sold in bazars for this purpose : it is not exported. 
Keersal is much valued as a medicine by the Hindus. 

Cutch and kdth are both obtained by boiling down chips 
of the heartwood of Acacia Catechu. Cutch contains two 
distinct substances, a variety of tannic acid called mimotan- 
nic acid or catechu tannin, which is soluble in water, and 
catechin or catechuic acid, which is insoluble except in hot 
water: the two substances are present in about equal pro- 
portions. Kdth consists chiefly of catechin, obtained by 
removing the tannic acid from the mixture : kdth as ordin- 
arily prepared, however, consists by no means of pure cate- 
chin, though it may be termed a form of crude catechin. 

The methods of preparing cutch differ locally, but per- 
haps the most general method of manufacture is as follows : — 
The heartwood, preferably that containing a quantity of the 
white deposit alluded to above as ** keersal," is cut into small 
chips, which are boiled in water for about 12 hours in earthen 
pots, by which time the water is reduced by about one-half. 
The liquid is then poured off into a large iron cauldron and 
further boiled and stirred imtil it attains the consistency of 
syrup, after which it is poured out into wooden frames Uned 
with leaves and allowed to cool, when it hardens into brick- 
like masses. In some districts the liquid, after boiling several 
hours, is poured over fresh chips and again boiled. It is 
estimated that the weight of cutch yielded varies from 3 to 
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iO per cent, of the weight of wood used. In Burma cutch 
was formerly adulterated with extracts of the barks of vari- 
ous species of Terminalia, but this has been made illegal. 

The preparation of k4th is similar to that of cutch in its 
first stages, but the subsequent operations Vary in different 
localities. The chips are boiled and the liquid re-boiled 
with fresh chips until it becomes thick, when it is poured into 
moulds dug in fine dry sand, which absorbs much of the 
tannin in solution, the catechin crystallizing out. Another 
method is to pour the thick extract into a wooden trough 
made of Moringa or Bombax malabcmcum, adding a small 
quantity of castor-oil seed : after remaining in the trough 
for about twelve hours until it has attained a jelly-like con- 
sistency, the extract is thrown into a hole dug in the ground, 
where it remains for about two months, after which it is 
spread on sand, cut up into small bricks, and sold. 

Kdth-boilers are careful to select only trees whose heart- 
wood contains spots of white deposit ; this they do by cutting 
into the heartwood and leaving the tree for several hours, after 
which the spots, if present, become clearly visible. Dead trees 
show the spots at once if they exist. Iron cauldrons are care- 
fully avoided in the preparation of kdth, as the iron destroys 
most of the catechin. 

The local methods of manufacturing cutch and kdth are 
extremely wasteful, as a large quantity of the tannin and 
catechin remain in tiie chips after boiling, owing to the size 
of the chips : also the k4th as usually manufactured contains 
a large proportion of sand owing to the crude method em- 
ployed in filtering off the tannin. Experiments by Dr. Leather 
have led to the following conclusions: — 

(1) The wood, instead of being chipped, should be shaved 
fine with a plane, and the shavings used for boiling, as the 
amount of extract obtained from shavings is more than three 
times that obtained from an equal weight of wood. Sawdust 
produces nearly as much extract as shavings, but it is di£Glcult to 
separate it from the distillate after boiling. (2) Large quantities 
of water are unnecessary for boiling the wood, as the water 
has to be evaporated, causing much waste of fuel ; it is hardly 
necessary to employ more than 10 parts of water by weight 
to one part of wood. (3) It is not necessary, if shavings be 
employed, to boil for more than half an hour, as compared 
with the long period of boiling occupied under the ordinary 
methods of manufacture. 

Dr. Warth had previously recommended that the 
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manufactuie of tannin and catechin should be carried out 
simultaneously by producing shavings by machinery, boiling 
them in 20 times their weight of water for half an hour, and 
leaving the extract thus obtained to cool; the catechin is 
thus precipitated, and the liquid portion is got rid of in a 
filter press, the residue in the filter, as well as the liquid, 
being then evaporated in vacuum pans to hasten drying, 
the Uquid yielding the tannin and the residue the catechin. 

By means of the filter press and drying in vacuum pans 
the time taken to separate the catechin is hastened. This 
is of importance, as catechin decomposes quickly if kept in 
solution, and although it is insoluble in water at ordinary 
temperatures it takes a long time to precipitate in a solution 
containing so much tannin. By means of these improvements 
in manufacture trees ordinarily rejected by k4th-boilers can 
be utilized, as cutch and k4th can both be obtained from wood 
containing no white deposits. By utilizing shavings instead 
of chips the yield of extract (including tannin and catechin) 
obtained in the various experiments made has been 14| to 24 
per cent., most being obtained from wood with white spots. 
With chips, from 2j to 4| per cent, of extract was obtained 
in similar experiments. The percentage of catechin to wood 
varied, in these experiments, from nearly 6j to 9 when obtained 
from shavings, and from under 1 to 1| where chips were used. 
An analysis of bazar k&th gave under 60 per cent, of catechin, 
the remainder consisting of tannin and sand. 
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CHAPTER V. 

THE PREPARATION OF TANNIN EXTRACTS. 

Bark and wood for tanning purposes are bulky articles 
to transport to a distance, and hence certain methods have 
been devised for preparing tannin extracts from them ; these 
extracts have the advantage, not only of portability, but also 
of shortening the process of tanning to a few weeks, as compared 
with the old system of stratifying hides alternately with layers 
of ground bark, a process which took from one to two years. 

There are various methods of preparing tannin extracts, 
the foUowing being the various steps of the process, some or 
all of which are gone through : — (1) The bark or wood is chopped 
into small pieces across the grain, so that the fibres may be 
cut across; this is done on a large scale by machinery. (2) 
These chips are subjected to the action of hot water or steam 
in order to extract the tannin, which is mixed with other 
substances* Boiling water is not necessary for the extraction 
of tannin. The lime usually present in water diminishes the 
3rield of tannin, so that a small quantity of sulphuric or oxalic 
acid has to be added to the water to precipitate the lime, the 
excess of acid being afterwards neutralized by the addition 
of an alkali* The alternative is to employ distilled water, 
which, however, is expensive. (3) The colouring matter 
present in the extract has next to be removed : this is done by 
treating with an albuminous substance — blood has hitherto 
been found most suitable — or with metallic salts, or by centri- 
fugal force. Each method causes some loss of tannin. (4) The 
extract is mechanically filtered, and then evaporated in vacuum 
pans. 

In establishing a factory for preparing tannin extracts 
proximity to the forest is a great advantage, as the cost of 
transporting the bark or wood to a distance would consume 
any income derived by the sale of the extract. A tannin 
factory was started by the Forest Department in Rangoon in 
1901. So far the sale of the extract has not paid for the 
cost of production, and the factory may still be said to be in an 
experimental stage. The process of manufacture is to subject 
small chips of bark or wood to the action of hot water at a 
temperature of about 150° F. in a large vat for three hours ; 
the liquor is then conveyed into a second vat containing more 
chips without water, and subjected to the same treatment, 
after which it is conveyed into a third vat containing more 
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clr^s, to which it is usually found necessary to add more water. 
After treatment in these vats the liquor is conveyed to vacu- 
um pans and the moisture removed as far as possible. The 
extract thus prepared has hitherto had the disadvantage of 
containing too much colouring matter, though experiments 
have been repeatedly made to remedy this defect. So far 
the only two barks considered likely to prove a commercial 
success are those of mangrove (chiefly Rhizophora mucfonata), 
and to a lesser extent Tenninalia tommtosa, these being 
obtainable reasonably near to Rangoon. There are other 
barks, as well as woods, which have been proved to yield 
good extracts, but which would have to be transported 
from too great a distance, or are not available in sufficient 
quantity. A good quality of cuteh from the wood of Acacia 
Catechu has been manufactured at this factory, but the cost 
of transporting the wood from the forests to Rangoon is too 
great to afford any chance of commercial success in the ] 

manufacture of cuteh. 

Among the various methods of manufacturing tannin 
extracts probably the most suitable for India is that known 
as ViUon's process, which requires no chemicals, is very simple, 
and produces a good quality of extract with a high percentage 
of tannin. A drawing of the apparatus is given on plate XV. 

It consists of a brass or copper vessel, square in section, and 
divided into three parts by perforated partitions (A A' and 
B B'), Resting on the lower partition is a framework like a 
square sieve with a bottom of stout wire gauze, which can be 
raised U]p by four rods, one at each comer (two, r r, are visible 
in the diagram) ; the sieve can thus be raised up to empty it 
out. A pipe about 3 inches in diameter runs up the centre of 
the apparatus, reaching to a few inches from the bottom and a 
few inches above the uppermost partition. The central 
compartment is filled tight with chips or shavings of wood or 
bark, and the top is closed down : distilled water is introduced 
through the tap ti until the lowest compartment is about 
three-quarters full, and then steam is introduced through the 
tap fe. The water soon boils, and the pressure of the steam 
forces it up the central pipe into the top compartment, whence • 
it percolates through the chips back to the lowest compartment, 
carrying with it the extract in solution. In this way a constant 
circulation of liquid through the chips is kept up ; the liquid 
can then be drawn off through the tap t^ and conveyed in turn 
into other similar boilers full of new chips and the process 
repeated until a liquor of great strength is obtained, which 
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requires very little further concentration. There appears to be 
no reason why the apparatus should not be made of wood at 
little cost. Its simplicity and portability render it well adapted 
for the preparation of extracts in proximity to the forest. The 
amount of water required is comparatively small. 

There are several rough and ready methods of manufacturing 
tannin extracts, for example, that employed for making 
cutch, the general principle being to heat the chips or 
shavings with water and continue heating the liquor 
obtained with successive fresh relays of chips. It is essential 
that the chips should be very fine, being even pounded in 
the case of bark, while in the case of wood shavings are the 
most suitable form of fragments to employ. 
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CHAPTER VI. 

THE ANTISEPTIC TREATMENT OP WOOD. 

Section I.— General. 

When durable woods axe not available in sufficient quantity 
it is necessary to employ less durable woods, which, however, 
can be treated by one of several processes in order to render 
them more durable. 

Such antiseptic treatment of wood is perhaps of more 
importance in the case of railway sleepers than for any 
other class of timber, but it can be applied to piles : bridge 
and house timbers, telegraph-poles, and any other class of 
timber where durability is specially required. If suitable 
methods of rendering timber more durable were introduced 
into India on an extensive scale, the results would be of great 
benefit, as large quantities of wood at present considered 
unsuitable for railway sleepers could be made durable enough 
to serve their purpose as such. 

The methods of rendering wood more durable may be 
broadly divided into two totally different classes: (1) by 
injecting an antiseptic solution into the timber after removing 
the sap, (2) by retaining the sap and converting its component 
materials, through heat, into antiseptic substances, without 
the addition of any foreign substance ; this process is known 
as Haskin's process. 

• 

Section II. — Antiseptic Treatment by 

Impregnation. 

1. Substances Employed. 

A number of different substances have been tried from 
time to time, but those most generally employed are the 
following : — 

(1) Sulphate of copper. — ^Impregnation with this substance 
is known as the Boucherie process, having been first employed 
on a large scale in France by Boucherie. The chief advantage 
of this method is its cheapness. The wood is rendered harder, 
though more brittle and weaker. The sulphate of copper 
is apt to become easily washed out of wood exposed to rain 
or other water, while it acts on any iron bolts or fastenings 
with which the timber is brought in contact unless the iron 
is galvanized. On account of these drawbacks the sulphate 
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of copper injection is not so largely employed now as it was 
formerly. 

Impregnation with sulphate of copper was tried in Madras 
in 1865-1866, sleepers of 44 different kinds of local woods 
having been experimented with: the engineers, however, 
reported that the strength and durability of sleepers was 
lessened rather than increased by the process, which was 
thereupon discontinued. In 1866 some deodar and Pinus 
longifdia sleepers were impregnated in the Punjab, but the 
results have not been recorded, though the sleepers were 
reported to be good four years later, a natural result, in 
the case of deodar at least, whether they were impregnated 
or not. 

(2) Chloride of zinc. — ^Injection with this salt is known 
as bumettising, the process having been patented by Sir 
W. Burnett in 1838. Chloride of zinc is a very cheap sub- 
stance, and does not corrode iron, but, like sulphate of copper, 
it is apt to be washed out of the wood treated with it: to 
prevent this glue may be added to the solution which is forced 
into the timber, a solution of tannin being afterwards injected, 
so that the glue is converted into a leathery substance which 
fills the pores of the wood and prevents the zinc chloride 
from washing out. 

Impregnation of sleepers with chloride of zinc was carried 
out at Eotri in Sind in 1864-1865 and again at Phillour in 
the Punjab in 1868-69^ but in each case the results were 
unsatisfactory. 

(3) Chloride of mercury (corrosive sublimate) is a most 
effective substance for rendering wood proof against insects 
and decay. Its use as an antiseptic for timber was patented 
in 1832 by an Enghshman named Kyan, and hence the process 
is known as kyanising. It is a useful method in dry situa- 
tions, but useless in salt water. It has several disadvantages, 
the chief of which are its high cost and the violently poison- 
ous nature of the substance used. Besides these disadvan- 
tages, corrosive sublimate affects iron. 

The kyanising of sleepers was tried on the Oreat Indian 
Peninsula Railway in 1865, but was abandoned, as the sleepers 
so treated were found to be no cheaper than sleepers made 
of teak. 

(4) Creosote. — ^This oil is one of the products obtained 
during the distillation of coal-tar, and is cheap in countries 
where coal is abundant. The creosote obtained from wood-tar 
would probably be superior to that of coal-tar, owing to 
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the great viscosity of the latter and consequent difficulty 
with which it is dxiven into the wood. Creosote is superior 
to metallic salts as an impregnating substance, as it is so 
thoroughly absorbed in the tissues of the wood that it will 
not wash out. 

Creosoted wood, which requires to be dried before injection, 
is rendered harder and less absorptive of moisture than wood 
not creosoted; it does not corrode iron. The creosoting 
of sleepers is largely carried out in England, and is becoming 
more and more common on the Continent of Europe. Large 
numbers of creosoted pine sleepers are imported into India 
from Europe. Hard dense-structured woods are not suitable 
for creosoting. Several attempts to carry out the creosoting 
of sleepers in India have been made. About 1854 to 1863 
a creosoting apparatus was in operation near Howrah, 
Calcutta, for impregnating sleepers for the East Indian 
Railway : it was given up because the hard woods of Bengal 
were found to be too hard for creosoting, while soft woods 
were not available in sufficient quantity. In 1868 or 1869 the 
East Indian Railway erected a creosoting plant at Aligarh for 
the creosoting of pine sleepers; in 1874 the sleepers were 
reported to be lasting well, and the reasons for abandoning the 
works are not stated. A creosoting apparatus was erected in 
1870 at Sahibganj, and another at Bareilly, but no informa- 
tion is available regarding them. 

Many other substances have been tried with varying success, 
for example, carbolic acid, which is too expensive, lime, ferric 
tannate, and others. Among substances recently tried may 
be mentioned a solution of sugar, known as Powell's process, 
and a sulphur process. The latter process, recently patented 
in Grermany, is still in an experimental stage: it consists in 
placing the wood to be impregnated in a bath of molten sulphur, 
and after the liquid sulphur has entered the tissues of the 
wood the temperature of the bath is reduced below the melting 
point of sulphur, which hardens in the wood. Only the 
outer layers of the wood become impregnated, so that the 
method so far has been found suitable only for thin boards. 

Another process, said to be cheap and effective, is the 
Hasselmann process, in which sleepers are boiled first in 
a solution of the sulphates of iron and aluminium, and then 
in a lime bath under pressure. 

2. Methods of Injection. 
The chief methods of impregnating wood with antiseptic 
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substances are : (1) the hydrostatic method, (2) the pneumatic 
method, and (3) by immersion in the liquid, with or without 
boiling. 

(1) Hydrostatic Injection. 

By this method, first employed by Boucherie, the antiseptic 
liquid is driven into the wood by atmospheric pressure alone, 
the sap being expelled to make room for the liquid. A pres- 
sure of one or two atmospheres is sufficient, the necessary 
pressure being obtained by placing the reservoir of liquid on a 
platform raised at least 30 feet above the ground and convey- 
ing the liquid down a pipe into the timber, in which a hole 
has been bored to admit the nozzle of the pipe. For this 
process green timber is necessary, and the bark should be on 
the log, otherwise some of the liquid would escape from its 
sides : if the log has been kept for a month or two, so that 
the outer layers are dry but the inner part of the log is 
still green, the bark need not be kept on, as the outer layers 
are sufficiently impervious. 

The actual methods of introducing the liquid into the 
timber vary, but the principle of introducing it from a raised 
reservoir through a pipe is the same for all. In Boucherie's 
process the log to be impregnated has its thick end slightly 
raised and sawn flat : a board is then tightly screwed against 
the flat surface to prevent the escape of the liquid from it, 
a piece of rope being placed in a ring between the board and the 
log to make the junction tighter and form a cavity between the 
board and the log. An oblique hole is then bored with an 
auger into the side of the log two or three inches from the 
thick end and leading into this cavity, and the nozzle of the 
pipe is inserted tightly into the auger-hole. The liquid is 
then turned on : at first only sap flows from the other end of 
the log, but gradually the impregnating Uquid begins to come 
out, and when the outflowing liquid is sufficiently strong the 
process is complete. Usually several logs are placed in a row 
and injected simultaneously, each from a small branch pipe 
connected with the main pipe which leads from the raised tank. 
Sometimes a shallow metal plate, with sharp sides which can 
be driven into the end of the log, is used instead of a wooden 
board. 

Another method of introducing the liquid is to saw the 
log almost through in the centre, which is then raised to open 
the cut. A ring of rope is placed in the cut, and the centre of 
the log is again lowered to its original position, when a chamber 
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is formed in the middle of the log, into which tiie pipe is intro- 
duced through an auger-hole as before. By this method the 
liquid spreads outwards towards both ends of the log, and the 
impregnation is more rapidly accomplished than by the 
preceding method. 

An improved method based on Boucherie's, and known 
as Pfister's method, consists in forcing the liquid into the timber 
by means of a portable force-pump at a pressure up to 20 atmo- 
spheres. The pump can be transported to the forest, so that 
the wood may be injected before removal. By this process 
injection is more quickly carried out than by Boucherie's 
process, while it is immaterial whether the logs have bark on 
or not. 

The hydrostatic method is suitable for injecting sulphate 
of copper and chloride of zinc. Its chief advantage is its 
simplicity and the cheapness of the apparatus required : on the 
other handy as the wood requires to be injected in the round a 
large proportion of the impregnated wood is wasted in conversion 
and much of the antiseptic substance is thus lost. Another 
drawback is the difficulty of transporting timber with the 
bark intact, and the impossibility of converting timber in 
the forest if this method of impregnation is to be adopted. 

(2) Pneumatic Injection. 

For injection by this method the wood is first fully con- 
verted, and then tightly stacked on trucks wheeled into 
large horizontal iron cylinders, which are then tightly closed. 
The wood is first steamed for an hour .at a temperature of 
112j° C, after which an air-pump is applied which sucks the 
air out of the wood by the creation of a vacuum. The inject- 
ing liquid is then pumped in until the cylinder is fuU, and in 
order to force liquid into the wood a pressure of about 6 
atmospheres is maintained for an hour, more or less, at the end 
of which time the Uquid is withdrawn and the impregnated 
wood is removed from the cylinder. Sometimes the steaming 
process is dispensed with, the wood being dried instead. 

This is the method employed for creosoting sleepers and 
other converted timber, and is largely in use in Europe. The 
plant required is expensive, but the method gives very satis- 
factory results, there being no waste of impregnated wood, 
while the wood itself may be seasoned or unseasoned. Chlor- 
ide of zinc may be injected by this method, but if sulphate 
of copper be used, copper cylinders have to be employed. 



Impregnation by Immersion. 

This method is employed chiefly for kyamsing small 
pieces of wood by placing them in a solution of corrosive 
sublimate for 8 to 10 days, the wood being weighted to keep 
it down. Other antiseptic substances may be employed, 
such as chloride of zinc, sulphate of copper, and others, but 
the results are not so satisfactory as those obtained by hydro- 
static injection, as the liquid does not penetrate far into 
the wood. If sulphate of copper be employed, the liquid has 
to be kept at boiling point for 10 to 12 hours, while wood-tar, 
if used, should be kept at a temperature of 140^ C. during the 
immersion of the wood. 

Section III. — ^Haskin's Process. 

It is well known that if wood be charred in a fire the por- 
tions rendered more durable by the process are not only the 
layers in actual contact with the fire, but also those immedi- 
ately inside the blackened exterior, that is, as far as the heat 
of the fire has much effect. The reason why these tissues 
become more durable is that the albuminous and other sub- 
stances of the sap become chemically changed by the heat, 
and converted into antiseptic substances which resist the 
attacks of insects and fungi. Acting on the knowledge which 
this fact affords. Colonel Haskin, an American, has devised 
a method of heating wood to such a temperature that its sap 
is converted into antiseptic substances : this process is known 
as the haskinising or vulcanising of wood. The actual pro- 
cess of haskinising is simple, consisting as it' does of placing 
the wood in a strong closed iron cylinder, into which is driven 
dry superheated air at a temperature between 200° and 400° 
F. and under a pressure of about 13^ atmospheres (200 lbs. 
per square inch). The air requires to be kept circulating in 
order to maintain it in a dry condition ; hence the moist air 
generated within the cylinder is carried off, fresh dry air being 
pumped in. The pressure is necessary to prevent the dis- 
integration of the wood which would take place otherwise: 
for the same reason care has to be taken not to maintain too 
high a temperature. The time during which the wood is kept 
in the heating cylinders depends on its dimensions ; for sleepers 
it is about 8 hours. 

Timber treated by the haskmising process is claimed to 
be more durable as well as stronger than wood not so treated. 
The cost is small if regular supplies of wood are available for 
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treatment, while it has the great advantage over other 
processes that the hardest woods can be successfully dealt 
with. On the other hand, the process is suitable only for green 
timber, but as the timber, may be converted this is not a serious 
drawback. 
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Abroma avgusta, Linn., 146. 
AbuOUm, Gaertm., 146. 
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modeata. Wall., 64, 77, 85, 155, 

164, 167. 
pennata, WiUd., 50. 
Seneoal, WUld., 163, 165. 
Suma, Buoh., 149, 228. 
Acer, Toumef., 46, 83. 

„ CampbeUii, Hook. f. and Th., 77. 
„ ctdtratum, WaU., 155. 
„ IcBvigatum, WaU., 77. 
Acetic acid from wood, 86. 
Aconite, 152. 

Aconitum ferox, WaU., 152. 
Acrocarpua frcunnifoliua, Wight, 77. 
Actios, Leach, 180. 
Ad valorem royalty, 197. 
Adanaonia, Linn., 146. 
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Maculua indica, Ck)lebr., 17, 20, 45, 74, 75» 

155. 
Agar-attar, 151. 
Agar-wood, 151. 

AgatMa hrafUhifolia, SaUsb., 166. 
Affave americana, Linn., 157. 
Age of trees, as affecting durabiUty of 

woodt 38. 
as affecting specific gravity 

of wood, 14. 
as affecting their shape and 
size, 9. 
Agricultural purposes. Wood used for, 77. 
AUarUhua, Desf., 73. 

„ excdaa, Rozb., 17, 67. 

Alangium Lamarckii, Thwaites, 47. 
I Albizzia, Durazz., 75. 

Lebbek, Bth., 8, 17, 19, 21, 23, 

26, 34, 40, 44, 45, 46, 56, 57, 

58, 64, 65, 68, 69, 70, 74, 

82. 

lebhekoidea, Bth., 16. 

odoratiaaima, Benth., 23, 58, 64, 

70. 
procera, Benth., 16, 23, 27, 40, 

42, 58, 64, 69, 70, 85, 153. 
atipvlata, Boivin, 77, 83. 
Alcohol from sawdust, 84. 
Alcohol from wood, 86. 
Alnua nepalenaia, Don, 73. 

„ nitida, Endl., 29. 
Aloe fibre, 157. 
American axes, 89. 
Amomun avbulatum, Boxb., 162, 
AmorphophaUaa, BL, 151. 
AnacardiacecB, 47. 

Anacardium occidenUde, Linn., 158. 
Anatomical structure of wood, 4. 

„ 99 M as affecting 

its combustibility and heating 

power, 40. 
structure of wood, as affecting 

its hardness, 17. 
structure of wood, as affecting 
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AxidAmaxiB'padauk (see also Pterocarpt^ ( Aze heads, 88. 






daibergioides), 17, 44, 56, 65, 
71, 82. 

9» redwood (see also Andamans 
padauh), 68. 
^niropo(/on cUraius, D C, 145. 
eofUortuSj Linn., 145. 
Martini^ BojA., 145. 
fnurtccOus, Retz., 144. 
Nttrdua, L, 145. 
Animal produots, 176, 182. 
Annnal rings, 4. 
Anobiid beetles, 35. 
Anoge%a&U8 laiifolia. Wall., 6, 17, 19, 2 
23, 26, 35, 40, 45, 56, 63, 6 
69, 70, 71, 74, 77, 82, 84, 
85, 157, 164, 165. 
„ pendula, 149. 
AtU^aa, Hubn, 180. 

n Asaama, Westw., 180. 
ft Paphict, Linn., 180. 
AfUkocephaiua GadawJbc^ Miq., 17, 20, 77. 
AnUaria toxicarta^ Lesoh., 147, 153. 
Antiseptio treatment of wood, 234. 
ApcUe jeauUa, Fabr., 51. 
Aphidm, 182. 

Apia doraata, Fabr., 180, 181. 
„ indicOf Fabr., 180. 
„ meUificOf Linn., 180. 
Apocynace(B, Rubber-yielding, 171. 
Aqu^aria AgaUocha, Roxb., 47, 151. 
Arabic, 0am, 163, 165. 
Areca Catechu, Linn., 21, 74. 
Arenga aaccharifera, LabiU., 151, 157, 174. 
Amatto dye, 160. 
AroidecB, 151. 

Arrowroot, East Indian, 151. 
Artificial seasoning, 34. 
Artocarpua Ohapiaaha, Roxb., 17, 20, 44, 
45, 56, 58, 64, 65, 66, 67, 68, 
74. 

itUegrifolia, Linn, f., 17, 20, 
26, 45, 68, 69, 74, 75, 83, 150. 
Lakoocha, Roxb., 17, 19, 21, 
36, 37, 40, 44, 45, 58, 64, 68, 
155. 
Arwn, Idnn., 151. 
AadepiadacecB, fibre-yielding, 146, 147. 

„ rubber-yielding, 171, 172. 

Aspen, 73. 

AUdarUia monophyUa, Correa, 75. 
AUacua Bicini, Boisd., 180. 
Auction, Sale by, 195. 
Autumn-wood, 6. 
Axe, 88. 

Axe and saw combined. Felling with, 101. 
Axe, Felling with, 100. 
„ Grubbing, 91. 
„ bandies, 82, 88, 89, 
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„ Lopping, 90. 
„ Splitting, 91. 
„ Trimming, 90. 
Axles, Woods used for, 70. 

i 

B 

Baccawea aapida, Muell. Arg., 158, 

Bakha, 87. 

Baib grass, 144. 

Balanitea Boxburghii, Planch., 162. ' 

Balks, 54. 

Ballast, as affecting the life of railway 

sleepers, 61. 
Bamboo, 21, 23, 56, 64, 66, 70, 71, 74, 
75, 78, 79, 82, 83, 84. 

charcoal, 85. 

rafts, 129. 

Preservation of, 39. 
Bambuaa arundinaeea, Willd., 71. 
Band-saw, 113. 
Barilla, 190. 
Bark, 4. 

Collection of gums and resins 

from, 164. 
for tanning, 148. 
Barrels, Woods used for, 71. 
BarringUmia, Forst., 162. 

„ acutangvla, Gaertn., 149, 

153. 
Basket-work, 75, 144. 
Baaaia JnOyracea, Roxb., 159. 

kUifolia, Roxb., 6, 8, 17, 19, 
45, 56, 83, 85, 86, 158, 159. 
longifdia, WiUd., 36, 159. 
Bassora gum, 163. 
Bast tissue. Interior, 50. 
Bats' -guano, 183. 
Battens, 55. 
Bauhinia, linn., 155. 

„ purpurea, Linn., 16, 149. 

„ racemoaa. Lam., 23, 147, 153. 
„ rehiaa, Hanu, 164, 165. 

„ VaUii, W. and A., 50, 147, 

156, 157, 158. 
„ varxegaia, Linn., 149. 
Beams, 55. 

Beer-casks, Wood used for, 72. 
Bee-hole borer, 51. 
Bees, Dammar, 166, 180.' 

„ Honey, 180. 
BeUachmiedia Badmrghiana, Nees, 77. 
Bends, 65. 
Bengal kino, 165. 
Benzoin, Gum, 167. 
Berberia, linn., 45, 150, 152, 158. 

„ ariakUa, D C, 153. 
Benya AmmonUla, Roxb., 26, 40, 68, 69, 
70,74, 
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Bettda cdnoides. Ham., 53. 

,, fMis, Don, 45, 15^, 155. 
Ehaber grass, 144. , 

Billets, 54. 
Billhook, 87. 
Bird's-eye maple, 46. 
Birds' -nests. Edible, 182. 
Bischofia javanica, Blume, 34, 60, 64. 
Bixa OreUana, Idnn., 160. 
Black dammar, 166. 
Blacksmiths, Charcoal used by, 86. 
Blackwood (see also Daibergia laHfolia), 

68. 
Blasting, Extraction of stumps by, 103. 
Boards, 55. 

„ Stacking of, 144. 
Boat and ship building, timber used for, 

65. 
Boats, Transport of wood by, 130. 
Bashmeria nivea. Hook, and Am., 147. 

„ rufftdosa, Wedd., 74, 75. 

Bomhax maldbaricumf D C, 5, 6, 8, 14, 17, 

20, 23, 25, 26, 35, 40, 45, 64, 

66, 67, 72, 73, 77, 78, 83, 85, 

161, 163, 167, 180, 229. 
Bambyx, Hiibn, 179. 

„ Mori, Linn., 179. 
Bones, 181. 
Booms, 125, 126. 
Borassua flabeUifer, Linn., 19, 21, 26, 64, 

151, 156, 174. 
Bostriohid beetles, 36, 52. 
Bostrichus paraUdua, Lesne, 36. 
BoswtUia aerrata, Bozb., 17, 20, 23, 40, 43, 

49, 58, 73, 77, 84, 85, 164, 165. 
Boucherie's process, 234, 237. 
Bows, Wood used for, 73. 
Boxes, Wood used for, 76. 
Boxwood (see also Buxua aempervirena) 

6, 75, 84. 
Branches, Lopping off before felling trees, 

99. 

Occluded broken, 51. 
Heale dsections of pruned, 50. 
Brass-founders, Charcoal used by, 86. 
Briar, 84. 

Briddia return, Spreng., 58, 70, 149, 155. 
Brood-lac, 177. 

Brouaaonetia papyrifera, Ventn., 147. 
Bruguiera gymnorhiza, Lam., 149. 
Buchanania hUifdia, Roxb., 17, 20, 23, 

58, 149, 158, 165. 
Buffaloes, Damage by, 139. 

for carting, 117. 

for dragging, 107. 
Bullocks, Damage by, 139. 
„ Carrying by, 118. 
Bumettising, 235. 
Burrs, 46, 50. 
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BiUea frondoaa, Boxb., 5, 17, 20, 23, 35, 

38, 40, 64, 147, 153, 155, 
156, 167, 160, 161, 164, 
165, 176. 
„ auperha, Roxb., 160. 

Butter-tree, Indian, 159. 

Button-lac, 179. 

Butts, 54. 

BuxiLa aempervirena, Linn, (see also Box- 
wood), 5, 17, 19, 45, 76, 83. 
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Cabinet-making, Wood used in, 69* 
Cadaba trifciicUa, W. and A., 50. 
Cceaalpinia BonduceUa, Roxb., 161. 
Coriaria, WiUd., 161. 
digyna, Rottl., 161. 
Sappan, Linn., 45, 150. 
Cajanua indicua, Spr. 85. 
Calamander-wood, 44. 
Calatnua acarUhoapathua, Griff., 82 
„ UUifdiua, Roxb., 82. 
„ viminalta, Willd., 82. 
Calcareous tufa, 189. 
CalophyUum InophyUum, Linn., 65, 66. 
polyarUhum, Wall., 66. 
apecUxbUe, Willd., 66. 
tamentoaum, Wight, 66. 
Calorific power of woods, 42. 
Calotropia giganUa, R.Br., 85, 146, 147, 
161. 
„ procera, R.Br., 147. 

Cambium, 4. 

Camels, Carrying by, 118. 
„ Damage by, 139. 
Camphor-wood, 47. 
Canangium odoratum. Bail!., 159. 
Canarium bengalenae, Roxb., 77. 

„ aihkimenae. King, 81, 167. 

„ atridum, Roxb., 166. 

Cane, 21, 23, 75, 82. 
Canker, 63. 

Cannabia aativa, Linn., 147. 
Canthium, Linn., 75. 
Caoutchouc, 171. 
CapparideoB, 60. 
Capparia aphylla. Roth, 37, 158. 

„ horrtda, Linn.f., 158. 
CaraUia ifUegerrima, DC, 46, 68. 
Carapa moluccenaia. Lam., 69. 
Cardamoms, 162. 

Careya arborea, Roxb., 8. 17, 20, 23, 34, 
40, 45, 57, 66, 70, 78, 148, 
162, 163. 
Cariaaa Carandaa, Linn., 83, 158. 
macrophyUa, Wall., 168. 
apinarum, A. DC, 83. 
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Carriage-making, Wood used in, 69. 
Carrying as a means of clearing coupes, 

106. 
Carrying as a means of transport, 118. 
CarUng, 117. 

Cart-making, Wood used in, 69. 
Carts, Loads for, 117. 
Carving, Wood used for, 74. 
Caryoia wens, Linn., 74, 151, 157, 

174. 
Ccuearia graveoleTis, Dalz., 162. 

„ UmerUoaa, Boxb., 83, 162. 
Cashew nuts, 158. 
Cassia-bark, 152. 
Cassia angustifolia, Vahl, 157. 
„ aurictdataf Linn., 149. 
„ Fistvla, Linn., 8, 17, 19, 23, 26, 
40, 68, 64, 66, 69, 75, 78, 85, 
149, 155, 162. 
Casks, Wood used for, 71. 
Caskmopsis Hystrix, A. DC, 81. 

tribuloides, A. DC, 81. 
CastiUoa elastica, Cerv., 172. 
Ccuuarina, Forst., 8, 51. 

„ equisetifolia, Forst, 19, 21, 

34, 66, 70. 
Catamarans, Wood used for, 68. 
Catechu, 228. 

Cattle, Kind of—, as affecting damage by 
grazing, 139. 
„ Number of—, as affecting damage 
by grazing, 140. 
Ceara rubber, 172. 
Cedar, Pencil, 73. 
Cedfda microcarpaf C, DC, 76. 
„ serrata, Royle, 47, 156. 
„ Toona, Roxb., 6, 8, 17, 20, 22, 23, 
C 26, 34, 40, 46, 56, 65, 66, 67, 

^ 68. 

Cedrus DeodarafJjoudon (C. Libani, Bar- 
rel., yar. Deodara, Hook.f.), 
see also Deodar, 17, 20, 22, 
23, 26, 34, 40, 46, 64, 66, 66, 
68, 161. 
Cellulose from sawdust, 84. 
CeUis aiuiralis, Linn., 82. 
Cerambycid beetles, 52. 
Cenops CafuUMeana, Amott, 149. 
^ „ Rooihwrghiana, Amott, 149. 
Charcoal, 86, 210. 

Properties of, 220. 
Woods used for, 85. 
Yield of, 219. 
Charcoal-kilns, 211. 
Charcoal-making in open pits, 210. 

„ „ „ retorts, 210. 

Chaidmugra oil, 159. 
Chavanneaia esculenta, DC, 172. 
Chemical wood-pulp, 80. 



ff 



ft 






•» 



ChenopodiaeecSf 190. 
Chess-men, Wood used for, 75. 
Chickrassia iabtdaris, 17, 19, 22, 26, 34» 

46, 46, 64, 65, 68, 160. 
Chinese tallow-tree, 160. 
Chir (see also Pinus hngifolia), 14. 
Chir tar, 151. 
Chireta, 162. 

Chisel handles. Wood used for, 83. 
Chlorides of mercury and zinc as impreg- 
nating substances, 235. 
Chloroform from wood, 86. 
Chloroxyhn Swietenia, DC, 6, 17, 19, 21, 
26, 36, 40, 45, 46, 64, 68, 69, 
70, 74, 78, 83. 
Chonemorpha macrophyUa, Q. Don, 172. 
Cigar-boxes, Woods used for, 77. 
Cinchona, 162. 
CtnfMtnomufn, Blume, 47. 

Camphara, Nees and 

Eberm., 47. 
Ceddodaphnef Meissn., 56. 
glandidiferum, Meissn., 75. 
Tamala, Nees, 162. 
„ zeylanicum, Breyn, 152. 

Cinnamon, 162. 
Circular-saw, 112. 
Citronella-grass oil, 146. 
Citms, Linn., 168. 
Clearing the coupe, 105. 
Clerodendron inerme, Qaertn., 169. 
Climate as affecting season of felling, 

96. 
Climbers, Contortion produced by, 60. 
Cocctdus lavTifolius, DC, 50. 
Coccus Lcusca, 176. 
CocMospertnum Oossypium^ DC, 5, 17, 20, 

40, 68, 161, 163, 166, 167. 
Coooanut fibre, 161. 
oil, 160. 
palm (see also Cocos nucifera), 

82, 174. 
Cocos nucifera, Linn., 74, 166, 174. 
Cog-wheels, Wood used for, 64. 
Coir fibre, 161. 

Coltbroohia opposiHfolia, Sm., 86. 
Collection of fioating timber, 126. 
CoUocalia, Gray, 182. 
Colocasia, Linn., 161. 
Colophony, 168, 222. 
CJolour of wood, 44. 
Combe, Wood used for, 83. 
Combustibility of wood, 40. 
Conoiutation system of sale, 206. 
Compass timber, 66. 
Contortion produced by climbers, 50. 
Contract, Payment under, 194. 
Conversion of timber, 104, 108. 

by hand, 109 
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Gem version of tiinber in eawmiUs, 110. 

ConvolvulacecBy 60. 

Coopers' wood, 71. 

Copper sulphate as an impregnating 

substance, 234. 
Coppice, Catting, 101. 
Copra, 160. 

Coracles, Wood used for, 68. 
Corehorua eapaularia, Linn., 147. 

„ olitorius, Linn., 147. 
Cordage, Qrass used for, 144. 
Cordia fragranHMtmaf Kurz, 46. 

„ Myxa, Linn., 82, 148, 153. 
„ vestita. Hook. f. and Th., 46. 
Comu8 macrophyUa, Wall., 85. 
Corrosive sublimate a« an impregnating 

substance, 235. 
Cortex, 4. 

Corylua Columaf Linn.t 158. 
Corypha ufnbraculifera, Linn., 151. 
Cotoneaster, Linn., 64. 

» baciUaria, WalL, 82, 83. 

Cotton, 161. 

„ stalks used for gunpowder char- 
coal, 85. 
Cracking and splitting of wood, 31* 
CrakBgu8 crenvlata, Boxb., 82. 

„ Oxyacaniha^ Linn., 82. 

OraiCBva rdigioaa, Forst., 83. 
Creosote from wood, 86. 
Creosoting of timber, 235, 238, 
Cricula, 180. 
Crooks, 65. 

Crotokiria juncea^ Linn., 147. 
Crushing, Besistence to, 24. 
Oupreaaua tondosa^ Don, 17, 20, 40, 43, 

45,47. 
Cup-shake, 48. 

Owrcufna angugtifolia, Boxb., 151. 
Catch, 148. 

„ Export duty on, 207. 
„ Manufacture of, 228, 232. 
Cycads, 151. 
Cyca9 peet^naia^ QrifF., 151. 

„ RumphU, Miq., 151. 
Cymbopoffon cUrattu, Stapf, 145. 

Martini, Stapf, 145, 226. 
Nardtu, Rendle^ 145. 
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Da, 87. 

Dalbergia euUraia, Qrah., 43, 44, 45, 70, 

75, 82, 83. 
kUifolia, Boxb., 17, 19, 21, 26, 

40, 44, 45, 66, 68, 69, 70, 71, 

74, 82, 83, 155. 



9» 



Dalbergia Oliveri, Gamble, 44, 82 

„ panicuJUUa, Boxb., 40, 43, 50, 

58. 
„ 8is8oo, Boxb., 5, 17, 19, 21, 23, 
26, 34, 40, 44, 45, 53, 56, 57, 
64, 65, 66, 68, 69, 70, 71, 74, 
76, 77, 84, 85. 
Dammar, 166, 180. 
Dao, 87. 
Daphne cannabina. Wall., 148. 

„ decides, Schreb., 85. 
Date-pahn, Wild, 174. 
Deals, 55. 

Debreffeaaia, Gaud., 147. 
Decay of timber, 35. 
Defects in wood, 47. 
Delima aarmentoaa, Linn., 157. 
Density of crop, as affecting shape and 

size of trees, 8. 
Deodar (see also Cedrvs Deodara)^ 37, 56, 
60, 66, 76, 82, 235. 
„ oil, 151, 225. 
Dendrocalamtis strichu, Nees, 83, 158. 
Depdts, 132. 

„ „ land, 132. 
„ „ water, 133. 
„ „ management of, 133. 
Deamodium tilicefolium, G. Don, 

147. 
Dichopaia ChUta, Benth., 172. 
Dicotyledons, Anatomical structure of, 

4. 
DiUenia indica, Linn., 5, 17, 19, 22, 26, 

45, 64, 82, 85, 157. 

„ pentagyna, Boxb., 34, 40, 45, 

46, 85, 156, 158. 
Dinoderua miniUua, Fabr., 36. 

„ pUifrona, Lesne, 36. 
Dioacorea, linn., 151. 
Dioapyroa, Linn., 21, 158. 

CJUoroxt^on, Boxb., 83. 
Ebenum, Koenig, 17, 19, 46, 

68, 74, 82. 

EmbryopUria, Pers., 161, 162. 
Kurzii, Hiem., 44, 82. 
Mdanoxylon, Boxb.. 46, 58, 

69, 70, 74, 78, 83. 
montana, Boxb., 45, 162. 
qwBaita, Thw., 44. 
tomeniaaa, Boxb., 43, 46, 83. 

DipUrooarpea, 164, 169. 
Diptenxsarpua, Gaertn. f., 8, 76, 166, 167, 
168. 

alatua, Boxb., 17, 20, 22, 
26, 40, 67, 168. 
pHoaua, Boxb., 77. 
tuberGukUua, Boxb., 17, I9 
26, 34, 35, 40, 56. ^ 66» 67' 
86^ 168. 



9» 
9» 

9» 
99 
99 

99 
99 
99 



99 



•9 



246 



INDKT. 



VipterocarptL8, turbinattu, Gaerta. f., 17, 

20, 40, 66, 67, 77, 168. 
Disposal of forest produoe, syBtems of, 198. 
Distillation, Wood used for products of, 

86. 
Divi-divi, 161. 
Dragging of timber, 106. 
Dragging-paths, 120. 
Draught animals. Extraction of stumps 

with, 103. 
^Draughts-men, Wood used for, 75. 
Drugs and spices from stems and roots, 

152. 
Drugs, Fruits and seeds yielding, 161. 
Drums, Wood used for, 83. 
Dryness of wood, as affecting its com- 
bustibility and heating power, 
40. 
Dry rot, 36. 
Diy wooden slides, 121. 
tiaban(fa sonneratioides. Ham., 17, 19, 
20, 34, 45, 64, 67, 77. 
Dugouts, Woods used for, 66. 
DuomUu8 ceramicus, Wlk., 61. 
Durability, Classification of woods in 
order of, 40. 
of wood, 36. 

„ „ Methods of increasing, 
39. 
Dutch auction, 195. 
Dyeing, Leaves for, 167. 
r^e, Lac, 176, 178. 

Dyes from flowers, fruits, and seeds, 160. 
Dyes from bark, wood, and roots, 160. 
Dynamite, Extraction of stumps by 

blasting with, 103. 
Dysoxylum malabaricum, Bedd., 72. 
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Eaglewood, 47, 161. 

Earnest-money, 197. 

Earth slides, 121. 

East Indian walnut, 68. 

Ebony, 68. 

Schinocarpua dasycarpua, Bth., 77. 

Economic felling, Rules of, 97. 

Edible flowers, fruits, and seeds, 168. 

Ekeocarpue rcbtutus, BL, 73. 

Ekeodendron Botdyurghiif W. and A., 83. 

Elasticity of wood, 21. 

„ „ „ as affecting its flssi- 
biHty, 22. 
Ektkaria Cardatnomum, Maton, 162. 
Electricity, Blasting stumps by, 104. 

,, Felling by, 101. 
Elephant catching, 184. 
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Elephant grass for rope -making, etc 144. 
Elephants for carting, 117. 
„ „ dragging, 107. 

Emblic m3^abolans, 161. 
Engdhardtia spicata, BL, 74, 77, 149. 
Engraving, Wixxi used for, 75. 
Ensilage, 143. 
Eri silkworm, 180. 
Erianihus BavenncB^ Beauv., 145. 
Erica arbarea, Linn., 84. 
Eriodendron anfraduoaum^ DC, 161, 167. 
Erythrina, Linn., 6, 20, 45, 76, 156. 
indica. Lam., 68, 73. 
avberoaa, Boxb., 17, 40, 58, 64. 
Eucalyptua, L*H^., 8. 

„ diveraicclor, F. MuelL, 59. 
„ marginaJtOf Sm., 59, 60. 
Eugenia, Linn., 64. 

Eugenia Jambdana, Lam., 8, 17, 20, 22, 
23, 26, 27, 36, 40, 42, 45, 46, 
56, 68, 66, 66, 67, 149, 168, 
167, 180. 
EuphorbiOf Linn., 163. 
Euj^iorbiacecBf Rubber-yielding, 171, 172. 
Evodia fraxinifolia. Hook, f., 73. 

„ melicefolia, Benth., 23, 81. 
ExccBcaria AgaUochOy Linn., 73. 
Export duty, 207. 

Extraction and disposal of forest produce, 
198. 
„ of stumps, 102. 
Extracts^ Preparation of tannin, 231. 
Exuded products, 63. 



Face-value system of licenses, 206. 
Fagrcea fragrana, Roxb., 36, 40, 57, 64. 
Famine, Fruits and seeds eaten in time of, 

168. 
Felling and conversion of wood, 87. 

above-ground, 100. 

axe, 88. 

by electricity, 101. 

by the roots, 102. 

Methods of, 99. 

rules, 97. 

Season for, 96. 

with axe alone, 100. 

„ „ and saw combined, 101. 

„ saw alone, 101. 
Felloes of wheels. Wood used for. 
Fence-posts, Wood used for, 57. 
Feronia ElepharUum, Correa, 167* 
Fever-nut, 161. 

Fibres from stems and roots, 146^ 
Fibre-yielding fruits^ 161. 
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Fibre-yielding gFaases, 14i. 
Fibro-Tasoiilar bundles, 7. 
F%cu8, Uxm., 8, 38, 40, 147, 155, 158, 
176. 
», (uperrima, Bozb., 157. 
M hengalensia, Linn., 5, 6» 17, 20, 23, 

45, 70. 
„ Oimto, Ham., 23, 157. 
„ eiasUca, Boxb., 172, 173. 
„ „ tapping of, 173. 
„ gMoaa, Blome^ 157. 
„ gUmenOa, Rozb., 8, 17, 20, 64. 
„ rdtgioaOf linn., 23, 64. 
Fir, 8, 73, 79. 

Firewood, Wood used as, 85. 
Fishingy Regulation oU 183. 
Fishing-rods, Wood used for, 73. 
Fish-pois(»is, 153. 
Fissibility of wood, 22. 
Fixed tariff. Sale by, 197. 
Flacourtia Bamantckif L*H6rit., 155. 
Flax, 148. 

Flexibility of wood, 20. 
Floating, 124. 
Floss, 161. 
Flowers, Edible, 158. 

„ fruits, and seeds. Utilization of, 

158. 
„ „ „ „ yielding oils 

and other extracts, 159. 
„ „ „ „ „ tans and 

dyes, 160. 
Flueggia microcarpaf Blume, 153. 
Fodder, Gut, 142. 

„ Leaves for, 154. 
Fomea annoatu. Fries., 53. 
„ fomentar%U8t Fries., 53. 
„ FvlvuSy Fries., 53. 
„ Pappianua, 53. 
Forest devil, 95. 
„ industries, 209. 
„ produce. Systems of extraction and 

disposal of, 198. 
„ tramways, 122. 
Forest-seasoned wood. Moisture in, 14. 
Formalin from wood, 86. 
Fragrant woods, 47. 
Frame-saw, Reciprocating, 112. 
Frame-works of carts. Wood used for, 

73. 
Frost-cracks, 48. 
Frost-ribs, 48. 
Fruits, Edible, 158. 
», Utilization of, 158. 
„ yielding drugs, 161. 

„ „ fibres, 161. 

„ „ oils and other extracts, 

159. 
tans and dyes, 160. 



Fuel, Classification of, 105. 
rafts, 130. 
Stacking of, 115. 
Value of woods as, 42» 
Fungi attacking trees, 52. 
„ causing rot in timber, 35. 
Edible, 190. 
Furniture, Wood used for, 68. 
Fuses, Barks used for, 153. 
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Qalls, 149. 
Gamboge, 166. 
Oardnia, Linn., 158. 

echinocarpa, Thw., 82. 
indica, CSiois., 159. 
MoreOa, Desr., 164, 166. 
epecioaa, WalL, 74. 
Gardenia, Linn., 5, 46, 75, 83, 157, 167. 
Qaruffa pinnataf Roxb., 20, 23, 43, 45, 

77, 83, 149, 165. 
Gauges of railway lines, 59. 
Geranium-grass, 145. 
Oirardinia heUrophyUa, Dene., 147. 
Oivotia.rotaeriformis, Griff., 68, 74, 160. 
Omdina arbarea, Roxb., 17, 20, 22, 23, 
26, 34, 40, 45, 64, 65, 66, 67, 
68, 70, 71, 72, 73, 75, 83, 84. 
Goats, Damage by, 139. 
Goldsmiths, Charcoal used by, 85. 
Government agency. Felling and extrac- 
tion by, 199. 

„ Felling by — , and 
extraction by piuohasers, 201. 
Grain of wood, 5, 46. 
Grass, Utilization of, 138. 
Grass-cutting, 142. 

Grasses, Fibre-yielding and thatching, 
144. 
„ Oil-yielding. 145. 
Grazing, 138. 
Green dammar, 166. 
Green wood. Moisture in, 14. 
Orewia, Linn., 21, 23, 74, 83, 146, 165, 168. 
aaiatica, Linn., 153. 
oppoaitifdia, Roxb., 47, 66, 74, 76, 
147. 
„ fopulifdia, Vahl, 82. 
„ iUiasfdia, Vahl, 17, 26, 66, 70, 74. 
„ vestUa, WaU., 70, 74. 
Ground, Durability of wood in or on 
the, 38. 
„ Timber used in contact with the 

57. 
Grubbing axe, 91. 
Gum arable, 163, 166. 
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Gum, Bassora, 163. 
M benzoin, 167. 
9, from sawdust, 84. 
»» kino, 167. 
Senda, 166. 
tragacanth, 163. 
Ghim-resins, 164. 
Giuns and resins, 163. 
y, „ „ Methods of ooUection 
of, 164. 
Gun-carriages, Wood used for, 71. 
Gun-stocks, Wood used for, 82. 
Gunpowder charcoal, Wood used for, 85. 
„ Extraction of stumps by blast- 
ing with, 103. 
Ourjun-oil, 168. 
Gutta-percha, 171, 172. 
Gymnosperms, Anatomical structure of, 

4. 
Oynocardia odorcUa, B.Br., 159, 162. 
Oyrocarpua' Jacquini, Boxb., 68. 
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Hcematoxt^on campechianumf linn., 150. 

Half-balks, 54. 

HaloxyUm, Bunge, 190. 

HamUtonia auaveoleris, Boxb., 85. 

Hand, Conversion by, 109. 

Hand-looms, Wood used for, 64. 

Handle of axe, 88, 89. 

Hardness of wood, 18. 

Hardness, Classification of woods accord- 
ing to, 19. 
of wood, 18. 

„ „ as affecting its dura- 
bility, 37. 

Eardvncha binaiOy Boxb., 16, 19, 21, 
26, 35, 40, 44, 45, 46, 49, 57, 
64, 69, 70, 74, 78, 147, 150, 
155. 

Harps, wood used for, 83. 

Harrows, Wood used for, 77. 

Haskin's process of rendering timber anti- 
septic, 239. 

Hasselmann's process of impregnating 
timber, 236. 

Haustoria, 52. 

Hay, 142. 

Head of axe, 88. 

Head-pieces of casks, 71. 

Heart-shake, 48. 

Heartwood, 5. 

Heating power of wood, 40. 

„ „ „ „ Methods of 

determining, 42. 

Hdicterea laora^ Linn., 76, 146* 



Helms, Wood used for, 66. 
Hemp-fibre, 147. 
Henna dye, 157. 

H&pUvj^Lewrum dcUum^ Clarke^ 73. 
Heritiera minor, Boxb., 5, 9, 17, 19, 26^ 
35, 40, 45, 56, 58, 64^ 65, 66, 
68, 69, 70, 74, 77. 

HeUropogon contorhu, Beauv., 145. 

Hevea brazUienaia, Muell. Arg., 172. 

Hibuuma, Medik, 146. 

Hides, horns, etc. 181. 

Hohrrhend anUdyaeaterica, WalL, 6, 23, 
45, 74, 75, 83, 84, 152. 

Hdigama Hdferi, Hook. £., 47. 

Hdoptdea inUgrifolia, Planch., 83, 155. 

Homalium tomentoaum^ Bth., 66. 

Honey and wax, 180. 

Honey-bees, 180. 

Honey-dew, 182. 

Hookahs, Wood used for, 84. 

Hook-lever, 96. 

Hoops of casks, 71. 

Hapea odorata, Boxb., 17, 19, 21, 26, 40, 
65, 67, 70, 166. 
„ parviflora, Bedd., 60. 

Hopkicerambyz apinieomia, NewiL, 62. 

Horns, 181. 

House-posts, Wood used for, 57. 

Hovmia dtdcia, Thunb., 158. 

Hulls, Wood used for, 65. 

Hunting, Begulation of, 183. 

Hydnocarpua venenata, Gaertn., 162. 
,» WighHana, BL, 162. 

Hydrostatic injection of timbw, 237. 

Hyphsd, 35. 



Rex, Linn., 46. 

Imperata arundinaeea, Cyrifl., 144. 

„ cylindrica, Beauv., 144. 
Implements for directing the &J1 of trees 
and extracting stumps, 95. 

„ „ felling and conversion, 87. 

Impr^nation of wood, 234. 
In oil, 168. 
India-rubber, 171. 
Indigo, 150. 
Indigofera, Linn., 21, 76. 

„ tinctoria, Linn., 150. 
Industries, Forest, 209. 
Insects, Defects in wood due to the 
attacks of, 51. 

Instruments, Wood used.for mathemati- 
cal, 84. 

99 $f „ „ musioal, 83. 

I Interior bast tissue, 50. 
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Iodoform from wood, 86|^ 
IronHsmelting, Charooal used for, 85. 
Ironwood (see also Xifiia dolabrifonnis), 

14. 
liehcemum angtuUfolium, Hack., 144. 
laonandra OtUta, Hook., 172. 
Ivory, 181. 
Ixora parviflora, Vahl, 75, 83. 



Jam of logs, Breaking up, 125. 
Jarrah, 59, 60. 
•/(Mfntnum, Lum., 159. 
Joinery, Wood used in, 68. 
Juffiana rtgiay Linn., 17, 20, 29, 44, 45, 
46, 68, 74, 82, 83, 84, 159, 161. 
Juniper, 73. 

Juniperua recurva. Ham., 43, 73. 
„ virginiana, Linn., 73. 
Jute, 147. 
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Kalameif 47. 

Kamda dye, 160. 

Kanytn oil, 168. 

Elarri, 59. 

Kdth, kdiha. Manufacture of, 228. 

Kat<ra, 163, 165. 

Keddahs, 186. 

Keel, 65. 

Keeraal, 228. 

Kerf of saw, 91. 

Kham-iahsU system of sale, 206. 

Khua-hhm, 144. 

Kino, 167. 

„ Bengal, 165. 
Kihd fibre, 157. 
Knees of boats, 65." 
Knots, 49. 
Koham butter, 159. 
Krempe, 108. 
Kukri, 87. 

Kun (Upper Burma aze), 90. 
KiUt» 152. 
K<Uh, 152. 

Kyanising of timber,' 23 5,239. 
Kydia adycina, Rozb., 17, 20$ 43, 45, 146. 
KyeUaung (Burmese aze), 90. 



Labour, Daily, 193. 

Organization o^ 192. 
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Labour supply, as affecting the season 
of felling, 96, 192. 

Lao, 176. 

Laoquer-tree, 160. 

Lagerstrcemia Flos-Regince, Betz, 8, 17, 
19, 22, 26, 40, 45, 56, 57, 64, 
65, 66, 67, 69, 71, 75. 
hypoleuca, Kurz 82. 
parviflora, Rozb., 6, 17, 
19, 23, 26, 27, 42, 45, 56, 58, 
60, 66, 85, 149, 167. 

tomefUoea, Presl, 67, 74. 

Lance-shafts, Wood used for, 74. 

Land depdts, 132. 

Land transport of wood, 116. 

Lateral booms, 125. 

Li^ths, 55. 

Lawsania (Uba, Lam., 157. 

Lead-pencils, Wood used for, 73. 

Lease, Disposal by, 201. 

Leaves for fodder, 154. 

litter and manure, 155. 
f, polishing, 157. 
»» „ tanning and dyeing, 157. 
M „ thatching, 156. 
ff Utilization of, 154. 
yielding fibres, 157. 

f, oil and resin, 157. 

LeguminoscB, Fibre-yielding, 146,147. 

Lemon-grass, 145. 

Levers used in rolling logs, 108. 

Licenses, Sale by means of, 204. 

Lichens, 190. 

Licuala peUata, Rozb., 156. 

Limonia acidissima, Linn., 23, 75. 

Linum uaitoHssimum, Linn., 148. 

Litmus, 190. 

LitaoBo, Lamk., 180. 

Litter, Leaves for, 155. 

LiviaUmia jenkinsiana, Oriff., 156. 

Loads for carts, 117. 

LoadB for men, 118. 

Loads for pack animals, 118. 

Logs, 54. 

Logwood, 150. 

Lopping for fodder, 154. 

LoranihaceoB, 52. 

Loranihua, linn., 52. 

Lumina, 6. 
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M-tooth sawB, 92. 
Macassar oil, 159. 
Machilua edulia. King, 77. 

„ odaraHaaitna, NeGB^ 81, 180. 

Machinery, Wood used in, 64. 
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Madder, 150. 

McBTua arenariaf Hook.f. and Th., 50. 

Magnolia CampbeUii^ Hook.f. and Th., 

73. 
Mahwa, 159. 
Major forest produce, 1. 
Malabar axe, 89, 90. 
MaUoius phUippinensis, Maell. Arg., 160. 
MaltxicecB, Fibre-yielding, 146. 
Mangifera, Linn., 70. 

„ indica, linn., 5, 17, 22, 23, 26, 

40, 44, 45, 46, 66, 67, 68, 76, 

86, 167. 
„ aylvatica, Bozb., 76. 

Mango, 8, 34, 72. 
Mangrove, 9, 149, 232. 
Manihot Okaiovii, Muell. Arg., 172. 
Manilla hemp, 157. 
Manjit, 150. 

Manaonia Oagei, Drum., 47. 
Manure, Leaves for, 155. 
Maple, 6, 83. 
Marble-wood, 44, 82. 
Marine borers, 36. 
Marking-nut, 162. 

Maradenia tenaciwima^ Wt. and Am. 147. 
Martesia fluminalis, 37. 
Mast-pieoes, 54. 
Masts, Wood used for, 66. 
Matches, Wood used for, 72. 
Mathematioal instruments, Wood used 

for, 84. 
Mats, Grasses used for, 144. 
Mechanical appliances for eztraoting 

stumps, 103. 
„ wood-pulp, 79. 
Medullary rays, 4. 

Melaleuca Leucadendrofif Linn., 157. 
Mdanorrhcea usitaia. Wall., 17, 19, 26, 

76, 78, 86, 166. 
Mdia Azedarach, Linn., 77. 
eompoeita, Willd., 77. 
indica, Brandis, 6, 17, 19, 22, 38, 

40, 45, 47, 66, 70, 74, 78, 83, 

155, 157, 160, 167. 
Meliac€(B, 46. 
Melipona, 111., 166, 18C. 
Men, Carnage by, 118. 
Mercuric chloride as an impregnating 

substance, 235. 
Mendiua lacrifmatia, Fr., 35. 
Mesua ferrea, Linn., 6, 8, 17, 19, 21, 24, 

26, 3&, 40, 45, 56, 57, 60, 61, 

64, 65, 66, 69, 70, 78, 82, 83, 

84, 159. 
Methylene from wood, 86. 
JHhotora^ 159. 
Mica,|^188. 
MyoeAiuniy 35. 
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Miehdta Champaca^ Linn., 17, 20» 26» 

38, 4#, 45, 56^ 66, 67, 159, 160- 

„ exceUa, BL, 17, 20, 22, 40, 43* 

45, 56. 

MUtuaa vduUna, Hook.f. and Th., 23, 35, 

40. 
MiUeUia attricidata. Baker, 50, 155. 

„ pachycarpa^ Kurz, 153. 
Mimosa rubicatdis, Linn., 85. 
Mimiuops, Linn., 64. 

EUsngi^ linn., 21, 64, 159. 
hexandra, Boxb., 35, 64, 83. 
littoralia, Kurz, 82. 
Mine-props, 58. 
Mineral products, 188. 
Mining, 188. 
Minor forest produce, 1. 
Minor produce from stems and roots, 146. 
„ „ Miscellaneous, 190. 

f, „ Utilization of, 137. 

Miscellaneous uses of wood, 81. 
Moisture in relation to wood, 29. 

„ wood, as affecting its fissi- 
biUty, 23. 

>» 99 »» », » nara- 

ness, 18. 

>» »» »f M »» spec- 

ific gravity, 14. 
Monocotyledons, Anatomical structure 

of, 7. 
Monopoly system of sale, 203. 
MarcheUa esctdenia, Pers., 190. 
Morell, 190. 

Morinda iindoria, Boxb., 150. 
Mnringa^ Juss., 229. 

f, pUrygosperma, Gaertn., 17, 20, 
40, 155, 159. 
Marus linn., 45, 83. 

alba, Linn., 76, 158, 179. 

indica, linn., 43, 179. 

IcBvigata, Wall., 66, 68. 

serrata, Boxb., 68, 74, 76, 155. 
Muga silkworm, 180. 
Mulberry-feeding silkworms, 179. 
Mules, Carriage by, 118. 
Mundalea svberosa, Bth., 153. 162. 
Munj grass, 144. 

Murraya exotica, Linn., 9, 21, 45, 75, 82. 
Mvsa textUia, Nee, 157. 
Musical instruments. Wood used for, 83. 
M3rrabolans, 161. 

Myrica Nagi, Thunb., 150, 162, 163. 
Myrsine eemieerraia. Wall., 83. 
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Naves of wheels, Wood used for, 69. 

Ndunibiumf Joss., 151. 

Nepal paper, 148. 

NiebuMa linearis, DC, 60^ 

Nilghiri nettle, 147. 

Nipa fruUcatu, Wurmb., 156, 174. 

NyctafUhea Arbor-iristis, Unn., 76, 157, 

159, 160. 
Ny8sa eessUifiara, Hook.f., 77. 



Oak (see also QuercM spp.) 5, 6, 8, 65, 71, 

156, 190. 
Oars, Woods used for, 66. 
Occluded broken branches, 51. 
Ochrocarpua longifoHus, Bth. and Hk.f., 

159, 160. 
Odina Wodier, Roxb., 16, 17, 20, 23, 26, 
40, 58, 64, 66, 69, 72, 83, 149, 
155, 166. 
Odour of wood* 47. 
Oil, atronella, 145. 
„ Deodar, 225. 

„ in wood, as affecting its durability, 37. 
„ of turpentine, 168. 
„ „ „ Manufacture of, 222. 

„ Rusa, 145, 226. 
„ Sandalwood, 224. 
Oil-casks, Wood used for, 72. 
Oil-grasses, 145. 
Oil-presses, Wood used for, 64. 
Oils and other extracts from flowers, 
fruits, and seeds, 159. 
^ ,, „ products of distillation 
of wood, 150. 
Oka ferruginea, Royle, 64, 75, 82, 83, 155. 
Oleo-resins, 164, 168. 
Open tender. Sale by, 197. 

„ pits. Charcoal-making in, 210. 
Opitmi-ohests, Wood used for, 77. 

Orchil, 190. 

Organization of forest labour, 192. 

Oroxi^um indicum, Bth., 161. 

OrtharUhera viminea, W. and A , 147. 

Ougeinia ddlbergioides, Benth., 17, 19, 23, 
26, 40, 45, 56, 64, 68, 69, 70, 
72, 74, 78, 83, 84, 147, 153, 155. 

Oxalic acid from sawdust, 84. 

Oxen for carting, 117. 



Pack animals, Carriage l^, 118. 



Packing-cases, Wood used for, 76. 
Padauk (see also Pterocarpua dalbergi- 
oides), 17, 44, 56, 65, 68, 71, 82. 
Palanquium Outta, Burc^., 172. 
Pahns, 8, 151, 155, 157, 174. 
Palmyra pahn, 174. 
Panelling, Wood suitable for, 68. 
Panes, 54. 

Paper-making, Fibres for, 146. 
„ Grass for, 144. 

Paper-pulp, 78. 
Para rubbor, 172. 

Parameria glandulifera, Benth., 172. 
Parasitic plants. Defects due to attacks 

of, 51. 
Parenoh3nna, 7. 
Parmdia, 190. 

Parquet-flooring, Wood suitable for, 68. 
Parrotia JacqiieTnontiana, Dene., 24, 74» 

76, 82. 
Parts of a tree, as affecting specific gravity 

of wood, 15. 
Paving-blocks, 58. 
Payment by daily labour, 193. 
„ „ piece-work, 193. 
„ under contract, 194. 
Pear-wood, 84. 
Pearl-ash, 190. 
Pegs, Wood used for, 73. 
Pencils, Wood used for, 73. 
Pentacme auavia, A. DC, 40, 58, 65, 70, 74, 

167. 
Percentage of water in wood, 27. 
Permits, 204. 

Persian wheels. Wood used for, 64. 
Pfister's method of impregnating timber, 

238. 
Phcenix acatdis, Buch., 151. 

„ sylvesbria, Boxb., 64, 174, 175. 
Phulwa oi^ 159. 
PhyUanOws EfMica, Linn, 23, 38, 64» 

84, 149, 157, 158, 161. 
Picea Marinda, Link, 17, 23, 73, 77, 79, 

82, 85. 
Piece-work, Payment by, 193. 
Pieria ovalifolia, D. Don, 23, 43. 
Piles, Wood used for, 57. 
Pine, 8, 73, 79, 166, 164, 167. 
Pine tar 225. 
Pinua excdaa, WalL, 17, 20, 23, 27, 29, 

34, 40, 42, 45, 53, 56, 66, 77, 

79, 82, 85, 151, 169. 
„ Oerardiana, Wall., 158. 
„ Khaaya, Boyle, 169. 
„ ;on^/o2ta, Boxb., 14, 17, 20, 23, 26, 

27, 34, 40, 42, 43, 49, 56, 66, 

68,73,77,79, 82, 151, 169, 

190, 222, 223, 225^ 235. 
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Pinvs Merhuaii, Jungh. and de Vriese, 
160. 
„ Sf^veetria, linn., 60. 
PipeB, Wood used for, 84, 
Puiacia itUegerrima, J. L. Stewart^ 44» 68» 

74, 149. 
Pit-saws, 110. 
Pitch from wood, 86. 
Pith, 4. 

Pits, Charcoal-making in open, 210. 
Pits for elephant-catching, 184. 
PUcoapertnum apinosum, Tr^cul, 160. 

Planks, 56. 

Ploughs, Wood used for, 77. 

Pneumatic impregnation of timber, 

238. 
Podocarjma neriifclia^ Don, 66. 
Podophyllin, 162. 
Podophyllum Emodi, Wall., 162. 

„ pdtcOum, L., 162. 

Poisons for fish and game, 163. 

Poles, 64. 

„ and posts. Stacking of, 114. 
PolydUhia fragrana, Bth. and Hook.f., 66. 
PolyponM fomefUariua, L., 63. 
Polyatrichia egregtua, Massee, 63. 
Pomegranate, 160. 
Pongamia, Vent., 6. 

glabra. Vent., 149, 169. 
Ponies, Carriage by, 118. 
Poptdua, Toumef, 79, 166. 

cUiaia, WaU., 17, 20. 

euphratica, Olivier, 49. 

tremvla, Linn., 73. 
Porcupine wood, 82. 
Posts, 64. 
Powell's process of impregnating timber^ 

236. 
Premna ifUegrifdia, Linn., 47. 
Preservation of bamboos, 39. 
Prinaepia iMia, Royle, 82. 
Private bargain. Sale by, 196. 
Proaopia apkigera, linn., 9, 17, 19, 46, 

69, 86, 149. 
Pruned branches. Defects due to, 60. 
Prunua Linn., 168. 

„ Puddum, Roxb., 46, 82, 166. 
Paidium Ouava, Baddi, 82. 
PUrocarpua dcdbergioidea, Boxb., 17, 19, 

21, 26, 34, 40, 44, 46, 66, 67, 

64, 66, 68, 69, 70, 71, 74, 81, 

82. 

Micua, Willd., 17, 19, 26, 69. 

macrocarpuaf Kurz, 17, 19, 
69, 70, 71, 83. 

Maraiipiwn^ Boxb., 17, 19, 
26, 34, 40, 44, 46, 66, 68, 60, 
66, 68, 69, 70, 74, 78, 83, 166, 
164» 167. 
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Pterocarpua aarUalinua, Linn, f., 16, 19, 21, 

24, 26, 46, 68, 74, 160. 
Pteroapemtum acerifclium^ WOld., 20, 166, 

166.* 
Public auction. Sale by, 196. 
Pueraria tuberoaa, DC, 151. 
Pulp, Wood, 78. 
Punica Oranatum, Linn., 160. 
Purchasers, Felling and extraction by, 201. 
Pfdranjiva Roxburghii, Wall., 76, 165. 
Pwenyet dammar, 166. 
PyroUgneQus acid, 86. 
Pyrua, linn., 158. 

communia, Linn., 84. 

Paahia, Ham., 82, 83, 84. 
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Quarr3ring, 188. 

Quercua, linn., 23, 34, 36, 40, 46, 78, 83, 
86, 155. 
dilaiaia, lindl., 17, 19, 27, 42, 74. 
feneatraia, Roxh,, 81. 
incana, Roxb., 17, 19, 27, 42, 45, 

63, 149. 
lameUoaa, Smith, 81. 
lancecafoHa, Roxb., 81. 
lineaJta, Blume, 81. 
pachyphyUa, Kurz, 81. 
aemecarpifolia, Smith, 17, 19, 26, 

27, 42. 
aemiaerrcUa, Roxb., 72. 
Quinine, 152. 
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RdJb cultivation, 165. 
Radial-shake, 4B. 
Rafting, 127. 

by river, 128. 
by sea, 129. 
„ rivers. Control of, 130. 
Rafts of bamboos, 129. 
Fuel, 130. 
logs, 128. 
„ sleepers and scantlings, 130. 
Railway carriages. Wood used for, 71* 
sleepers, 59. 

„ a wasteful form of con- 
version, 109. 
Bajmakal fibre, 147. 
BandiOj linn., 75. 

„ dumetorum. Lam., 162. 
Rangoon oil as a bamboo preservative, 39« 
R«d-rot, 52. 
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Redwood, Andamans (see also Pteroearpua 

dalbergioides), 68. 
Reeds, 74. 
12^ 190. 

Resin as afifecting oombostibility of wood, 
41. 

durability of wood, 37. 
hardness of wood, 19. 
M specific gravity of wood, 
• 15. 

ff DistiDation of, 222. 
», Tapping of pine-trees for, 168. 
Resin-ducts, 7. 
Resim, Chief kinds of, 164. 
general account, 163. 
Methods of collection of — ^from 
the bark, 164. 
Resistenoe to crushing, 24. 
,» to shearing, 25. 
M to tension, 24. 
M to torsion, 25. 

to transverse strain, 25. 

ff », Classifi- 

cation of woods according to, 26. 
Retorts, Charcoal-making in, 210. 
Rhea fibre, 147. 
Bhizophora mucronata, Lamk., 46, 149, 

232. 
Rhododendron arboreum, Sm., 5, 8, 23, 34, 
43, 45, 159. 
„ cinnabarinum, Hook.f., 43. 

Rhus CoHnus, IJnn., 44, 68, 149, 157. 
„ mywrenais, Heyne, 85, 149. 
„ punjabenais, J. L. Stewart, 84. 
„ auecedanea, Linn., 160. 
Rhynchodia Wallichii, Benth., 172. 
Rice-pounders, Wood used for, 64. 
Rieinua communis, linn., 180. 
Rindgalls, 51. 
Ring-shake, 49. 

Rivers for rafting. Suitability of, 127. 
Roads and paths for extraction of forest 

produce, 117. 
Rocella, 190. 

Rods, fishing — , Wood used for, 73. 
Rock dammar, 166. 
Rollers, Wood used for, 77. 
Rolling as a means of clearing coupes, 108. 
RoUing-roads, 119. 
Roots, Felling by the, 102. 

„ Minor produce from, 146. 
Rope-making, Fibres used for, 146. 
,9 Grasses used for, 144. 

Ropes for felling trees. Use of, 100. 
Ropeways, Wire, 123. 
Rosa, Linn., 159. 

„ moschata, Mill., 50. 
Rosewood of Southern Lidia (see also 
Dalbergia laiifolia), 68. 



Rosin, 168, 222. 

Rot in timber, 35, 52. 

Rough conversion of wood, 104. 

t, squaring, 104. 

„ timber, 54. 
Round timber, 54. 
Royalty, Sale by, 197. 
Rubber, 171. 

„ Para, 172. 

„ Tapping of Ficus dastica for, 173. 
Rubia cordifolia, Linn., 150. 
Rvbiaceas, 75, 150. 
Rtdms, Linn., 158. 
Rules of economic felling, 97. 
J^iMa-grass, 145. 

„ oil. Manufacture of, 226. 
RutacecBf 75. 
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Sabai grass, 144. 

Saccharum arundinaceum, Retz., 145. 
„ ciliare, Anders., 144. 

„ Narenga, Ham., 145. 

Saddle-trees, Wood used for, 84. 
Sale by private bargain, 195. 
„ „ public auction, 195. 
„ „ tender, 196. 
Sago-palm, 174. 

8dl (see also Shorea robusta), 25, 52, 56, 
60, 61, 64, 65, 66, 69, 70, 77. 
„ butter, 160. 
„ dammar, 166. 
Salix, Toumef., 75, 76, 155. 

„ tetrasperma, Roxb., 20, 85. 
Salsola, Linn., 190. 
Salvadora, Idnn., 38, 43. 

„ oleoides. Dene., 16. 

Sambiieus javanica, Blume, 73. 
Sampans, Woods used for, 67. 
Sandalwood (see also Sanialum album), 47. 
„ Conversion of, 105. 

oil, 151, 224. 
Santalin, 150. 
SanUUum album, Linn., 17, 19, 45, 47, 74, 

151. 
Sap, as affecting durability of wood, 37. 
Sapindus emarginatus, Vahl, 162. 
Sapium indicum, WiUd., 162. 
Sapium insigne, Benth., 83. 
Sapium stbiferum, Roxb., 160. 
Sapotaceoi, 172. 
Sapwood, 5. 

Sarcocephalus cordatus, Miq., 45. 
Satinwood (see also Chloroxylon Swiete- 
nta), '36, 68. 
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Sausaurea Lappa, Clarke, 152. 
Saw, 91. 

9, Aotion of, 92. 

„ and axe combined. Felling with, 101. 
„ Felling with the, 101. 
„ Forms and shapes of, 93. 
„ pits, 110. 
„ setting, 92. 
„ sharpening, 92. 
Sawdust, Utilization of, 84. 
SawmiUs, CSonversion in, 110. 

„ ELinds of, HI. 
Sawn material, Stacking, 114. 

„ timber. Classification of, 55. 
Sawyer's trestle, 110. 
Scantlings, 56. 

„ Rafting, 130. 

,y Stacking, 114. 

ScMma WaUichii, Choisy, 17, 19, 26, 36, 

40, 46, 46, 66. 
SMeidysra trijuga, WiUd., 8, 17, 19, 23, 
26, 40, 43, 46, 63, 64, 69, 70, 
76, 77, 83, 84, 86, 166, 168, 
169, 176. 
Schrebera stoietenioides, Boxb., 83. 
Scitaminem, 162. 
Scolytid beetles, 62. 
Sealed tenders, 196. 
Season of felling, 96. 
„ . „ floating, 126. 
„ „ rafting, 127. 
Sesbsoned wood. Moisture in, 14. 
Seasoning, Artificial, 34. 
Natural, 32. 
of wood, 27. 

properties of various woods, 
34. 
„ water, 33. 
Seed-lac, 177, 178. 
Seeds, Edible, 168. 
,, Utilization of, 168. 
yielding drugs, 161. 
„ dyes, 160. 
„ oils and other extracts, 
169. 
Selected trees,^Sale of a few, 204. 
8emecarpu8 Anacardium, Linn.f., 17, 20, 

47, 162. 
Senda gum, 166. 
Senna, 167. 
Seabania, Pers., 147. 

„ cegyptiaca, Pers., 86. 
3ei of saw, 91. 
Setting saws, 92. 
Shafts of carts and carriages. Wood used 

for, 70. 
Shakes, 47. 

Shape and size of trees, 7. 
Sharpening][saws,^92. 
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Shearing, Beeistenoe to, 25. 

Sheep, Damage by, 139. 

Shellac, 178. 

Shells, 182. 

Shingles, Wood used for, 81. 

Ship-buUding, Wood used for, 66. 

Shocks, 76; 

Shoots, 121. 

Shorea aasamica. Dyer, 66, 77. 

„ obtuaa. Wall., 17, 1% 26, 40, 46,. 
67, 66, 70, 167. 
SJiorea robiMta, Gaertn.f. (see also 861), 
17, 19, 21, 23, 26, 34, 40, 45, 
46, 67, 64, 67, 68, 70, 71, 77, 
149, 160, 166, 160, 166, 180. 
Talura, Roxb., 70, 176. 
Tumbuggaia, Roxb., 70, 166* 
Shoulder-poles, Wood used for, 73. 
Shrinking and swelling of wood, 29. 
Sida, Linn., 146. 
Side-staves of casks, 71. 
Silage, 143. 
Silk, 179. 
Silk-cotton, 161. 

Silkworms, Varieties of, 179, 180. 
Silver-fir, Waterlogging of, 29. 
Silver-grain, 6, 46. 
Sinoxylon anale, Lesne, 36. 
Sledge-roads, 119. 
Sledging, 108. 
Sleepers, 69. 

causes of deterioration in, 61. 
Rafting, 130. 
Supply of, 62. 
Wood versus metal, 62. 
„ Wood employed for, 60. 
SUdee, 120. 

Dry wooden, 121. 
Earth, 121. 
Wet, 122. 
Sliding, 107. 

Slow-matches, Barks used for, 153i 
Soap, Substitutes for, 162. 
Soapnut, 162. 
Soil and locality, as affecting shape and 

size of trees, 9. 
Soil and locality, as affecting specific 

gravity of wood, 14. 
Sonneratia apekUa, Ham., 66. 
Soundness, as affecting combustibility 
and heating power of wood, 41. 
Soundness, as affecting hardness of wood, 

19. 
Saymida febrtfuga, Adr. Juss., 17, 19, 26, 
40,46,46, 64, 68, 75, 149, 152, 
167. 
Spars, 64. 

„ Timber used for, 66. 
Spaffiddbua Botdmrghis Bt^, 147, 167. 
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Spear-graas, 145. 

Spear-fihaits, Wood uaed for, 73. 

Speoies, aa aSeotmg shape and size of 

uTseSy <7. 
Speoifio gravity of wood, 11. 

„ „ „ „ as afteoting its 

durability, 37. 
Specific gravity of wood, as affeotiiig its 

hardness, 18. 
Spiott from stems and roots, 152. 
Spilanihea Acmella, Linn., 162. 
Spinning machines. Wood used for, 64. 
Splints (matches), 72. 
Split wood. Various uses of, 71. 
Splitting axe, 91. 

„ of wood* and its prevention, 31. 
Spokes of wheels, Wood^ used for, 69. 
Sjxmdiaa numgifera, Pers., 17, 20, 23, 26, 

40, 45, 155, 158. 
Spring-wood* 5. 
Spruce, Waterlogging of, 29. 
Squared timber, 54. 
Squares, 54. 
Stacking fuel, 116. 

poles and posts, 114. 
sawn material, 114. 
timber in the round, 113. 
Stamps, Licenses with adhesive, 205. 
Stan(&]g trees by coupes, Sale of, 203. 
Star-shake, 48. 
Stetrohy products 151. 
Staves of casks, 71. 
Stephegyne parvifolia, Korth, 83. 
Stercidia, Linn., 40, 163, 164. 

akUay Boxb., 8, 17, 20, 45. 
eohraia, Bozb., 17, 20, 146, 155. 
urena, Boxb., 17, 20, 26, 47, 58, 

66, 73, 83, 146. 
vOloaa Boxb., 17, 20, 146, 167. 
Sterculiaceas, Fibre-yielding, 146. 
Stems, Minor produce from, 146. 
Stereaapermum cheUmoides, DC, 45. 

„ &uaveoien8, DC, 23, 86. 

Stlok-lac 177. 

Strdlue asper^ Lour., 147, 155, 167. 
Strength of wood, 24. 
Sirtmaimin^ 51. 
Structure of wood, as affecting its fissi- 

biHty, 22. 
8tryckno8 Nux-Vomica, Linn., 162. 

„ potakfTumt IJnn.f., 70. 
Stumps, Extraction of, 102. 

„ Implements for extracting, 96. 
Styraae, Linn., 167. 

„ Benzoin^ Diyand., 167. 
„ aerrulatum^ Boxb., 167. 
Suceda, Forsk., 190. 
Sugar from paJms, 174. 
M „ sawduffU 84i 
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Sugar-mills, Wood used for, 64. 

Sugary sap, 174. 

Sulphate of copper as an impregnating 

substance, 234. 
Sulphate of soda process of manufoo- 

turing wood-pulp, 81. 
Sulphite process of manufacturing wood* 

pulp, 80. 
Sulphur process of impregnating wood, 

236. 
Summer-wood, 6. 
Sufuiri (see also HeriUera minor), 9, 17, 56, 

65, 66. 
iS^«»n-hemp, 147. 

Superstructures, Timber used in, 65, 
f> of bridges, 56. 

„ „ buildings, 55. 

Surf-boats, Wood used for, 68, 
Swellmg of wood, 29. 
SwerHa Chirata, Ham., 152. * 
Swiftlets, 182. 
Sylvicultural system, as affecting shape 

and size of trees, 9. 
8ynvpU)co8 crakeffoidea, Buoh.— Ham., 150, 

167. 

racemoaa, Boxb., 150, 157. 

ramoaiaaimOf Wall., 73. 

theosfolia, Buch.-Ham, 73. 
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Tachardia Lacca, Kerr, 176. 

Talipot palm, 151. 

Tallow-tree, Chinese, 160. 

Tamarindua indicoy Linn., 16, 19, 23, 64, 

66, 75, 83, 162. 
Tamartx, Linn., 149. 

„ articulaia, Vahl, 43, 86. 

„ dioka, Boxb., 76^ 167. 
Tannin, 148. 

„ extracts. Preparation of, 231. 
Tanning, Bark for, 148. 

„ Leaves for, 157. 
Tans, 148. 

„ yielded by flowers, fruiter andseeds. 
160 
Tar from wood, 86. 

„ Manufacture of pine and teak, 226. 
Taxua haccata, Linn., 8, 17, 19, 34^ 43, 74* 
Tariff, Sale by fixed, 197. 
Taaar silkworm, 180. 
Tea-boxes, Wood used for, 76. 
Tea-shooks, 76. 

Teak (see also Teckma grandia) 6,24, 34, 
36, 37, 43, 49, 51, 66, 69, 60, 
65, 66, 69, 70, 71, 72, 81, 83, 
166, 167. 
„ tar»226. 
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Teohnioal properties of wood, 4. 
Tedona gnrndia^ L]nn.f., (see also Uak\ 

17» 19, 22, 23, 26^ 40, 45, 

649 67, 70, 78, 82, 86, 161. 
Telegraph poles. Wood used for, 67. 
Tender, open, 197. 

„ Sale by, 196. 
Tension, Besistenoe to, 24. 
Tent-pegs, Wood used for, 83. 
Teredo navedia, 36. 
Terminalia, Lmn., 180, 229. 

Arjunoy Bedd., 36, 66, 66, 67. 

hderica, Boxb., 6, 17, 19, 23, 

38, 40, 66, 67, 64, 66, 68, 72, 
78, 166, 161. 

biakUa, WalL, 66, 70. 

Caiappa, Linn., 149, 167. 

Chebtdoy Retz., 17, 19, 23, 40» 
46, 67, 70, 149, 161. 

myrioearpot Heorek and Muell. 
Arg., 67, 70. 

(Xiveri, Brandis, 86. 
Terminalia tomentosa, W. and A., 6, 17, 

19, 23, 26, 36, 40, 42, 44, 46, 

66, 68, 60, 64, 66, 66» 67, 70, 

86, 149, 160, 166, 232. 
Termites, 36. 
Terameka wudiflora^ B. Br., 17, 23, 67, 

72, 77. 
Texture of wood, 46. 
Thari vachi (Madras axe), 89, 90. 
Thatching grasses* 144. 

„ Leaves for, 166. 
Thespeaia Lampaa, Dalz. and Gibs, 146. 
„ populnea, Corr., 66, 69, 70, 74, 

82, 146, 161. 
TAitet,' 166. 
Thrust-pole, 96. 
Tickets serving as licenses, 206. 
TUiacece, Fibre-yielding, 146. 
TUiacora racemoaa, Colebr., 76. 
Timber, Classification of, 64. 
Conversion of, 108. 
Stacking, 113. 
Uses of (see under each separate 

purpose for which used). 
Tobacco-pipes, Wood used for, 84. 
Tom-toms, Wood used for, 83. 
Toddy-palm, 174. 
Tool-handles, Wood used for, 82. 
Torsion, Besistence to, 26. 
Toys, Wood used for, 84. 
Traoheids, 6. 
Tragacanth, 163. 
TrameUs Pini, (Brot.) Pr., 63. 

„ radiciperda, Hartig, 63. 
Tramways, 122. 
Transport of wood by land, 116. 

„ .9 99 water, 123. 
Transverse strain, Besistenoe to» 26. 
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Travsnoore axe, 89, 90* 
Trema, Lour., 147. 

„ orienkdia. Blame, 86. 

«, pciiiona. Planch., 167* 
Trenails, Wood used for, 73. 
Trestle, Sawyer's, 110. 
Trewia wudifioni, Linn., 17, 20^ 40, 83. 
TrtQona, Jurine, 166. 
Trimming axe, 90. 
Tubs, Wood used for, 71. 
Tufa, 189. 

Turning, Wood used for, 76. 
Turpentine, 168. 

H Manuf aoture o^ 222. 
Twisted fibre, 49. 
Typha dtphantina^ Boxb., 144. 
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Ulmua inUgrifolia, Boxb. (see Holop' 

idea itUegrifolia). 
Unsoundness in wood, 47. 

M „ „ Detection of, 63. 

Upset prioe, 196. 
Urceola eacidenta, Bth., 172. 
Urena lobcUa^ Liim., 146. 
Urticacem, Fibre-yielding, 146, 147. 

„ Bubber-yielding, 171, 172. 
Utensils, Wood used for domestic, 76 



Vaieria indica, linn., 66, 166. 

Veneers, 68. 

Vessels, 6, 6. 

VeUveria zizanioidea, Stapf, 144. 

ViUebrunea, Gaud., 147. 

Villon's process of manufacturing tannin 

extracts, 232. 
Vinegar from sawdust, 84. 
Violins, Wood used for, 83. 
Viacum, Linn., 62. 
VUex Linn., 21, 64. 

„ Negundo, Linn., 76. 

», trtfoUa^ Linn.f., 76. 
Vulcanising of wood, 239. 
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Wages, 193. 

Walking-sticks, Wood used for, 82. 

WaUichia, Boxb., 166. 

„ diatycha, T. And., 161. 
Walnut (see also Juglana regia), 68. 
„ East Indian (see also AOfizzia 
Le66eib), 68. 
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Walsura piscidia, Bozb., 163. 
Wanes, 64. 
Waney balks, 64. 
Warping of wood, 29. 

s. Prevention of, 30. 
Waste-wood, Utilization of» 84. 
Water depdts, 133. 

in wood, Peroentage of, 27. 

seasoning, 33. 

Timber used in contact with, 63. 

Transport of wood by, 123. 

Woods which last weU under, 38. 
Water-pipes, Wood used for, 64. 
Water-scoops, Wood used for, 78. 
Water-troughs, Wood used for, 64. 
Wattle-trees, 149. 
Wavy wood, 60. 
Wax, 180. 

Wax-producing trees, 160. 
Weaving-machines, Wood used for, 64. 
Wedges, 96. 
Weight, Classification of woods according 

to, 16. 
Well-construction, Wood used in, 64. 
Wet slides, 122. 
Wheeled conveyances as a means of 

clearing coupes, 106. 
Wheels, Wood used for, 69. 
White ants, 36. 
„ dammar, 166. 
„ rot, 62. 
Whole coupe, Sale of, 201 
Wholesale system of sale, 203. 
Wightia gigantea. Wall., 20. 
Wild date-pahn, 174. 
Willow (see also Salix), 6, 2L 
Wire ropeways, 123. 
Wood, Anatomical structure of, 4. 

Ck>lour and grain of, 43. 

Combustibility and heating power 
of, 40. 

Conversion of, 87. 

Cracking and splitting of, 30. 

Defects and unsoundness in, 47. 

Durability of, 36. 

Elasticity of, 21. 

employed for superstructures, 66. 

Felling and conversion of, 87. 

Fissibility of, 22. 
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Wood, Flexibility of, 20. 

Hardness of, 18. 

Industrial uses of, 64. 

Moisture in relation to, 29. 

Percentage of water in, 27. 

Seasoning power of, 26. 

Shrinking and swelling of, 29. 

Specific gravity of, 11. 

Strength of, 24. 

Tochnioal properties of, 4. 

Transport of, 116. 

Warping of, 29. 
Wood-cells, 6, 7. 
Wood-fibres, 6, 6. 
Wood-oil, 168. 
Wood-pulp, 78. 
Wood-vessels, 6. 
Wood-wool, 84. 
Wooden slides. Dry, 121. 
Woodfordia floribunda, Salisb., 46, 66, 160. 
WrigJUia tinctoria, R.Br., 46, 74, 76, 83, 
157, 160. 
tomentoea, Bom. and Sch., 23, 
74, 76. 
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Xylia dolahrifonnUt Benth., 6, 14, 17, 19, 
21, 26, 36, 40, 46, 46, 63, 66, 
67, 69, 60, 64, 66, 69, 70, 76, 
78, 81, 83, 84, 149. 

Xylolith, 84. 



Yams, 161. 

Yokes, Wood used for, 70. 



Zinc chloride as an impregnating sub- 
stance, 236. 
Ziyphua, Juss., 166. 

„ Jujvha, Lam., 6, 17, 19, 23, 78, 
83, 84, 86, 149, 168, 176. 
M xylopyra, Willd., 149, 161. 
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DEFECTS IN TIMBER. PLATE i. 

1. Transverse section of stem of Santa lu m album , showing heart-shake, with tendency to star-shalce. 

(Reduced -r^). 
2t Transverse section of stem of Cedrus Deodara^ showing more extensive star-shake. 

(Reduced -^). 

3. Transverse section of stem of Phyll anthus Embilca, showing radial-shake due to cracking by 

2 
intense heat in the Central Provinces. (Reduced -=-). 

^ 1 

4. Transverse section of stem of Cupressus torulosa, showing cup-shake. (Reduced -t-). 

' o 

6. Transverse section of stem of Ced r us Deodara, showing combination of heart-shake and cup-shake. 

(Reduced -s^). 
6. Transverse section of stem of Picea Mor inda at a point where a whorl of branches is produced, 

showing formation of knots in the wood. (Reduced -^^). 
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PLATE 1. 
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DEFECTS IN TIMBER-(C0HT1MUED). PLATE II. 
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1. Longitudinal section of stem of Anogeissus iatlfoiia i showing outgrowth known as a " burr.' 

(Reduced ^). 

2. Transverse section of stem of Dalbergia paniculata , showing naturai interior bast tissue. 

(Reduced -x-). 
o 

3. Transverse section of stem of Ougeinia daibergioides, showing occluded bast tissue owing to 

growing together of two branches. (Reduced -^). 

o 

4. Transverse section of stem of A cacia Intsia , showing formation of interior bast tissue owing to 

fluting of the stem. (Reduced -g-). 

5. Longitudinal section of stem of Shorea rob usta, showing contorted growth due to constriction 

by climbers. (Reduced -rr)- 

6. Longitudinal section of stem of CedrelaToona, showing occluded pruned branch. 

(Reduced -3-). 

7. Longitudinal section of stem of Quercus incana, showing occlusion of brolcen branch with attend- 

ant decay. (Reduced -=-). 

^ 1 

8. Transverse section of stem of Shorea robusta , showing rindgall. (Reduced -r^). 
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PLATE 2. 
2 




1,2. SundartMna dftht. 

3. Anam du. 
4,5. BuritiM* da^l. 



8, a. 10, n, 19, ao. Mwlru t*pe*. 
1Z, 10. Bombay typa*. 
t4. ffi. 10, 17, IS. Traiancora Upat. 

21. Cantral Provincn balcka. 

22. Lopping billhook u*ea by Oujara ol Saharanpur, U. P. 
^ ^^ "i^ "■ Kanm DlitHct, Punjab, 

24. NspalSM kukri. 

25. European type. 

ae. with auxINary cutting Mg* On back. 

27. A]mar dhou. 
NOTE.-ln all *kle-<lew figures above the euttlng-M|« fMa* Um left; In FIfl. 
•dge face* the left and the auxiliary one the right. 



M the principal cutting- 
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FELUNG AXES. 



PLATE IV. 



5 



6 







•^ natural siza. 



I. Amarloan axe. 
2, 8. Assam types. 

4, 5. Sunderbans axes. 

0. Pahari axe, Garhwal. 

7. Delhi axe. 

8. Axe used in Bahralch, U. P. 
9, 10. N.-W. Himalayan axes. 

II. Punjab axe. 

12. 13, 14, 16, 16, 17. Central Provinces types. 

ia Burmese axe, paukseln. 

19. Burmese kyettau ng. 

20. Burmese Run. 

21. Malabar axe. 
22, 23, 24, 25. Madras types 

26. Madras tharl vachl. 

27, 28, 29, 80, 31 Bombay types. 

32. Axe used in indore State. 

33. ,, „ „ Hyderabad (Nizam's Dominions^. 
34, 35. Travancore types. 

36, 37. Kashmir axes. 
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TRIMMING, SPLiniNG AND LOPPIW AXES. ADZES AND WEDGES. 




Av-^^^^B 







•^ P=? ^ '-=^ r^ J ^ 
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LIghl til*, or balwa, uMd In Blnghbhum, Bengal 
















Indor* light lopplrig axs. 
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THE SAW. 



PUTE n. 
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CD 
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N/VI 







1 toi7. Typet of Mw-te0th (vlil« pt^gB 99X 

8. Devio* for ensuring wn filing. 

9. A proporly set aaw. 

10. A badly aat aaw. 

11. Pit Mw-aat. 

12. Hand aaw-tet. 
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THE SAW (OOVTmuED). 



PLATE VII. 



o ex 







1 



natural tUe. 



1. Cro«-out saw. 

2. Advantage of ourva-adgad Saw \m producing axtm tpaoa for sawdust. 

3. PIt-taw. 

4. Delhi saw. 

5. Maratha saw. 

6. Frame-saw for longitudinal cutting. 

7. Frame-saw for cro«-outting. 

8. Country hand -saw. 
0. European hand-saw. 



MlEKinS FM OKECTING THE FALL OF TDEES m EXmcnNG STUaPS. 
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FEUIN6, ROUfiH CONVERSION. AND MOVlKfi OF TIMBER. '"^^ " 
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1. MaUMdolMlln(w(th*iM*1 



ft. EitmoUonafrtump* 

S, MMhodorrav" 

7. HookifoTBttl 

8. ironcplkantf-.-, 

9. A"nautad''>ot' 
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dr modng lo|i. 



rop« ■nd pinkm (biook Md twkla). 
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""BEBSIffll OF TIHBf" 





CmVERStOR wo STACKING OF WOOD. 





Sawtni of iiwapan with rr 

Oath I MwyWi trwtlft 
SUokIng of loai. 

„ ol ■cantllnt*. 

MetKiMl) ol itacking fuel. 
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X\X CmflCOAL-BlHMIW. (Z). RGSIN-TAPPING IN JAUNSAR OmSHM, iN.-W. HWALArAS. 
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t. SANOAL-NOOO OIL STUl- 



KMh «y. 




tail»->| Inch m I Foot 



a. Bollor(MUtlionpot). 

h, 8mall lnv«rlod bnm pot. 

e. Copper tube. 

d. CondenMr (copper potX 

A Water-tank. 

/ Furnace. 



i RUSA-fiRASS OIL STILL. 




Seal*— ^ Inch « 1 Foot. 



c Boiler (Iron). 

h. Bamboo tube. 

c Condenter (copper). 






VILLON'S PROCESS OF MANUFACTURING 

TANNIN EXTRACTS. 
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PLATE XV. 
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Scale— 1 Inch s 1 Foot. 

A A', B B'. Perforated partitions. 

C C Wire ^u2e sieve. 

D. Upper compartment. 

E. Middle compartment, containing chips off bark or wood. 

F. Lower compartment, containing hot water, 
r, r. Rods for raising sieve. 

ti. Tap for admitting water. 
t». f, „ „ steam, 

ts. f» »» emptying lower compartment. 
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